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University, N. D., December 30. 1906. 
Hon. George E. Toivle, President Board of Trustees of the Univer- 
sity of North Dakota: 

SiR: 1 have the honor to submit herewith my report of the work 
of the State Geological Survey of North Dakota during the past 
. two jxars. 

Early in 1905 the Tliird Biennial Report of the Survey was pub- 
lished. Several weeks in January were spent at Bismarck super- 
vising the printing of the report. Later the volume was widely dis- 
tribuated throughout the state and was also sent to those geologists 
and public libraries of the country from whom requests were re- 
ceived, in response to notices sent them. 

The State Geologist spent nearly four months during the sum- 
mer of 1905 in field work, haying charge of a United States 
Geological Survey party which studied the lignite deposits of North 
Dakota and eastern Montana. The greater part of the season 
was spent in this state in certain areas which had not previously 
been carefully examined. The party spent several weeks in southern 
■ Billin;2;s county, where many thick beds of lignite were located, and 
also worked in Bowman, Hettinger, Dunn, McKenzic and Williams 
counties. Many samples were collected and sent to the Coal-Test- 
ing Plant of the United States Geolc^cal Survey at St. Louis for 
analysis. Later in the season we followed up the Yellowstone river 
from its mouth as far as Miles City, locating many lignite beds 
which are exposed along that river. 

While my party was working on the lignite deposits a second 
party in the employ of the State Geological Survey and in charge 
of Mr. C. H, Clapp, a graduate of the Massachusetts Institute of 
Technology, was making a careful and detailed study of the clays, 
particularly in the region of which Dickinson is the center, and 
where, perhaps, the highest grade clays of the state are found. 
Good brick clays and materials suitable for other products arc not, 
however, confined to this district, but have a wide distribution over 
Xorth Dakota. The white, high grade clays were found to cover 
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a large area, extending north across the Little Missouri to the In- 
dian reservation, east a few miles beyond Hebron, south nearly to 
••the North Fork of the Cannon Ball river, and west to the divide 
»•/• /J separating the strea^ns flowing east into the Missouri from those 
";'- flowing west into the Little Missouri. The clays lie at an eleva- 
tion of from 2,450 to 2,600 feet above sea level and are confined 
to the tops of the higher ridges and divides of the region, having 
been eroded elsewhere. They have a maximum thickness of about 
150 feet and cover an area of nearly 4,000 square miles. These 
white clays overlie the lignite-bearing beds, practically all the coal 
of the re:^ion occurring at a lower horizon, and are doubtless con- 
siderably younger than the strata containing the lignite. 

Mr. Clapp was assisted in the field work by Messrs. Herbert A. 
Goodall and Marshall Brannon of the University and many of the 
illustrations in the report are from photographs taken by Mr. 
Goodall. 

Several hundred samples of clay were collected in the field and 
during the year were carefully examined and tested in the labora- 
tory by Mr. Clapp. Analyses were also made of many of the clays 
by Professor Babcock and Miss Bisbee. 

During the past summer Mr. Clapp visited all of the clay plants 
of the state in order to secure full information concerning them, in- 
cluding the methods employed in manufacturing their various pro- 
ducts. Additional clay samples were obtained for analysis and 
testing, together with specimens of brick and tile. The latter were 
tested to determine their strength and durability. 

There are at present twenty producing clay plants in North 
Dakota, and the industry is in a prosperous condition, most of the 
companies havin;^ all the business they can handle. Several large 
new plants have been established during the past two years, in- 
cluding those at Grand Forks, Walhalla, Hebron and Wilton. 

The Fourth Biennial Rejwrt of the Survey contains the results of 
the investigations made on the North Dakota clays by the several 
members of the Survey staff since its organization. 

The thorough familiarity of Professor E. J. Babcock of the State 
University with the clays of the region, gained through many years 
of experimental work on them, has been of much service in the 
preparation of this report. Of special value is his discussion of 
the practical tests made by eastern potteries and brick plants in the 
manufacture of a great variety of wares from North Dakota clays. 
These included many kinds of pottery, terra cotta and pressed brick 
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which were made for exhibition at the World's Fair at St, Louis. 
These products show the possibilities of our clays, even for the 
production of the higher grades of clay ware. 

Thorougli tests of a large number of carefully selected samples 
were made by Mr. C. H. Clapp in the laboratory of the School of 
Mines of the University. These involved much time and labor for 
their completion, since 150 samples from all parts of the state were 
examined and tested as to their structure, hardness, texture, plastic- 
ity, shrinkage and strength. Burning tests were also made to de- 
termine the color, strength, shrinkage, hardness and absorption of 
the clays burned at different temperatures, together with their 
fusibility. 

These physical tests were supplemented by the chemical analysis 
of many samples, this work being done by Miss Bisbee under the 
direction of Professor Babcock. 

The larger portion of the report has been prepared by Mr. Clapp, 
who deserves much credit for the care and thoroughness with which 
he has performed the task. 

It is believed that this volume on the clays of North Dakota will 
be of interest and value to the people of the state. Every effort 
has been made to have the entire report of practical value to 
everyone interested and to call attention to the great clay resources 
of the state. It will also make known to outside investors and 
others the value and possibilities of the clays of North Dakota. The 
increased use of clay products during recent years cannot fail to 
result in a steadily increasing demand for this class of goods in the 
future and in the opening of many new clay plants. The report is in- 
tended to help the development of the clay industry of the state. 

I spent several weeks during June and July of this year in a care- 
ful study of the geology of the Pembina Mountain region. This area 
is of great interest both on account of its valuable clays and cements 
and because here are exposed, along the deep valleys of the Pem- 
bina, Little Pembina, Tongue and other rivers, geological formations 
which appear at the surface nowhere else in the state. The char- 
acter, relationships, thickness and distribution of these were deter- 
mined and much information gathered concerning them. 

Late in July I went to Dickinson and again took charge of a 
United States Geological Survey party which continued the study 
of the lignite area of North Dakota, Montana and Wyoming. The 
greater portion of August and September and part of October was 
spent in 6e]d work in eastern Montana, in the little known and 
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thinly settled region between the Missori and Yellowstone rivers. 
The results of the work of the past season in Montana throw new 
light on several difficult problems of the geology of North Dakota 
and illustrate the value of the opportunity afforded the State Geolo- 
gist to extend his field investigations beyond the limits of his own 
state. The age of the lignite-bearing beds of North Dakota has 
long been a disputed question among geologists and it is of the 
greatest importance that the age and relationships of the formations 
be determined. But they can best be studied in eastern Montana, 
where their relation to formations of known age is well shown and 
where they yield abundant fossils. While engaged in work for the 
United States Geological Survey the past two seasons much material 
was gathered on the lignite area as a whole, and the North Dakota 
deposits were compared with those of neighboring states. Through 
a study of the larger area and the discussion of the various ques- 
tions which arose with the geologists of the Federal Survey, many 
new facts and suggestions were gathered wuth reference to the 
coal-bearing formations of North Dakota which could not other- 
wise have been secured. 

The results of the work of the State Geologist will be published 
by the United States Geological Survey in a bulletin on the lignite 
of North Dakota. This report will contain the results of the in- 
teresting and valuable tests made at the government Coal-Testing 
Plant at St. Louis on the lignite of the state. In addition to the 
many small samples sent in for analysis, several car loads of coal 
were shipped to St. Louis and the lignite was tested as to its gas- 
producing qualities. Of the entire number of coal samples that 
were examined from all over the United States, the lignite of North 
Dakota was found to be the best as a source of producer-gas, 
yielding more gas and better gas than any other fuel tested. This 
means that the lignite deposits of this region are capable of supply- 
ing almost unlimited power if the coal is first converted into gas and 
then used to run gas engines. It was largely the surprising and 
remarkable showing made by the lignite from North Dakota in the 
gas tests at St. Louis which led the United States Geological Survey 
to undertake the investigations which have been carried on during 
the past two years. The coal resources of the state could scarcely 
be more effectively made known throughout the country than in 
the report soon to be published by the Federal Survey. 

Early in June I made two trips to McLean county to examine 
a number of piece^ of university and school lands which had been 



ADMINISTRATIVE KEFOST 7 

offered for sale, in order to determine whether tliey were coal lands. 
A brief report to the board was prepared, giving the results of the 
examination. 

One of the subjects to be taken up and investigated during the 
next two years will be cements and cement materials. North Da- 
kota has valuable deposits suitable for the manufacture of cement, 
and these deserve careful study. Work on the coal-bearing beds 
of the western part of the state will be continued and the effort 
made to determine their age by means of fossils collected from many 
localities. 

The detailed mapping and examination of certain selected areas, 
such as a county, will be undertaken in the near future. Its sur- 
face features, geological formations and natural resources will be 
carefully investigated. The topographic maps of the United States 
Geological Survey will be of the greatest service in this detailed 
work on special areas. Last year a party was at work in the vicin- 
ity of Bismarck, mapping that region, and this season a quadrangle 
lying just east of Williston has been mapped. By means of the 
topographic map of the latter area its lignite beds can be correlated 
and their number and extent determined. The geology of the dis- 
trict can also be mapped in detail and the distribution of the forma- 
tions accurately shown. 

The Federal Survey bears all the expense of this topographic 
work in North Dakota, but the state receives the benefit of the ex- 
cellent maps that are published. Many states, such as New York, 
Ohio and Illinois, bear part of the expense of preparing these maps, 
and it would be greatly to the advantage of North Dakota if it 
followed their example. The work of mapping within the state 
would then be pushed much more rapidly than at present, and sev- 
eral quadrangles could be covered in a season instead of one or only 
part of one. But a larger appropriation for the State Geological 
Survey is necessary before such co-operation is possible. The State 
Geologist and the Director of the Agricultural College Survey are 
consulted as to where the mapping shall be done. 
Respectfully submitted, 

A. G. Leonard, 
State Geologist. 
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THE ORIGIN OF CLAY. 



BV C. H, CLAPP. 



DeHnition. — Clay is a term applied to any earthy material which 
when wet is capable of being moulded into any desired shape, this 
shape being retained in drying. This property is called plasticity. 
When clay is heated to a high temperature it becomes hard and 
strong. Clays are usually fine grained, the plasticity commonly in- 
creasing with the fineness. The fineness of the clay is not, how- 
ever, the cause of its plasticity. 

All clays contain what is known as the clay substance or clay 
base. This base is called kaolin, being made up principally of the 
mineral kaolinite. Kaolin possesses a high degree of plasticity and 
it is due to its presence that clays have this property, the plasticity 
of the clay being roughly proportional to the amount of kaolin 
present. This varies greatly, as well as the mineral composition of 
the clay. Quartz, in the form of fine sand, is one of the chief min- 
erals in addition to kaolin composing a clay. The other minerals, 
chiefly oxides, carbonates and hydrous minerals, are considered as 
impurities. 

ORIGIN, 

Clay or rather kaolin, the clay base, is a secondary material, that 
is, it results from the breaking down of original or primary sub- 
stances. All rocks, when exposed near the earth's surface, are 
acted upon by various agents, both mechanical and chemical, and 
these tend to destroy the primary minerals composing the original 
mass, and also the original structure of the rock. Thus are formed 
secondary minerals and structures. Kaolin is one of the most im- 
portant of these secondary minerals resulting from such decomposi- 
tion. The structure changes, and hard massive rocks break down 
into unconsolidated, fine, earthy material. Clay is thus derived 
by the mechanical and chemical decomposition of rocks, a process 
called weathering. 

Rocks are broken up by several mechanical means. Change of 
temperature tends to hasten this disintegration. If the temperature 
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rises the surface becomes hotter than the interior, and therefore 
expands more. If the temperature becomes colder, the surface ex- 
posed to this change contracts more rapidly than the interior. 
This unequal expansion and contraction results in a tendency for 
the rock to break off in concentric layers. Water finding its way 
into the cracks and pores may become frozen and thus expanding 
considerably develops tremendous power, sufficient to break the 
strongest rocks. Other forces, such as dust laden winds, lightning 
and plant roots, all tend to break up rocks. Thus they are broken 
into smaller and smaller fragments by mechanical means, but are 
not changed essentially in their chemical composition. 

By being thus broken up, rocks are prepared for still further de- 
composition by chemical agents. Rain water enters the cracks and 
fissures, dissolves the more soluble minerals, and in this way the 
whole structure of the rock is loosened.' Acid gases, such as carbon 
dioxide, and vegetable acids, dissolved b.y the rain water in its pas- 
sage through the atmosphere and soil, tremendously increase the 
dissolving power of the water. The chemical action is one of 
oxidation and hydration. That is, the mineral takes up more oxy- 
gen, as iron does when it rusts, and water also enters sometimes into 
its decomposition, forming hydrated minerals. This process of hy- 
dration greatly increases the volume of a rock, and tends to break 
it up mechanically. Chemical action more fully disintegrates the 
fra<xments and converts them into soil. Certain constituents of 
igneous rocks (granites, diorites and others), notably the feldspars, 
weather or decompose easily, giving a hydrated silicate of alumina 
as a result. The secondary mineral thus formed is kaolinite, the 
base of all clays. Other constituents of the rock, such as quartz 
and mica, decompose less rapidly and are often left in the clays 
merely as fine fragments, which accounts for the sand and mica 
usually present. Weathering thus takes place mechanically and 
chemically, the final result being to break up and decompose the 
original rock, and to change it into soil and clay. 

The loose materials formed in this manner are now in a condi- 
tion to be transported by water or any other agent of transporta- 
tion, such as wind or ice. Clay found in situ, or where it was 
formed, with the parent rock directly below, is called residual clay. 
Most clays are removed more or less as they are formed. Water 
falling on the soil picks up the small particles and carries them in 
suspension, or pushes them down hill. Finally the soil washed down 
the slope reaches a stream, and is carried along to the river, and 
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finally to a point where the velocity of the river is not fast enough 
to carry it any further, and it is deposited. This usually takes 
places at the mouth of the river, where large quantities of clay 
accumulate. These deposits are more or less sorted, the larger 
particles being laid down first in the swifter current, then as the 
current becomes slower and' slower, the clay and sand deposited 
become finer and finer, until the current is almost nil, where only 
the finest silt or clay collects. Clays thus formed are the more com- 
mon types, found at a greater or less distance from their parent 
rock. They are called transported clays. Clays are thus seen to 
be the final result of the weathering of rocks, and if found in the 
place where they were formed are called residual clays, and if they 
have been removed some distance from where they were formed, are 
called transported clays. 

CLASSIFICATION. 

Clays are classified according to their origin or their, uses. A 
classification based on the uses would be long and useless in de- 
scribing a deposit of clay. Therefore, while clays of the same origin 
may differ in composition and be used for many different pur- 
poses, yet such a classification seems to be the best to employ in 
describing the actual deposit. In describing the particular clay 
some sort of a chemical or mineralogical classification should be 
used, such as suggested by Dr. E. R. Buckley in his report on the 
clays and clay industries of Wisconsin. 

Several classifications, more or less similar in character, and based 
on the origin, have been suggested. Following Buckley and Ries 
the following classification will be used in this report in describing 
the clay deposits : 
Residual clays. 
Transported clays. 

Water the agent of transportation. 
Marine. 
Estuarine. 

Swamp and lake clays. 
Flood plain and terrace clays. 
Ice the agent. 

Glacial clays. 

Wind the agent. 

Loess clays. 
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UKSCklPTION OF THF. VARIOLS TYPES OF CLAYS. 

RESIDLAL CLAY. 

It has li'/cn bhown how rocks undergo certain chemical and 
iiici haniral chan;;<:s which form clay ant I soil, and where this clay 
is found directly in place it is said to be residual. From the nature 
"I nsidual clays one would exi)ect t«:» find a natural gradation be- 
twei-n lianl. unchanj^cd n>ck at some depth, through a partially 
Iip/kcn up and decomposed rock, and finally a true clay, and such 
ii I lie case in nature. Residual clays arc of course superficial, their 
d*ptli n-acliin;^ only to the limit of weathering in that locality. 
SoiMi'tinM's. however, <fnc finds deposits cxtendinjic to a consider- 
al)lr distaiiCf helow the surface, due either to the rock being espec- 
ially rasily d(composefl, or rlue lo decomposition by underground 
v.alri-",. 

A- all shalc-i and sandstones were derived originally from igneous 
roiks it is only necessary lo describe the chemical changes wdiich 
\:i\\r pL'K e in their <leeoniposition. They arc composed of various 
iiiiijrrals, coinni.jnly one of the feldspars, which arc silicates of 
alniiiina. potash, soda and lime, totrether with quartz and certain 
<larl-; r.ilond minerals, the latter silicates of iron, magnesia and 
linif. iM-rrons iron, ma^^ne^ia. lime. pt)tash and soda are soluble 
ami an- dissnlv<Ml by percolatini: waters and carried away. The 
ifl'Ispar is rlian';e<l to kanlinite. the hydralcd silicate of alumina, 
tlic qnarl/ remains 'unehan|L^e<l. and the dark colored, ferro-mag- 
nrsian niintrals are cliani^ed t«» hasie imj)nre koalin. and to other 
Ii\tlralf.l siiiralis cf magnesia and ferric iron, and also to ferric 
hsiliatc. kiu.wn as linmnite or ochre. ( i. P. Merrill in his "Rocks, 
I\*«Mk wi-allicrini^' an<! Soils." j^ives the fojlnwinpr analyses of fresh 
v.ranili-. j.;neiss and the dec.ompnsi'd protluct of ihc gneiss, which 
illt^liaU* the relative changes. 

IVo^h Decomposed 

Sill. .1 iSi( 1,1 j;o.l»:> 45.31 

Mmiim.M \I..< »,) IIJ.SIJ 26.55 

lo.tit.M.l. (I'rj),i U{M\ 12.18 

I nil'' «* .1' »• 1 . 14 trace 

M.ir.iirM.i I Mv'.t u . . .... 1 .(Ui n.40 

r..t.i-.Ii .K..< ») 1 !».■) 1.10 

S...I.I tN.i.t >). . 2.S2 0.22 

rim-.iili. .Ill .11 id (!*.,» ».) oSt .0.47 

iKintiMii ill..i M {)aV1 13.75 

UHMK ~sr98 
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Tims while the decomposition of igneous rocks, which practically 
alwajs contain some feldspar, furnishes some kaolin or clay base, 
most residual clays contain enough ferric oxide to color them red. 
Iron tends also to make them fuse more easily. Magjiesia and the 
alkalies also act as fluxing constituents. However, some residual 
clays, sucli as those that result from acid rocks high in feldspar 
and quartz, notably pegmatite, furnish us with our highest grade 
kaolin, the quartz, mica and undecomposed feldspar and alkalies 
being removed by washing. The clays from such rocks have not 
had a chance to become mixed with harmful ingredients resulting 
from the decomposition of other rocks, as transported clays have. 
Therefore, while most residual clays are low grade, the purer de- 
posits are very high grade, furnishing our best china clays. 

Residual clays do not accumulate to a great depth except under 
exceptional circumstances, as they are being continually removed 
by the run off of water, and carried away and deposited somewhere 
else, forming transported clays. The southern states abound in low 
grade residual clays of moderate thickness, which probably once 
existed in the north. But when the great ice sheet advanced from 
Canada and extended over the northern part of the United States, 
these residual clays were all removed and now form a part of the 
glacial debris. North Dakota is lacking entirely in residual clays. 
There are no outcrops of igneous rock to furnish them. Possibly 
before the ice age a small strip of igneous rock was exposed along 
the eastern boundary, but any clay derived from this has long 
since been removed by the glacier. These rocks are now covered 
by over .300 feet of unconsolidated glacial drift, and the sand and 
clay deposits of old glacial Lake Agassiz.' 

TRANSPORTED CLAYS. 

Residual clays are often removed by some agent of erosion and 
transportation and deposited at some distance from where they 
originated, forming transported clays. By this process the residual 
clays of several localities become mixed together, and thus trans- 
ported clays are apt to be even more impure. However, transpor- 
tation and subsequent deposition tends to size the particles, and clay, 
by beinj separated from coarse particles, is sometimes made avail- 
able wliere it would not have have been otherwise. There are three 
main agents of transportation, which are, in order of their impor- 
tance, water, ice and wind. 
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Water the Agent of Transportation, — Residual clays washed into 
a stream are carried along until they reach a point where the veloc- 
ity of the water is not sufficient to keep the clay particles in sus- 
pension. They are then deposited, and in this manner layers of 
clay are formed which grow in thickness. These layers are, of 
course practically horizontal. With a change of velocity of the 
water, particles of a different size are deposited over the original 
layer. It is in this way that such transported or sedimentary clay 
consists of a series of more or less horizontal layers of different 
texture and composition, and the material is said to be stratified. 
Stratification is one of the chief characteristics of clays deposited 
from water. 

A single section of a sedimentary deposit such as is exposed in 
the cut bank of one of the western rivers of the state, may show 
thirty of forty layers of different character. Stratified clays as 
a rule are apt to vary greatly in a vertical direction, but some beds 
reach a thickness of many feet or even a hundred or more, and 
the composition and nature of the clay does not change materially. 
Horizontally the beds vary somewhat but not so much, and layers 
of essentially the same characteristics often extend over large areas. 
Such clays are apt to be deposited on an ocean bottom or floor of a 
large lake. The condition under which clay is deposited greatly 
influences its nature, and there are several varieties based on this 
condition. 

MARINE CLAYS. 

Clays which have been carried by rivers to the ocean and there 
deposited on the sea floor arc called marine clays. Such deposits 
are fine, as they have been transported by streams and finally car- 
ried out into the ocean and laid down in comparatively still water, 
all coarse material having been left behind. Marine deposits are 
also of great extent and thickness and are more uniform than other 
clays. This is due to the fact that they are less subject to change 
than clays deposited nearer shore, and only movements of a greater 
magnitude than shifting currents affect them. Horizontally, of 
course, they may differ, due to a difference of material brought in 
by neighboring streams, and flowing through countries furnishing 
different residual clays. This horizontal change is sometimes very 
rapid, but as a rule the horizontal extent of clay beds of essentially 
the same character is great in marine clays, far greater than in 
other sedimentary clays, and the change from one kind of clay to 
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another is gradual. The Benton and Pierre shales of North Dakota 
arc good examples of marine ciays, 

ESTUARINE CLAVS. 

Estuarine clays are those deposited in long narrow arms of the 
sea into which one or more rivers usually enter and are called 
estuaries. Chesapeake Bay is a good example of a modern estuary. 
An estuarine deposit is necessarily long and narrow, with a basin 
shaped section transverse to its length. One would also expect to 
find coarse clay near the narrow or head end of the deposit where 
the current was swiftest, and the finer material at the wide end. 
Possibly some ot the so-called Laramie clays of the western 
part of the state are estuarine in character, but these have not been 
studied sufficiently to trace any such characteristics of their de- 
position, and probably they belong largely to the next class of clays, 

SWAMP AND LAKE CLAYS. 

Lake clays are similar in their origin to estuarine clays. Rivers 
emptying into lakes deposit their sediment in them. The lakes are 
thus gradually filled up, and after passing through the swampy 
stage, cease to exist, unless, as is often the case, there is a fluctuation 
of the water level. Lake deposits are apt to vary a good deal in 
a vertical direction, since the deposits are subject to many changes 
of condition which affect the material deposited. Normally the 
rivers form deltas of gravel and coarse sand near their mouths, 
and the finer sand and clay are carried out beyond and spread out 
on the lake bottom in a more or less uniform layer. But in time 
of flood the rivers are swifter and carry greater quantities of sedi- 
ment and even some of the coarse particles are deposited over the 
whole lake. Lake clays are thus affected by chmatic conditions, 
and thin sandy layers, along which the clay parts easily, are com- 
mon. As the sediment accumulates and the lake grows smaller, the 
delta deposits push out nearer to the center and are found over- 
lying the fine clay. In the marshy stage, if there is abundant vege- 
tation present, peat is formed, which is changed through geological 
ages to coal. Such regions are also subject to change of water 
level and the marsh may again become a lake, and a new series 
of clay, sand and coal 'beds may be formed. The deposits of the west- 
ern part of the state in which the lignite is found, are of this charac- 
ter. The variations and the number of kinds of sediment has already 
been mentioned. These various deposits are more or less lens 
shaped, as if deposited in old basins. Along the eastern border of 
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the State there exists another very common type of these clays. 
When the great ice sheet covered this country, numberless lakes 
were formed along its front, and into these were washed the finest 
part of the debris pushed along by the glacier. Lake Agassiz 
was one of the largest of these lakes. It occupied what is now the 
fertile Red River Valley. In this old lake, clays were deposited 
which are now furnishing the material for most of the common brick 
made in the state. 

FLOOD PLAIN OR TERRACE CLAYS. 

Along the larger rivers there are broad flats, sometimes two or 
more extending along the valley, one above the other, like steps. 
These are called terraces. The lowest is coverd in times of flood 
and is therefore designated as the flood plain. The river at such 
periods of high water carries with it large amounts of gravel, sand 
and clay, and these are carried over the banks of the channel where 
the current is swift, out on to the flood plain. Here the current 
is slackened and the material deposited, usually not assorted to 
any extent, as the decrease in velocity is apt to be sudden. In 
protected spots, however, some of the very finest clay is deposited, 
and thus, while most flood plain clays are coarse and sandy, some of 
them are very plastic and are good brick and tile clays. In this 
manner the flood plains of rivers are built up. The terraces rising 
above are former flood plains, formed when the river was ' at a 
higher level. Terrace clays are therefore similar in character to 
flood plain clays, and both are classed under the general name 
of alluvium. Many clays having this origin occur in North Dakota, 
but their use at present is very limited, only two or three brick 
plants utilizing them. 

ICE THE AGENT GLACIAL CLAYS. 

In comparatively recent geological times the northern half of 
this country was covered by a thick layer of ice. This ice accumu- 
lated in the region of Hudson Bay and moved southward under 
its own weight. In its progress such an agent would naturally 
remove all residual clays and push them or carry them along with 
it. Not only did it remove these unconsolidated materials, but it 
broke off projecting ledges of hard rock, and ground the surfaces 
of the ledges over which it passed to a powder, leaving the ledges 
polished and striated. This heterogeneous material it left in its 
retreat in great irregular dumps called moraines. 
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Glacial drift or till, unless it has been reasserted by water, is 
seldom of any economic importance. The clays are tough and 
non-plastic, and contain large amounts of sand and gravel. G. F. 
Loughlin in his report on the clays of Connecticut states that the 
approximate percentages are gravel, 25 per cent, sand 20 per cent, 
rock flour 40 to 45 per cent, and true clay less than 12 per cent. 
In localities where the bed rock is shale, glacial clays are of more 
importance and are used for brick and tile. 

Glacial drift may be reasserted by water, and forms an impor- 
tant source of material wh^f h may be transported and deposited in 
lakes and seas, and thus become economically important. Also the 
fine material of moraines may be washed out of the hills into the 
hollows between, and some clays formed in this manner are free 
enough from pebbles to be used for brick. The large amount of 
lime in glacial clays is another very serious drawback to their 
use. Glacial clays have been used to some extent for brick in North 
Dakota, but although they are of great abundance they have little 
economic value, except for the manufacture of common brick. 
Where no other clays are available a very good grade of such brick 
can be made from them. 

WIND THE AGENT — LOESS CLAYS. 

In the Mississippi basin are large deposits "of a peculiar calcare- 
ous, silty material known as loess. 

Undoubtedly some of these deposits have been formed by winds. 
Water has played an important part in their formation likewise, and 
just what division is to be made between the importance of these 
two agents is uncertain. No clays of this character have been noted 
in North Dakota. 

In the sandy regions in the western part of the state, the winds 
are important erosive agents, but deposits due to winds are super- 
ficial and are sandy rather than clayey in their nature.^ 



»Scc N. D. Geol. Survey, Vol. Ill, p. 04. 



CHAPTER II 
THE CHEMISTRY OF CLAY 

BY C, H. CLAPP AND E. J. BABCOCK. 

Composition. — Clay is composed of the mineral kaolinite mixed 
with more or less impurities, all of the impure minerals being, of 
course, in fine particles. The mineral composition depends on the 
nature of the rock from which the clay was derived, and the amount 
of weathering. There are two main classes of minerals, original 
or primary, and secondary. Primary minerals are those which pos- 
sess the same chemical composition as they did in the parent rock, 
but have been ground or reduced in some manner to a very fine 
condition. Secondary minerals are those whose presence is due 
to chemical action. Quartz, feldspar, mica, the iron ores, such as 
magnetite and pyrite, calcite, dolomite, gypsum, hornblende and 
rutile, are the ordinary primary minerals. Kaolinite and limonite 
are the chief secondary minerals ; calcite, gypsum, quartz and pyrite 
are sometimes also of secondary origin. 

The chemical composition of a clay depends of course on the 
mineralogical composition, and therefore varies within wide limits. 
The composition of pure clay, or kaolin, corresponds closely to 
that of kaolinite, that is, it is a hydrated sicilate of alumina. The 
presence of the other minerals introduces such elements as free 
silica, iron, lime, magnesia, potash, soda, titanium, manganese, or- 
ganic matter and certain soluble sulphates and carbonates. These 
different minerals and elements play an all important part in deter - 
min'ng the quality and uses of clay, and will therefore be discussed 
in detail. 

Clay Substance. Kaolinite and Pholerite. — As already stated, the 
mineral forming the chief part of the clay substance, so called, is 
kaolinite. The kaolinite is usually more or less impure, occurring 
in soft, compact, clay-like masses, which possess strongly the pe- 
culiar argillaceous odor. These masses in the purer varieties are 
white, but are ordinarily more or less stained, being yellow, brown, 
red or blue in color. This massive variety is called kaolin. The 
mineral is plastic and highly refractory, fusing only at cone 36, 
which equals 3,362 degrees F. 
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The chemical formula for kaolinite is AI2O3 2Si02 2H2O. 

The percentage composition of a typical sample is as follows: 

Alumina 39.8 per cent. 

Silica 46.3 per cent. 

Water 13.9 per cent. 

Some flint clays have a higher percentage "of alumina than pure 
kaolinite, and this fact leads to the belief that a mineral called 
pholerite enters into the composition of* clay. Pholerite is similar to 
kaolinite in its properties, but contains more water and alumina. 

It has alreadv been noted how kaolinite is derived from the de- 
composition of feldspar, and also that the amount of kaolinite pres- 
ent in clay varies greatly. White kaolins are practically pure, con- 
taining over 98 per cent of kaolinite, while the sandy, impure clays 
may have less than 20 per cent.^ Many of the clays of North 
Dakota are not very high in kaolinite, some of the purer ones hav- 
ing 60 per cent to 67 per cent. The common brick clays are rather 
low. especially the Red River Valley clays, some of which contain 
as little as 22 per cent of kaolinite. 

The properties of clay vary according to the percentage of 
kaolinite present. The addition of other minerals introduces other 
elements, such as iron and lime, magnesia, alkalies, etc., which 
combine with the alumina and silica present in kaolinite to form 
more fusible compounds. That is, these elements are said to play 
the part of fluxes, and make the clay fuse more easily. Most clays 
rich in kaolin have a high shrinkage, and in such a case may need 
to be mixed with sand or feldspar in order to keep the shrinkage 
low enough to work the material safely and successfully. 

Silica. — Silica occurs in clay in two forms, as free, uncombined 
silica as fine quartz or sand, and as combined silica, in silicates 
such as kaolinite, feldspar, mica and hornblende. The silica in 
kaolinite which is combined with alumina and water, is usually 
designated in an analysis as "combined silica.'* It is of course an 
essential compound of pure clay, and not a foreign substance or im- 
purity. The silica which is combined . with certain bases to form 
such minerals as mica, hornblende, etc., as well as the quartz sand, 
is an impurity and exerts certain influences on the clay. This silica 
is determined by the proximate analysis, and is called "free silica." 
The name is misleading as the silica in the silicate minerals is really 
combined and not free. Ries has therefore proposed the use of the 
term sand, to include both quartz and silicate minerals, other 
than kaolinite, or those which are not decomposed by sulphuric acid. 

»H. Rics, N. J. Gcol. Survey. Vol. VI-, p. 47. 
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The amount of silica in combination, in feldspar, mica, hornblende, 
etc., varies, according to Wheeler, from 0.5 to 6.0 per cent in high 
grade clays', from 5 to 12 per cent in fair grade clays, and trom 
iO to 25 per cent in the inferior clays.^ 

The bases of these minerals are strong fluxing agents, while 
the minerals themselves have an important effect on the properties 
of the clay, acting in much the same manner as does quartz sand. 

Sand acts principally as an anti-shrinkage agent, reducing both 
air shrinkage and fire shrinkage. It also diminishes the plasticity. 
It raises the fusing point of clays of low fusibility, but at very high 
temperatures, when in excess, acts slightly as a fluxing agent.- The 
ordinary basic silicites, however, act as fluxing agents at much lower 
temperatures (depending on the minerals present) than does pure 
quartz sand. The effect of the latter is proportional to the amount 
present and to the size of grain. 

The amount of free silica in a clay varies greatly. Wheeler^ 
gives 0.5 per cent as a minimum for Missouri clays and 84 per cent 
as a maximum. The average amount lies between 20 and 35 per 
cent. Free silica was not determined as such in the analysis of 
North Dakota clays. 

Ries* gives the variation of total silica in several classes of clays, 
the results being determined from several hundred analyses: 

Per cent, of total silica. 

Minimum. Maximum. Average. 

Brick clay 34.35 90.877 59.27 

Pottery clay 45.06 86.98 45.83 

Fire clays 34.40 96.79 54.304 

Kaolins 32.44 81.18 55.44 

The impure glacial and lacustrine clays of North Dakota are 
not very high in total silica. In the low grade clays associated with 
the lignite in North Dakota, which are clays of low fusibility and 
high shrinkage, the total silica varies from 71.25 to 53.72 per cent, 
with an average of 59.12 per cent. Only a few analyses of the Cre- 
taceous shales have been made, but thev show a wide variation in 
silica, at least from 29.27 to G9.90 per cent. The total silica in the 
high grade Tertiary clays ranges from 76.24 to 53.32 per cent, the 
average being 05.94 per cent. It will be seen by referring to the 
table given that the clays of North Dakota lie well within the 
maximum and not far from the average mentioned by Rics. In case 

'Afo. (leol. Survey, \'ol. XI. p. .04. 

^Sec discussion on fusihility of fire clays, Part IV. 

•■'Mo. Ceol. Survey, Vol. XI, p. 64. 

*BuH, N. Y. State Museum, No. So, \>. 525, 
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of the higher grades of North Dakota clays, such as the fire and 
potters clays, especially the latter, the per cent of silica is almost 
ideal, being no nearly that required for the most successful working 
that it is not found necessary to add but little if any silica. To illus- 
trate how nearly the average silica content of our higher grade 
North Dakota clays, i. e., 65.94: per cent, compares with the blended 
or finished material, the following analyses are given from well 
known sources: China clay, Cornwall, England, silica 66.20 per 
cent ; clay mixed and ready to use, from a Trenton pottery, 69.03 per 
cent; unglazed Baltimore stoneware, fine, white, silica 67.40 per 
cent; fine yellow Wedgewood ware, silica, 66.49 per cent. 

Feldspar. — Two of the chief silicates found in clay, other than 
kaolinite, are feldspar and mica. Feldspar, which is a silicate of 
alumina with potash, or with soda or lime, or with all these, 
comes in small, light colored grains, which decompose easily and 
pass into kaolinite. The North Dakota clays arc quite free from 
feldspar. 

Feldspar has at ordinary and low temperatures the same effect 
as sand, namely, it decreases the plasticity and the air and fire 
shrinkage up to about 2100 degrees F. when feldspar begins to melt 
and becomes a strong flux. 

Mica. — Mica occurs in most clays in smaH, thin scales which have 
a bright luster and are silver white to black in color. Mica is a 
silicate of alumina, with other elements, such as potash, iron and 
magnesia. The silvery mica, muscovite, is most common, and does 
the least harm. The dark mica, biotite, contains iron, so that it 
more readily weathers, staining the clay and aflfecting the color 
of the burned product. The North Dakota clays vary greatly in 
their mica content. Some are remarkably free from this material, 
while other samples, especially those from certain horizons in the 
vicinity of Dickinson, which consist largely of sandy clays, contain 
a marked amount of muscovite mica, usually in a very finely di- 
vided state. For finer wares this mica could in most cases be 
easily removed by disintegrating the clay in water and passing "the 
slip" through a 100 mesh screen. 

Mica lowers the plasticity a little and decreases the shrinkage. 
At high temperatures it becomes a powerful flux, thereby lowering 
the refractory power, especially if in the form of biotite mica. 

Alumina. — Alumina being a component of kaolinite, is an essen- 
tial constituent of clay. It also occurs in feldspar, mica, hornblende 
and other silicates. The effects of alumina are approximately the 
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same as those of kaolinite, since in clays alumina always exists in 
the form of a silicate of similar composition to that of kaolinite. 
In pure kaolinite the amount of alumina is 39.8 per cent. As stated 
above, some clays reach this percentage and even higher. North 
Dakota clays do not contain as high a percentage of alumina as 
some clays because of a large proportion of silica. The Benton 
shales average about 17 per cent. The Laramie clays are also 
low in alumina, ranging from 25.03 to 9.47 per cent, the average 
being 17.26. The Tertiary clays are somewhat higher, the ex- 
tremes being 27.83 and 15 per cent, and the average 20.84 per cent. 

While North Dakota clays are generally lower in alumina than a 
pure kaolinite, this is by no means an uncommon condition met 
with in many high grade clays. Moreover, a pure kaolinite would 
be too high in alumina content to be used for many purposes with- 
out first being blended with a considerable proportion of silica. 
As has already been observed under the consideration of silica there 
are many clays in North Dakota which have very nearly ideal pro- 
portions of silica and alumina for immediate use and are found by 
actual tests to work unusually well. 

Iron, — Iron is always present to some extent and is very impor- 
tant, because it determines largely the color to which the clay will 
burn. It occurs in several minerals, the most common in clay being 
the oxides, magnetite and hematite ; the hydrous oxide or limonite ; 
the sulphide or pyrite; the carbonate or siderite; and several iron 
silicates, notably biotite, glauconite and hornblende. The iron 
exists in these minerals in two states, namely, as the ferrous and 
ferric oxides. The iron in ferrous oxide is combined with equal 
parts of oxygen, giving a compound with the symbol FeO. In the 

ferric oxide, whose symbol is FegOg, the iron is combined with 
one and a half parts of oxygen, and it is therefore in a higher state 
of oxidation. These two oxides are important,^ and their eflfect on 
the color and fusibility of the raw clay is entirely different. 

The amount of iron in clays varies considerably. The iron is 
usually reported in an analysis as the ferric oxide, regardless of 
the condition in which it exists in the clay. The range of ferric 
oxide in clays is given by Ries as follows :^ 

Minimum. Maximum. Average. 

Brick clays 0.126 32.12 5.311 

Fireclays 0.01 7.24 1.506 

Kaolins trace 6.87 1.29 

U?ull, N. Y. State Museum, No. 35. 
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The North Dakota clays are rather low in iron. Even the brick 
clays are low, most of the brick being cream or light colored, due 
'partly, however, to the large amount of lime. The low fusing point 
of the coal clays is due to lime and the alkalies rather than iron, 
the percentage of the latter ranging from 3.16 to 7.47, the aver- 
age being 4.61. The Benton shales are not very high in iron, for 
the few which have been analyzed the average being about 5 per 
cent. The Tertiary clays are very low in iron, considering their 
great thickness and extent, and they vary from 1.33 to 9.46 per 
cent, the average being S.G6 per cent. 

Iron is the chief coloring agent of both raw and burned clays. 
When the iron exists in the ferric condition, as in limonite and 
hematite, the clays are yellow, red or brown. Ferrous iron, pres- 
ent as siderite or pyrite, gives a variety of shades from gray to 
blue. The color of the so-called blue clays is due partly to iron 
in the ferrous form and partly to carbonaceous material. Clays 
which contain iron in the ferrous condition are usually carbona- 
ceous, the carbon, which has a great affinity for oxygen, reduces 
the ferric iron, or prevents its formation. Many of these blue clays 
containing iron are yellow or reddish near the surface, or along the 
cracks through which water and air can penetrate, the ferrous iron 
having been oxidized to the ferric form. 

The color of the burned clay depends not only on the amount 
of iron present, but, as has been conveniently summarized by Ries,' 
on: ^1) tfie amount of iron in the clay; (2) the temperature of 
burning; (3) condition of the iron oxide, and (4) the condition 
of the kiln atmosphere. With a little more than one per cent of iron 
present clay may bum to cream white; with less than that, to an 
almost pure white. Clays with 1,5 to 3 per cent burn to a buff or 
brown at high temperatures, and cream or pink at low. With 4 
per cent or over the color is pale red or salmon (the color of under- 
burned brick) when burned at a low heat, and red to purplish at 
high. The presence of other constituents effect the color of the 
burned clay very markedly. Moreover, clays of low fusibility burn 
red at comparatively low temperatures, while refractory clays even 
if as high, sometimes even higher, in iron, burn to buffs and browns. 

This may be illustrated by the burning tests of three clays, the 
analyses of which show the same amount if iron, 4.98 per cent. 
The clays are of varying fusibility. The first becomes viscous at 
2,400 degrees F, the second at 2,700 degrees F, and the third at 
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2,800 degrees F. The clays were burned under similar conditions. 

The following are their partial analyses : 

I. II. III. 

SiO 57.22 62.65 62.90 

FeO 4.98 4.98 4.98 

AlO 19.24 20.76 22.68 

CaO 2.26 0.26 0.32 

MgO 3.29 0.77 0.72 

The burning tests are as follows : 

Cone 05 Cone 01 Cone 5 

1922 degrees F. 2066 degrees F. 2246 degrees F. 

I. red reddish brown dark brown 

II. pink red yellowish brown dark gray 

III. light buff yellow gray 

The color also depends upon the condition of the iron oxide. The 
above discussion assumes the iron to be in the ferric condition. If, 
however, all or part of it, is in a ferrous condition, the color is 
green, blue or black. The state of the iron depends on the nature 
of the clay, and the kiln atmosphere. If the clay contains carbon or 
sulphur, these must be first oxidized, and driven off as gases, be- 
fore the iron can be oxidized to the ferric state. To oxidize this 
sulphur and carbon, as well as the ferrous iron, the gases entering 
the kiln must have an excess of oxygen, and the kiln atmosphere 
is then said to be oxidizing. If, however, the fires are smoky, 
there is a deficiency of oxygen, and a reducing atmosphere is 
formed, and instead of ferrous iron being oxidized, ferric iron, if 
there is any present, may be reduced to the ferrous condition. The 
black core of bricks, which have not been sufficiently oxidized dur- 
ing burning, is due to the formation of ferrous oxide or other fer- 
rous compounds. 

Iron is also an important fluxing agent, and cannot be present 
in large amounts in highly refractory clays. The North Dakota 
fire clays are all under 1.5 per cent of iron, the best under 1 per 
cent. Ferrous oxide is a very much stronger flux than the ferric. 
The black, glassy spots seen on paving brick and sewer pipe are 
due to the ferrous silicate, which fuses to a black, glassy slag. 

Pyrite (FeS,) is one of the most harmful of the iron minerals. 
It is a bright' yellow mineral with a metallic luster, and usually oc- 
curs in small granular masses or in nodules. It is formed by the 
reduction of ferrous sulphate by carbonaceous matter, and is abun- 
dant in the clays associated with the lignite, and also in the car- 
bonaceous shales of the Benton and Pierre. In burning, part of 

the sulphur is driven of as the gas, sulphur dioxide. SO..,, which 
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has a characteristic stifling odor at a low heat. The rest of the 
surphur requires a higher teniperatiire and an oxidizing atmosphere 
to be chminated. If it is not, the iron is kept in a ferrous condi- 
tion and slags easily, and the sulphui' gases formed after slagging 
warp and bloat the clay into a porous mass.. 

Siderite (FeCO,) also occurs in small concretionary iiodnles or 
masses, which tend to produce effects sometimes resembling pyrite, 
although not in so marked a degree. The pyrite and carbonate 
nodules may occasionally be removed by hand picking or become 
well mixed in crushing. If they are small and evenly distributed, 
their harmful effects may often be overcome by proper burning. 

Lime. — Lime is a most important fluxing constituent, and when 
present in large quantities it also effects the color of the burned 
clay. It occurs in several different forms in clay, the most common 
of which are the carbonate or powdered limestone, the sulphate or 
gypsum and the silicate. The amount of lime in silicate minerals 
is usually very small, or less tlian 1 per cent. Some clays in regions 
where gypsum is abundant, have notable percentages of lime from 
that mineral. This is true of the Cretaceous clays of North Da- 
kota. The most common lime mineral is the carbonate. This is 
easily detected by putting a drop of hydrochloric or muriatic acid 
on the raw clay, which attacks the calcite, and liberates carbon 
dioxide (CO,) with vigorous effervescence. 

Ries gives the amount of lime, which is the oxide of calcium 
(CaO) ,in several kinds of clays as follows:' 

Minimum. Maximum. Average. 

Brick clays 0.024 15.38 1.S13 

Pottery clays 0.011 ■ 9.90 1.098 

Fire clays : 0.03 15.27 0.655 

Kaolins trace 2.58 0.47 

The North Dakota clays show a great variation in the lime con- 
tent. The glacial and other surface clays are very high in lime, so 
that they all effervesce strongly with acid. This is also true of 
the Cretaceous clays. These range from 0,65 to 7.91 per cent, with 
an average of 2.79, The Cretaceous shales have a great variation 
in lime, ranging from those of the Niobrara formation, which are 
very calcareous, with as much as 40 per cent, of lime, to some of the 
Pierre shales, with as low as 0.25 per cent, and of the Benton shales 
with as low as 0,75 per cent.' The Tertiary clays, which are of 
the higher grades, show great variations in lime. Most of the 

'N. J. Gtol. Sur-vsv. Vo,. VI, p. 04. 

■H A. Mayo furnishes Ihesc fisurvs which art taken from an ana]ysia of llie Bciilon 
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samples, however, are low in lime. The limits are from 4.52 per 
cent, in an impure, sandy clay, to a trace only in one of the best 
pottery clays. The average is 0.48 per cent. 

Lime silicates, as already stated, furnish but a small percentage 
of lime in clays, and they are thus the least harmful of all the lime 
minerals. The carbonate, which is the most common, is not 
specially harmful for the common uses of clay, if it is uniformly 
distributed, but if it is segregated in concretions or small lumps of 
limestone, as is frequently the case in glacial and alluvial clays, then 
it becomes a very troublesome factor. In these large pieces it is 
most liable to injure the brick in burning. The carbon dioxide 

(CO,) is driven off at moderate temperature, leaving behind the 
oxide or ordinary unslaked lime. Unless the temperature is carried 
high enough to cause the formation of a lime silicate, the lime re- 
maining will absorb water, after being taken from the kiln, and 

slake, forming lime hydrate Ca(OH),. This causes swelling, and 
if the lime is in large pieces the expansion may be sufficient to 
badly damage or even ruin the bricks or other ware. When finely 
divided the lime does not do so much harm, except that it is solu- 
ble in water carrying carbon dioxide, and may form an efflorescense 
on the surface of such ware as brick, which is alternatelv wet and 
dry. Another effect of the lime carbonate is to leave the brick very 
porous. All the common brick clays of North Dakota are high in 
lime, and the brick are rather porous, unless highly burned, al- 
though they show a fair strength test. 

When burned to moderate temperatures the lime combines with 
the silica and very easily forms fusible silicates. These are white 
and neutralize in part the color given by the iroi;, so that clays 
high in l;me burn buff, even if they contain considerable iron. Ries 
states that the bleaching effect is most marked when the percentage 
of lime is three times that of iron. The formation of the easily 
fusible silicates also causes the clay to soften rapidly, bringing the 
points of incipient fusion and viscosity sometimes to within 76 de- 
grees F.^ of each other. This was very noticeable in testing the 
North Dakota clays. The bricklets when burned in a muffle some- 
times formed a glassy slag on the side next to the muffle bottom, 
while a fraction of an inch above the bottom the clay would not 
even show incipient fusion, but could be easily scratched with a 
knife. This prohibits the use of clays high in lime for vitrified 
products. Lime as the hydrated sulphate, gypsum (CaS042HsO), 

'N. J. Gcol. Survey. Vol. VI. p. CI. 
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is very common in certain of the North Dakota clays, especially 
the glacial and lake clays and the Pierre clays. Gypsum is white 
or transparent, and is a very soft mineral. Gypsum occurs inter- 
stratified in thin layers with the clays, and also occurs as dispersed 
crystals, sometimes of considerable size, but usually small, or as 
evenly distributed grains. 

At a low heat the combined water of the gypsum is driven off and 
plaster of Paris is left finely distributed through the ware, while 
at a hig^h heat, sulphur trioxide{SO,) is driven off. leaving behind 
the lime (CaO), which combines with the silica of the clay to form 
a fusible lime silicate. The sulphur trioxide is only completely 
eliminated at quite high temperatures, 3,300 degrees F., or higher. 
That this temperature is higher tlian was ordinarily believed was 
shown by Ries' experiments.' These also proved that the clay did 
not soften so readily by the fluxing action of the lime derived 
from gypsum as from the same quantity derived from the carbon- 
ate. Danger to the ware is sometimes experienced, however, by the 
clay softening before the sulphur dioxide is entirly driven off, and 
being imprisoned by the dense, softening clay, expands it and makes 
it porous and often bleaches it. Gypsum left in low burned wares 
'as calcined gypsum or plaster of Paris, often causes a slight ef- 
florescence on surfaces alternately wet and dry. 

Magnesia. — Magnesia is a substance which is similar in its prop- 
erties to lime. It is by no means such a powerful flux as lime, and 
usually occurs in small quantities in clay. Ries^ gives the follow- 
ing table showing the amount of magnesia in several clays : 

Minimum. Maximimi. Average. 

Brick clays 0.02 7.29 1.052 

Pottery days 0.05 4.80 0.85 

Fire days 0.O2 6.25 0.513 

Kaolins trace 2.42 0.223 

The amount in the North Dakota clays is generally low. One 
calcareous clay from the Tertiary horizon shows the high percent- 
age of 4.2S. This material has an extremely high air shrinkage, 
19.0 per cent, and requires some 61.8 per cent of tempering water. 
Some of the clays of the coal measures show a variation of from 
0.50 to 3.84 per cent, with an average of 2.03 per cent. The Ben- 
ton shales have somewhat above the average, about 1.5 per cent. 
The Tertiary clays as a rule are very low, ranging from a trace to 
4.22 per cent, with an average of 0.74 per cent. 

^N. I. Gfol. Survejf, VoL VI, p. 83, 
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Magnesia occurs in most cases as part of a decomposition product 
from the dark colored silicate minerals, such as biotite and horn- 
blende. It also occurs as magnesian limestone. Sulphate of 
magnesia, Epsom salts, are also found to some extent, and can be 
readily detected by their bitter taste and their solubility. Ries,^ 
quoting a German experimenter, Mackler, states that magnesia, al- 
though a flux, is different in action from lime. It causes the clay 
to soften more slowly, so that the points of fusion and viscosity 
are separated much more than in limey clays; also the bleaching 
action of the magnesia on the iron is not so strong. 

Alkalies, — The common alkalies present in clay are potash ( KaO) 
and soda (NagO). These are derived from the alkaline silicates, 
and in North Dakota not infrequently from alkaline carbonates which 
have been formed by long continued burning of prairie grass and 
the slow seepage of the soluble carbonates into the clay deposits. 
Feldspars and light colored micas are present in all clays, ranging 
from a trace up to 10 per cent or more. Ries gives the following 
amounts as present in different kinds of clay :- 

Minimum. Maximum, Average. 

Brick clays 0.17 15.32 2.768 

Pottery clays 0.52 7.11 1.46 

Fire clays 0.048 5.27 2.06 

Kaolins 0.1 6.21 2.768 

Only a portion of the North Dakota clays mentioned in this 
report have been analyzed for alkalies, those that have been showing 
a small amount. The clays selected had a high melting point. They 
range from 0.32 to 3.22 per cent, with an average of 1.32 per cent. 
"The Laramie clays as a rule show somewhat higher values, all 
those analyzed ranging from 0.47 to 2.00 per cent, the average of 
five analyses being 1.08 per cent. 

The alkalies are the most important fluxing agents and deter- 
mine very largely the melting point of a clay unless very high in 
the other fluxes. They are different in their action from lime, in 
that they cause the clay to soften at a lower temperature, but to 
melt very slowly, so that the range between the temperatures of 
incipient fusion and viscosity is broad. This makes the alkalies 
desirable constituents of clays for vitrified ware, the clay burning 
to a very dense, hard body. The allowable percentage in fire clays 
is small, and depends on the texture of the clay, but it should not 
exceed 1.5 to 2 per cent. Most of the best fire clays show much less 
than that amount; not much, if any, over 1 per cent. 

*Ibid., p. 65. 

*Bull, 35 N. y. State Museum, p. 515. 
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Titanium. — Titanium is an element which is quite common as 
an impurity in clay. Its determination is rather a long and difficult 
one and is seldom carried out, the titanium oxide (TiO,) being 
.weighed with the silica and the alumina. It resembles silica in 
its effect on the properties of clay, but is a stronger flux at high 
temperatures, so that its determination may be of importance in 
very refractory fire clay products. 

It occurs in clays as the oxide mineral, nitile, which is of com- 
mon occurrence as small grains in acid igneous rocks, and as it 
resists weathering, is found in the resulting clays. The percentage 
foimd in most clays is very small,' seldom reaching 1 per cent, which 
amount has little effect on the material. The amount in the North 
Dakota clays was not determined, but there is nothing to lead us 
to think it is present in these clays in more than traces. 

Afangancse. — Manganese does not occur in most clays in any 
appreciable quantity. The oxide pyrolusite is, however, probably 
present to some extent. It is similar to iron in its properties, and 
is often added to pressed brick clays to give them a dark brown or 
black color. 

Manganese is a very important and much used element in the 
manufacture of wares which demand definite and pronounced colors 
and tints. Where wine colored to reddish tints are desired, man- 
ganese free from iron is used with a white burning clay. Brown 
to black tints are secured by using a mixture of manganese and 
iron oxide, the proportion being varied with the depth of color de- 
sired. 

It will be seen that, by starting with a pure, white burning clay, 
such as is found in several localities in North Dakota, a great 
variety of colors can be secured, ranging from a pink or wine color 
to dark brown or nearly black. 

Water. — Water occurs in clay in two forms, as mechanically in- 
cluded water or hygroscopic moisture, and as chemically combined 
water. The first form consists of the water which exists in the 
pores of the clay, and surrounding the individual grains. The 
amount present depends principally upon the texture of the clay. 
Fine grained clays naturally hold more water in their pores, by 
capillary attraction, than coarse grained ones. Most of this 
mechanically held water is eliminated by air drying at ordinary 
temperatures. Qay as it occurs in the bank may contain 20 
to 40 per cent of moisture. To this water the plasticity of the 
clay is largely due, but ordinarily more water has to be added in 
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order to develop its maximum plasticity. The total amount of water 
of plasticity varies from 20 to 40 per cent, some sandy ones requiring 
only about 15 per cent, while some very fine grained ones take 50 
per cent or more. The limits of the tempering water of the North 
Dakota clays tested was from 15.3 per cent to 61.81 per cent, most 
of them requiring between 20 and 30 per cent, the average being 
about 25. This amount varies greatly in actual operations with 
the products to be secured and the processes employed. 

The water not expelled by air drying is only driven oflF at the 
temperature of boiling water, 212 degrees F. (100 degrees C.) The 
loss of mechanically combined water is accompanied by a correspond- 
ing shrinkage, the amount being roughly proportional to the amount 
of water driven off. The shrinkage varies from 1 per cent in 
sandy clays up to 10 or 12 per cent in fat ones, the clay with the 
extremely high absorption noted above showed an air shrinkage 
of 19.0 per cent. Most of the clays have an air shrinkage of be- 
tween 3 and 6 per cent. The elimination of the water must not 
be carried on too rapidly, else the surface of the ware will be- 
come dry before the interior has had a chance to dry much, and 
the corresponding shrinkage of the surface will cause the ware to 
crack or check. 

This water in drying may also dissolve the soluble salts, if any 
exist in the clay, and bring them to the surface of the ware, where 
they are deposited when the water lias evaporated. This is called 
scumming or white washing. 

Chemically combined water is an essential part of kaolinite and 
other hydrous minerals such as limonite and mica. In pure kaolin- 
ite there is 13.9 per cent, but this amount is rarely present in clay. 
Wheeler* gives the usual range as from 5 to 12 per cent, and the 
average about 8 to 10 per cent. Ries' says imless the clay contains 
considerable limonite or hydrous silica, the percentage of combined 
water is commonly about one-third the percentage of alumina found 
in the clay. The combined water has a very marked effect upon 
the plasticity and fire shrinkage, in some cases determining the 
possibility of the use of a clay for certain purposes. This combined 
water is driven off at a red heat, and only entirely eliminated at from 
600 degrees C. (1,112 degrees F.) to 1,000 degrees C (1,838 de- 
grees F.)' This is accompanied by a further shrinkage and a loss 
of the property of plasticity. 

*Mo. Gcol. Survey, Vol. XI, p. 68. 

*N. J. Gcol. Survey. Vol. VI. p. 73. 

•West Va. Gcol. Survey, Vol. Ill, p. 20, Grirasley. 
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Organic Matter. — More or less organic matter is usually present. 
In surface clays it consists of decaying roots and other vegetation. 
In stratified clays, fine carbonaceous particles are often deposited 
along with the clay. The carbonaceous material may be distributed 
in layers, giving a banded appearance to the clay. Some of these 
layers are of appreciable thickness, and become more highly carbon- 
ized by distilling off some of the light gasses under pressure, and 
out of contact with the air, forming thin lignitic seams. These lig- 
nitic layers and patches are very common in the North Dakota 
clays. They are usually fossiliferous and show the imprints of the 
leaves and bark which were buried in the clay. 

The amount of carbonaceous material is usually not very great, 
1 to 4 or 5 per cent, but sometimes it is considerable. Some of the 
clkys associated with lignite are high in carbonaceous matter, as 
shown by their high loss in ignition, much higher than could be 
accounted for by loss of combined water and sulphur. One clay 
showed a loss as high as 21.82 per cent. 

The effect of the carbonaceous material is to color the raw clay, 
giving it a blue-gray, black or sometimes brown color. If in any 
quantity and distributed through the clay it clouds the color im- 
parted by iron oxide or other coloring agents, and generally ob- 
scures the nature of the clay. It also acts as a reducing agent and 
keeps the iron in the ferrous form. Carbonaceous matter does not 
ordinarily effect the color of the burned clay, as it is burned out at 
a low red heat. All the carbon must be oxidized, however, before 
the iron or other substances can be. It is, therefore, necessary 
that it be completely burned out at a low temperature, so that 
no iron shall remain as ferrous oxide which at more elevated tem- 
peratures tends to slag and darken the ware. If the clay is burned 
to semifusion before the carbon is entirely expelled, the imprisoned 
carbon dioxide will warp and bloat the clay. If the carbon is pres- 
ent in quantity, it will, with free draft, increase the temperature 
of the kiln when burning, and allowance must be made for the 
increase. But if burned with a limited supply of air and with a 
low, smoky fire, the reverse will be the effect, and the burned 
products will be greatly effected in color, hardness and in other 
properties. If the carbonaceous material is in larger lumps or frag- 
ments, the clay is left porous after burning it out. But it is ordin- 
arily finely distributed, and with careful burning all its harmful 
effects may be readily overcome. A large proportion of the clays 
outside of the Red River Valley bear traces of powdered lignite. 



36 NORTH DAKOTA CLAYS 

Soluble Salts. — It has been explained above that if the clay con- 
tains any salts which are soluble in water, these are dissolved by 
the tempering water, and on drying, especially on rapid drying, 
are carried to the surface of the wate, where on the evaporation of 
the water they are deposited as a white scum or "white wash/' 
These soluble salts are usually sulphates of lime, magnesia, iron 
and the alkalies. They are formed by the decomposition of the 
minerals of the clay, especially those which contain pyrite. Sul- 
phates and carbonates may in some cases be formed by the action 
of the hot gases in the kiln, especially during the first stages of 
burning. Soluble salts are introduced to a certain extent by the 
tempering water, which always contains some soluble substances. 
This is a matter of great importance in the manufacture of the finer 
clays into higher grades of pottery. 

The quantity of these salts is usually small, varying from a trace 
to something over one per cent, but usually averaging considerably 
less than a half of one per cent in the better grade of clays. Ries^ 
states that less than 0.1 per cent is often sufficient to produce a 
white incrustation. This does not always form on the brick during 
drying or in the kiln, especially when the clay is dense, but is more 
likely to be brought to the surface after the brick has been ex- 
posed to the weather some time. 

The best method of preventing the formation of white washes is 
to change the soluble salts into insoluble ones. This is done by 
adding barium carbonate (BaCO,) or barium chloride (BaCl,) to 
the clay, w^hich react with the soluble sulphates to form barium 

sulphate (BaSO^) . the latter being insoluble in water. The chloride 
can be added as a solution, tlie carbonate only as a fine powder held 
in suspension. Rics= calculates that a clay with one per cent of lime 
sulphate would require about 100 pounds of barium carbonate 
for every 1,000 brick, at a cost of $3.50, while only twenty-six 
pounds of barium chloride would be needed, the cost being only 
$.065. With the barium chloride, care must be taken not to use 
too much, as it is itself soluble and might form an incrustation. 

It will appear from what has been said regarding the composi- 
tion of clays that there is an almost endless variety and that differ- 
ent clays blend gradually in their composition and uses. It is 
therefore almost impossible to draw narrow limits for their clas- 
sification according to their uses. 

'N. J. Geol. Survey, Vol. VI, p. 76. 
21bid. p. 79. 
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Clays are of such complex composition that the reaction of all 
the different constituents must be calculated and the final result 
taken into consideration before deteniiining tlie use for which a 
certain one is adapted, and they vary so greatly in their physical 
characteristics as well as their chemical composition that it is ex- 
tremely difficult to group them into narrow classes. In arriving 
at any such classification the methods required in working them 
and the uses to which they are to be put must be given careful 
consideration. The chemical analysis alone can not be relied upon 
in arriving at these conclusions, for the physical properties play 
an important part and determine in a considerable measure the 
peculiar character of the product. The usefulness of a clay for a 
given purpose often depends in no small degree upon the plasticity, 
the shrinkage or the color imparted at certain temperatures. An 
estimate of a clay must therefore be a summary of the chemical and 
physical properties when all are carefully blended. 



CHAPTER III. 
THE PHYSICAL PROPERTIES OF CLAY. 

BY C. H. CLAPP. 

The Physical Properties of Clay. — ^The value of a clay is de- 
termined by its physical as well as by its chemical properties. The 
physical properties are more or less dependent upon the chemical 
composition, especially such properties as color and fusibility, but 
the chemical analysis does not show many features which deter- 
mine the valuQ of the clay and the uses to which it may be put. 
These qualities, such as texture, plasticity and shrinkage are of 
great importance. They are best determined by actual tests with 
full sized ware and with large quantities of clay, but may also be 
quite accurately foimd out by laboratory tests. For the best es- 
timation of the value of the clay, the chemical analyses and physical 
tests should* supplement one another. 

The following physical properties of only the raw and burnt 
clays will be discussed: Structure, hardness, texture, porosity, 
specific gravity, homogeneity, odor, taste, feel, color, slaking, plas- 
ticity, strength, shrinkage (both in air aiTd fire) and fusibility. 

Structure. — Clay is ordinarily composed of fine grains, arranged 
in no particular way, and compacted into a hard or soft, structure- 
less or massive body, with an earthy appearance. By consolidation 
after deposition, mainly by pressure, subsequent structures are pro- 
duced. The clay may become so altered, or metamorphosed, that 
it is turned to slate with a slaty cleavage. In such cases it loses 
its clay properties. It may retain its value as clay, though changed 
to a shale, with a shaly structure and breaking easily into plates 
parallel to the bedding planes. This separation may be due largely 
to a change in the character of the component grains; if this is 
marked, as from fine to coarse grain, or from a blue to brown color, 
it gives to the clay a laminated structure. As a clay hardens it 
develops joints, mainly by shrinkage, but also, after induration, 
by pressure and tension. Clays containing a soluble constituent, 
such as limonite, which may, by precipitation from the solution, 
collect in concentric layers around a nucleus, are often concretion- 
ary. 
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The structure of a clay effects its value in that it influences the 
method of mining employed. Advantage is taken of the jointed 
and shaly structure in blasting or undermining. Soft, massive 
clays may be dug by a steam shovel or by hand. Concretionary 
clays should be crushed or screened. The structure, therefore, 
largely determines the method of mining. 

Hardness. — Clay is generally soft and easily scratched with the 
finger nail, the hardness depending on its chemical composition, 
moisture and compactness. Ordinary clay with a fair amount of 
kaolinite cannot exceed the hardness of that mineral, which is a 
little over 3. Indurated clays, especially those high in quartz sand, 
may attain a much greater hardness so that they cannot be scratched 
with the finger nail, but are scratched readily by steet, the maxi- 
mum hardness being about 3.5. The chief effect of hardness is on 
the ease of working ; that is, crushing and tempering. Clay is made 
harder by burning, becoming steel hard at incipient fusion, and 
obtaining the hardness of quartz at vitrification. This change is 
more fully discussed under fusibility. 

Texture.— The texture, or fineness of grain, of clay is an important 
factor in determining the other properties. It influences plasticity, 
shiinkage, porosity and fusibility. The grains of pure clay or 
kaolinite are very fine — finer than can be seen with the eye or felt 
by the hand or between the teeth. The grains of the mineral im- 
purities, such as feldspar, mica and quartz are often of appreciable 
size. The actual size and the percentage of these coarser particles 
' is of great importance ; and in a complete analysis great pains is 
taken to determine the relative sizes of the grains and the percentage 
of each size present. 

For rough work much can be told of the fineness of grain by 
slaking and feel, and by testing the clay between the teeth. This 
was the method employed in testing the clays described in this re- 
port, since lack of time prevented any fuller tests. For practical 
purposes, Ries' states that it is perhaps sufficient to determine the 
per cent of any sample that can be washed through a 100 or ISO 
mesh sieve, since in preparation of clays for the market, they are 
not required to pass through any sieve finer than that. Wheeler* 
suggests for rough determinations the dropping of a piece of per- 
fectly dry clay into a glass of clear water. The clay more or less 
rapidly falls into a conical pile of particles (slakes), that vary in 

■N. J. Geol. Surwy, Vol. VI, p. 107. 
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*J2^ fr^rr onfc-^|uarUT lo ont-iv^ entieth oi an inch in coarse clays, 
fjn^-tv^tiitth X/j ^mt-Ujixiexh oi an inch in medium clavs. and one- 
f'yftkth Iff ''>ne-lviv>-hundrcdih of an inch in fine clavs. This method 
of u-Miny^ 4'/e^ mx seem u^ hx: of much value, as it does not give 
i\}f: \trfj[ffm.um oi fine and coarse material, and results as accurate 
and of j^rtaUrr value can be obtained by feel. 

M^/re accurate sizing must be done by one of the more improved 
ftvitluffls. The clay must first be entirely disintegrated by boiling 
or %tirrinj^ and then it may be sized or classified in various ways. 
^>ne mahfMl i% by allowing the clay, after being stirred up with 
water, to wrttle a certain length of time, and then decant off the 
li/|uid and the jiarticles in suspension and allow it to stand a longer 
\Hn'uA oi time, and so on. The sizing may be done in upward mov- 
ing currents of water, of different velocities, similar to the clas- 
sifier UMrd in ore sizing. The best way is by the centrifugal 
mvihfM\, which is employed by the Bureau of Soils of the United 
.Stall's Dqjartment of Agriculture* in analyzing soils. This con- 
fii»tH in revolving very rapidly the clay held in suspension. By 
employing different rates of speed and by revolving the clay vary- 
ing lengths of time, the sizing is most accurate. 

Tfic following nomenclature is used in describing the sizes of 
grain.* 'i'able showing size of grains of sand, silt and clay: 

Size of Diameters. 
Inches. Millimeters. 

1. Gravel 1-12— 1-25 2—1 

2. Coarse ».and 1-25— 1-50 1—0.5 

a Medium nand 1-50— 1-000 0.5—0.25 

A. Finc! Mand 1-000— 1-250 0.25—0.1 

r>. ViTy fine sand 1-250— 1-500 0.1—0.05 

«. Silt 1-500-1.2500 0.0.5—0.01 

7. rine Hilt 1-2500—1-5000 0.01—0.005 

a Clay 1-5000—1-25000 0.005—0.0001 

A clay usually shows great variety in texture, the size of the 
grains varying from finc clay to coarse sand, or even gravel. The 
white, sandy clays of North Dakota consist of a rather coarse, pure 
quartz sand, the grains of which are coated over with a very fine 
pure kaolin. 

TIk* texture has a marked effect on the plasticity of the clay. 
( )nlinarily, other things being equal, the finer grained the clay the 
more plastic. However, the plasticity is not due entirely to the 
fineness of the i>articles, but rather to their shape and structure, so 

•lM»r driic'riplion p»«r Hull, S4 Hurcaii of Soils, U. S. Dcpt. of Agriculture, Wash., 
I). C". 

•Kicii, N. J. tirol. Survey, Vol. VI. p. 108. 
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that mere fineness is not always an indication of plasticity. It is 
even possible for a clay to be too fine grained, as is illustrated by the 
fact that it can be overworked in the pug mill, the scale-like struc- 
ture of the particles being broken up, so that the clay becomes dead. 

The shrinkage is usually greater the finer the clay. The por- 
osity, the rapidity of drying, and to some degree the rapidity of 
burning, is also determined somewhat by the texture. There are, 
however, many exceptions to these general statements, those factors 
being also dependent probably on the range of sizes, and the shape 
of the clay grains. 

The size of grain has a very important influence on fusibility, and 
this will be discussed under that head. Under the same condition, 
the finer grained the clay the more fusible it becomes. Coarse, 
sandy clays, sometimes with a very large percentage of fluxes, may 
retain their shape at very high temperatures. Manufacturers of re- 
fractory wares take advantage of this fact, and do not crush the 
clay and grog fine. 

Porosity. The porosity of clay is due to the irregularity of its 
grains. It has been shown that these vary greatly in diameter, and 
the same is true as regards their shape. It is manifestly impossible 
for these grains to fit together so as to be non>-porous. The maxi- 
mum porosity, which is the ratio of the volume of the open or pore 
spare to the volume of the clay, would be developed if the grains 
were round and all of the same size. This condition is, of course, 
never reached, the porosity varying as the s-hape and size of the 
component grains. 

Its porosity seems to affect the properties of the clay but little, 
and the size and character of the pores have more influence on these 
properties. Two clays, a coarse one and very fine one, may possess 
the same porosity, yet their properties will be entirely diflFerent. The 
coarse clay will absorb water readily, and will require less temper- 
ing water than the fine clay. The shrinkage is, however, very prob- 
ably dependent to a great extent upon the porosity, the power of the 
clay to shrink to the smallest volume, and the small grains becoming 
packed in between the large ones. The rapidity of drying is pos- 
sibly somewhat dependent on the porosity, but more on the size of 
the pores. The clay in which the pore spaces have the larger diam- 
eter is evidently capable of being dried the faster. 

The determination of the porosity of raw clays is therefore be- 
lieved to be of little value, whatever effect it may have on the 
shrinkage for instance being more easily found out by the actual 
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sfarinkagc test. For this reason no porosity tests were made cm the 
North Dakota dairs. 

Tbe porosty of the burned n^-are, or its absoqition power is, how- 
ever, of nK>re inzponance. It is to a great extent a measure of the 
vitrification of the ware. Specifications for paving brick, for ex- 
ample. tissaliV call for brick with an absorption of not over 3 or 3}f4 
per cent. Tbe wearing, or rather weathering qualities of a brick is 
also dependent upon the porosity. A porous brick absorbs* water, 
and this if frozen expands and tends to crack the brick. But here 
again the size of tht pores plays the more important part, since in 
the coarse textured brick the water has a chance to expand and 
dserefore exerts no strain, while in the fine grained one it does not 
have this opportunit>- and is apt to rupture the brick. ^ 

The porosity of the burned ware is best determined by finding the 
volume of water absorbed by a known volume of burned clay. It 
is. however, usually obtained as the percentage absorption by weight 
The homed clay is weighed and then immersed in water for a defi- 
nite length of time, usually 4S hours, although for complete satura- 
tion the time should undoubtedly be much longer, and then taken 
out and rcweighed. The diflference in weight, di\'ided by the weight 
of the dried ware, gives the percentage absorption. This depends 
upon the texture and porosit>* of the raw clay, the temperature of 
burning, the fusibility and shrinkage of the clay, and varies all the 
way from 30 to 35 per cent, in sandy clays burned at low tempera- 
tures, to almost zero in clays which have been vitrified. 

Specific Gravity. The true specific gravity of a clay, the number 
of times heavier it is than an equal amount of water, as defined by 
the more recent writers on the subject, is dependent entirely upon 
the mineral composition of the clay. It is found by testing the clay 
in a pycnomcter. The specific gravity of kaolin is about 2.6: the 
common impurities, quartz and feldspar, range from 2.x>o to 2.75, 
while some of the others, notably the zeolites, are lighter, and the 
iron minerals are considerablv hea\ier. 

The apparent specific gra\-ity, which is the weight of the raw 
day, compared to the weight of an equal voltmie of water, takes into 
consi'i-CTatkc not only the mineral constituents, but also the i>orosit>' 
and anyxrrit of moisture present and therefore depends on the com- 
position and cegree of consolidation. 

Grimsley- has tab;:iated the specific gra\-ities of clays from differ- 
ent states from the various state reports, with the following result: 

»Wert Va. Geo! S^rrcr, Vol HI. p. CS, 
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Georgia clays (apparent specific gravity) 1 to2.5 

Missouri clays (apparent specilic gravity) 1.09 to 2.56 

New Jersey clays (apparent specific gravity) I.5'3 to 2.32 

New Jersey days (true specific gravity) 2.34 to 2.84 

Iowa clays (true specific gravity) 2.32 to 2.64 

North Carolina days (true specific gravity) 2.24 to 2.68 

West Virginia clays (apparent specific gravity) 1.68to-1.84 

West Virginia clays (true specific gravity) 2.34 to 2.68 

The influence of the true specific gravity on the properties of the 
clay is not of much importance in itself, it is merely dependent on 
the chemical composition. The apparent specific gravity is sup- 
posed to influence the fusibility, but on this question the different 
authors on the subject do not agree. Wheeler' states that the denser . 
the clay the greater the refractoriness. Buckley" in his report on 
the Wisconsin clays doubts this conclusion, while Beyer and Wil- 
liams' assert that the more compact and more porous the clay, other 
things being equal, the higher the specific gravity and the lower the 
fusion pcrint. The writer is inclined to faVor the latter view. The 
specific gravity determinations, either afqwrent or true, were not 
considered of sufficient importance to make them worth while. Tlie 
effect on the fusibility is doubtful, and in any case is not of great 
importance. 

Homogeneity. The homogeneity of clay is a very important fac- 
tor, especially in the production of the finer grades of ware. As 
they occur in the bank, clays are rarely very uniform, containing 
concretions, laminations, and varieties in texture. This lack of uni- 
formity causes checking and cracking, due to irregularities in 
shrinkage aixi expansion, and gradations in the color. The presence 
of lime particles and mica scales is apt to cause mottling and 
slagging of the ware. Thus it beccmies very necessary that the clay 
be ground and thoroughly mixed before going to the moulding 
machinery. The homogeneity can best be determined by inspection 
of the clay in the bank, in the sample by a lens and under the 
microscope, and by studyii^ the effects of the different tests with 
regard to it. 

Odor. Most clays have a characteristic earthy, clayey or argil- 
laceous odor, especially when damp. This is supposed by some to be 
caused by ammonia or other volatile matter, for the burned clays 
have no such smell. It is popularily considered a test of the puritv 
of the clay, but it is of no value whatever, some of the very best 
clays having no such odor, particularly the flint clays. 

>lIo. GeoL Sorvey, VoL XI, p. »1. 
•Wb. Geol. Survey, Bull, Part I. p. IB. 
•Iowa GeoL Survey, Vol. XIV, p. 114. 
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Taste, Sometimes the presence of soluble salts, such as alum, 
epsom salts and sulphate of iron, can be detected by the taste of the 
clay. Some idea of the texture of the clay can be obtained by grind- 
ing the clay between the teeth. It is nothing but a field test and is 
of no great reliability. 

Feel. Qays have a more or less soft, greasy or soapy feel when 
rubbed between the fingers. Sand grains can be felt, and if some- 
what wet, as it usually is in the bank, some idea of the plasticity can 
be obtained by crushing it in the hand. The method is a rough field 
test, but with experience is of some value in determining the plas- 
ticity and texture of a clay. 

Color. The color of kaolinite is white, therefore the color of pure 
clays consisting only of kaolin and quartz is likewise white. Few 
clays, however, are free from impurities, and these impart certain 
colors to the raw material. The common coloring agents are the 
compounds of iron and organic matter. Ferrous compounds, nota- 
bly pyrite and siderite, color the clay gray or greenish ; the ferric 
compounds, limonite and hematite give colors ranging from yellow 
to red and even brown. Carbonaceous matter imparts a gray, or 
black, and rarelv a brown color. 

The color of the raw clay furnishes but little information as to the 
color to which the clay will burn or its purity. If entirely free from 
carbonaceous matter, the color of the clay may be taken as indicative 
of the amount of iron present. Yet even in this case sandy clays, 
and some others, are more intensely colored by the same amount of 
iron than finer clays. The nature of the iron and the minerals in 
which it occurs, of course greatly influence the color. If carbon- 
aceous matter is present, the true nature of the clay is entirely ob- 
scured and it is impossible to tell to what color it will bum. 

The colors of the burned product are of more brilliant and 
clearer shades than those of the raw clay. They are due almost 
entirely to the iron oxides, the colors given to the raw clay by car- 
bonaceous matter being destroyed as the carbon is burned off at a 
low temperature. The color varies with the amount of iron, the 
presence of other elements, and the conditions under which the clay 
is burned.^ Pure kaolin, with little or no iron, manganese or lime, 
burns white. Some refractory clays containing titanium bum blue, 
while others with small amounts of iron bum buff and vellow to 
brownish. Qays of lower fusibility and larger amounts of iron burn 
pinkish or salmon colored to red in an oxidizing atmosphere, and 

»Whec:cr, Mo. Gcol. Survey, Vol. XI, p. 83. 



NORTH DAKOTA CLAYS 45 

« 

greenish or black in a reducing atmosphere. When brought to 
vitrification the colors are dark brown or black, and sometimes 
greenish. H the clay is not homogeneous, the burned ware will be 
mottled. The presence of large amounts of lime and alumina 
neutralizes the colors imparted by iron and gives the burned product 
yellow and butf shades. 

Slaking, When an air-dried lump of clay is completely immersed 
in water it swells up and falls into flakes and small particles, or 
slakes. The rapidity and completeness with which this slaking 
takes place varies greatly with the kind of clay. Hard, indurated 
shales and flint clays sometimes require several days or weeks, and 
even then may not be completely slaked. Other hard clays, such as 
some of those of the coal measures, take only "two to ten minutes 
for an inch cube to pass into a cone of fine powder."^ The surfi- 
cial and unconsolidated sedimentary clays usually slake quickly, 
especially the sandy ones. Some of the shales, even the soft ones 
like those found in North Dakota, break up quickly into thin flakes 
and scales, but are not completely broken up until they have been 
ground. 

The rapidity of slaking is found out by noting the time it takes a 
lump of air-dried clay, approximately an inch in diameter, to crum- 
ble down in water. This varies from one or two minutes in lean, 
sandy clays, to a couple of hours in unconsolidated, fine, plastic 
• clays, to several weeks in hard shales. Beyer- states that as regards 
shales, those which slake most readily are the finer grained and 
stronger. All the North Dakota clays slake rapidly, within three 
hours, and most of them within an hour, except one or two of the 
B«nton and Pierre shales, which break up into flakes. 

The determination of the slaking power is not of much value in 
ordinary soft clays, but it is of value in indurated clays and shales. 
The more easily a clay slakes the more easily is it tempered. The 
property is of especial importance in the washing and weathering 
of a clay, where it is necessary for the best results, that the material 
should disintegrate easily in water. 

Plasticity. Plasticity is that property of clay, developed when 
wet with water, of being moulded or pressed into any shape de- 
sired and retaining that shape on drying. The degree of plasticity 
varies widely from that found in lean clays to that exhibited by 
fat clays which are most plastic. Lean clays are usually sandy and 
coarse while the fat are commonly fine-grained, but this does not 



*Tlii8 has been more fully discussed under iron in chapter II. 
*Iowa Geol. Survey, Vol. XIV, p. 73. 
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always hold true, many factors affecting this property. It is the 
most important property, since it is the one which gives the day 
the power to be fashioned into the shapes in which it is subse- 
quently used. 

Many theories have been advanced as to the cause of plasticity, 
some of them of little value, others furnishing more plausible ex- 
planations. Many authorities today do not attempt to explain the 
cause of plasticity by any one property or condition of the clay, 
but rather by a combination of several factors, which are of a 
physical rather than chemical nature. 

The theories advanced up to 1895 have been admirably discussed 
by Wheeler in his report on the Missouri clays and will be briefly 
reviewed. One of the oldest of these theories held that the com- 
bined water of the kaolinite was the cause of plasticity because 
when this water is expelled at red heat the clay is rendered non- 
plastic, arid even by fine grinding the former plasticity cannot be 
renewed. But many minerals which contain combined water and 
are of a similar composition to kaolinite do not possess plasticity. 
Also, clays which are the most plastic are not necessarily the high- 
est in combined water, and sometimes those which are very high 
in combined water, and have a composition approaching that of pure 
kaolinite, such as the flint fire clays, are very lean. The change 
which takes place at red heat, besides driving off the water, also 
affects the physical structure and properties, and so may well affect 
the plasticity. 

The impurity theory was based on the supposition that pure 
kaolins are not plastic, and that impure clays are, due to the pres- 
ence of certain impurities w^hich acted as flexible binders to the 
kaolinite particles. The theory can not be held, as the supposition 
is far from being true, many pure kaolins being plastic, and some 
of the non-plastic ones becoming so on weathering. Also the 
addition of the common impurities included under the term sand, 
decreases the plasticity. 

That clays are plastic because of the alumina they' contain is 
untenable, because some clays high in alumina are not plastic, and 
others which are low in alumina are plastic. 

The so-called interlocking theory is based on the fact that some 
clays seem to contain, under ths microscope, certain curved and 
hook shaped crystals, which by interlocking allow the particles 
considerable freedom of movement, yet hold them together, giving 
the clay its necessary strength to retain the moulded form. How- 
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ever, even in the clays examined by the supporters of this theory, 
the crystals were not abundant, and in many plastic clays are en- 
tirely absent. 

It is well known that the majority of clays are rendered more 
plastic by fine grinding. Based on this fact, another theory has 
been long held, that the plasticity of clays is due to the fineness 
of the clay particles. But plasticity can not be due solely to fine- 
ness, as non-plastic flint clays, or other minerals such as quartz 
or feldspar, do not become truly plastic even when very finely 
ground. They seem to be plastic when wet, due to the adhesive 
power of the water surrounding the grains, but on drying have 
little or no strength. Also if a clay has been ground too finely 
and worked up too long, it loses some of its plasticity and is said 
to become dead. Again in testing clays it has been shown that 
those passing through 20 to 100 mesh screens are more plastic 
than those which are finer. Therefore, fineness although affecting 
plasticity cannot be the sole reason for that important property. 

G. H. Cook of New Jersey first advanced the theory which, as 
modified in the light of more recent investigation, is held most 
generally today. By microscopic examination he noticed in clay 
thin, plate shaped particles and believed that they were the cause 
of plasticity. The idea was developed by several other experi- 
menters. Wheeler, in particular, after the examination of the Mis- 
souri clays, arrives at the conclusion that the fine plate theory 
most satisfactorily explains plasticity. 

He substantiated his conclusion by the following arguments: 
Clays seem to be made up of thin plates, which in non-plastic clays 
occur in coarse bundles, and in the more plastic ones are more or 
less separated, the finer and more numerous the plates, the greater 
the plasticity. Plastic clays are improved by fine grinding and 
weathering. Weathering in all cases, as shown by a very careful 
series of experiments performed by F. F. Grant on the West Vir- 
ginia clays,^ improves the plasticity of clay, and as it does not affect 
the chemical character it must be the physical character. Wheeler 
accounts for the change by the breaking up of the coarse bundles 
into separate scales, a process which seems to be substantiated by 
the microscope. Ries^ notes a case where a residual clay of essen- 
tially the same composition as a transported clay, possessed a decid- 
edly less degree of plasticity, the particles of the latter probably 
being broken up during the transportation. Again, certain min- 

^West Va. Gcol. Survey, Vol. Ill, p. 47. 
«N. J. Gcol. Survey, Vol. VI, p. 82. 
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Strength — Raw Clay. It is important to determin'e the strength 
of the raw clay, as it shows its ability to stand the shocks of hand- 
ling the unbumed ware and the strains of drying. It is also a 
measure of its bonding power, which determines the amount of 
grog that can be used. It is also supposed to bear some relation 
to plasticity, but this relation is not well understood. In general 
the more plastic a clay the higher will be its tensile strength. This 
general rule is subject to so very many exceptions that it is of 
little or no value. 

The strength is usually determined as the tensile strength, and 
is obtained by pulling apart briquettes similar to those used in 
determining the tensile strength of cement. These briquettes are 
moulded in trass moulds of definite shape, 3 inches long by 1 11-16 
inches wide at the ends, tapering to 1 inch at the center and 1 inch 
in thickness. The cross section of the center of the briquette is 
therefore just one square inch. These are broken in a testing ma- 
chine, the Fairbanks type being the most common. The two ends 
of the briquette are held in a pair of brass clips and tension is 
gradually applied until the briquette breaks, the breaking load being 
recorded. 

The clay briquettes are moulded by grinding the clay through a 
40 mesh screen and tempering with water to its maximum plasticity, 
or if the clay is to be used for a definite purpose, the same as 
would be used on the large scale. A little more than enough to fill 
the mould is worked up between the fingers and squeezed roughly 
into shape. It is then forced into the mould, not pounded, and 
the excess of clay scraped oflf by means of a spatula or knife blade 
and drawn to a smooth surface. The moulds are first coated with 
a thin film of oil to facilitate removal, and are filled on a heavv 
glass plate also covered with oil. As soon as the briquettes are 
sufficiently dry, they are taken from the moulds and stood on edge, 
so that the air can circulate around them freely. To secure an even 
more uniform drying, they should be turned every once in a while. 
Drying takes from one to five days, depending on the character of 
the clay and tihe temperature and condition of the ware. After 
complete air drying, the briquette should be placed in a hot air 
bath at about 212 degrees F., or a little more, for a couple of hours 
to drive oflF the last trace of moisture. The cross section of each 
briquette is then measured and the shrinkage in drying recorded. 
It is next put into the machine and broken, tare should be t^ken 
that the strain is evenly distributed so as to facilitate the rupture 
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of the test piece at the center. Very often, however, the briquette 
breaks across the end, but unless due to some imperfection, no 
matter where the briquette breaks it is safe to assume that the 
calculated tensile strength is the same as if it breaks at the center. 
The tensile strength should be calculated, allowance being made 
for the shrinkage, so as to give the strength in pounds per square 
inch. 

In order that the briquettes shall be as uniform as possible, they 
should all be made by one person, and with the greatest care. Even 
then it is difficult to keep the variation in the strength of various 
briquettes of one sample witihin 20 per cent, especially with the 
very strong plastic clays. In order to make the tests as valuable 
as possible and to allow for this variation, at least ten or twelve 
briquettes should be broken. The tests made on the North Dakota 
clays being necessarily of a preliminary nature, only two to six 
briquettes were made and broken from each sample. 

Ries^ gives the range of tensile strength in clays as follows : 

Minimum. Maximum. 

Kaolins 20 pounds 60 pounds 

Fire clays (Flint clays) 150 pounds 

Brick clays 50 pounds 300 poinds 

Pottery clays 50 pounds 250 pounds 

The clays of North Dakota show the usual range, 339 pounds 
being the maximum. The surface clays which are sticky and con- 
tain considerable sand are as a rule of the highest strength. The 
Laramie clays associated with the lignite average about 150, and 
the Benton and Pierre clay shales a little over 100. The Tertiary 
clays show a very wide variation, the sandy clay^ having a strength 
of from 40 to 70 pounds, and the fine white plastic clays from 100 
to 300 pounds. Some of the most plastic clays, in fact, those of 
exceptional plasticity, have a strength of about 150 pounds, while 
those containing a little more sand, although of essentially the 
same composition, show greater tensile strengths. This may be 
due in part to the cracking caused by excessive shrinkage of the 
finer clays, and it may be that the values determined do not repre- 
sent their true bonding power, which is best determined by mixing 
a certain per cent of sand with them. 

• Ries^ believes the tensile strength to depend mainly on the tex- 
ture of the clay, which affects the coherence of the interlocking 
grains. Thus clays in which the grains are of varying sizes are 
stronger than those which are coarse grained or extremely fine 

»N. J. Geol. Survey, Vol. VI, p. 86. 

*N. J. Geol. Survey, Vol. VI, pp. 86-90. 
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grained. Grimsley and Grout^ take a diflferent view, and hold 
that the soluble salts in clays are most effective as bonding agents. 
From th-e examinations they have made there can be no doubt as to 
the influences of soluble sales, but their objections to Ries' views do 
not .seem to have much weight, and the texture of the clays ap- 
pears, from the writer's tests, to be the most important factor in 
determining their strength. 

Burned Clay, In th-e tests carried on by the Iowa G<x>logical 
Survey some of the briquettes were burned for an hour and a 
half at a temperature of 800 degrees C. (1472 degrees F.) and 
then broken. The results were of little value. An attempt was 
made to test the strength of some briquettes of North Dakota clays, 
burned at the temperature that would give the best results for the 
purpose for w^hich the clay could be use<l, but the results were of 
no value, as it was impossible to burn such large briquettes properly 
in a small laboratory furnace. 

Also the strength of the burned ware dejxinds ui)on many factors, 
such as process of manufacture, amount of grog, temperature and 
time of burning, and condition of the kiln atnios])hcre, factors that 
could not be duplicated in the laboratory atmos])here. Therefore, 
alttiough the strength of the burned ware is, of course, very im- 
portant, it was deemed impracticable to try to determine it other- 
wise than by iuvspcction of the small bricklets burned at different 
temperatures. 

Shrinkage. All clays shrink more or less when dried from a 
wet and plastic to a dry, firm condition. If heated above red heat 
tihey shrink still more. The contraction due to drying is known as 
air shrinkage, and that due to burning as fire shrinkage. Air 
shrinkage varies fn^m 2.5 to 10 per cent and fire shrinkage from 
1 to 15 per cent.^ 

Air Shri}ikage. Air shrinkage is due to the loss of tempering 
water. This not only occupies the pores of the clay, but forms a 
thin coating around each clay particle, separating it from its neigh- 
bor. By the loss of this water, the grains of clay are drawn nearer 
to each other until thev come in contact, water then remaininsf 
only in the pores. This moisture is only driven off at the boiling 
ix)int, but its loss is not accompanied by any further shrinkage, 
that being duo entirely to the loss of water separating the grains. 
The more the grains of clay are separated when wet, that is, the 
more tempering water used, the greater the shrinkage on drying. 

^West \'a. (icol. Survey, \'oI. Ill, p. 58. 
*Wheclcr, Mo. Geol. Survey, Vol. Xl, p. lift. 
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This principle, however, does not apply when comparing dif- 
ferent clayis. Some which liave a high absorption may have a low 
shrinkage, and vice versa. Ordinarily sandy clays have low shrink- 
age, and fine clays have a high shrinkage. The shrinkage is more 
dependent on the size and character of the grain. In sandy clays 
the pores are of large size and the water is easily carried from 
the interior of the ware to the surface, where it is evaporated and 
the material is thus dried uniformly throughout. With fine-grained 
clays, the water is retained by the mutual attraction between it 
and the clay particles, and the surface of the ware dories before 
the interior. The surface thus shrinks faster than the interior, 
and the ware is apt to warp or check. The more plastic clays, 
which have as a rule the highest shrinkage, also generally have 
the higtiest tensile strength, which gives them the power to resist 
the strains produced by drying. Sometimes, in fact very often, it 
is necessary to grog, that is, add sand or some non-shrinkable sub- 
stance to the clay, to keep it from shrinking too much : and it 
also serves a double purpose by making the clay more porous so 
that the water is drawn to the surface more easily. 

The air shrinkage of the clays tested was determined by measur- 
ing the dimensions of bricklets when wet and when dry ; and also 
from the nueasurements of the wet and dry briquettes used for ten- 
sile strength tests. To complete the drying, the bricklets were kept 
in a hot air bath at appToximately boiling point for a couple of 
hours. For the best results the bricklets should be as large (as 
near the full size brick) as possible. It was, however, impracticable 
to make tests on large size bricklets, and those used measured when 
wet 1 bv 2 bv V2 inches. 

Fire Shrinkage. When a clay is heated to red heat, the com- 
bined water is driven oflF, and this is accompanied by a little shrink- 
age. With a loss of moisture and other volatile constituents the 
clay is left in a porous condition, and 'has shrunk but little. Then 
at a still higher heat, from 1200 to 1600 degrees F.,^ depending 
on the nature and refractoriness of the material, the shrinkage be- 
comes more pronounced. The clay gradually contracts, so as to 
eliminate the pore space. As the point of incipient fusion is reached 
(when the more fusible compKDnents of the clay fail) the shrinkage 
becomes very much more rapid, until the clay has completely vitri- 
fied, all the pores are filled and the maximum shrinkage has been 
reached. 



^W heeler, Mo. Geol. Survey, V^ol. XI, p. 17. 
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The cause of the shrinkage is at first due to the loss of the com- 
bined water and other volatile matter present. In the shrinkage 
following this the texture of the clay seems to play the most im- 
portant part. The temperature at which the shrinkage takes place 
is dependent on tihe chemical composition, but the amount of shrink- 
age is a function of the size and character of the grain. The finer 
the grain the more the shrinkage. Some of the impure particles 
such as limestone and quartz sand expand on heating, so that in- 
stead of a shrinkage an expansion may result. The effect of leav- 
lime pebbles in the clay is often seen after the burning, the brick 
containing them swelling so as sometimes to burst. To a lesser 
degree, sand has the same effect. This property of expansion pos- 
sessed by sand is utilized in grogging clays which have too high a 
fire shrinkage. 

The determination of the shrinkage is important, as it is directly 
applicable to the production of ware of certain definite size, the 
size of the moulds being based on the total air and fire shrinkage. 
To be of direct practical value, the clay s-hould, of course, be tem- 
pered and grogged just as it is to be used. 

In determining the fire shrinkage the satne bricklets were used 
that were employed for the air shrinkage determination. These 
were burned at different temperatures, and after burning were 
measured and the fire shrinkage, based on the dimensions of the 
freshly moulded brick, calculated. 

The shrinkage tests of the North Dakota clays were not at all 
exceptional, except some very fine, highly calcareous clay, con- 
taining also considerable magnesium, from the buttes around Sand- 
creek, which are undoubtedly Tertiary in age. A sample (No. 
303) from here required 61.8 per cent of water to bring it up to 
its best plasticity. In dr^-ing it shrank 19 per cent and some of the 
pieces even more than that. In drying it cracked to pieces so as to 
render the clay valueless. The reason of the extraordinary high 
shrinkage is not known, but is probably due to the extreme fine- 
ness of the clay; and also the chemical composition, being high in 
lime and magnesia, which affect the absorption. The composition 

of the clay is as follows : 

Silica 55.30 

Ferric oxide 3.65 

Alumina *. 15.21 

Lime 3.94 

Magnesia 4.22 

Volatale matter 10.89 
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Fusibility. The fusibility of a clay, the temperature at which it 
changes to a liquid condition, is a most important point to deter- 
mine. In burning wares, they should not, of course, be carried up 
to this point, else they are spoiled. The temperature of fusion of a 
fire clay determines the rank of the clay and the use to which it 
can be put. 

Ordinarily a substance or mineral of a definite composition melts, 
under uniform conditions, at the same temperature. Clay is, how- 
ever, not of definite composition, and therefore does not melt at a 
constant temperature. It is composed of several minerals all of 
which have different melting points ; also the various ingredients 
In these minerals react on one another and form compounds which 
may melt at a lower point than either alone. These facts make the 
fusion of clays a very complex process. 

After the water is driven off and the temperature raised to a good 
red heat, some of the more fusible of the impurities of the clay 
fuse and bind the more infusible particles together. The clay will 
have shrunk to a compact, dense body, which is as hard as glass. 
This stage is called incipient fusion. On heating still further other 
constituents begin to fuse, the pores are all filled, and the maximum 
shrinkage is obtained. The fracture is perfectly smooth and dense, 
and the clay is very hard and transilucent in thin pieces. This is 
the stage of vitrification. If the temperature is raised still higher, 
the heat becomes so intense that finally the clays begin to soften 
completely and to warp and flow, so that the shape of the ware is 
destroyed. This is the point of viscosity. These several points or 
stages are not definitely marked, but grade one into the other. 

The range of temperature between incipient fusion and viscosity 
is important. In many calcareous clays these points are within 
27.7 degrees C. or 50 degrees F. of each other.^ This is true of 
the sandy surface clays of North Dakota, which contain much 
sand and considerable lime. They do not become dense at a low 
temperature as most of the Laramie clays, but almost as soon 
as they are incipiently fused, they are atlso melted down to a green- 
ish slag, the change taking place within three or four cone numbers 
(100 to 150 degrees F.). On the other hand, some of the finer 
grained, stratified clays, although they may fuse at as low a tem- 
perature, vitrify at a much lower. 

The range between the two points in the more refractory clays 
may be 377.7 degrees C. (700 degrees F.) to 44-1.1 de- 



»Ru8, N. J. Geol. Survey, Vol. VI, p. 98. 



56 NORTH DAKOTA CLAYS 

gress C. (800 degrees F.) apart/ Some of the fine- 
grained, plastic refractory clays of the Tertiary formation pos- 
sess this range and some even a higher. A selected sample from a 
deposit between Gladstone and Dickinson north of the railroad 
track, which is very plastic and burns to a dense white body is 
incipiently fused at cone 1 (2102 degrees F.), completely vitrified 
at cone 8 (2354 degrees F.), and having a dense, hard body with 
an absorption of less than half a per cent, but does not become 
viscous until cone 2i> (3002 degrees F.). Many of the cIslvs of this 
horizon show a range of from 600 to 800 degrees F. The more 
coarse textured clays of approximately the same composition do 
not reach incipient fusion until very high temperatures and some of 
them are unaffected at 3000 degrees F. 

This factor is of practical importance, as it is often necessary to 
burn wares hard and dense or vitrify them. But this should of 
course be done without injuring the wares by bringing them near 
the point of viscosity. It is impossible to control the temperature 
of the kiln within a small range. Thus if clay has its points of 
incipient fusion and viscosity near together, either some of the 
ware will be melted down, or will be underburned, while a clay in 
which these points are widely separated may Ix' safely vitrified 
without clanger of the ware losing its shape. 

The temi)erature of viscosity, aside from the range between it 
and that of incipient fusion, is of importance in tliat it determines 
whether or not the clay can be used at high temperatures, or whether 
It IS a nre clay. This term fire clay has been badly misused. 
A clay that is refractory enough for some purposes, is not for 
others, but because its fusibility is high enough for the first pur- 
pose it will probably be called a fire clay. Dr. Ries uses the follow- 
ing classification of clays in his reports, based on their refractori- 
ness :^ 

(1) ''Highly refractory clays, those whose fusing point is above 
cone 33. 

(2) Refractory clays, those whose fusing point ranges from cone 
31 to 33, inclusive. 

(3) Semi-refractory clays, those whose fusion point lies between 
cones 27 and 3() inclusive. 

(4) Clays of low refractoriness, those whose fusion point lies 
between cones 20 and 26, inclusive. 

(o) Non-refractory clays, fusing below cone 20. 

nTicTTlbid. 
'Ibid, p. 100. 
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The temperature of fusion depends, first, upon the chemical and 
mineralogical composition, the amount and kind of fluxes and their 
condition ; and second, the texture of the clay, its porosity and size 
of grain. 

The ordinary fluxing agents are the alkalies, iron, lime and mag- 
nesia. In a very general way the fusibility of the clay is propor- 
tional to the amount of fluxes, ordinary clays with 10 to 15 per 
cent of fluxes fusing at temperatures from 2,000 degrees to 2,200 
degrees F., while refractory clays, which fuse at temperatures over 
3,000 degrees F. seldom have more than 1 or 2 per cent. All of 
these elements do not have the same eflfect, as has already been 
discussed in Chapter II. Again, the condition of each of the ele- 
ments, the state of oxidation and the combination in which it exists, 
plays an important part. Silica and titanium have been shown to be 
fluxes at high temperatures. Seger also states that the ordinary 
fluxes have a more powerful influence on a clay high in silica than 
on one high in alumina. Also that a mixture of these fluxing 
elements is more powerful than they are alone. 

The texture of the clay has also a very important influence on 
the fusibility. A compact, fine-grained clay will fuse at a much 
lower temperature than one of essentially the same comiposition but 
of a porous, coarse, sandy texture. In the first place, the porous 
clay does not conduct the heat so readily to the interior as does a 
dense one. Then, in a coarse grained clay the surfaces of grains 
fuse together, and these fused coverings protect the inside of the 
larger grains, which form a sort of skeleton holding the clay in 
shape. 

This principle has been well illustrated in the fusibility tests on 

some of the more refractory North Dakota clays. Two samples 

of Tertiary clays have about the same compositions: 

(1) (2) 

Silica 73.90 73.20 

Alumina 16.49 18.56 

Ferric oxide 1 .25 0.50 

Lime 0.29 0.29 

Magnesia 0.46 * 0.52 

Alkalies 1.44 0.74 

Water and volatile matter 5.22 5.93 

Number one, which is fine-grained and plastic, is incipiently 

fused at cone 8, vitrified at cone 15, and becomes viscous at over 

cone 25. The other is a sandy clay, consisting of grains of pure 

quartz covered over with kaolin ; it was unaflfected at cont 25. The 
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grains of quartz were held firmly in a bond of the hard burned 
kaolin, which had attacked the outside of quartz grains but had not 
affected their interior. 

The temperature of fusion of a clay may be obtained by a pyro- 
meter or by means of test pieces made up to a definite composition, 
and which melt at the same temperature under the same condition, 
such as Seger cones. The pyrometer most extensively employed 
both in measuring the temperature of fusion in the laboratory and 
the temperature of the kiln in actual practice, is the thermo-electric 
pyrometer. This is based on the principle that the electric current 
generated by heating a couple, made of two dissimilar substances, 
is dependent on the temperature, although not directly proportional. 
The junction of the pyrometer in use, is made of platinum and an 
alloy of 90 per cent platinum and 10 per cent rhodium or iridium. 
Leads of copper wire are fastened to the free ends of the couple 
and carried to a galvanometer. Here the current generated is 
measured and the temperature calculated. This instrument is deli- 
cate and must be used carefully. This, as well as its cost, $160, 
has prevented its coming into general use, 

Seger cones are, on the other hand, not only convenient for rough 
measurement, but are cheap. They consist of small triangular pyra- 
mids about two and a half inches long, the base of which is about 
five-eighths of an inch wide, and the top flattened. They are made 
up of kaolin, feldspar, quartz, marble and ferric oxide, in different 
proportions, so as to form a regular series which melt at different 
temperatures a few degrees apart. The series now consists of 58 
numbers, Seger*s original set beir^ enlarged by Cramer and Hecht. 
The fusion point of the lowest is 500 degrees C. (1094 degrees F.), 
and increasing by steps of SO degrees C, or 36 degrees F., except 
the lowest twelve which have an interval of 30 degrees C, to the 
highest, cone 36, which melts at 1850 degrees C. or 3362 F. The 
melting fK>int is reached when the tip of the cone bends over and 
touches the base. In general, when used correctly they have been 
very successful, and their use is increasing. They may be obtained 
from Messrs. Seger and Cramer of Berlin for about 2]^ cents each, 
including duty and express, or numbers 010 to 35 from Prof. Ed- 
ward Orton, Jr., of Ohio State University, Columbus, Ohio, at one 
cent apiece. 

The following is a list of the cones showing their composition and 
melting points: ^ 
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No. of 
cone. 

.022 

.021 

.020 

.019 

.018 

.017 

.016 

.015 

.014 

.013 

.012 

.011 

.010 

.09 

.08 

.07 

.06 

.06 

.04 

.03 

.02 

.01 

1. 

2. 

3. 

4. 



Composition and Fusing Points 

Composition 



i 



0.5Na,O 
0.5PbO 

0.5Na,O 
0.5PbO 

0.5Na,O 
0.5PbO 

0.5Na,O 
0.5PbO 

0.5Na,O 
0.5PbO 

5Na,0 
0.5PbO 

0.5NagO 
0.5PbO 

0.5Na»O 
0.5PbO 

0.5Na,O } 
0.5PbO f 

0.5NaaO 
0.5PbO 

0.5Na,O 
0.5PbO 



i 



! 



1 AI2O, 
0.2 AI2O, 
0.3 AI2O3 
0.4 AI2O3 
0.5 AI2O3 
O.55AI2O3 
0.6 AI2O3 
O.65AI2O3 
0.7 AI2O3 
O.75AI2O3 



0.5Na,O I 0.8 AI2O3 



O.SPbO 

0.3K,O 
0.7CaO 

0.3KoO 
0.7CaO 

0.3K,O 
0.7CaO 

0.3K,O 
0.7CaO 

O.3K2O 
0.7CaO 

0.3K,O 
0.7CaO 

0.3KaO 
0.7CaO 

0.3K,O 
0.7CaO 

0,3K,O 
0.7CaO 

0.3X3,0 
0.7CaO 

0.3K,O 
0.7CaO 

O.3K2O 
0.7CaO 

O.3K2O 
0.7CaO 

O.3K2O 
0.7CaO 



f 



f 



0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
3 AI2O3 
0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 
0.2 Fe203 
0.3 AI2O3 

0.2 Fe203 
0.3 AI2O3 



[ 4Si02 



( 

I 0.05Fe2O3 UsiO? 

f O.45AI2O3 f*^*^2 

i 0.5 Al2034Si02 



2 

i 

2 

1 

2 
1 

2 
1 

2 
1 

3 
1 

3 
1 

3 
1 

3 
1 

3 
1 

3 
1 

3 
1 

3 



3 



3 


3 


3 


3 



3 


3 


3 


3 





OF Segar Cones 

Fusing 
°F. 

.0 Si02 

.0 B2O3 1,094 

.2 SiOz 

.0 B2O3 1,148 

.4 Si02 

.0 B2O3 1,202 

.6 Si02 

.0 B2O3 1,255 

.8 Si02 

.0 B2O3 1,310 

.0 Si02 

.0 B2O3 1,364 

.1 Si02 

.0 B2O3 1,418 

.2 Si02 

.0 B2O3 1,472 

.3 SiOti 

.0 B2O3 1,526 

.4 Si02 

.0 B2O3 1,580 

.5 Si02 

.0 B2O3 1,634 

.6 Si02 

.0 B2O3 1,688 

.i>0SiO2 

.5OB2O3 1,742 

.S-'^SiOa 

.45B2O8 1,778 

.60SiO2 

.4'«B203 1,814 

.65Si02 

.35B2O3 1,850 

.70SiO2 

.3OB2O3 1,886 

.75Si02 

.25B2O3 1,922 

.80SiO2 

.20B2O3 1,958 

.8oSi02 

.I5B2O3 1,994 

.90Si()2 

.IOB2O3 2.030 

.95Si02 

.U5B2O3 2,066 

2.102 



2,138 
2,174 
2,210 



point 
°C. 



590 

620 

650 

680 

710 

740 

770 

800 

830 

860 

*890 

920 

950 

970 

990 

1,010 

1,030 

1,050 

1,070 

1,090 

1,110 

1,130 
1,150 

1,170 

1,190 

1,210 
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D FcsiHG Points op Sboar Cokes 
Composition F 



10.3KzO 
1 0.7CaO 
i 0.3KzO 
1 0.7CaO 
lO.SKzO 
1 0.7CaO 
10.3KzO 

1 o.7ao 

i 0.3K2O 
} 0.7CaO 

1o.7CaO 
( 0.3IQO 
1 0.7CaO 
I 0.3KzO 
1 0.7CaO 
l0.3KjO 
} 0.7CaO 
i O.SKzO 
j 0.7CaO 
j 0.3K2O 
} 0.7CaO 
J 0.3K2O 
t 0.7CaO 
( 0,3K7O 
( 0.7CaO 
JO.SKzO 
(0.7CaO 
1 0.3K2O 
( 0.7CaO 
J 0.3KjO 
( 7CaO 
J O.SKzO 
(O.TCaO 
1 O.SKzO 
( 0.7CaO 
j 0.3KjO 
1o.7CaO 
1 0.3K2O 
(0,7CaO 
1 O.SKzO 
( 0.7CaO 
1 O.SKjO 
(O.TCaO 
1 O.3K2O 
) 0.7CaO 
AlzOjlOSiOz 
AlzOaBSiO; 
Al2036Si02 
Alz035Si02 
Al2034Si02 



O-SAIzOtSSiOj 

0.eAt2O36SiO2 

0.7AlzO37SiOz 
0.8Al3O38SiO2 
O.BAlzOjSSiOj 
1.0Al2O3l0SiO2 

1.2Al2O3l2Si02 
1.4AliOjHSi02 
l-6AlzO3l6Si02 
1.8AhOal8Si02 
2.1Alz0321Si02 
2.4Al20j24Si02 
2.7Al203275iO; 
3,lAl20331Si02 
3.r)Al2()a.TiSi<J2 
3.-9A!zO>»Si(.)2 
4.4Al2034iSi02 
l.l>Al2r)34flSi02 
5.4Alz03MSi02 
6J>Al2Oj60SiOz 
6.0Al:Os66SiO2 
7.2Al20,i72SK); 
aOAljOtSOOSiOi 



K point 
°C. 

1,230 
1,260 
1,870 
1,290 
1,310 
1,330 
1.350 
1,370 
1,390 
1,410 
1,430 
1.450 
1.470 
1,490 
1,510 
1.530 
1.650 
1,570 
1,590 
1,610 



..2,966 1,830 
,.3,002 1,850 



...3.110 1,710 



1.750 
1.770 
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No. of Fusing point 

cone. Composition °Fi °C. 

33. Al2033Si02 3,254 1,790 

34. Al2032.5Si02 3,290 1,810 

35. Al203:sSi02 .3,326 1,830 

36. Al203l.5Si02 3,362 1,850 

In using them, a few are placed in the kiln, set in on slabs of 

fire clay and inclined slightly in the direction in which it is desired 
that they should bend. F'rom a peep hole they can be easily watched 
and the temperature determined by noting which is the highest 
number to bend over, and the lowest which does not, the tempera- 
ture therefore lying between these two numbers. If they are 
treated reasonably, the temperature being raised gradually, and 
are protected from drafts of air, the results are very good. 

In determining the fusion point, the clays were ground through a 
30-inch screen and mixed to their best plasticity. It was then 
spread out into a flat plate about one-half inch thick and cut into 
pieces of the same size and shape as the Seger cones. The cones 
were thoroughly dried and first burned at a gentle heat. To test, 
they were set with the Seger cones in a wet- slab of clay, and after 
drying were placed in the furnace and burned. The clay cones 
were burned to several temperatures. That at which the cone 
bent over to the base being taken as the point of viscosity, the other 
pK)ints were determined by inspection of the fracture, shrinkage 
and absorption tests. In this way fair results were obtainable. 

The laboratory was not equipped with furnaces reaching a heat 
of over 3,000 degrees F., so that fusion points of the clays which 
did not become viscous at that temperature could not be deter- 
mined. This was unfortunate, as many of the clays were not af- 
fected at 3,000 degrees F., and it would be interesting and desir- 
able to know the exact temperature at which they did fail. 

In carrying out the above tests some definite purpose for which 
the clay could be used should be borne in mind. The influence of 
one property on another noted. Thus the testing may be made of 
the most value, and the bearing of the different properties on the 
value and uses cff the clay determined. 
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CHAPTKR IV. 

STRATIGRAPHY OF THE NORTH DAKOTA CLAYS. 

Most f)f the jjeological fonnatioiis rKrcurrinpj in North Dakota 
contain clays of economic vaUie. These are found in all parts of 
the state and there is no larp^e section without some kind of clay 
suitable for brick, hollow bl(Kks or other manufactured products. 
The jjef)loj^ical formations ffmnd in North l)ak(;ta are shown in the 
foUowintj table : 

TABLE OF NORTH DAKOTA GEOLOGICAL FORMATIONS 

FORMATIONS OCCrRRlNG 

in north dakota 

Cenozoic Era: 

r»i • . r» -^ 1 , » 1 I ^ Drift and lacustrine de- 

Pleistocenc Period, represented by -. nosits 

Tertiary Period, represented by ] FonX'nion 

f Laramie 

I Fox Hills 

' Pierre 
Cretaceous Period, represented by J vjQKr-ra 

: Ren ton 
t Dakota 

Paleozoic Era: 

Devonian Period, ) ( cu^i^^ i:»,..<.»^»^<. ««j 

e-i-n-jf *iu ) ohales. limestones and 

CanrarprHod. \ """"""' '' { -'"»«»-« 

Archean Era, represented by Granites. 

Xo beds older than the Cretaceous appear at the surface any- 
where within the state, and their presence is known only throtip^h 
well records. The Archean granite and the rocks of the Paleozoic 
have been struck in wells sunk in the Red River \'alley, but since 
they do not outcrop they will not receive further consideration at 
this time. 

CRET.'VCEOUS 

COLORADO FORMATION. 

Benton Shale. — The oldest member of the Cretaceous that is 
found exposed at the surface is the Benton shale, which rests uix)n 
the Dakota sandstone. In the wooded escarpment bordering the 
Red River Vallev on the west, for thirtv or fortv miles south of the 
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international boundary, the rivers have cut deep valleys along which 
the Cretaceous beds are exposed. On the Pembina river there 
occur certain shales, below the calcareous beds of the Niobrara, 
which have been referred to the Benton subdivision of the Colorado 
formation. The shale outcrops at the Mayo brick plant, in T. 163, 
R. 57, section 33, opposite the mouth of the Little Pembina. 

The section exposed here is as follows: 

Feet. 

6. Drift 6-8 

5. Buff, chalky marl 20 

4. Calcareous clay and marl, light to dark gray in color 28 

3. Marl in more massive beds and breaking into large, 
irregular blocks, on broken face shows thin and 
somewhat uneven laminae one-sixteenth to one- 
eighth inclies thick 6-8 

2. Calcareous clays and marls, composed of alternating 
layers of more calcareous and marly clays and less 

calcareous clays ; light to dark gray in color 80 

1. Clay shale, poor in lime, forming when wet a stiff, 
plaster clay; light to dark gray; contains some gypsum 

crystals and calcareous nodules 150 

The lowest member in the above section (No. 1) is believed to 
be Benton, although careful search has failed to reveal any fos- 
sils in these beds. Numbers 2 to 5 undoubtedly belong to the Nio- 
brara, as indicated by the fossils. 

While the Benton shale is best exposed in the section opposite 
the mouth of the Little Pembina, it extends up the valley of the 
Pembina several miles above this point, and outcrops about one 
mile from the Mayo brick plant. The shale was also seen on the 
east side of the valley of the Little Pembina, about two miles above 
its confluence with the major stream. 

The outcrops of the Benton shale are confined to the Pembina 
and Little Pembina rivers, where these have eroded their valleys 
through the overlying formations and some distance into the under- 
lying beds. The other rivers of the Pembina Mountain region, 
such as the Tongue, have not cut their channels down to the Ben- 
ton formation. 

The shales are being used for the manufacture of brick and hol- 
low blocks at the Mayo brick plant and the clay is found to be 
well suited for that purpose. 

Upham^ states that in the vicinity of the southern bend of the 
Sheyenne river there are scanty exposures of Cretaceous beds 

»Mono. U. S. Geol. Survey, No XXV, p. 92. 
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which contain thin seams of lignite and may be Fort Benton. It 
is not unlikely, however, that these beds belong to the Pierre. 

Niobrara. — The upper member of the Colorado formation is the 
Niobrara and it is often impossible to draw any sharp line of separa- 
tion between this and the underlying Benton. The Niobrara, how- 
ever, is usually characterized by a greater or less thickness of cal- 
careous and chalky strata. 

Outcrops are confined to the northeastern comer of the state, in 
the Pembina Mountains, where the beds are exposed along the 
Pembina. Little Pembina, Tongue and other rivers. 

The section occurring at the cement mill on the Tongue river 
is as follows: 

Feet 

6. Unexposed to top of hill, drift in part 30 

5. Clay shale, gray, irregularly jointed, weathers into thin flakes; 
contains small yellow spots and blotches, also iron pyrites 

concretions. (Pierre.) ' 70 

4. Unexposed, probably in part the same as No. 3 70 

3. Shale, dark brown to brownish black, carbonaceous, contains a 
few thin, white seams; highly jointed, the joint cracks being 

filled with gypsum 27 to 30 

2. Clay, in black and white layers. A black bed rests directly on 
the cement marls of No. 1. The lower layer for about one 
foot above the marl contains much g>'psum scattered in 
crystals and crystalline masses through the clay. Also contains 
much limonite, which strains the underlying marl. In places 
the black clay grades into the white, as though the latter 
were derived from the black by leaching. The white clay also 
contains black patches, as though these were remnants of the 

original black shale 6 to 8 

1. Calcareous clay or marl containing much bituminous material 
and when fresh having a strong petroleum odor; color, gray 
with many small white spots formed by the lime. Fossils not 
uncommon. Contains several thin seams of lignite one to 
three inches thick 80 

In the above section the lowest member (No. 1) is the only one 
belonging to the Niobrara, since the overlying dark and white bands 
are doubtless to be classed with the Pierre. 

The North Pembina, which empties into the main stream at the 
"Fish Trap," about four miles above the mouth of the Little Pem- 
bina, has a narrow, deep and V-shaped valley. In the latter, three 
miles above the Fish Trap, there is an outcrop where the follow- 
ing section is exposed : 
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Feet. Inches. 

9. Shale, Pierre 110 

8. Unexposed 20 to 30 

7. Carbonaceous clays, black and brown, alternating with 

white or yellowish clay seams. Black layers 8 to 14 * 

inches thick, white layers vary from 1 to 4 inches 8 to 15 

6. Layer containing much gypsum and some limonite 8 

5. Marl, chalky, light colored, containing many cracks 

filled with gypsum 8 

4. Limonite seam, with gypsum crystals 1 

3. Gypsum bed 1 to 2 

2. Marl, somewhat chalky in appearance, yellowish or 

buff in color 18 

1. Cement marls, gray, which here rise from 300 to 400 

feet above the Pembina river at Mayo's brick plant. 

Unexposed except near top. Grade^ above into No. 2. 

Numbers 1 to 5 of the above section belong to the Niobrara. 
These beds also appear at many points along the Little Pembina 
as far up the valley as the sharp bend to the west and beyond. 
The excellent exposure on the Pembina, opposite the mouth of 
the Little Pembina, has been described on a previous page. Out- 
crops of the Niobrara are much less common on the Tongue river, 
although the valley is cut deeply into the beds of that formation. 
But the sides are thickly overgrown with underbrush and timber, 
so that good exposures of the Cretaceous clays and marls are rare. 

At Valley City there is exposed below the Pierre shale a light- 
colored and highly calcareous clay, which probably belongs to the 
Niobrara. Both in appearance and composition it is distinctly un- 
like the beds referred to the Pierre. The clay outcrops near the 
base of the cut along the Soo railroad, one and a quarter miles 
east of Valley City, where twenty feet of light gray and cream 
colored clay appear. The same light colored calcareous clays are 
seen along the Sheyenne river at the sharp bend one mile south 
of the town, where the stream cuts against the bluff. Here are 
expose 100 feet of light gray clay, breaking into thick, irregular 
pieces, and overlain by twenty feet of black shale which is un- 
doubtedly Pierre. The upper portion, for several feet below the 
dark shale, is cream colored and more calcareous than the lower beds. 

An analysis of these more calcareous layers gave the following 
result, the specimen being air dried: 
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Per Cent. 

Carbonate of lime 45.00 

Carbonate of magnesia 3.00 

Silica 30.70 

Iron and magnesia oxides 15.20 

Materials undertermined and moisture 6.10 



100.00 



As shown in the foregoing sections, the Niobrara is formed of 
more or less calcareous clay shales and marls, the Jatter in some 
places forming beds of impure chalk. The color ranges from light 
to dark gray and buff. The calcareous beds have a characteristic 
speckled or mottled appearance, du^ to the white spots of lime- 
carbonate which thickly dot the surface. 

In many of the outcrops the beds near the surface are yellowish 
or buff through a thickness varying from two to twenty feet. 
These pass below into the gray marls and there is no sharp line 
of separation between them. They appear to be t)ie result of 
w-eatherin;^ and are found where the beds have been exposed to 
percolating w^aters. The marls have been oxidized and changed 
to a buff color. 

Where protected by a considerable thickness of the overlying 
Pierre shales, as at the cement mill, the buflF beds are absent and 
the gray marls of the Niobrara extend up to the bottom of the 
Pierre. 

Near the base of the bluff at the cement mill there is a seven 
foot layer which is quite uniform in chemical composition and ap- 
proaches closely that of a natural Portland cement rock. A large 
series of analyses show that the composition of this layer lies within 
the following ranges: 

Per Cent. 

Silica to lo 

Alumina 4 to 8 

Iron oxide 2 to 8 

Carbonate of lime 08 to In 

Car})onate of magnesia 1 to 2 . T) 

The marl beds above this vary widely in composition, the per- 
centage of lime carbonate ranging all the way from "20 to 75 per 
cent. The layers very poor in lime are seldom more than one or 
two inches thick, while those highest in lime are usually not over 
two feet in thickness. These chemically different beds alternate 
one with another and there is no regular increase or decrease in 
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the lime content toward the top or bottom of the section, the 
changes in composition being quite abrupt. 

Another feature of some of these gray marls is that they are 
composed in large part of the calcareous shells of thq microscopic 
Foraminifera so characteristic of the chalk. Two species are 
especially abundant in the chalk deposits, Globigcrina crctacea and 
Textularia globulosa, and both of these are found in large numbers 
in the marls of the Niobrara. Some of the beds of the latter, occur- 
ring in North Dakota, are therefore an impure, argillaceous chalk. 

The clavs of the Niobrara which are exposed in the state are 
most of them too calcareous to be suitable for the manufacture of 
brick or other clay products. 

MONTANA F02MATI0N. 

Pierre Shale. — The lowest member of the Montana formation, 
the Pierre shale, has a wide distribution in North Dakota, being 
found throughout the central and eastern portions, west of the Red 
River Valley. In most places it is co\'ered by glacial drift to a greater 
or less depth and appears at the surface only along stream valleys 
or where it had been exposed by the removal of the overlying 
deposit. 

The beds forming the lower portion of the Pierre and resting 
directly upon the Niobrara are well shown in the sections on the 
Tongue and North Pembina rivers, given on a previous page. 

It appears from these that the base is composed of black to dark 
brown carbonaceous clay shales, in which there are many seams 
of white clay. These black and white beds have a total thickness 
of thirtv to fortv feet or over. The black lavers varv in thickness 
from eight to fourteen inches and the white from one to four 
inches. These altCFnating black and white strata are very persistent 
and cover a large area. 

Their outcrops in the Pembina Mountains occur at intervals for 
a distance of at least thirty miles south of the international bound- 
ary, and the same 'black and white layers are found at Valley 
City, appearing in the bluffs near the Normal School and elsewhere. 
They overlie the light colored calcareous clays described on a pre- 
vious page. 

These beds at the base of the Pierre are sharply marked off 
from the underlying mottled gray marls of the Niobrara, not only 
in color and texture but in chemical composition, being very low 
in lime and high in siHca. 
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Above these beds occur the typical Pierre shales, bluish gray 
in color, jointed, weathering into small flaky fragments. The frag- 
ments commonly show yellow spots or stains of iron oxide. 

The top of the Pierre is exposed near the extreme western 
boundary of the state, along Little Beaver creek, in Bowman 
county. A small area is found here, surrounded on all sides by 
Laramie or Fort Union. The beds have probably been elevated 

by an anticlinal fold and the overlying formation has been eroded. 
Seventy-five feet of gray, jointed clay shale appear in a cut bank 
on the creek at Mr. Ash*s place, in T. 132, R. 107, section 23. 
These shales, which represent the top of the Pierre, are filled with 
numerous concretions of impure lime carbonate, varying in size 
from several inches to six and eight feet. . The lime concretions are 
very rich in fossils which are characteristic of the top of the Pierre. 
The following were collected at this locality :^ 

Ostrca pcllucida M. &. H. 

Avicula linguiformis E. & S. 

Inoceramus cripsi var barabini Morton. 

Chlamys ncbrascensis M. & H. 

Yoldia evcnsi M. & H. 

Nucula canccllata M. & H. 
tLucina occidentalis ^lorlon. 

Protocardia sub quadrat a E. & S. 

Callista dcwcyi M. & II. 

Limatia, 
I Onisomyon patclliformis M. & H. 

Margarita ncbrascensis M. & H. 

Fasciolaria ( f ) ( Cryptorhytis) flcxirosiaia M. & H. 

Pyriftisus. 

Haminca ( ?) occidentalis M. & H. 

Scaphitcs nodosus Owen, varieties brcvis and plcnns. 

Nautilus dekayi Morton. 

This Bowman county area of Pierre shale extends north and 
south along the state line, the clay of the district being known lo- 
cally as "gumbo." Its extent and boundaries have not yet been 
determined. 

With the exception of this restricted area the Pierre is not known 
to occur in the western part of North Dakota. 

In the Pembina Mountain region it is exposed along- all of the 
streams which have their source in the elevated region west of 



• ^Identified by Mr. T. W. Stanton. 
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the escarpment and flow east into the Red river. Outcrops are 
therefore common in Cavalier and Walsh counties. The Pierre 
shale is excellently exposed at Milton, along the valley of the 
North Branch of Park river, and one and a half miles north of 
Niagara, along the North Branch of the Turtle river. It appears at 
many points along the Sheyenne river in Nelson, Griggs and 
Barnes counties. At Valley City the Pierre shales rise at least 
120 feet above the river. They outcrop one and a quarter miles 
cast of town in a cut along the Soo railroad, where the following 
section is found: 

Feet. 

4. Drift and soil 1 to 3 

3. Black clay shale, with yellow iron stains in spots and blotches; 

crumbles on exposure into thin flakes 6 to 8 

2. Light gray and cream colored clay shales, containing some layers 

of calcareous clay 20 

1. Unexposed to river 60 

The light colored clays of number 2, which have been referred 
to on a previous page as Niobrara in age, are readily distinguished 
from the dark ones even at a distance, and the contrast between 
them can be traced for miles along the bluffs. 

The same beds are exposed along the Sheyenne river at a sharp 
turn one mile south of Valley City, where the stream cuts apf^mst 
the bluff. One hundred feet of light gray clay shale, representing 
number 2 of the above section, and likewise probably Niobrara, are 
exposed here, overlain by ten to twenty feet of black shale belong- 
ing to the Pierre. The light colored shale breaks into thick, ir- 
regular pieces and not into thin fragments or flakes, as the black 
shale. 

Along the James river, in Stutsman, Foster and Eddy counties, 
the Pierre shale is exposed at many points. It is also found along 
Pipestem creek, which empties into the James at Jamestown. 
Along the valley of the former it outcrops at the abrupt ]>end 
one mile south of Parkhurst, the first station north of Jamestown. 
Seventy-five feet of dark clay shales are here shown. They are 
cut by several sets of joints and show many yellow spots and 
blotches of iron oxide. The shales are easily broken into thin slabs 
with conchoidal fracture, and imder the action of the weather they 
crumble into flaky fragments. 

Similar shales outcrop on the James river in the vicinity of 
Jamestown, being exposed about one mile above town, five miles 
north, and at other localities. 
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The character of the Pierre is perhaps sufficiently well shown 
from the foregoing sections and descriptions. The bulk of the 
formation is composed of gray to almost black shale, very uniform 
in appearance over wide areas. The beds are jointed and weather 
into small fragments. At the base, as exposed in the Pembina 

Mountain region, there are thirty or forty feet of alternating black 
and white beds. At the top the shales contain many calcareous 
concretions rich in fossils. Below this upper horizon fossils appear 
to be rare. Of those which do occur the more common are Baculites 
ovatiis Say, luoceramus sa<^cnsis Owen, and Scaphites nodosus 
Owen. The fossils occurring at the top of the formation have al- 
ready been named. 

Analyses of Pierre shales from Manitoba are given in the fol- 
lowing table: 

ANALYSES OF PIKRRE SHALES.^ 

1. 2. 3. 4. 

Moisture, combined water, above loo C.. 1>.71 r».(M; ().78 8.25 

Silica tiS.U 79. r,:, 81.04 78.32 

Alumina 8.18 8.35 6.52 7.11 

Ferric oxide 4.10 l.tM) 2.40 2.59 

Lime 1.07 1.5o .80 .91 

Magnesia 1 .05 1 .OJ .93 1 .28 

Alkalies 2.01 1.17 1.3o 1.11 

Sulphur trioxide 39 not given . It! .(ij 

Carbon dioxide 1 .44 not given traces traces 

Organic matter 3.0i) not given traces traces 

(1.) Odanah shale free from sand at I^ Riviere brick works. 
(2.) Compact, light bluish-gray, tough, .smooth shale from the Pierre for- 
mation near Souris Cit}'. Souris river. 
(3.) Compact, light gray, fissile shale, free from sand, from south bank of' 
}3ig Creek, a branch of Big Grassy river, northwest corner of sec- 
tion 8, T. 17, R. 15 \V., Riding Mountain. 
(4.) Pierre shale, banks of the Assiniboine river, three miles north of 
Virdcn. 

While the Pierre shale has not been used for brick making in 
North Dakota there is no reason why it shotild not be titilized for 
this purpose, since it is w^ell suited for the manufacture of a variety 
of clay products. These shales are used for makinj^ dry pressed 
brick at La Riviere, Manitoba, and tests made at the L'nivcrsit\ . in 
the laboratory of the School of Mines, show that they are adapted 
for that purpose. 

The bricks prodticed from the Pierre shale at La Riviere are 
very refractory. When the shale is finely pulverized and mixed 

nVcHminary Report on the Industrial \'aluc of the Clavs and Shales of Manirob.^, 
by J. Walter Wells, 190r>. 
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with more fusible clavs to render it less refractory, it mav make 
a good paving brick which is dense, compact, vitrified, impervious 
to water and resisting abrasion. 

There are a number of localities in North Dakota where the 
Pierre shale occurs near the railroad and which are favorably situ- 
ated for the location of brick plants making use of this material. 
At Jamestown the Pierre outcrops within a mile of town. Where 
exposed at Valley City the shale is for the most part much too 
calcareous to be suitable for brick, but the upper, black shale might 
be used. 

Fox Hills. — The upper member of the Montana formation is the 
Fox Hills. So far as known, the sandstones and clays of this period 
appear at the surface at only a few points in North Dakota. On 
the Cannon Ball river about eight miles above its mouth occurs a 
brown, friable sandstone, containing the fossil shells Tancrcdici 
americana M. & H. and Callista sp., possibly Callista nchrascensis 
M. & PI. These are marine Cretaceous forms and the sandstone 
beds containing them doubtless belong to the Fox Hills. ^ 

On account of the lack of exposures little is known of the 
character of the Fox Hills strata in this state. In South Dakota 
they consist largely of gray and yellow, thin-bedded sandstone, with 
which is associated incoherent sands and arenaceous clavs. Their 
thickness is from 100 to 150 feet. In eastern Montana the Fox 
Hills is composed chiefly of clay with some sandstone. The clay is 
light gray to buff in color and more or less sandy. Its thickness 
here is about 100 feet. 

LARAMIE AND FORT UNION FORMATIONS. 

Though these two formations are thought to be distinct they 
have not yet been separated in North Dakota, and are therefore con- 
sidered together. The term Laramie as used in the following pages 
therefore embraces all the coal-bearing strata, including the Fort 
Union beds, which are named from the locality where they are well 
exposed, near the site of the old fort at the mouth of the Yellow- 
stone river. The flora of the Fort L^nion contains many species 
not foimd in the underlying Laramie and for this reason it is re- 
garded by a number of geologists as more recent in age, and is 
placed in the Tertiary. 

In eastern Montana the Laramie has a thickness of only 400 to 
600 feet and is overlain by beds different in character and carrying 

* Fossils were identified by Dr. T. W. Stanton. 
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Fort Union plants. Fossils of the latter period are found at many 
localities in North Dakota^ and it is not unlikely that much that has 
been called Laramie in this state will, on further study, prove to 
be Fort Union. 

The Laramie formation itself has aroused much discussion re- 
garding its age, some referring it to the Cretaceous and others to 
the Tertiary. This uncertainty as to the age of the Laramie strata 
is due to the fact that the plant remains resemble those of the Ter- 
tiary, while the vertebrate life is distinctly Cretaceous. The for- 
mation is now regarded as holding a transitional position between 
these two periods, and is related to the Mesozoic on the one hand 
and to the Cenozoic on the other. 

No other geological formation in North Dakota, with the pos- 
sible exception of the Pierre, covers so large an area within the 
state. The Laramie beds occupy the entire western half, with the 
probable exception of the greater portion of Bottineau and Mc- 
Henry counties. As will be seen from the geological map accom- 
panying this report, the Laramie extends as far east as the eastern 
edge of Emmons, Burleigh, McLean and Ward counties, and per- 
haps further. Outcrops of the clays, sands and lignite seams are 
common along all the larger streams of the region, the Missouri, 
Little Missouri, Cannon Ball, Heart and Knife rivers, with their 
tributaries. Over the greater portion of Bowman, Billings, Het- 
tinger and Stark counties the Laramie is not covered by drift and 
lies directly at the surface, with only a thin covering of soil. Prob- 
ably the best exposures are found in the badlands of the Little 
Missouri, where the conditions arc particularly favorable for the 
study of the beds. 

The Laramie formation is composed of alternating layers of 
clay and sand, together with seams of lignite. In places the sand 
layers are cemented into a firm, hard sandstone, but commonly they 
form incoherent beds, readily crumbling in the hand. These are- 
naceous strata, however, resist the action of weathering agencies 
better than the clays, and their outcropping edges form vertical 
ledges, often projecting beyond the clays. The presence of the 
sandy beds can thus commonly be detected at a distance by the 
character of the slope. 

Probably two-thirds of the thickness of the Laramie is made up 
of clays, though this varies in different places. These clay shales 
range in composition from very pure clays through those contain- 
ing an increasing percentage of sands to beds with only a small 
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proportion of clay. The argillaceous strata thus graduate into the 
sandy layers through every intermediate mixture of clay and sand, 
and we have sandy clays and clayey sandstones. In some cases 
the change from clay shale to sand is abrupt, in others it is gradual, 
the clay becoming more sandy near the line of contact. 

One of the most marked features of the Laramie is this rapid 
alternation of sand and clay strata, and the frequent occurrence 
of beds of lignite. The colors of the clay are white, gray, yellow, 
brown and red, the grays and yellows predominating. The brown 
layers are rich in plant remains, and it is to the presence of this 
carbonaceous matter that they owe their color. These varied colors 
give the formation its marked banded appearance and add greatly 
to the beauty and variety of the landscape. 

Crystallized gypsum or selenite is common in the clay and in 
some layers this mineral is very abundant. It is particularly liable 
to occur in the brown layers immediately beneath the lignite seams. 
The crystals are often very much elongated, some being found eight 
and ten inches in length, and are seldom perfect, the faces being 
more or less etched. 

Of still more frequent occurrence are the ferruginous nodules 
and concretions, composed either of iron pyrites or of limonite. 
They usually contain more or less silicious or argillaceous material, 
and after exposure to the weather stain the clay about them yellow. 
Many of the clay slopes are thickly dotted with these nodules and 
concretions of all shapes and sizes up to several feet in diameter. 
Thin, impure limonite or clay ironstone bands, yellow in color, are 
not uncommon in the clays. 

Another feature of the Laramie formation is the presence of 
siiicified wood, often preserving very perfectly the original struc- 
ture of the trees. Large stumps several feet in diameter and frag- 
ments of the trunks and branches are common. 

Beds of sand, sometimes hardened into a firm sandstone, com- 
pose a large part of the Laramie formation. The sand varies from 
coarse to fine and in color is usually some shade of gray, though yel- 
lows and browns are found. Mingled with the sand is a varying 
proportion of clay, so that it passes into an argillaceous sand and 
sandy clay. 

The sandy strata often contain lenses and concretions of sand- 
stone. These are made up of concentric layers, are much harder 
and more compact than the inclosing mass and are frequently of 
great size, some being observed twenty to twenty-five feet in 
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diameter. Many resemble large lenses of sandstone, but their 
concentric structure shows their true character. 

Perhaps the most striking feature of the Laramie is its lignite 
beds^ which are seldom absent from a section of any considerable 
thickness. These are not confined to any particular horizon or 
horizons, but are distributed quite uniformly from top to bottom of 
the formation. In the Slim Buttes of South Dakota, six feet of 
lignite occur twenty-six feet below the top of the Laramie, a bed 
ten and three-quarters feet thick forty-nine feet below and a five- 
foot seam occurs ninety-five feet from the top of the Laramie. 
The twentv-one and a half foot bed in Sentinel Butte lies 340 feet 
below the top and there is an eighteen inch bed 142 feet below 
the Tertiary. On the other hand the records of the deep wells 
at Medora and Dickinson show that the lignite is found well toward 
the base of the formation. The seams thus have a vertical range 
of 1,500 feet or more. 

The number of seams varies considerably in different parts of 
the area. At some points but two or three appear, while in other 
localities there are ten or fifteen in a vertical distance of 250 to 
500 feet, though many of them are only a few inches in thickness. 
Rarely are several hundred teet of Laramie strata exposed that 
at least one or more lignite beds are not present. In a section ap- 
pearing in the bluflfs of the Little Missouri near the mouth of Cherry 
creek there are not less than fifteen beds within a vertical range 
of 480 feet, having an aggregate thickness of twenty-five feet. On 
the other hand, in the 180 feet of Laramie clays exposed in the bluflPs 
on the south side of the Missouri three miles below Williston the 
thickest of the six seams present is only three feet. The Medora 
well passed through 941 feet of Laramie strata without reaching 
their base and encountered seventeen beds with a total thickness of 
more than sixty feet. The Dickinson well, with a depth of about 
1,075 feet, penetrated sixteen seams, their aggregate thickness be- 
ing about fifty-five feet.^ 

The lignite beds vary in thickness from an inch and less to thirty- 
three feet. Those six, eight and ten feet thick are common ; seams 
from ten to twenty feet thick are not rare, and those over twenty 
feet thick seldom occur. 

There is one peculiarity of the Laramie clays and sands whi''h 
cannot fail to attract the notice of even the casual observer, and 
that is the vast quantity of burnt and fused clay which is seldom 



*Darton: Seventeenth Ann. Rep. U. S. Gcol. Survey, Part 2, p. 663. 
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absent wherever there are extensive outcrops of the strata. This, 
clay has been produced by the burning out of the beds of ligfnite, 
the heat thus generated having been sufficient to burn and often 
fuse the adjacent clays. This burning of the lignite has doubtless 
been going on for centuries and has resulted in the production of 
a surprisingly large amount of red clay. Bands of this material 
may be traced for miles along the bluffs of the stream valleys and 
in the buttes, representing the horizon of burned out lignite beds, 
portions of which are often found intact at some points. 

The thickness of the Laramie in eastern Montana, not including 
the Fort Union, is from 400 to 600 feet. In western North Dakota 
the thickness of the lignite bearing beds, including both the Laramie 
and Fort Union, is at least 1,800 feet. The Medora well, with a 
depth of 941 feet, did not reach the bottom of the formation, and 
Sentinel Butte rises 861 feet above the curb of the well. 

As already stated, numerous exposures in all parts of the area 
afford excellent opportunity for the study of the Laramie forma- 
tion and detailed sections have been made of manv of these. Since 
they show the character of the beds a number of these sections are 
here given, arranged according to the counties in which they occur. 

IVilliams County, — The Laramie strata of this county are covered 
with a thick mantle of glacial drift, and it is only where the streams 
have cut through this to the underlying beds that they are exposed. 
The outcrops are thus confined to the vicinity of the streams, and 
most of them are near the southern border, along the Missouri 
river and its tributaries. 

SECTION IN THE BLUFFS OF THE MISSOURI, FOUR MILES SOUTHEAST 

OF WILLISTON. 

Feet. Inches. 

13. Drift, containing many boulders 1 to 10 

12. Clay, light gray 4 to 6 

11. Lignite seam, not well (Exposed 1 to 2 

10. Clay, sandy, light gray, with yellow bands due to 

presence of limonite similar to Nos. 5 and 8 30 

9. Lignite seam . . 8 

8. Sandy clay shales similar to No. 5 and containing many 

ferruginous sand concretions 20 

7. Light bluish gray clay, not sandy, crumbles readily 
into thin laminae; much softer and more easily 

weathered than No. 6 2 

6. Clay shale with peculiar vertical fracture; is broken 
up into long, slender and irregular columnar pieces 
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Feet Inches, 
by numerous vertical cracks. This clay shale is 
harder than the clays above and below and hence 

resists weathering better . . 10 

6. Light gray, sandy, clay shale with yellow, limonitic 

bands 30 

4. Lignite seam 9 

3. Light gray, sandy clay, similar to No. 1, but has fewer 
concretions. Contains leaf impressions and silicified 
wood. One silicified trunk twelve inches in diameter 

lies immediately above the coal seam (No. 2) 50 

2. Lignite seam 3 

1. Light gray, sandy clay, containing abundant ferrugin- 
ous sand concretions scattered through the clay; 

selenite crystals also numerous 30 

The base of the section is about eighty feet above the river. 
Ward County. — ^The Laramie beds of this county are likewise for 
the most part concealed by the drift, which in places has a thickness 
of 100 to 200 feet, and a very rough, hilly surface. Exposures of 
the underlying clays and sands are not common, but they are found 
alon^^ the Missouri, White Earth and Des Lacs rivers and their 
tributaries. 

SECTION ON WHITE EARTH RIVER, ONE AND A HALF MILES NORTH OF 

TOWN OF WHITE EARTH. 

22. Drift 2 to 6 

21. Gray, sandy clay, with large sandstone concretions 30 

20. Lignite seam 8 

19. Gray clay 8 

18. Sandstone, weathering into concentric, concretionary 

masses, soft, gray 1 6 

17. Gray, sandy clay, with yellow, ferruginous lines and 

bands, not well exposed 30 

16. Lignite seam 2 

15. Clay, gray, sandy, with sandstone concretions 25 

14. Soft, gray, shaly sandstone 2 

13. Gray, sandy, clay, with yellow ferruginous bands 7 

12. Lignite and brown fissile shale 6 

11. Gray and very sandy clay 25 

10. Lignite seam, not well exposed 2 

9. Gray clay containing much selenite * 20 

8. Gray sandtone 1 6 

7. Gray clay 8 

6. Yellow clay 2 

5. Gray clay 8 

4. Yellow, ferruginous band J/^ 

3. Gray clay 1 6 

2. Clay, brown, fissile, with some lignite 2 

1. Gray clay containing crystals of selenite 20 
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The Kenmare Hard Coal and Brick Company make use of the 
Laramie clay at their plant, located two and one-half miles south 
of Kenmare. Thirty or forty feet are exposed in the face of the 
pit from which the material is secured. The beds are composed 
mostly of a gray clay, with some sandy layers and a four foot bed 

of brown clay, with a thin seam of lig^nite at the bottom. (Plate III.) 
The Laramie is also used by the Mouse River Lignite Coal and 
Brick Company, whose plant is one mile below Burlington, beside 
the Soo railroad. Over thirty feet of clay are exposed here, includ- 
ing a four-foot browji layer near the base, which contains many 
fossil shells. The clay above is filled with many sandstone concre- 
tions and included in it are several bands of yellow silicious clay- 
ironstone. 

Morton County. — Although this county lies within the drift cov- 
ered area, the Laramie appears at the surface in all parts of the 
district, since the drift is thin and has been removed in many places. 
Outcrops are found along the Missouri river, which borders the 
county on the east, along the Cannon Ball and Heart rivers, tribu- 
taries of the Missouri from the west, in many buttes and elsewhere. 
Along Hailstone creek, in the vicinity of Sims, the following 
section is exposed: 

Feet. Inches. 

11. Clay 40 

10. Lignite 2 

9. Clay 6 

5. Lignite 2 

7. Clay 40 

6. Sandstone, cross-bedded 3 6 

5. Clay 60 

4. Lignite, impure 4 

3. Clay 10 

2. Lignite 7 

1. Clay 12 

The brick plant at Hebron uses Laramie clay in part, but the 
white fire clav which is obtained several miles north of town and 
overlies that obtained from the coal mine, is probably younger than 
the Laramie. It seems likely that it is Tertiary. The section at the 
clay pit is as follows: 
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Feet. Inches. 

6. Sand, with carbonaceous clay layers 10 

5. Limonite 2 

4. Clay, impure, ferruginous, carbonaceous 4 

3. Clay, sandy, impure, ferruginous 10 

2. Clay, dark colored, with carbonaceous layers more plastic 

than No. 1, and contains more iron 5 6 

1. Fire clay, white 50 

Stark County. — ^This county is nearly free from drift, although 
thin patches occur in the northern and eastern townships and glacial 
boulders are found as far west as Dickinson. The Laramie beds 
appear at the surface in all parts of the area and outcrops are 
numerous. The county is drained by the Heart river and its tribu- 
taries, which flow in valleys 50 to 100 feet and more in depth, 
many of them bordered by terraces. The country back from the 
streams is fiat or quite rolling, with an occasional butte rising several 
hundred feet above the general level of the plain. 

Part of the clay used by the Dickinson Pressed Brick and Fire 
Clay Company comes from the Laramie formation and part from 
beds which overlie this and perhaps belong to the Tertiary. The 
section given below is exposed in the clay pit located directly at 
the plant and in the bank of the Heart river. 

SECTION IN THE CLAY PIT OF THE DICKINSON PRESSED BRICK AND 

FIRE CLAY COMPANY. 

Feet 

5. Clay, sandy, yellow 8 to 10 

4. Coal, with some clay 1 

3. Clay, blue 4 to 5 

2. Coal 5 

1. Unexposed to river 5 

The Laramie beds are well shown in the bluff which rises abrupt- 
ly from the river one mile south of the brick plant and at the top 
of which is located the second clay pit. Only the lower portion of 
the section, including the Laramie strata, is given here, the re- 
rnainder being reserved for the discussion of the more recent white 
fire clays. 
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SECTION ON THE HEART RIVER, ONE MILE SOUTH OF DICKINSON. 

Feet 

5. Lignite, impure, and brown carbonaceous shale 1 

4. Clay, becoming sandy in places 8 to 10 

3. Lignite, impure 3 

2. Sand, somewhat argillaceous, with irtipure iron concretions, 

unexposed in part 30 

1. Lignite of fair quality, exposed in bed of river 8 

The clay used from this locality is obtained from beds lying 
nearly fifty feet above the foregoing section and it will be described 
later. 

Billings County. — ^There is probably no better place in the state 
to study the Laramie formation than in Billings county. The Lit- 
tle Missouri river has cut a valley over 300 feet deep and in this 
the beds are excellently exposed. The badlands form a belt five 
to ten miles wide on either side of the river, and here the Laramie 
clays and sands have been carved into buttes, domes, towers and 
countless fantastic shapes. In the bare clay slopes one may trace 
the beds for miles, and the many-colored strata appear with great 
distinctness. Back from the streams and beyond the badlands the 
surface is a flat or gently rolling plain. A conspicuous feature of 
this plain is the numerous buttes which rise from 100 to 400 feet 
and more above it. 

Only a few representative sections showing the character of the 
Laramie in this county can be given. The first one appears in the 
bluffs at Medora. 

SECTION IN THE BLUFFS OF THE LITTLE MISSOURI AT MEDORA. 

Feet. Inches. 
40. Shaly sandstone, gray weathering to yellow, finer 

grained than No. 39. Contains cherty layer 15 

39. Sandstone, dark-gray, rather soft, coarse-grained, 

massive; forms vertical escarpment near top of bluff 45 

38 Lignite seam and coaly shale 1 to 4 

37. Qay shale, gray and yellow. ! 9 

36. Lignite seam 3 to 4 

35. Clay shale 6 

34. Gray, fine-grained, shaly sandstone 6 

33. Yellow clay shale 1 6 

32. Lignite seam 6 

31. Gray clay shale 1 

30. Gray, sandy shale 6 

29. Qay shale, gray 1 6 

28. Chocolate brown clay shale with thin lignite seam 1 
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Feet. Inches. 

27. Gray clay shale 4 

26. Soft, shaly sandstone, gray and buff, laminated, fine- 
grained; in places forms hard sandstone ledge pro- 
jecting beyond the softer shales above and below 15 

25. Gray and yellow clay shales, wi<h some sandy layers. . 5 

24. Chocolate brown clay shale with plant impressions <? 

23. Lignite seam 1 6 

22. Clay shale, gray and yellow, with some sandy layers 

and a thin streak of lignite 30 

21. Sandy shale passing above into a compact, hard, fine- 
grained gray sandstone. This rock forms a project- 
ing ledge 3 to 4 

20. Gray and yellow clay shale 5 6 

19. Fine-grained sandstone, • forming projecting ledge 2 

18. Gray and yellow clay shale 4 6 

17. Gray, fine-grained, sandy shale 6 

16. Lignite streak and chocolate brown shales y^ 

15. Gray, sandy shale and soft sandstone. In places the 
sandstone is cemented into hard rock, forming 

projecting ledge 7 

14. Gray clay shale 1 

13. Chocolate brown shale 8 

12. Lignite seam 1 

11. Gray and yellow clay shale. 25 

10. Chocolate brown shale 2 

9. Lignite seam 4 

8. Chocolate colored clay shale with abundant plant 

remains, mostly stem impressions 1 

7. Gray clay shale 3 

6. Sandy shale and fine-grained sandstone 16 

5. Clay shale 4 

4. Sandy clay shale 6 

3. Gray clay shale 1 

2. Lignite seam 9 

1. Gray clay shales, not well exposed to^ rjyer 40 

Some of the clays in the above section would undoubtedly be 
suitable for brick and other clay products. 

SENTINEL BUTTE SECTION. 

Feet. Inches. 

29. Alternating layers of highly calcareoiH gray clay and 
very fine-grained, compact, brittle, gray limestone, 
finely laminated and more or less silicious. Some of 
the sandstone beds weather into thin jaminae, one- 
sixteenth of an inch thick and less 7 

28. Very calcareous, gray clay, weathering to a greenish 

color 18 
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Feet. Inches. 

27. Gray, hard sandstone 40 to 50 

26. Gray and yellow, sandy clay 25 

25. Brown clay and thin seam of lignite 1 6 

24. Gray and yellow, sandy clays 48 

23. Lignite seam 6 

22. Soft, fine-grained, argillaceous sandstone 12 

21. Brown and gray clay shale containing many selenite 

crystals 4 

20. Soft, fine-grained sandstone 1 

19. Lignite seam 1 to 18 

18. Chocolate brown clay shale, with carbonized wood 1 

17. Bluish gray clay 10 

16. Gray sand, cemented in places into soft sandstone 12 

15. Not well exposed, but probably clay shale 50 

14. Lignite seam 2 

13. Gray sandy clay 32 

12. Gray clay shale with no sand 2 

11. Lignite seam 6 

10. Sandy clay shale, colored brown above 5 

9. Fine, gray sand 4 

8. Gray, sandy clay shale, containing nodules, similar 

to No. 6 14 

7, Finely laminated sand 4 

6. Gray, sandy clay shale with ferruginous bands 8 

5. Chocolate brown, sandy clay shales 1 

4. Gray clay shales with no sand 5 

3. Sandy, gray clay, containing abundant silicious iron 

nodules, arranged mostly in bands at certain hori- 
zons; these hard nodules project from the surface 
of the softer clay, and also cap small clay columns. . 20 

2. Unexposed, includes some, sand 20 

1. Lignite seam, outcropping in bottom of ravine near the 

east end of the butte, exposed 20 

Numbers 28 and 29. of the above section are probably Tertiary. 
One mile south of Yule, where the river swings against the bluff 
on the west side, the following section is exposed: 

Feet. Inches. 

14. Silt and fine sand grading below into gravel. In places 

this gravel rests on the lignite bed (No. 13) 25 to 35 

13. Laramie clay 10 

12. Lignite 10 

11. Clay and sand 18 

10. Lignite 2i/$ 

9. Clay and sand 47 

8. Lignite 2 to 3 

7. Qay 3 

6. Li^ite 1 to Ij^ 
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Feet Inches. 

5. Clay 1 

4. Lignite 6 to 8 

3. Clay and sand 26 

2. Lignite 4 

1. Clay, to river level 40 

Burleigh County^ — ^The Laramie beds, although they underlie the 
drift over the entire county, have few outcrops except along the 
Missouri river, on the westerji border. They appear in the bluflF 
at the east end of the Northern Pacific bridge over the river at Bis- 
marck, where forty to fifty feet of brown and rather sandy, jointed 
clav are seen above the level of the track. 

The Laramie clay from which brick is made at the Wilton plant 
comes from the large Washburn mine at the same locality. The 
section as given at the mine shaft is as follows: 

Feet. Inches. 

7. Drift 8 

6. Clay and sand 44 

5. Qay, jointed, brittle 8 

4. Lignite 8 to 13 

3. tlay 6 to 18 

2. Lignite 6 to 24 

1. Clay, thickness removed 8 to 10 

Number 1 is the material used in ihe brick plant, and it has been 
found well suited for the manufacture of clay products. 

The clay used at the State brick yard at Bismarck is not Laramie 
but is mostly a drift clay derived from it, and more or less modified 
by running water. 

McLean County. — McLean county, like Burleigh county, is cov- 
ered with glacial drift which nearly everywhere conceals from view 
the Laramie beds. The surface is a gently rolling to rough plain, 
rather poorly drained in places, and with numerous sloughs or 
lakes. The clays and sands of the Laramie are exposed in the bluffs 
of the Missouri river and its tributaries. At the big bend near old 
Fort Stevenson and about two miles below the mouth of Snake 
creek the following section appears: 

SECTION AT THE BIG BEND OF THE MISSOURI RIVER. 

Feet Inches. 

38. Drift 30 

37. Clay shale, chocolate brown below, gray above 5 

36. Lignite seam 3 6 

35. Clay shale, containing plant impressions 1 6 
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Feet Inches 



34. 
33. 
32. 
31. 
30. 
29. 
28. 
27. 

26. 



25. 
24. 
23. 
22. 

21. 
20. 
19. 
18. 
17. 
16. 



15. 

14. 
13. 
12. 
11. 
10. 

9. 

8. 



t. 

6. 

5. 
4. 
3. 

9 

*<. 

1. 



Fine, argillaceous sand 

Gray, laminated clay shale 

Lignite seam 

Gray clay shale 

Sandy, gray clay stained yellow in spots by iron oxide 

Brown clay shale with thin lignite partings 

Light gray jclay, growing sandy above 

Gray, sandy clay with ferruginous nodules and yellow 
limonitic bands 

Clay shale,, gray and yellow in alternating layers, with 
thin, yellow, limonitic bands. Contains many Unios 
and gastropods including Viviparus trochiformis 

Brown and black, brittk, coaly shale 

Brown clay shale 

Lignite seam 

Brown clay shale with plant remains 

Lignite seam 

Clay with abundant plant impressions 

Fine, argillaceous sand 

Gray clay shale, crumbles readily into thin flakes 

Thin lignite seam 

Gray and yellow clay shale in alternating layers; 
crumbles readily on exposure to the weather. 
Contains Unios and gastropods 

Clay shale, chocolate brown, with fossils similar to 
those in No. 16 

Lignite seam 

Clay shale, gray, weathers into thin flakes 

Gray and yellow, sandy clay with ferruginous nodules 

Lignite seam with some coaly shale 

Gray clay shale 

Lignite seam and brown, carbonaceous clay 

Gray, sandy clay, stained yellow in spots by iron oxide. 
Contains very many sandy, ferruginous nodules, dis- 
tributed mostly in bands. #The nodules stand out on 
the surface and fragments of them cover the slppe. 
Also contains large sandstone concretions and lenses 

Gray and yellow argillaceous sand 

Gray clay, with no sand, and containing nodules of 
iron oxide 

Lignite seam 

Gray clay shale 

Lignite seam, entire thickness not exposed, but at least 

Sandy clay shale 

Unexposed to river 



8 
5 

5 
6 



20 



4 
1 
1 



3 
1 



4 

4 

1 
10 



31 
4 

1 
3 
1 
4 
10 
15 



3 to 5 



6 to 10 



6 to 8 

10 

2 to 3 

2 



K2 



10 
6 

8 

2 
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TERTIARY. 

As was stated on a previous page, the Fort Union formation, 
which belongs to the Tertiary, is here included in the Laramie, since 
the beds have not yet been differentiated in North Dakota 

The white fire clays which contain little lignite and overlie the 
Laramie formation are believed to belong to the Tertiary. These 
cover a large area lying between the Missouri and Little Missouri 
rivers, and extending from the Indian Reservation, north of the 
latter stream, south to the divide north of the North Fork of the 
Cannon Ball river, and from a few miles east of Hebron west to 
the divide separating the streams flowing into the Missouri from 
those flowing in the opposite direction into the Little Missouri. 

These white clays, which cover an area of approximately 4,000 
square miles, lie at an elevation of from 2,450 to 2,600 feet above 
sea level, and are confined to the tops of the higher ridges and 
divides. They have a maximum thickness of about 150 feet. 

The fire clays are remarkably uniform over the entire area, not 
only in appearance but in chemical composition, as shown by 
analyses of samples from many different localities. Their white 
color makes them conspicuous wherever they are exposed. 

These clays are well shown in the clay pit of the Dickinson 
Pressed Brick and Fire Clay Company, one mile south of their 
plant, where the following section occurs, a portion of it having been 
given on a previous page: 



SECTION ON THE HEART RIVER, ONE MILE SOUTH OF DICKINSON. 

Feet 
10. Fire clay, white, sandy, coarse-grained. Is composed chiefly of 
quartz sand, with some white kaolin clay, which coats the sand 

grains, fills the intersticies and gives the beds their white color 7 to 10 

9. Pottery clay, very fine-grained and pure, light gray to white.... 1 to 2 

8. Clay, blue, fine-grained; plastic, grading above into No. 5 to 6 

7. Sand; gray, fine-grained, slightly argillaceous, shows cross- 
lamination 45 

6. Clay, -sandy 4 

5. Lignite, impure, and brown, carbonaceous shale 1 

4. Clay, becoming sandy in places 8 to 10 

3. Lignite, impure 3 

2. Sand, somewhat argillaceous, with impure iron concretions, un- 
exposed in part 30 

1. Lignite, of fair quality, exposed in bed of river 8 

Numbers 1 to 5 are Laramie or Fort Union, while numbers 6 
to 10 are thought to be Tertiary, although the scarcity of fossils 
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makes the determination of their age difficult, and it is still in doubt. 
Number 10 is used in the manufacture of fire brick and other re- 
fractory products. Number 9 is an excellent pottery clay which 
has been made into a variety of clay wares in several eastern pot- 
teries. Number 8 is suitable for common brick and sewer pipe, 

while 7 has been used for common brick. (See Plate IX.) 

At the clay pit of the Hebron plant at least fifty feet of fire 
clay are exposed, very similar in appearance to that at Dickinson. 

The most southern point that the high grade white clays were 
observed was in Black Butte, about twenty-five miles south and a 
little west of Dickinson. They are finely exposed on Antelope 
creek, a tributary of the Heart ; on the wagon road between Dick- 
inson and Gladstone and north of the railroad ; in several low 
hills or knolls about two miles northeast of Gladstone. The same 
clays appear near the base of the Killdeer mountains and they occur 
on the north side of the Little Missouri river, on the Fort Berthold 
Indian Reservation. 

The position of these white fire clays on the top of the ridges 
and divides and their absence from the lower portions of the area 
indicates that they have undergone extensive erosion. They un- 
doubtedly at one time covered the entire region within which their 
outcrops are found, having been laid down on top of the Laramie 
formation, probably in a large lake or lakes. As previously stated, 
these beds contain almost no lignite, showing that during their 
deposition conditions were not favorable for the formation of coal. 

Calcareous Sandstone. — Overlying the beds described above there 
are several hundred feet of light gray, calcareous sandstone. This 
is well exposed in White or Chalk Butte, near Sandcreek post office 
in southern Billings county, in the Killdeer mountains and at other 
points. The vertical cliffs on the south side of the Killdeers are 
formed of this white sandstone. Some of the ledges are thin-bedded 
and weather very irregularly, forming a rough and pitted surface. 
At the top there is a thickness of thirty to forty feet of soft sand- 
stone which crumbles readily in the hand and is in layers two to 
four inches thick. The total thickness of these beds is 230 feet. 
(Plate V.) 

In the calcareous sandstone of Chalk Butte, about two miles east 
of Sandcreek. the skull of an extinct species of ruminant was 
found. This was identified by Mr. J. W. Gidley, of the Smithsonian 
Institution as Eporeodon major (?), which is found in the upper 
Oreodon beds of the Oligocene age. This would indicate that the 
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beds belong to this division of the Tertiary and are therefore to 
to be correlated with the light colored strata occurring in the Slim 
Buttes and Short Pine Hills of South Dakota, and the Long Pine 
Hills of Montana. 

To the same horizon have also been referred the marl and lime- 
stone beds fotmd on top of Sentinel Butte and having a thickness 
of twenty-five feet. 

PLEISTOCENE. 

Drift. — The larger part of North Dakota is covered to a greater 
or less depth by a peculiar deposit known as glacial drift. It is 
very different in appearance and origin from the geological forma- 
tions previously described and forms a mantle which buries from 
view the older rocks. The drift is composed of clay, sand, gjavel 
and boulders mingled together to form a heterogeneous deposit. 
The chief constituent is a stiff blue or gray clay through which 
are scattered numerous pebbles and boulders of granite or other 
igneous rock. It is commonly known as boulder clay or till and 
nearly all of the boulders and smaller rocks differ from the under- 
lying strata, having been transported from distant localities where 
ledges of such rock occur. Another peculiarity of the pebbles and 
boulders of the drift is that many are smoothed, polished or 
scratched on one or more sides. 

The drift was formed by a continental ice sheet or glacier which 
once covered the northern part of North America just as Green- 
land and the Antarctic regions are today covered by vast ice caps. 
This glacier extended as far south as Long Island, the Ohio river 
at Cincinnati and the Missouri river, in Missouri. It entered east- 
ern Kansas and Nebraska, South Dakota, and covered all of North 
Dakota except several counties in the southwestern corner. The 
drift represents the materials that were gathered up by the ice 
sheet as it advanced over the land, were accumulated beneath the 
ice. and were left behind when it melted. The foreign boulders 
and pebbles of the drift have been transported from the north and 
left, often hundred of miles from their source. Most of the granite 
boulders of this state have been brought from Canada in this man- 
ner. The polished and scratched faces found on so many of them, 
particularly on the smaller ones, were formed when the rock frag- 
ments were frozen in the bottom of the ice and were carried along 
between the heavy ice sheet and its rocky bed, wearing down, 
smoothing and striating both the pebbles and the rock bed over 
which they passed. 
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It, is known that there are five separate and distinct sheets of 
drift produced by different ice invasions, but not more than two 
of these, and probably only one, occurs in North Dakota. Between 
the time of deposition of the various sheets the ice retreated for 
a time, and these interglacial intervals are marked by vegetable 
accumulations representing ancient forests and soils, often many 

feet in thickness, and by heavy deposits of gravel and sand laid 
down by streams flowing from the melting ice. 

Considerably more than half of North Dakota is covered by the 
youngest of the drift sheets, the Wisconsin, whose border is marked 
by a conspicuous belt of irregular hills and hollows ten to fifteen 
miles wide, constituting the Altamont moraine, as it is called. Tliis 
was formed along the edge of the ice where it remained stationery ' 
for a time, the rock debris carried by the glacier being accumulated 
and heaped up into the morainal drift hills, which are often dotted 
with numerous large boulders. This moraine has been traced across 
the state from north to south ; it traverses Ward county from north- 
west to southeast, about thirty-five miles west of Minot, keeps the 
same direction through McLean* county, turns south through east- 
ern Burleigh county, crosses northeastern Emmons and after mak- 
ing a loop to the east into Logan and Mcintosh counties, again 
enters the southeastern corner of Emmons, whence it continues 
into South Dakota. The Northern Pacific crosses the Altamont 
moraine between DriscoU and Sterling. 

Lying west of the moraine is an older drift sheet which has 
been regarded as the Kansan. There is, however, much reason 
to doubt whether it is as old as the Kansan, since it has few or 
none of the characteristics of that drift sheet as found in other 
states, having every appearance of being much more recent. It 
is quite fresh and unweathered, is light gray in color where ex- 
posed in railroad cuts and elsewhere, and its surface has undergone 
very little erosion, being poorly drained in many places and contain- 
ing many lakes. The pebbles of granite and other igneous rock 
are noticeably fresh, rotted and decomposed pebbles being very rare. 
In all these respects this extra-morainal drift is strikingly different 
from the typical Kansan. It is possible, however, that the difference 
is due to the semi-arid climate of the region, the weathering effect 
on the drift of the dry atmosphere being much less than farther 
south in Iowa, Kansas, and other states where there is much more 
moisture. 
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Yet it is quite probable that this drift is younger than the Kan- 
san, as it has every appearance of being, and it is perhaps an earlier 
Wisconsin drift than that occurring within the Altamont moraine. 
More work will be required, however, before the age 'of this extra- 
morainal drift can be fully determined. 

This glacial deposit is not bordered by any terminal moraine, 
but thins out toward the edge so that the boundary is not well de- 
fined. So far as our present knowledge goes this older drift sheet 
extends from thirty to fifty miles or more west and south of the 
Missouri river. Over much of the area beyond the river it is thin 
and has modified but slightly the preglacial topography. Billings, 
Bowman, Hettir^ger and Stark counties are practically free from 
drift, although some boulders occur within their borders and per- 
haps thin patches of drift may be present. 

The thickness of these glacial deposits varies within wide limits, 
being all the way from a few feet to several hundred feet. In the 
eastern part of the state it is shown by wells to be commonly from 
200 to 300 feet thick, and it is probable that these figures also 
apply to the central part of the region. Wells pass through 220 
feet of drift at Fargo, 250 at Casselton, 310 feet near Grandin 
and Kelso, and 298 feet at Grafton. The Grand Forks well pene- 
trated 380 feet of drift and lacustrine deposits before reaching bed 
rock. 

Much of the Wisconsin drift is not suitable for brick or other 
clay products on account of the large amount of lime it contains. 

This is present in the form of pebbles and boulders scattered 
through the clay, as concretions, and disseminated widely through 
the drift in fine particles. Unless the material can be largely freed 
from this lime it cannot be successfullv used for clav wares. In 
some places this separation has gone on in nature, and on the slopes 
of ravines and valleys or on the bottom of shallow depressions the 
wash material from the drift has accumulated to the depth of several 
feet and is fairlv free from lime. 

At manv localities in other states, where the Wisconsin drift is 
used, the injurious lime impurities are removed by grinding, screen- 
ing and washing the clay and thus rendering it suitable for brick, 
tile and other ware. 

Many areas can doubtless be found in this state where the pebbles 
and lime concretions have been largely removed. Such areas may 
be looked for toward the base of slopes bordering ravines, coulees 
or valleys, where the finer particles of the drift have been gradu- 
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ally washed down to the lower levels and deposited, leaving be- 
hind the coarser materials, including the gravel and lime concre- 
tions. 

The Wisconsin drift is used for the manufacture of brick at Bis- 
marck, Rolla and Richardton. 

Lacustrine Deposits. — Deposits laid down in large Pleistocene 
lakes cover extensive areas in North Dakota and are of value as 
a source of brick clay. Nearly one-half of the plants in the state 
use these clays. The largest of these bodies of water was Lake 
Agassiz, which occupied the Red River Valley and extended north 
into Alanitoba, with an area of 110,000 square miles, or more than 
the combined area of the Great Lakes. The lake was brought into 
existence when the continental ice sheet, during its retreat north- 
ward, gradually uncovered the broad depression known as the Red 
River Valley, and formed an immense dam of ice at the north which 
prevented the drainage from the melting glacier from finding an 
outlet in that direction. As the ice retreated the lake was extended 
in that dirction and continued to increase in size until its maxi- 
mum area was attained. 

The rivers emptying into Lake Agassiz carried large quantities 
of sediment, which were distributed by the waves and currents and 
settled to the bottom to form the sandy clay or loam constituting 
the lacustrine deposit. This lake silt overlies the glacial drift and 
is in places seventy feet thick, though it is commonly thirty to fifty 
feet and less. It consists of rock flour, ground and pulverized by 
the ice sheet, and mixed with more or less fine sand. 

The lacustrine deposits of Lake Agassiz occupy the larger part 
of the six Red River Valley counties, namely, Richland, Cass, Traill, 
Grand Forks, Walsh and Pembina. There are eight clay plants that 
are making use of this lake silt, including four at Grand Forks, two 
at Fargo and one each at Drayton and Abercrombie. 

Another and much smaller glacial lake, known as Lake Souris, 
existed south and west of the Turtle Mountains. It extended 
west and south as far as Minot and Velva, east as far as Rugby and 
north across the international boundary into Manitoba. The de- 
posits laid down in this lake occupy the greater portion of Bottineau 
and Mclienry, and adjoining portions of Rolette, Pierce and Ward 
counties. The brick plant three miles north of Omemee uses eight 
to nine feet of gray and rather sandy clay lying under eighteen 
inches of black soil, which is scraped off and thrown aside. Under 
the clay is a fine sand which is used in the molds. 
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Alluvial Clays, — ^The most recent of the clay deposits of the state 
is the alluvium, found along many of the streams, particularly the 
Missouri. The alluvium occurs on the lowlands or flood plains, 
forming the bottoms of the valleys and is seldom more than twenty 
to thirty feet above the river level. 'The deposit consists of sand or 
clay, or a mixture of the two, and represents the sediment laid down 
by the streams in time of flood. All of the important rivers of the 
state have developed' flood plains varying in width from a fraction 
of a mile to several miles and formed of alluvium, which consti- 
tutes the rich soil of these bottom lands. 

This alluvial clay is suitable for common brick and other products 
and is used at Williston, Alinot, Mandan and Hillsboro. 
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CHAPTER V. 



GENERAL DESCRIPTION AND DISTRIBUTION OF 

NORTH DAKOTA CLAYS. 

The clays of North Dakota are found in the more recent geologi- 
cal formations. Most of them belong either to the Cretaceous, the 
Laramie, which is a transition period between the Cretaceous and 
Tertiary, and the Tertiary. Probably some of the clay horizons which 
have been considered Laramie in age are better referred to the lower 
Tertiary. The mantle of glacial drift which covers most of the state 
also furnishes clay of a poorer quality. Some of our best brick 
clays, and those utilized most extensively, are those deposited in 
old glacial lakes, such as Lake Agassiz. The alluvium of the flood 
plains and terraces of our modern rivers furnish good common 
brick clay. The clays of the state are thus all young in a geologi- 
cal sense, being either Cretaceous or more recent. 

The Cretaceous clays of the Benton. Niobrara and Pierre horizons, 
underlie the east central part of the state, extending in a belt north 
and south. Outcrops are few, the strata being covered with a deep 
layer of drift. The Benton and Niobrara are best exposed in the 
valleys made by the rivers in the Pembina Mountains. Records of 
these formations are also found in well sections. The Pierre over- 
lies the Benton and Niobrara and outcrops throughout the district, 
the best exposures being found in the cut banks of the rivers, nota- 
bly the Pembina, Sheyenne and James rivers. The entire western 
half of the state is directly underlain by the coal-bearing beds, which 
are partly Laramie and partly Fort L^nion, ahd consist largely of 
sands and clays. The Laramie, wberever found, is covered with 
glacial drift except in the southwestern corner of the state. But 
outcrops are numerous, the strata being exposed in valleys and buttes 
throughout the area. In the neighborhood of Dickinson, near the 
tops of the buttes and on the divides between the rivers, white 
plastic clays are found. These are more refractory and purer than 
the underlying clays and shales associated with the coal. These 
upper clays are probably Tertiary in age, and will be so designated 
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in the following descriptions. Clays of gladal origin are found 
throughout the state, the best of which are suitable for brick, being 
found below the soil of the gently rolling prairies. In the Red River 
Valley good brick clays of lacustrine origin occur. The terraces of 
all the larger streams also furnish alluvial clay suitable for the manu- 
facture of common brick. 

The range in the character of the clays is very great. Many of 
the glacial, lacustrine and terrace clays furnish a good common 
brick clay, since they are moderately plastic and easy burning. They 
seldom bum red, so that practically all the common brick in the state 
is buff, pink or light red; but some are the deep. brick-red, so com- 
mon in the east. Some of the lower of the Cretaceous clays and 
some of those associated with the lignite furnish material suitable 
for the manufacture, by the dry press or stiff mud process, of higher 
grade bricks. Hollow brick, drain tile, and other structural material 
can also be manufactured from some of these clays. They usually 
contain enough iron to burn red or cream, or occasionally iron in 
the form of ochre is found in the neighborhood, so that it can be 
mixed with them at a small expense. The clays then will burn 
easily and to a red color. The white, plastic clays in the Dickinson 
region furnish material suitable for stoneware. Some of these beds 
are more refractory and purer and burn white, making them good 
pottery clays. Some kyers are rich in silica, and yet contain enough 
clay substances to be plastic and strong after burning, these 
furnds'h fire clays often of the highest grade. There are, therefore, in 
the state clays varying from common brick clay to the highest grade 
of fire and pottery clays. 

North Dakota, although not at present a clay producing state of 
great importance, will undoubtedly take front rank when the de- 
mand for clay industries has grown stronger with the development 
of the northwest. It is well adapted to the industry, for fuel is 
cheap and clay deposits of many grades are found in different parts 
of the state. The day is also easily mined, it is usually soft, crushes 
readily and lies in undisturbed horizontal bed's. 



CHAPTER VI. 
CRETACEOUS CLAYS. 

A description of the geological and geographical occurrence of the 
clays of the different horizons has already been given in Part II. so 
that the following pages will be devoted chiefly to a detailed descrip- 
tion of the deposits, to the results of the physical and chemical tests, 
and to suggestions as to the uses to which the various clays may be 
put. 

Benton, — The Benton shales, though probably underlying much 
of the central part of the state, outcrop only in the Pembina Moun- 
tain region, although they have been reported by Upham in the val- 
ley of the Sheyenne, near Lisbon. In the Perrtbina region they are 
exposed in the deep valleys of the Tongue, Little Pembina and Pem- 
bina rivers. About 150 feet of a green and blue clay shale exposed 
on the Pembina is classified as Benton. 

One of the best outcrops is at Mayo, five and one-half miles west 
of Walhalla, in the deep valley of the Pembina river. The shales are 
here used by the Mayo Brick and Tile Company, and were studied 
in detail. The outcrop is on section 33, T. 57, R. 163, and 
is opposite the junction of the Little Pembina with the Pembina. 

About 150 feet of blue and black shales are shown here, the lower 
60 feet of which are not well exposed, being covered by a slide from 
above. The main deposit is quite uniform. It consists of a very fissile 
clay shale, soft, easily mined and prepared, and slaking readily. It 
is of a gray color when dried, is almost black when freshly exposed, 
and contains many dark carbonaceous particles. Small ferruginous 
concretions are also abundant. Pyrite is found in small quantities, 
being reduced by the abundant carbonaceous material. In the lower 
part of the beds some of the carbonaceous matter has been distilled, 
and the clay has a strong odor of petroleum. The clay is fine grained, 
with very little grit, but the concretions are more sandy. It would 
be almost impossible to eliminate these small concretions in crushing, 
but thev mav be easily crushed and mixed with the clav. 

Tlie un weathered shale, when crushed finely, requires a great deal 
of water, as much as 46.3 per cent, being necessary to bring it up to 
its maximum plasticity, which is only moderate. The clav is some- 
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what sticky. It can, however, be greatly impoved 'h<' weathering. 
The shrinkage for such a high absorption is low, being ^n.ly .5.7 per 
cent. A tensile strength of 108 pounds per square incb'Va^ ob- 
tained from the dry unbumed clay. , 
The burning tests were as follows : 

Cone Cone Cone Cone Cotie* 

010 05 03 01 5 

Fire shrinkage 2.3 per ct. 4.3 per ct. 5.5 per ct. 7.3 per ct. 9.3 per ct, 

Absorption 21.8 per ct. 18.9 per ct. 15.8 per cc. 8.5 per ct. 

Color orange red orange red red red brown dark brown 

The bricklets became steel hard when burned to cone 01, and 
were strong. Incipient fusion occurred at cone 5, and vitrification 
at cone 8, but the clay did not become viscous below cone 14. 

A chemical analysis shows the clay (No. 5901) to have the fol- 
lowing composition: 

Per Cent. 

Silica • (59.90 

Ferric oxide 2. 32 

Alumina 10.66 

Lime 1.04 

Magnesia 2.10 

Volatile matter 6.00 

A weathered sample (No. 5905) of the slide deposit covering more 
or less the main deposit, was also tested. This weathered shale is 
coated and seamed more or less by yellowish and white colored ma- 
terial. It consists of gypsum, part of which has been reduced by the 
carfx)naceous material to sulphur, and gives considerable trouble in 
burning. The material of this was evidently deposited near the top 
of the Benton, which is higher in lime and sulphur (containing thin 
layers of gypsum crystals) than the lower part, and is consequently 
a much less desirable clav. 

It is a fine-grained clay with little grit, and free from concretions, 
altJTOUgh containing gypsum crystals. It it a dark olive gray in 
color. It slaked very easily, and with 30.4 per cent, of tempering 
water became very plastic but rather sticky. It had a high air 
shrinkage of 8.0 per cent., but dried without cracking, possibly due 
to the large tensile strength of 192 pounds. 

Great trouble was experienced in burning; the clay fused incipi- 
ently at low temperatures, before all the sulphur was driven off. 
The remaining sulphur reduced the iron so that all the bricks had a 
black color, as have the stiff mud bricks made from it on a large 
scale. As tfie clay approaches vitrification the imprisoned sulphur 



102 



NORTH DAKOTA CLAYS 



• • 



dioxide blOa>5'the clay and makes it valueless. Probably by very 
careful, burning, keeping the clay at low heat for a long time, so as 
to elijtnidqte all the sulphur, it could be burned successfully. As it 
is, pressed brick, hollow brick, and drain tile can only be properly 
ihanufactured, the thickness through which the sulphur gases pene- 
.-."••trate being small. The results of the laboratory burning tests were : 



Fire shrinkage 

Color 

Absorption 



Cone 
010 
1.7 per ct. 
light orange 
13.4 per ct. 



Cone 

(K3 

5.5 per ct. 

light red 
6.4 per ct. 



Cone Cone 

03 01 

6.4 per ct. tailed by warping 

light red red brown 

5.8 per ct. 2 4 per ct. 



The clay becomes incipiently fused at cone OG, was vitrified at 
cone 4. and became viscous at cone -11. Xo chemical analvsis was 
made of the sample, but it is evidently lower in iron and higher in 
lime than the other unweathered shale, due to the fact that it is from 
a higher horizon. The great difference in plasticity between the two 
samples is interesting, and shows the great influence of weathering. 

C. P. Berkey\ who has examined this property in the interests of 
its owner, H. A. Mayo, has published two of the following analyses, 
and one made by him was furnished by Mr. Mayo : 

(n 

Per Ceir 

Silica t;i.n3 

Ahiniiiia •J'J.'^ 

Ferric oxiilc 6..').3 

Liri^o ••.07 

Mrtij:r.c->:-i ".-jl 

Wo-cr 



7 . :>2 



(2^ 




(3) 


Per Cent. 


Per 


Cent. 


(•a..V2 




t»7.o5 


IS. Go 




12.40 


4.9<) 




5.86 


0.7o 




1.74 


1.3-2 




trace 


S . Sh 




10.45 



Satr.ple Xo. 1 was from near the level of the plant, al>3ut To feet 
above tlic river, while Xo. ;5 was near the top oi the Benton, and 
sample X'o. '2 half way between. It is interesting to note the de- 
crease in alumina and trie increase in lime, upwards. 

The clay near the base oi the Ben ten is preferable. It is suitable 
for the manufacture oi red front pressed brick, and if ground very 
fine or weathered s«:^ as to make it sufficiently plastic it may be 
worked by the st:!t mnd machine for making bricks, certain gravies 
of hollow ware and ti!e. 

At present the deposit is not on the railroad, the nearest point 
being the \\'alhal!a branch, about 'tist miles east. A track could be 
laid down the vallev oi the Pembina to meet this branch, a distance 
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of six or seven miles. The building of this track is contemplated, 
and when built should open up a good market for the plant already 
established. 

Niobrara. — The Niobrara formation which overlies the Benton 
and is not sharply differentiated from it, outcrops most extensively in 
the Pembina Mountain region, and forms a considerable part of the 
strata exposed by the Tongue, Little Pembina and Pembina rivers. 
It does not, however, contain any shale valuable as a clay. This is 
due to the high lime content, varying from 20 to 75 per cent, calcium 
carbonate. This makes certain beds of it valuable for the manufac- 
ture of natural cement, but destroys all its usefulness as a clay. 

The main part of the strata classified as Niobrara, known as 
"cement rock," is rather .hard and massive, breaking out in large 
pieces. It is of a gray color, and contains white specks of carbonate 
of lime. The uppermost part of the Niobrara is a chalky fonnation, 
often carrying gypsum, iron concretions and thin layers impreg- 
nated with alum. The cement shales, which are high in lime, burn 
white at low temperatures, and those which are much lower in lime 
cream colored, but none of these are of use in the manufacture of 
clay products. 

A calcareous clay, which is probably Niobrara, also outcrops in 
the valley of the Sheyenne near Valley City. It underlies the pecu- 
liar horizon of banded black and white shale, which marks the top 
of the Niobrara or base of the Pierre in the Pembina Mountains. 
The Niobrara at Valley City (No. 5503) is a massive shale, breaking 
into large fragments. It has a fine grained body, but contains some 
very fine sand. The color is a medium gray, which weathers to a 
light cream. 

This calcareous day was tested, but was proven worthless. It 
requires 30.3 per cent, of water for the best plasticity, which is good. 
It has an air shrinkage of G.4 per cent, and a tensile strength of 131 
pounds. The burning tests were as follows : 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


2.4 per ct. 


2.4 per ct. 


2.9 per ct. 


2.8 per ct. 


Color 


gray 


pale gray 


pale gray 


pale gray 


Absorption 


27.5 per ct. 


27.0 per ct. 


27.4 per ct. 


28.7 per ct. 



The bricklets were all badly cracked. Incipient fusion did not 
occur until cone 2, and rapidly became viscous at cone 6. 
A chemical analysis shows the following composition : 
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Per Cent. 

Silica 29.27 

Ferric oxide 3.82 

Alumina 10.74 

Lime * 26.68 

Magnesia 1.53 

Loss on ignition 23 . 59 

Such a clay is valueless, the lime content being too high. The 
same is probably true of all the Niobrara clays until they become 
high enough in lime to be useful as cement. 

Pierre. — The Pierre forms the uppermost horizon of the Cretace- 
ous shales, and underlies the entire east central part of the state, 
forming a 'belt probably a hundred miles wide north and south. It 
is for the most part covered with a thick deposit of glacial drift, so 
that it is only exposed where the larger streams have cut down into 
it. The best outcrops occur along the Pembina, Little Pembina and 
Tongue rivers, where these have worked back into the escarpment 
bordering the Red River Valley. Outcrops are also found on the 
Park, Forest and Turtle rivers. The Sheyenne and James rivers 
have also eroded through or into the Pierre shales. Along the 
Sheyenne they outcrop at many points from its source to below Val- 
ley City. Good exposures occur along the James and Pipestem 
creek near Jamestown and a few miles north. The Pierre thus not 
only underlies the central part of the state, but is exposed in many 
places, and is thus available for use. 

In general the Pierre is quite uniform throughout its whole ex- 
tent. It consis-ts of a dark gray, blue, or black carbonaceous shale. 
It is fissile and weathers easily into thin plates. The shale is fine 
grained but contains a little very fine sand. It also contains many 
small iron concretions which weather out and are seen scattered 
around at the base of an outcrop. This iron stains the clay brownish 
when weathered. Though high in iron, no samples of the Pierre 
are high enough in lime to give any effervescence with acid. Just 
what percentage of lime is present is impossible to say, as all the 
samples were collected too late for a chemical analysis, but it is safe 
to say that it is low. 

About 300 feet of Pierre shales are exposed in the Pembina Moun- 
tain region. The lower part consists of a very fissile, dark gray to 
black carbonaceous shale. It weathers out into very thin small 
flakes. Scattered along the outcrop are seen many small iron 
nodules. 

An examination of the shales exposed along the main Pembina 
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river for two or three miles north of Mayo was made and a sample, 
(No. 5906), was collected about two miles north of the Mayo brick 
plant, and fifty feet above the base of the Pierre. 

The shale here is very fine grained, with but little grit. It con- 
tains, however, a few small pyrite concretions, which weather to 
limonite. The clay is not very hard and could be easily mined and 
crushed. It does not slake so readily as the Benton, a piece one inoh 
in diameter took two days to slake completely when immersed in 
water. It required 34.0 per cent, of water to temper it to its max- 
imum plasticity, which was good but very sticky. The air shrinkage 
was 8.7 per cent., and the tensile strength 94 pound's. In spite of its 
high shrinkage it did not crack in drying, except for a few small 
cracks on the surface. 

The burning tests were as follows : 

Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkage 1.5 per ct. 5.9 per ct. 5.0 per ct. failed by warping 

.Color pink light red light red red brown 

Absorption 17.5 per ct. 9.4 per ct. 9.7 per ct. 4.0 per ct. 

The sulphur present in the pyrite caused all the brick to have a 
black core, and was also the reason of the failure of the bricklet 
burned to cone 01. Because the cones' tested for fusibility were so 
small that the sulphur was completely eliminated, and the iron 
oxidized to a ferric condition, incipient fusion took place at cone 05, 
but vitrification not until cone 7, and viscosity at cone 14. 

No chemical analysis was made of this samj)le. Although this 
particular sample was so high in sulphur as to be practically worth- 
less for any ware manufactured by the stiff -mud process, good red 

« 

dry press brick could be made. Then, too, the sample which was 
taken directly from the outcrop does not represent the best grade of 
shales in the neighborhood. 

A deposit of clay near Olga is described by E. J. Babcock^ as a 
fine white clay of slightly acid taste two to three feet in thickness. 
This is probably in the Pierre horizon, but higher than the beds 
exposed along the Pembina, being overlain and underlain by black 
carbonaceous clay shale. It stands a hdgh temperature and burns to 
a slightly pinkish tint. An analysis shows the following compo- 
sition : 

Per Cent. 

Silica 50.45 

Alumina 17.57 

Ferric oxide 2.80 

*E. J. Babcock: Clays of Economic Value in North Dakota, p. 16. 
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Per Cent. 

Lime 0.25 

Magnesia 1 . 79 

Potash 0.07 

Soda 0.86 

Water and volatile matter 22.55 

Other matter 3.66 

The clay could be used for stoneware and as a low refractory 
clav. 

The Pierre shales at Valley City belong to the lowest horizon 
directly overlying the Niobrara. The sample tested was taken from 
the cut on the Soo railroad about' a mile east of the town. The 
section here show^s eight to ten feet of dark, carbonaceous, highly 
ferruginous shale which weathers easily into thin flakes. This is 
overlain by a couple of feet of drift and underlain by a layer three 
to four feet thick of black, white and red banded shale, w^hich seems 
to mark the base of the Pierre. Below this is the gray, calcareous 
shale which is probably best placed in the Niobrara. 

The sample of the Pierre (No. 5502) was a very smooth plastic 
clay, but with a good deal of very fine sand. It also contained many 
ferruginous concretions and considerable carbonaceous material but 
no lime. It slaked readily, but required 44.4 per cent, of tempering 
water, the resulting mixture being plastic but sticky. The air 
shrinkage was excessive, being 14.0 per cent., so that the briquettes 
for tensile strength as well as the bricklets were much cracked. 
When the bricklets were placed in the furnace they swelled and 
cracked badly at a temperature less than cone 010. Such a clay as 
this is, of course, of no value. 

The Pierre shales outcrop along both sides of the James river and 
Pipestone creek valleys north of Jamestown, although for the 
greater part they are covered by the slide material and glacial drift. 
The exact thickness of the beds has not been accurately determined, 
but is probably at least 100 feet. The elevation of the James river 
at Jamestown is nearly 200 feet higher than the Sheyenne at Valley 
City, and the Pierre shales exposed along the James are, therefore, 
of a higher horizon than those at Valley City, the beds being nearly 
horizontal. 

An outcrop on the east bank of the river one and a quarter miles 
north of the railroad station at Jamestown was examined. There 
are exposed here about ten feet of black, fissile clay shale stained 
with iron, some of the layers containing many concretions. The 
shales are compact and hard on drying, but are soft in the bank and 
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can be easily mined. They weather easily to a plastic clay. The 
texture is fine with little or no grit. As a rule the iron concretions 
are not numerous, they are small, and are limonite and not pyrite. 
A sample from here (No. 6302) required 45.6 per cent of tempering 
water for its best plasticity, which was good. Tlie tensile strength 
was 89 pounds, the air shrinkage 5.3 per cent., and the briquettes 
and bricklets dried without cracking. The table following shows the 
burning tests : 

Cone Cone Cone Cone Cone 

010 05 03 01 5 

Fire shrinkage 1.0 per ct. 4.0 per ct. 4.5 per ct. 5.8 per ct. 6.8 per ct. 

Color red orange orange orange red red brown 

Absorption 26.2 per ct. 24.2 per ct. 21.1 per ct. 19.8 per ct. 

Incipient fusion occurred at cone 7, vitrification at cone 15, and 
viscosity at cone 20. The bricklets burned to a strong body and 
became steel hard at cone 5. This shale is well adapted to the manu- 
facture of red dry-pressed and stiff-mud brick and possibly paving 
brick or the ordinary hollow structural material, as it can be vitri- 
fied with low shrinkage and with no fear of the ware becoming 
viscous. 

This last sample was by far the best of the Pierre shales tested. 
In a very general way it may be stated that near the base they are 
useless, but grow better above, so that in the upper part the clay is 
of a good quality for red brick. 



CHAPTER VII. 
LARAMIE CLAYS. 

Almost the entire western half of the state is underlain by strata 
which have been referred to the Laramie, but undoubtedly some of 
them are Tertiary in age ( Fort Union ) . Just where the dividing line 
between the Laramie and Tertiary occurs is doubtful and can onlv 
be determined by paleontological evidence. But lithologically the 
so-called Laramie formation may be divided into three parts. At the 
bottom is a great series of beds consisting of impure, low grade 
clays, sands, many of them somewhat calcareous, and lignite. Above 
there is a horizon not more than 150 feet thick in which occur the 
high grade, light burning, more refractory clays, although some of 
these are highly calcareous and fuse at very low temperatures. No 
lignite of any importance exists in this horizon. Overlying these 
clays are sQme 300 or 400 feet of sand, part of which is cemented 
by a calcareous cement into a firm sandstone. The coal-bearing 
beds of the lower division are thought to belong to the Laramie and 
Fort Union, but the other two formations are probably Tertiary. The 
marked difference in character, the finding of the skull of an Oligo- 
cene mammal in these beds at Sandcreek, and the comparison with 
known Tertiary and Laramie beds outside the state are reasons for 
placing these beds at least provisionally in the Tertiary, and they 
will be so considered in the following descriptions. 

The Laramie and Fort Union cover a large area and outcrop 
wherever erosion has progressed far. The eastern boundary, as 
shown on the geological map, is marked by a line running southeast 
from the northwestern corner of Bottineau countv to the western 
part of Wells county, and from there due south along the eastern 
boimdarv of Emmons countv to South Dakota. The lowest eleva- 
tion of the Laramie is from 1,500 to 1,600 feet above sea level on its 
eastern boundary, to 1,350 feet or lower at ^ledora, a well at this 
place 941 feet in depth having failed to penetrate the coal measures. 
It would thus seem that the beds were laid down in a basin which 
covered the western part of the state. The highest elevation that the 
coal measures attain, wliere they are overlain by the white clays, is 
about 2,450 feet above sea level. In the extreme western part of the 
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State workable coal seams are found at an elevation of at least 2,800 
feet (tJie 6-foot coal seam noted by Dr. A. G. Leonard in Sentinel 
Butte). In eastern Montana, however, the lignite beds continue into 
the known Tertiary (Fort Union) beds without any break, so that it 
is possible that some of these higher coal seams along the western 
boundary of the state are Tertiary in age. 

Overlying the coal-bearing Laramie, and extending as far west 
as the divide of the Little Missouri, are a series of clav beds some 
of which are of high grade character. These have a thickness of 
form 50 or less to 150 feet, and occur at elevations between 2,450 
and 2J)00 feet above sea level. These elevations are seldom met with 
except in the buttes and divides, and it is there that one ijiay expect 
to find these clays. Extending 300 to 500 feet above these beds is a 
great thickness of Sand. This has been locally hardened to a sand- 
stone either by a calcareous, ferruginous or silicious cement, and 
forms the protecting ledges of most of the high buttes. There is 
a marked difference between the twx> upper series of Tertiary clays 
and those of the Laramie. l"or this reason they are discussed separ- 
ately. 

The Laramie clays are in a general way of much poorer quality 
than the Tertiary clays. The beds associated with the lignite vary 
from a coarse sand to fine-grained clays. They are not consolidated, 
although the sand may be locally hardened, but are soft and easily 
worked. Sand may underlie the Hgnite as well as clay. Clay usually 
overlies the lignite, but not always. The clay beds also occur inter- 
stratified with the sand, even when no coal is present. 

In texture the clays vary from coarse sandy clays to fine-grained 
ones. As a rule they consist of a very fine-grained clay body, and 
considerable fine sand. Many of the clays contain ferruginous con- 
cretions and all are carbonaceous. Lime is also common, usually 
over two per cent, being present. Carbon is the chief coloring agent 
and the colors are usually a dark gray. These clays are soft and 
compact, sometimes somewhat shaly and laminated, and easily mined 
and prepared. 

The amount of tempering water to develop the maximum plas- 
ticity varies from 20.6 per cent, to 42.7 per cent. The fine-grained 
clays require the most water, while those which require the least 
contain larger amounts of fine sand. The average amount is 29.1 
per cent. The resulting plasticity is generally good. Some of the 
sandy ones have only a moderate plasticity, but others develop a very 
good plasticity. The air shrinkage is high, varying from 2.5 per 
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cent, to 11.6 per cent., the average being 6.3 per cent. Although 
they have a good tensile strength, from 58 to 339 pounds with an 
average of 149 pounds, most of the clays cHeck somewhat on drying, 
and this great difficulty is nearly always met with when these clays 
are worked by a plastic process. 

Most of the clays contain considerable iron, burning usually to a 
red shade. Some, however, which are high in* lime, burn to a buff 
or orange color. The fire shrinkage is nearly always high and jnany 
of the clays fail by cracking or warping at very low temperatures. 
They are of low fusibility, the most refractory sample becoming 
viscous at cone 11. The majority of them have a considerable range 
between incipient fusion and viscosity, -but the sandy and highly 
calcareous ones have a range of only four or five cone numbers. 
Some can be burned dense, but the large fire s-hrinkage which takes 
place when they are thus burned usually causes the clay to crack 
badly. 

Several samples of clay from the Laramie were collected around 
Williston, w^here the beds are exposed along the Missouri and 
Muddy rivers and Stony creek. The best outcrops occur south and 
east of town. The bluffs are mostlv sand and sandv clav, and con- 
tain three seams of coal which vary in thickness from five to ten 
feet. Associated with the coal and usually over it is a clay shale. 
This averages about four feet thick and grades upward into a much 
more sandy clay. The clays are plastic but contain more or less fine 
sand. They are usually of a bluish gray color with but little iron 
staining.* Those in the neighborhood of Williston all seem to be 
calcareous. 

Above the 9- foot coal seam worked at the Continental mine, three 
miles east of town, is a strong compact clay shale, (No. 5002). It 
is a fairly fine, uniform grained, smooth clay with but little grittiness. 
It is free from iron stains, being of a grayish color, but is somewhat 
calcareous. The material is quite strong and of medium hardness, 
but slakes readily. It could be mined and prepared easily. 

This clay required 42.7 per cent, tempering water, and the plas- 
ticity developed was good, but the clay Avas very sticky. The air 
shrinkage was ll.G per cent., and although the clay checked a little, 
it was not serious. The tensile strength was 174 pounds. The clay 
was warped and cracked badly when burned to or above cone 05 on 
account of sulphur, but the bricklet burned to cone 010 was a good 
red color and strong, with a fire shrinkage of 1.7 per cent, and an 
absorption of 16.2 per cent. The cones tested for fusibility were 
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incipiently fused at cone 07, vitrified at cone 04 and viscous at cone 
4. The extreme shrinkage of this clay would prohibit its use alone 
for anything. The sulphur is most detrimental and would give con- 
siderable trouble in burning. 

Another clay associated with coal, about three miles southeast of 
Williston, showed about the same physical properties as the one 
given above. It cracked more in drying and on burning even to cone 
010 it swelled and cracked very badly. A sample (No. 5007) from 
between the coal seams at Avoca, five miles east of Williston, was 
more sandy. It was a strong, compact structureless clay, composed 
mostly of a very fine sand with a little clay substance. It was free 
from concretions and iron was not abundant, but it contained a large 
percentage of lime. It required a little longer time to slake than 
many, four and a half hours for the test piece, but could be prepared 
readily. It took 28.1 per cent, of water to bring it up to its best 
plasticity, which was good. It had an air shrinkage of 7.1 per cent, 
and cracked somewhat on drying, the tensile strength being 67 
pounds. The burning tests were as follows : 

Cone Cone Cone 

010 05 03 

Fire shrinkage 0.3 per cent 1.8 per cent J^^^Z^'^ 

Color light red red to browh dark brown 

Absorption 20.4 per cent 14.8 per cent 

It was incipiently fused at cone 04, vitrified at cone 01 and 
viscous at cfene 1. The bricks which were not cracked were weak. 
This clay is. probably valueless. 

No chemical analyses were made of these clays, but an analysis 
of a clay from this locality shows the following composition^. 

Per cent. 

Silica 57.80 

Alumina ^.47 

Ferric oxide 3.16 

Lime 7.91 

Magnesia 2.84 

At White Earth the river has cut a valley about 150 feet deep. 
Along the sides are good exposures of the Laramie. About three 
miles south of the town, in the east bluflF, is exposed a good seam of 
coal averaging about six and one-half feet in thickness. Over the 
coal is four feet of compact clay, which has but little grittiness. It 
is, however, Wghly calcareous, containing many fossil shells. Over- 

>E. J. Babcock: N. Dak. Gcol. Survey, Vol. I, p. 40. 
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lying this clay is 20 inches of lignite and then another clay bed, 
about four feet of which is quite clayey and then rapidly grades into 
sand. 

This clay (No. 5102) is compact, structureless, fine-grained and 
contains a little very fine sand. It is seemingly quite free from any 
iron concretions and from lime. It slakes easily and took 29.9 per 
cent, of tempering water. Its plasticity was good, the air shrinkage 
was 5.4 per cent, and the clay dried without cracking. 

The results of burning were as follows : 





Cone 


Cone 


Cone 


Cone 




010 


Oo J 


03 


01 


Fire shrinkage 


1.0 per ct. 


6.8 per ct. 


8.0 per ct. 


10.5 per ct. 


Color 


red 


red 


red to brown 


dark brown 


Absorption 


19.8 per ct. 


11.1 per ct. 


3.6 per ct. 


0.25 per ct. 



The bricklet burned to cone 05 was steel hard, and they were all 
strong, while those burned to cones 03 and 01 were very strong and 
dense. The bricklet burned to cone 01 was cracked, but the others 
were not. Incipient fusion occurred at cone 06, and vitrification at 
cone 1, and the clay did not become viscous before cone 11. 

This clay would make an excellent stiff-mud common brick, 
especially if grogged a little to keep up the fire shrinkage, and 
probably a paving brick could also be made from it . It is also pos- 
sible that vitrified ware such as drain tile and hollow block could 
be manufactured from this clay, especially if mixed with a little anti- 
shrinkage material. 

About 50 feet above this dlay occurs a white weathering, fine, 
clayey sand, which has washed down into the valley and has prob- 
ably given tiie town its name of White Earth. The reason it 
weathers white is due probably to the soluble alkaline and calcareous 
salts present. This material is useless as a clay. 

Along the valley of the Mouse and Des Lacs rivers, from Velva 
to beyond Kenmare, are many exposures of lignite with the associ- 
ated sands and days. Many coal mines have been opened and a few 
brick companies have started. As yet only two which make use of 
the Laramie day have prodoiced any brick. The coal mines and the 
brick industry are best developed around Kenmare. 

The plant of the Kenmare Hard Coal and Brick Company is 
located two and a half miles south of the town on the west side of 
the valley. The coal mined is about four feet thick. Although five 
to six feet of sandy clay underlie the coal, only that over the coal 
is dug to any extent. A pit about 40 feet deep has been opened. 
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The material is by no means uniform in character. Some of the 
layers are more sandy than others, and the percentage of lime is 
variable. A sample (No. 5304) taken about five feet above the coal 
represents quite well the average clay. 

This is conupact and structureless, rather hard, but crushed easily 
in the rolls and pulverizer used. It contains a good* deal of fine 
sand, and is carbonaceous, ferruginous, and highly calcareous. It 
slaked easily and was brought to a good plasticity with 20.6 per cent, 
of tempering water. The air shrinkage was 4.9 per cent., but the 
bricklets checked a very little. Trouble is also experienced at the 
plant, which employes a steam drier, with checking w4ien the brick 
are dried in 25 hours. The tensile strength was 118 pounds. 

The results of the burning were as follows : 





Cone 


Cone 


Cone 


Cone 




010 


06 


a3 


01 


Fire shrinkage 


0.8 per ct. 


0.9 per ct. 


0.6 per ct. 


0.3 per ct. 


Color 


light pink 


light pink 


light pink 


buff to green 


Absorption 


22.6 per ct. 


23.1 per ct. 


23.1 per ct. 


22.0 per ct. 



The bricklets cracked somewhat in burning, due to the expansion 
of the lime, but were fairly strong. The stiff-mud brick manufac- 
tured from a mixture of the whole bank of clay burn reddish, often 
with greenish surfaces, which are usually checked to a slight extent. 
The dry press brick do not check and burn to a fairly uniform red 
color. The clay tested was incipiently fused at cone 2, was vitrified 
at cone 4, and was viscous at cone 6. 

A sample (No. 5303) of the clay overlying the coal was taken 
some 1,000 feet or so in the mine. This is like the clay collected 
from the pit in its physical appearance, and is also highly calcareous, 
but may be a trifle less sandy. It required 24.6 per cent, of temper- 
ing water. The plasticity was good, and the air shrinkage was only 
4.4 per cent. The tensile strength was 99 pounds. The bricklets 
cracked very little in drying. The behavior in burning is shown in 
the following table : 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


0.5 per ct. 


0.8 per ct. 


1.0 per ct. 


0.9 per ct. 


Color 


light red 


buff 


buff 


buff and green 


Adsorption 


21.2 per ct. 


21.8 per ct. 


16.8 per ct. 


19.8 per ct. 



The bricklets burned to cone 03 and above were cracked badly, 
while those that burned to cone 05 seemed quite strong. Incipient 
fusion occurred at cone 2, vitrification at cone 4, and viscosity at 

Survey- 8 
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cone G. This clav is not suitable for the manufacture of anv stiff- 
mud wares other than common brick because of the tendency to 
check. 

Over the coal seam of the Diamond mine, located a mile south of 
Kenmare, in the east bluff, is five to six feet of a very sandy, cal- 
careous clay similar to that used at the brick plant. In this clay in 
places there are lenses four to -six inches thick and five to ten feet 
k)ng, of a smoother and more plastic clay. 

At the Smith-Kenmare mine, two anci' a half miles north of Ken- 
mare on the east shore of Lake Des Lacs, the coal seam is about six 
feet thick, and this is overlain and underlain bv clav. The over- 
lying clay (No. 5301) is strong and compact, of a rather fine grain, 
with but little sand which is very fine. The clav is somewhat cal- 
careous. It slaked fairly easily and required about 30.9 per cent, to 
develop its maximum plasticity, which was good, but sticky. The 
air shrinkage was 8.4 per cent, and the bricklets cracked b>it very 
little on drying. The tensile strength was 153 pounds. The results 
of the burning tests were : 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


0.1 per ct. 


2.3 per ct. 


4.0 per ct. 


3.8 per ct. 


Color 


red 


red 


dark red 


dark brown 


Absorption 


16.3 per ct. 


9.7 per ct. 


7.8 per ct. 


5.3 per ct. 



The bricklets were all strong but were checked a little. The one 
burned to cone 05 was steel hard. Incipient fusion took place at 
cone 06, vitrification at cone 2, and viscosity at cone 9. Such a clay 
would make an excellent brick, and possibly a paver. It is doubtful 
if it could be used for hollow ware because of the tendency to check. 

Tlie clay underlying the coal at this mine is similar. It is. how- 
ever, more sandy. It appears to have little lime but is highly car- 
bonaceous and ferruginous. At the Soo mine, five miles northwest 
of town, on the west shore of the lake, the coal is worked by an 
incline. At the entrance of this is a large dump of clay, which 
evidently comes from beds over the coal. This is much like the clay 
overlying the lignite at the Smith-Kenmare mine, and has probably 
about the same properties. 

Around Donnybrook are several small coal mines, the seams of 
which are thin. North of the town two seams are mined. Associ- 
ated with coal is a very sandy clay and most of the section exposed 
in the valley is sand. Under the bottom coal seam near the Leigh- 
Ericson mine, about two and a half miles north of Donnvbrook on 
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the west side of the valley, is a fairly strong shaly clay (No. 5402), 
which is quite fine-grained but carries a little fine sand. It contains 
a small amount of lime, but is highly ferruginous and carbonaceous. 
It required' «35.8 per cent, of water to develop its best plasticity, 
which was good. The air shrinkage was 7.5 per cent., and the ten- 
sile strength 99 pounds. The clay dried with but little cracking. 
The results of burning were: 





Cone 


Cone 


Cone 




010 


05 


03 


Fire shrinkage 


0.9 per cent 


3.4 per cent 


failed by bloating 


Color 


light red 


brown red 


brown, black center 


Absorption 


14.1 per cent 


6.9 per cent 





The clay was incipiently fused at cone 07, was vitrified at cone 03, 
and became viscous at cone 2. The bricklets were strong, but even 
the one burned to cone 05 had started to warp in the center. Too 
much trouble would probably be experienced in burning this clay to 
make it of much value. 

Another brick plant which employs the Laramie clays is estab- 
lished at Burlington. The pit has a face about 35 or 40 feet in 
height, the top five or six feet of which is glacial till, but this is 
allowed to fall in and become mixed with the other clavs. Tlie clav 
is. as a rule, very sandy, but there are two or three thin lignitic 
seams two to three inches thick, near which the clay is smooth and 
more plastic. The clay is all mixed together, crushed and screened 
^o remove glacial pc'bbles, limestorie and gv-psum, and made into 
brick by the soft-mud process. To every ton or more of clay a 
barrel full of ashes is added to grog it. A strong red brick of good 
quality is produced. 

The more plastic, fine-grained clay (No. 5002), which contains 
some grit, was tested. This slaked very easily in ten minutes. It 
took 24.7 per cent, of tempering water, and the resulting plasticity 
was only moderate. The air shrinkage was 3.1 per cent., the tensile 
strength 98 poimds, and the clay dried without cracking. The burn- 
ing tests were as follows : 



Cone 


Cone 


Cone 


05 


03 


01 


0.7 per cent 


1.3 percent 


4.2 per ct. 


light red 


light red 


red and green 


23.9 per cent 


23.8 per cent 


16.8 per cent 



Fire shrinkage 

Color 

Absorption 

The bricklets were strong and burned without cracking. The 
day was incipiently fused at cone 2, vitrified at cone 4, and viscous 
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at cone 6. This makes a good material for common brick, and 
could also probably be manufactured by the stiff -mud process. This 
clay could not be vitrified, as the danger of overbuming would be 
too great, and it would also crack when brought to the temperature 
of vitrification. 

The above descriptions show the character of the clays associated 
with the lignite in the northern part of the state. Those in the 
southern and central part, along the Northern Pacific railroad and 
north and south of it, are quite similar in character. In the follow- 
ing discussion the clays along the railroad will be first treated, in 
the order of their occurrence from east to west, then those north of 
the railroad, and finally those south of the track. 

At Wilton the Washburn Lignite Coal Company has established a 
brick plant, which is operated in connection with their mine. Both 
stiff-mud and dry-press brick are made. The clay which is used 
underlies the coal. The coal seam is about five feet thick and is 
reached by a shaft 5G feet deep. The clay is obtained from two pits, 
one about 1,500 feet north of the shaft, the other about the same 
distance south. In the north pit about 10 feet of clay was exposed ; 
the upper eight feet is a fairly smooth plastic clay, then six inches of 
a very sandy clay underlain by three and one-half feet of blue clay, 
which is more sandy than the upper member. The clay is somewhat 
shaly and is slightly hardened, but is easily crushed and tempered, 
slaking very quickly. The sample (No. 6501) was taken across the 
entire exposed face. It required 24.6 per cent, of water to bring it 
up to its maximum plasticity, which was very good. The tensile 
strength was 278 pounds, and the air shrinkage 7.5 per cent., but the 
clay dried without checking, except a little on the surface. The 
burning tests were as follows : 





Cone 


Cone 


Cone 


Cone 




010 


06 


as 


01 


Fire shrinkage 


0.3 per ct. 


0.8 per ct. 


1.0 per ct. 


failed by warping 


Color 


orange 


light red 


light red 


greenish 


Absorption 


15.8 per ct. 


13.5 per ct. 


13.1 per ct. 


3.9 per ct. 



The bricklets burned to cone 05 and 03 were strong and were not 
checked or warped. The clay was incipiently fused at cone 02, was 
vitrified at cone 1, and became viscous at cone 3. 

In the south pit about «ight feet of clay has been opened up. The 
face shows the following section : 
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Feet. 

Blue clay, smooth near the roof, grows sandy downwards 2J^ 

Sandy clay 2 

Very plastic, smooth blue clay 1 

Very sandy clay 2\^ 

As a whole the clay (No. 6502) from this pit is more sandy than 
that from the north one. It is carbonaceous and ferruginous, but 
lime does not seem to be so abundant. It slaked very easily, and 
with 21.6 per cent, of water was tempered to its maximum plasticity, 
which was very good. The air shrinkage was 5.3 per cent., the ten- 
sile strength 227 pounds, and the clay dried without cracking. 

Its behavior in burning was as follows : 

Cone Cone Cone Cone 

QIC 05 03 01 

Fire shrinkage 0.0 per ct. 0.0 per ct. 0.5 per ct. 2.5 per ct. 

Color orange light red light red greenish 

Absorption .17.9 per ct. 16.6perct. 15.1 per ct. 5.9 per ct. 

iTie bricklets were strong, and except the one burned to cone 01, 
which was swelled and warped' a little, they were not checked at all. 
Incipient fusion occurred at cone 01, vitrification at cone 3, and vis- 
cosity at cone 4. These two clays work well together and make a 
good material for wares that do not have to be vitrified, such as 
building brick, and might also be used for common red earthenware. 

Along the Missouri river at Bismarck and to the north are good 
exposures of the Laramie strata. They are mostly unconsolidated 
sands with some layers which are cemented by a ferruginous or cal- 
careous cement. About 50 feet above the river, just north of the 
railroad bridge and near the eastern end of it, about six feet of a 
shaly, laminated clay outcrops. The upper part is more sandy, gray 
in color and grades into a fine-grained plastic clay, with but little 
grittiness below, and of a yellow and chocolate color. As the clay 
occurs in the bluflF it is not homogeneous, the different layers vary- 
ing greatly, so that the clay would have to be mixed thoroughly if 
it were to be used. 

It (No. 6402) slaked very easily and required 33.3 per 
cent, terppering water to develop its best plasticity, which was but 
moderate. The tensile strength was, however, high, being 247 
pounds, and the air shrinkage was 7.2 per cent. The clay dried 
wdthout any checking whatever. The results of the burning were as 
follows : 
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Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkage 0.0 per ct. 0.4 per ct. 0.5 per ct. 5.0 per ct. 

Color light red light red red red to brown 

Absorption 22.5 per ct. 20.5 per ct. 20.4 per ct. 9.5 per ct. 

Incipient fusion took place at cone 01, vitrification at cone 2, and 
viscosity at cone 4. The bricklets were strong and burned without 
checking or warping, except the one burned to cpne 01, which 
warped a very little. 

An analysis of the lower chocolate colored clay has been made^ 

Silica 58.73 

Alumina 14.98 

Ferric oxide 5 . 63 

Lime 2.10 

Magnesia 0.74 

Soda '. 0.16 

Potash 0.988 

Water as volatile matter and other matter by subtraction 16.672 

This clay would make a good brick and would also b^ useful for 
a porous red earthenware, but could not be vitrified or burned very 
dense. 

Across the river similar clays are exposed around Mandan, and 
are seen along the railroad. At New Salem a brick plant was for- 
merly in operation south of town. A sandy clay (No. 6701) over 
an important lignite seam, worked by the mining companies here, 
was utilized. This is a laminated gray, yellow and brown, somewhat 
shaly clay, like that at Bismarck. It has a few small ferruginous 
concretions and carbonaceous particles, but is free from the carbon- 
ate of lime. It was brought up to its best plasticity, which was gxxxl, 
with 22.9 per cent, of tempering water. The air shrinkage was 7.4 
per cent, and the tensile strength 130 pounds. The bricklets and 
other shapes checked a little. In burning the following determin- 
ations were made: 

Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkage 0.3 per ct. 0.8 per ct. 1.0 per ct. failed by swelling 

Color orange red light red red and brown dark brown 

Absorption 15.7 per ct. 12.3 per ct. 6.8 per ct. 

The clay was incipiently fused at cone 04, vitrified at cone 01. 
and viscous at cone 2. The bricklets were strong but were badly 
checked. If heavily grogged a common red brick could be made 
from this clay, but it would be weak. 

IN. Dak. Geol. Survey. Vol. I, p. 40. 
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At Hebron coal is mined north of the town. From a mine about 
three miles north coal has been obtained bv the Hebron Pressed 
and Fire Brick Company. The associated clay shale, which burns 
red, has been mixed with the high grade buff burning Tertiary 
clays, obtained from a butte a couple of miles north, to make com- 
mon brick, which were made by the dry-press process, and burned 
in scove kilns. A smaller proportion of this low grade clay forms 
a good bond for the much more refractory clay, and is still employed 
for this purpose. 

The company intends to develop the coal mine, a mile or so 
northwest of their clay pits, on section 3, T. 140, R. 90. 



The following section is shown here : 



Feet Inches. 



Sandy, ferruginous and carbonaceous clay 9 

Lignite 7 

Plastic, highly carbonaceous clay 5 to 12 

Lignite 1 

Plastic, carbonaceous clay 2 

All these clays contain more or less sulphur which would give 
too much trouble in burning to make them of value. The bricklet 
burned to cone 05 bloated very badly, the interior forming a porous 
black mass. 

Richardton is situated on a high divide several hundred feet 
above the valleys to the north and south. Most of the layers ex- 
posed in the badlands north of the town are sandy. A very sandy 
clay which is ferruginous and carbonaceous was dug for the manu- 
facture of brick at Richardton. It was obtained in the valley about 
a mile north of town, and nearly 200 feet lower than the plant. 
During the past season it has been dug near the plant, the material 
from the excavation for the Catholic college being used. Six inches 
of loam and about three feet of the underlying yellow, sandy clay 
was taken out. The clay (No. 3202) is mostly a fine sand, with 
considerable fairly coarse sand, and some clay substance. Lime 
particles, as well as carbonaceous and ferruginous ones, are present. 
The clay is prepared in soak pits. With 25.9 per cent of temper- 
ing water it is worked up into a good plastic mass. The air shrink- 
age was 7.1 per cent, the tensile strength 339 pounds, and the clay 
dried without checking. Its behavior in burning is shown in the 
following table : 
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On the Knife river at Broncho and for several miles east, lit- 
tle but ferruginous and calcareous sand is exposed. The lignite 
seams are less than a foot thick and impure. A sample of a white, 
seemingly plastic clay, which is two feet thick, appears in the cut 
bank about three miles below the post office of Broncho, and about 
eighty feet above the river is a fine clay, with little or no grittiness, 
but it is so calcareous as to be worthless as a clay. The following 
section occurs at Broncho: 

Feet. Inches. 
^ Alternating layers of ferruginous and gray sand with thin 

layers of impure limonite, gray layers predominate.. 130 

Sandy, plastic clay 6 

Ferruginous sand 22 

Shaly clay and sand ; clay is clean and highly calcareous and 

contains calcareous concretions 7 

Ferruginous, sandy, compact clay, which is lean and cal- 
careous 7 

Gray sand 7 

Ferruginous sand or unexposed to river 20 

On Spring creek, north of Broncho, no clay or lignite is exposed, 
there being only gray and brown sands, with occasionally a little 
impure, sandy clay, and thin, poor lignite seams. Several miles 
up the Knife river, at Rockspring, the section exposed in the cut 
bank opposite the mouth of Crooked creek shows nothing but fer- 
ruginous sand, very thin, impure lignite, and sandy clay. A cut 
bank a few miles from the mouth on Crooked creek shows the fol- 
lowing section: 

Feet. 

Ferruginous sand 20 

Fine, clayey sand G 

Hard, ferruginous sandstone, concretionary 4 

Hard clayey sand and sandy shale, some layers more sandy, others 
more clayey. Contains many small ferruginous and calcareous 

concretions. Not plastic 15 

Lignite 1 

Impure hard sand, with clayey layers 15 

Lignite . 2j/^ 

Ferruginous sand, some thin, carbonaceous layers 20 

Near the headwaters of the Knife river and tributaries the coal 
becomes more plentiful, as it is along the Little Missouri river. 
The clay associated with it is as a rule impure and sandy. The 
tops of the divides and buttes are about 200 feet or more above 
the creek bottoms. The refractory, light burning clays are exposed 
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in the upper part, and near the bottom the Laramie sand with a 
few seams of lignite appears, the thickest seam noted being about 
six feet thick. 

Along the Little Missouri river many coal outcrops occur,^ some 
of which are thick and extensive. Associated with these seams are 
typical Laramie clays. At Manning's old rdnch on the Little Mis- 
souri, five miles below the mouth of Jim creek, beds 500 feet thick 
are exposed. The upper part contains the high grade Tertiary 
clays, which are separated from the coal-bearing horizon by 100 
feet or more of sand.. In the upper part of the coal measures 
for 250 feet the material is mostly a ferruginous sand with some 
quite pure layers, while others are very carbonaceous. Scoria is 
abundant, however, showing that coal at least in thin seams has been 
present. The lower 150 feet shows at least two thick seams of 
lignite, one four feet and the other one six feet. Over the top 
seam is four feet of clay. It is very sandy. and lean, and is highly 
calcareous. Ten feet of a compact, shaly clay (No. 3911) overlies 
the bottom seam. It is uniformly fine-grained with but little gritti- 
ness. It is very carbonaceous, containing thin lignite layers, but 
has but little lime. 

It slaked fairly easily and took 35.5 per cent of tempering water. 
The plasticity was good, but very sticky. The air shrinkage was 
high, 9.0 per cent, and the clay cracked on drying. For this reason 
the briquette had a low tensile strength, an average of only 58 
pounds. Its behavior in burning was as follows: 

Cone Cone Cone Cone 

010 06 03 01 

Fire shrinkage 0.5 per ct. 4.2 per ct. 5.5 per ct. bloated and cracked 

Color chocolate red dark red dark red dark brown 

Absorption 15.7 per ct. 5.7 per ct. 4.1 per ct. 

The bricklets were strong, but those burned to cone 05 or above 
were cracked and warped a little. Incipient fusion occurred at cone 
06, vitrification at cone 01, and viscosity at cone 7. 
An analysis of this clay shows: 

Silica 56.42 

Alumina 16.93 

Ferric oxide 7.47 

Lime 2.61 

Magnesia 3.16 

Loss on ignition 7.58 

94.17 

IL. H. Wood, N. Dak. Gcol. Survey. Vol. III. p. 41. 
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Both the air and fire shrinkage of this ciay is too great for it to 
be used alone. Most of the sand in the neighborhood is too cal- 
careous to be valuable for mixing with it. If ever the overlying 
clays are used, this clay may be employed to mix with them to 
furnish a bond at low temperatures, or to give a mottled brick 
with a lighter body. 

South of the Northern Pacific railroad coal outcrops more abun- 
dantly than it does to the north, along the numerous rivers and 
creeks tributary to the Heart and Cannon Ball rivers. The asso- 
ciated clays are more abundant and less sandy. 

South of Glen Ullin, along the Heart river and Heart Butte 
creek are many exposures. At a local mine, about three miles 
northwest of Heart Butte, five or six feet of sand and three feet 
of clay overlies the coal, the upper foot being highly ferruginous, 
carbonaceous and sandy, and the lower part somewhat poorer. The 
lower two feet (No. 1802) is a weak, shaly clay, with shell and leaf 
fossils. It has a medium grained clay body with a good deal of 
fine sand. Some of the layers are especially sandy and calcareous. 
It is bluish gray in color with yellow and brown streaks, which 
are more ferruginous. It slaked easily and with 31.6 per cent of 
tempering water developed a good plasticity. The air shrinkage 
was 6.9 per cent, and the tensile strength 116 pounds. The clay 
checked somewhat on drying. On burning it bloated badly and 
formed a black, porous, slaggy interior, probably due to the large 
amount of sulphur present. Such a clay is valueless. 

A little further south, where the mail road from Glen Ullin to 
Leipzig crosses the Heart river, the cut bank exposes the follow- 
ing section, which shows the character of the beds here : 

Feet. Inches. 

Sand capped by a layer of sandstone 15 

Shell marl, with a ferruginous cement 22 

Gnj, tandjr clay 6 

Gray sand 4 

Compact, light bluish gray, plastic clay 3 6 

Lignite 26 

Brown ferrnginous sand 14 

Lignite 3 

Yellow sand, more or less streaked and laminated, cross 

bedded and concretionary 100 

The three and a half foot layer of clay (No. 17051 is of a fine uni- 
I farm texture, willi scarcely any grit between the teeth. It is quite free 
i concretions. It is gray in color, but is stained yellowish and 
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brownish by iron and carbon. It slaked readily and took 30.8 
per cent of tempering water for its maximum plasticity, which 
was good. The air shrinkage was 6.9 per cent, the tensile strength 
116 pounds, and the clay dried without checking at all. Its be- 
havior is shown in the following table: 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


4.7 per ct. 


6.0 per ct. 


9.9 per ct. 


cracked and 
badly warped 


Color 


light red 


red 


red to brown 




Absorption 


11.1 per ct. 


7.2 per ct. 


0.5 per ct. 





The clay was incipiently fused at cone 07, vitrified at cone 03, 
and became viscous at cone 3. The bricklets were strong, but 
they were checked a little. The fire shrinkage of this clay is too 
great to permit its being used alone. 

A clay (No. 1701) from the same horizon about a mile south of 
the river showed similar properties, but contains a few small fer- 
ruginous segregations which probably contain a little sulphur, since 
when the clay is burned above cone 03 it is bloated a little and 
shows a black, porous core. It took 27.02 per cent of tempering 
water, developing a good plasticity. The air shrinkage was 6.3 
per cent and the tensile strength 200 pounds. The results of the 
burning tests were : 

Cone Cone Cone Cone 

010 03 01 2 

Fire shrinkage 3.0 per ct. 3.7 per ct. 7.5 per ct. failed by warping 

Color light red red dark brown green brown 

Absorption 11.5 per ct. 8.4 per ct. 0.6 per ct. 

Incipient fusion took place at cone 06, vitrification at cone 03, and 
viscosity at cone 4. The bricklets burned to cone 03 and above 
were warped, the others were strong and all right. This clay can 
be grogged and used at low temperatures for red brick, and pos- 
sibly common low grade red earthenware. 

Further south around Leipzig and Antelope creek are many 
outcrops of coal about on the level of the creek. In general the 
overlying clay is very impure and sandy. 

Following up the Heart river valley from the bridge south of 
Glen Ullin, the bluffs are composed almost entirely of sand. About 
75 feet above the water level there is a coal and clay horizon 
about fifteen feet in thickness. The clay is light gray and sandy. 
South of Richardton, the following section is exposed : 
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Feet. Inches. 
Sand and sandstone, nearly all ferruginous, also con- 
cretionary 80 

Lignite, contains a couple of sandy partings 3 6 

Impure ferruginous sandy clay 1 

Fine gray sand 5 

Carbonaceous, ferruginous, shaly clay, somewhat sandy 14 

Fine, gray sand 10 

Lignite 1 

Impure carbonaceous clay 4 

Fine, gray sand, more or less carbonaceous, ferruginous and 

clayey 25 

Lignite C 

Sand, with small lenses of lignite 30 

Associated with the thin lignite seams is more or less clay a few 
inches thick, but it is all sandy and ferruginous. 

As along the Heart river, so along the Cannon Ball, coal and its 
associated clavs are found. At Mott, a cut bank of the river shows 
mostly sand, but there are a couple of thin lignite seams, about two 
or three inches thick, separated by four feet of clay and ten feet 
of sand.' Clay No. 1501 is compact, and has a fairly fine, uniform 
body, but contains carbonaceous and ferruginous particles which 
are sandy. The clay is of a light bluish-gray color, stained buff on 
the surfaces with ferric oxide. 

With 26.5 per cent of water the clay can be tempered to a good 
plasticity. The air shrinkage was 5.1 per cent and the tensile 
strength 110 pounds. The clay checked a little on drying. The 
burning tests gave the results following: 

Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkage 0.9 per ct. 0.9 per ct. 6.7 per ct. warped and swelled 

very badly 
Color light red light red red dark green enamel 

Absorption 18.8 per ct. 18.9 per ct. 5.4 per ct. 

The bricklets, except the one burned to cone 1 were strong and 
were not injured by checking or bloating during the burning. The 
clay was fused incipiently at cone 02 ; it was vitrified at cone 1 and 
became viscous at cone 2. 

An analysis of this clay shows it to have the following composi- 
tion : 

Per Cent. 

Silica 57.94 

Alumina 17.46 

Ferric oxide 4.58 

Lime 4.14 



NORTH DAKOTA CLAYS 12' 

Magnesia 3.84 

Loss on ignition 7 . 69 



95.65 
This clay would not. if used alone, be satisfactory for vitrified 
brick. It might, however, be used for such a purpose if care- 
fully mixed with other clay of the right character. It could be 
used for red building brick and as a grog to produce with a lighter 
body a mottled pressed brick. 

Along the North Fork of the Cannon Ball river most of the 
banks are sandv. Some twenty-five miles above Mott, at Clark's 
ranch, seven feet of coal outcrop and is overlain by three feet of 
clay which is of a fine texture, but lean. 

At New England no clay or coal outcrops in the banks of the 
river nor for a couple of miles west, but about a mile north of the 
post office, in a pit on the side of a small hill, is exposed some four 
or five feet of sand overlying a yellow, sandy clay. The texture 
of the clay (No.. 501) is quite fine and uniform. It contains con- 
siderable iron and carbonaceous material, but seems quite free from 
lime. It slaked easily, and with 25.0 per cefit of water was mod- 
erately plastic. The air shrinkage was 2.9 per cent and the ten- 
sile strength 167 pounds. The clay dried without cracking. The 
results of the burning tests are shown in the following table: 





Cone 


Cone 


Cone 




05 


03 


1 


Fire shrinkage 


3.6 per cent 


7.8 per cent 


8. 3 per cent 


Color 


light red 


greenish brown 


brownish green 


Absorption 


18.2 per cent 


1.3 per cent 


3.5 per cent 



The bricklets were strong, but cracked a little in burning. The 
clay was incipiently fused at cone 01, vitrified at cone 1, and vis- 
cous at cone 6. This clay would make an excellent common brick, 
preferably by the wet mud process, but the fire shrinkage is prob- 
ably too high for it to be burned dense enough for a paving brick. 

A little further north, two miles from the river, is a small coal 
mine, the lignite being mined for local use. Overlying the six- 
foot seam is about two feet of bluish-gray clay (No. 6()2), the rest 
of the overburden being sand. The clay is of a medium fine texture 
with some sandy patches. Gypsum occurs in the clay, as well as 
carbonate of lime. It slaked easily and required 35.5 per cent of 
water to temper it to its maximum plasticity, which was good. The 
air shrinkage was 9.3 per cent, the tensile strength 124 pounds, and 
the clay checked badly on drying. Although it did not become 



128 NORTH DAKarA CLAYS 

vitrified until cone 5, it cracked very badly when burned even to 
cone 010. This is probably due to the large amount of limestone 
and gypsum. This clay is of no value. 

About fifteen miles east of New England, just north of Black 
Butte on section 36, T. 136, R. 95, is a small coal mine. The five 
or six feet of coal is overlain by two feet of clay (No. 2201), and 
that in turn by ten feet of sand. The clay is strong and compact, 
of a bluish-gray color, with laminations of lighter and darker col- 
ored material. It is fine-grained and with very little grittiness. It 
contains a little mica, is somewhat ferruginous, but low in lime. 
An analysis shows the following composition: 

Per cent. 
Silica 57.12 

Alumina 19.24 

Iron 4.98 

Lime 2.26 

Magnesia 3.00 

Loss on ignition 8.19 

94.19 
The clay required 38.0 per cent of tempering water and the result- 
ing plasticity was good. The air shrinkage was 7.9 per cent and 
the tensile strength 111 pounds. The clay dried practically with- 
out checking. Its behavior in burning is shown in the following 
table : 

Cone Cone Cone Cone 

010 05 01 2 

Fire shrinkag'e 0.8 per ct. 4.0 per ct. 9.4 per ct. failed by swelling* 

a little 
Color red buff red red brown dark brown 

Absorption 16.3 per ct. 13.5 per ct. .27 per ct. 

Incipient fusion took place at cone 05, vitrification at cone 01, and 
viscosity at cone 8. The bricklets were strong, and not checked or 
warped at low temperatures but at cone 01 and above the shrinkage 
is too great, and the clay warped. This clay could be grogged and 
brick and earthenware manufactured which could probably be burn- 
ed quite dense. 

Similar layers of clay occur with the coal seams in the neigh- 
borhood, some of the wells exposing it only a few feet from the 
surface. 

West from New England the general elevation of the country 
rises, and the coal-bearing beds are not again exposed until the 
divide has been crossed and the creeks emptying into the Little 
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Missouri reached. In the cut banks of these streams much lig- 
nite is found, some seams being very thick, and considerable clay 
is associated with the coal. 

At Russeirs ranch on Sand creek, five miles down stream from 
the post office of that name, the thickest coal seam in the state, 
thirty-three feet, outcrops in the cut bank of the creek. The fol- 
lowing section is exposed: Peet. inches. 
Sand, and some gravel, consolidated to a soft sandstone. .. . 35 

Blue clay (No. 201) 2 6 

Impure, clayey limonite 

Blue clay, contains more or less iron in concretions 9 G 

A lighter bluish gray clay, somewhat carbonaceous (No.2<>r)) 4 

Dark blue carbonaceous clay 1 

Lignite 3 6 

Light bluish gray clay (No. 208) 3 (> 

Lignite ' 33 

Three samples of the clay from this section were tested, one 
from the upper two and one-half foot seam of blue clay (No. 201), 
another from the four foot seam of lighter clay (Xo. 205), and an- 
other from the seam between the coal (No. 208). Sample No. 201 
is fine uniform clay, the grittiness being but slight. It is soft and 
structureless and is easily slaked. It took 23.4 per cent of water 
to temper it to its best plasticity, which w^as very good. It shrank 
2.3 per cent in drying and had a tensile strength of 203 pounds. 
It showed a slight tendency to check on drying. The results of 
the burning tests were as follows : 

Cone Cone Cone Cone 

05 03 01 3 

Fire shrinkage 2.0 per ct. 1.2 per ct. 2.0 per ct. H.l per ct. 

Color light bufif li^rht buff buff to green light green 

Absorption 26.4 per ct. 25.2 per ct. ?3.4perct. 

The bricklets did not shrink much at first when burned at com- 
paratively low temperatures but checked considerably, probably due 
to the lime present. The clay was incipiently fused at cone 2, vit- 
rified at cone 4 and became viscous at cone 6. It would not be 
good for much except common brick and is not particularly good 
for that. 

Clay No. 205 is of a fine uniform grain, similar to the above. 
It slaked very easily and was very plastic with 22.3 per cent of 
water. The air shrinkage was 3.6 per cent and the tensile strength 
221 pounds: The clay dried without checking. An efflorescence 
of salt was formed on the dried clav. Its behavior in burnin^r wa«. 
as follows : 
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Cone Cone Cone 

010 05 03 

Fire shrinkage 2.1 percent 4.3 per cent failed by warping- 

Color light buff buff olive green 

Absorption 17.3 per cent 11.6 per cent 

The bricklets burned to cone 010 and 05 were quite strong and 
not cracked. The clav could not be burned dense as it became 
viscous too rapidly. Incipient fusion occurs at cone 01, vitrification* 
at cone 2 and viscosity at cone 3. This clay is not suited for any 
purpose except a common brick, and is not well adapted for that. 

The clay (Xo. 208) from between the coal seams is very fine 
and smooth, with a little carbonaceous material scattered through 
it, and somewhat stained with iron. It did not slake so readilv as 
did the coarse overlying clays. It also required more tempering 
water, 34.2 per cent, but the plasticity was very good. The air 
shrinkage was 5.0 per cent and the tensile strength 112 pounds. 
The clay checked a very little on drying. It burned as follows: 

Cone 

9.0 perct. 

red 
5.7 per ct. 

The clay was incipiently fused at cone 05, vitrified at cone 3, and 
was not viscous until cone 8. The bricklets were strong. Those 
burned to cone 03 or higher were warped, due to the high shrink- 
age. This clay would have to be grogged to be used, and then 
could be employed for brick and red earthenware, and could pos- 
sibly be vitrified. 

The Laramie clays are thus seen to have a wide extent. They 
are, however, not of great economic importance. The great major- 
ity of them are sandy and of no value. Those which are plastic 
enough to be used usually have a high air shrinkage, and even 
in the manufacture of common stiff-mud brick trouble is experienced 
by checking. Some have a low shrinkage and are plastic enough 
to be worked by the stiff-mud process for the manufacture of brick 
and common red unglazed earthenware. In the majority of the 
clays, which are all of low fusibility, and especially in the sandy, 
calcareous ones, the points of incipient fusion and viscosity are 
too near together to allow any ware made from them to be vitri- 
fied. Those clays in which these points are separated are all of very 
high fire shrinkage. Possibly by properly mixing these latter clays 
with more sandy ones, or with some other kind of grog, a material 





Cone 




010 


Fire shrinkage 


3.6 perct. 


Color 


red 


Absorption 


U.2 perct. 



Cone 


Cone 


03 


3 


10.1 per ct. 


12.0 per ct. 


red brown 


dark brown 


4.2 per ct. 


0.47 per ct. 
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could be composed which would have sufficient plasticity to be 
molded, and low enough shrinkage so that it could be dried without 
checking, and burned dense without failure. All the full sized ex- 
periments with vitrified wares carried on with these clays have been 
so far either failures or only partial successes. 



CHAPTER VIII. 
TERTIARY CLAYS. 

The beds of clay and sand overlying the Laramie have already 
been briefly discussed. Over an area lying between the meridians 
passing through Hebron and Belfield and the 8th and 12th standard 
parallels, roughly fifty miles east and west by ninety miles north and 
south, these strata outcrop in nearly all the high elevations or those 
over 2,450 feet above sea level. This elevation is reached only in 
the buttes and divides. All the higher buttes are capped by sand- 
stone which reaches a maximum thickness of about 400 feet in the 
Killdeer Mountains. This sandstone is cemented by calcslreous or 
ferruginous material. It is for the most part soft and unconsoli- 
dated and is only protected from rapid erosion by the overlying 
layers of firm sandstone. Practically no clays are found in this hor- 
izon and they are confined to the one below. 

This w^hite clay horizon is from 50 to 150 feet thick and lies 
between 2,450 and 2,G00 feet above sea level. The probable dis- 
tribution of these clays is roughly shown on the accompanying 
map. They are not so abundant south of the railroad as they are to 
the north, the general elevation of the country being lower. In the 
vicinity of the Killdeer Mountains they underlie a very lar.2:e terri- 
tory, but are not so thick or so pure as they are further south. They 
reach their maximum thickness in the neighborhood of Dickinson 
and Gladstone, though north of Hebron they become quite thick. 
In both these localities we find very pure plastic clays from 10 to 
20 feet in thickness overlying sandy clays, high in silica, which are 
fairly plastic and are good fire clays, and attain a thickness of from 
30 to 50 feet. 

These clays, especially the white sandy fire clays found below the 
plastic clays are, as a rule, remarkably uniform, considering the 
large area over which they were deposited. The other clays vary 
considerably in their physical properties, but are very generally low 
in lime, and other fluxing constituents and are of a refractory 
nature, except those in the southwestern part of the area. They 
usually buru w^hite, gray, or buff", though some are high in iron and 
burn to a brown color. They are compact, massive, and usually 
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In describing these clays those at present available, near the 
Northern Pacific railroad will be first discussed, followed by an 
account of those to the north and south of the track. 

Clays Near the Northern Pacific Railroad. — The most eastern lo- 
cality for these high grade clays is in the buttes north of Hebron. 
Further in this direction the general elevation of the country has 
been so reduced by erosion that even if they had ever existed there, 
they have been long since removed. Hebron itself has an eleva- 
tion of 2,160 feet above sea level. About 300 feet above the town, 
on section 11, T. 14, R. 90, is a fine exposure of these clays, which 
are here mined by the Hebron Pressed and Fire Brick Company. 

The following section is shown : 

Feet. Inches. 

Sand with carbonaceous clayey layers 10 

Impure limonite 2 

Impure, dark gray or blue, cr.rbonaceous and femtgincus, 

shaly clay (No. 2001) 4 

Impure, ferruginous, sandy clay (Nos. 2902-3) 10 

Gray to almost black, carbonaceous clay, more cr less 

spotted 5 6 

A light gray, sandy clay, stained but little with iron, most 
plastic near the top, grows more lean and s?.ndy 
downwards (Nos. 2904-8) 50 

Below this, exposed in a well, there is said to be twenty feet 
of the sandy clav similar to that above. 

In the bottom part of the fifty feet of sandy clay there is a lens 

of impurer clay (No. 2909) similar in texture to the surrounding 

• clay, but richer in carbon and iron. This lens is thirty feet long 

by fixQ feet high in the center. A lens of lignite which reached 

a thickness of four feet was found at the west end of the pits. 

A sample from the upper four- foot, impure clay seam (No. 2901) 
had a fairly fine-grained clay body w-ith a good deal of grit. It 
showed many carbonaceous (fossiliferous) and ferruginous layers 
and partings. It was bluish gray in color, w-ith many of the surfaces 
brown or red. It slaked fairly easily and required 27.1 per cent 
of water to temper it to its best plasticity, which w^as good, but 
sticky. The air shrinkage was 5.G per cent and the tensile strength 
1T5 pounds. The clay showed a tendency to check a little on dry- 
ing. It burned as follows: 

Cone Cone Cone 

010 05 01 

Fire shrinkage 0.3 per cent 3.7 per cent 8.3 per ct. 

Color light red red dark brown 

Absorption 17.0 per cent 10.5 per cent 0.4 per ct. 
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The clay was incipiently fused at cone 03, vitrified at cone 2, 
and viscous at cone 7. The bricklets were very strong, and the 
one burned to cone 01 very dense. This latter cracked a little due 
to excessive fire shrinkage. The clay cannot be heated too quickly, 
else it will blister. This makes a good material for mixture with 
the refractory clays below to increase their plasticity, bonding power 
and density of burning at low temperatures. By proper mixing, this 
clay could probably be used for paving brick and other vitrified 
common wares. 

Sample Xo. 2903 was also tested. This is a dark, carbonaceous 
clay, finer grained and with less sand than the clay above. It re- 
quired 29.0 per cent of tempering water and became plastic, mould- 
ing easily, but it did not adhere well. It had an air shrinkage 
of oA per cent, but cracked on drying so that its tensile strength 
was difficult to determine, the best value being 47 pounds. 

Its behavior in burning was as follows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 2.8 per ct. 3.2 per ct. 6.3 per ct. 8.0 per ct. 9.2 per ct. 

Color cream white cream white yellow gray gray 

Absorption 0.8 per ct. 0.7 per ct. 

The clay was incipiently fused at cone 1, vitrified at cone 11, 
and rendered viscous at cone 24. The bricklets were strong, and 
those burned to cone 01 or less, were not checked by burning. Those 
burned at higher temperatures were, however, quite badly cracked. 
The clav is much more refractorv than the one above. To be used 
it would have to be mixed with another clay of less shrinkage. 

Two samples from the sandy clay were tested, one near the top 
(Xo. 2905). and the other near the bottom (Xo. 2908), of the 
fifty feet. The upper sample showed a fine clay body with con- 
siderable fine, pure sand. It was more or less spotted with car- 
bonaceous material and stained a little with iron. It slaked very 
easily and required but 20.6 per cent of water to develop its best 
plasticity, which was good. The air shrinkage was 3.8 per cent, 
the tensile strength 122 pounds, and the clay did not check on dry- 
in>'. 

The results of the burning test were : 

Cone Cone Cone Cone Cone 

05 03 01 5 • 10 

Fire shrinkage 0.0 per ct. 0.8 per ct. 1.0 per ct. 2.9 per ct. 5.8 per ct. 

Color cream buff light buff light buff light gray 

Absorption 15.9 per ct. 10.6 per ct. 1.8 per ct. 
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Incipient fusion occurred at cone 8, vitrification at cone 15, but 
the clay cone did not become viscous at cone 25, although the 
edges were rounded. The bricklets were strong and did not crack 
on burning. At cone 15 the clay burned to a dense grayish white 
body. 

An analysis of this sample gave the following results : 

Per Cent. 

Silica 73.90 

Alumina 16.49 

Ferric oxide 1 .25 

Lime 0.29 

Magnesia 0.46 

Soda 0.22 

Potash 1.20 

Water and other volatile matter 5.52 



99.33 



The sample from the lower part of the deposit resembled strongly 
the one taken above. It contained more of the very fine-grained, 
pure quartz sand and also a little mica. With 18.4 per cent of 
water it was tempered to its maximum plasticity, which was noi 
quite so good as that of the clay above. The air shrinkage was 
'3.3 per cent, the tensile strength 157 pounds, and the clay did not 
check during drying. 

Its burning tests were: 
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Cone 


Cone 


Cone 
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01 
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10 


Fire .shrinkage 


0.3 per ct. 


0.5 per ct. 


1.8 per ct. 


5.2 per ct. 


Color 


cream 


yeUow 


cream 


light gray 


Absorption 




15.4 per ct. 


11.5 per ct. 


1.9 per ct. 



Incipient fusion took place at cone 9, vitrification at cone 15, and 
viscosity at some temperature not far above cone 25. The bricklet to 
cone 10 was warped and swelled a trifle, the others were good and 
quite strong. The clay is thus very much like the sample from 
the upper part of the deposit. 

This 50-foot bed of clay is used at present for fire and pressed 
brick. It is fairly refractory, the bricks made from it probably not 
fusing until a temperature is reached considerably over 3000 degrees 
F. It is also suitable for stoneware and white earthenware 
some having been made from it at the plant. For dense and vitri- 
fied wares such as stoneware it would have to be mixed with clays 
of lower fusibilitv. 
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The lens of impure clay (No. 2909) is not essentially different in 
its properties, altliough it fuses a little easier. It is more sandy than 
the others and took but 17.6 per cent, of tempering water. The re- 
sulting plasticity was but moderate. The air shrinkage was only 2.2 
per cent, and the clay ^ied without checking. 

The burning tests were as follows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 0.0 per ct. 0.4 per ct, 0.7 per ct. 1.4 per ct. 5.8 per ct. 

Color ligbt pink buff buff cream light gray 

Absorption 15.2perct. 16.1 per ct. 12.9 per ct. 1.9 per ct. 

It was incipiently fused at cone 8, vitrified at cone 13, and ren- 
dered viscous at cone 22, fusing to a smooth, gray white, enameled 
surface. No trouble was experienced in burning the bricklets, and 
they were strong and very satisfactory. It is not quite so refractory, 
but otherwise would' have the same uses as the surrounding clay. 

This clay is traceable a few miles north, east andi west, but no- 
where else in the neighborhood is it as thick. About three miles 
north and east of the Hebron Brick Company's deposit there is ex- 
posed, in the buttes and breaks at the head of Elm creek, the follow- 
ing section : 

Feet. 

Sand 10 

Impure, rather sandy clay 8 

Light to dark gray, laminated, sandy clay, much like Hebron sandy 

clay, but darker in color and more sandy 3 

Impure, carbonaceous, sandy clay 5 

Sand and clay, with a couple of thin, impure lignitic scams 8 

White, sandy clay, stained a little yellowish with iron, much like 

Hebron clay 2^ 

Unexposed to creek bottom, some impure sand and clay, ferruginous 

or carbonaceous 100 

Two or three miles east of the above section the buttes are mainlv 
sand or impure clay, and coal in very thin seams. Near the tops of 
the buttes 10 to 15 feet of a cream white, pure, sandy clay outcrop 
and represent the horizon of the white, sandy, fire clays. Only a 
couple of miles further east, in the broad valley of Elm creek, the 
clay seems to disappear. The elevation of the country east of there 
is probably below that of the clay horizon. 

A sample (No. 3104) taken near the above mentioned deposit is 
a light grayish white clay, spotted with red or brownish iron stains, 
of a very fine texture and with considerable sand. This slakes verv 
easily. It took 19.7 per cent, of tempering water and its plasticity 
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was very good. The air shrinkage was 5.9 per cent., the tensile 
strength 82 pounds, but the clay did not check on drying. 
On burning its behavior was as follows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 1.3 per ct. 1.5 per ct. 2.3 per ct. 6.4 per ct. 4.2 per ct. 
Color buff light buff light buff gray mottled gray 

and brown 
Absorption 11.6 per ct. 8.9 per ct. 0.5 per ct. 0.5 per ct. 

The clay fused incipiently at cone 1, vitrified at cone 8 and was vis- 
cous at cone 21. The bricklets were all strong and those burned at 
cone 01 or under were not cracked. The one burned to cone 5 was 
cracked a little, and the one to cone 10 was cracked badlv. 

The mottled color to which this clay burns would, of course, bar 
it for use as white earthenware, neither is it a fire clay. It would 
make excellent brick, the mottled appearance of the burned brick 
being to its advantage. Qieap stoneware and vitrified products also 
probably could be made from it. 

Due north of the Hebron Brick Company's pits the sandy fire clay 
outcrops for about two miles. It is usually found underlying a thick 
layer of sand and an impure carbonaceous clay. The fire clay is 
about 15 to 50 feet thick two miles north of the pits and dies out 
rapidly to the east and north. A sample of this clay, which is sandy 
and lean, required but 15.3 per cent, of tempering water. The air 
shrinkage was 1.3 per cent, and the tensile strength 60 pounds. The 
clay, of course, dried without cracking. The results of the burning 
tests were : 
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0.7 per ct. 

buff 
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0.3 per ct. 
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13.9 per ct. 


2.0 per ct. 
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Tlie clay was incipiently fused at cone 21, the color being pure 
white, and vitrified at cone 24, viscosity taking place at some tem- 
perature higher than 3,000 degrees F. 

The bricklets were fairly strong and no trouble was experienced 
in burning them. This clay is a good fire clay, but is too lean to be 
used alone except for fire brick and fire clay shapes, manufactured 
by the soft-mtid process. 

To the westward the continuation of the clay horizon is seen for 
several miles, along both sides of Farmer's valley, about 300 feet 
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above the flat. On the south side of the vallev and about three or 

m 

four miles west and a little north of the town of Hebron this section 
is shown : 

Feet. 

Sand 12 

Bluish gray, sandy clay (Xo. 3001) Oj-i 

White, sandy clay (No. 3002) 5 

Grayish blue, carbonaceous, sandy clay (No. 3tX>3) 2l j 

Bluish gray, carbonaceous, shaly clay (No. 3004) 8 

Dark blue to black, carbonaceous, shaly clay (No. 3005) 3 

Thin coal seams and impure clay and sand .5 

Dark blue to black, carbonaceous, shaly clay 15 

Sample Xo. 3001 is a very compact, structureless clay, the brvdy 
being fairly fine, but the clay contains much sand, which is fine and 
quite pure silica: mica, carbonaceous, and ferruginous particles are 
present to a slight extent. The test piece slaked in two hours. With 
22.0 per cent, of tempering water the clay developed a good plas- 
ticitv. although it did not adhere very well. It had an air shrinkage 
of 7.3 per cent, a tensile strength of only 70 pounds, and checked 
somewhat on drying. The results of the burning tests were as fol- 
lows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkag^e 1.0 per ct. 1.9 per ct. 2.4 per ct. 4.8 per ct. 4.4 per ct. 

Color light pink light yellow yellow cream white cream white 

Absorption 13.4 per ct. 3.8 per ct. 3.9 per ct. 

The clay was incipiently fused at cone 5, but not vitrified until 
cone 14, when it gave a dense, light gray, body. \'iscosity took 
place at cone 24. The bricklets were strong and did not check any 
further on burning. 

Care would have to be taken in drying this clay, and probably it 
could not be used alone for the manufacture of stoneware or earth- 
enware. It might be used by the dry-press process for the manu- 
facture of brick, but would give a stronger brick by the plastic 
process. 

Sample Xo. 3002 was a compact and massive clay, somewhat lam- 
inated in color and texture. The color is a cream white, stained 
reddish and brown by ferruginous and carbonaceous material. Tlie 
material has a very fine, smooth, white clay body, but contains much 
fine sand. The clay is prepared very easily. The plasticity was 
good with 25. G per cent, of tempering water. The air shrinkage 
was 7.0 per cent., the tensile strength KXj pounds, and the clay dried 
without checking. Its behavior in burning is shown below : 
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Cone Cone Cone Cone 

05 03 5 10 

Fire shrinkage 0.7 per ct. 2.7 per ct. 7.5 per ct. 7.0 per ct. 

Color buff -buff gray gray 

Absorption 14.0 per ct. 1.4 per ct. 0.3 per ct. 

The bricklets were strong and dense and were good except the 
one to cx>ne 10, which cracked a little. Incipient fusion took place 
at cone 2, vitrification at 11, and viscosity at 20. The clay fusibility 
cones when heated above cone 15 were mottled, gray and dark 
brown. This clay is not suitable for white ware, but the cheaper 
grades of stoneware could be manufactured from it. It could also 
be used for pressed brick and terra cotta, and possibly vitrified 
wares, such as paving brick. 

No. 3004 was also tested. This is a compact shaly clay which has 
hardened somewhat. It contains considerable grit but the clay body 
is fine. It also has many carbonaceous and some ferruginous part- 
ings and patches. It slaked in an hour and a half. It worked up to 
a good plasticity, although rather sticky, with 26.2 per cent, of water. 
The air shrinkage was 6.1 per cent, and the tensile strength 103 
pounds. It showed a tendency to check a little on drying. Its burn- 
ing tests were as follows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 1.7 per ct. 2.3 per ct. 4.8 per ct. 8.4 per ct. failed by 

swelling 

Color cream cream white cream white light gray grayish white 

Absorption 14.9 per ct. 9.9 per ct. 0.6 per ct. 

The clay, was incipiently fused at cone 1, vitrified at cone 6, and 
rendered viscous at cone 18. The bricklets were strong, but checked 
a little during burning. 

This clay would have to be used at low temperatures, below 2300 
degrees F. It could doubtless be employed for light colored 
brick and if the shrinkage was held up by fine grogging or mixing 
with other clays, for cheap grades of unglazed earthenware. 

The bottom clay in this section appears to be similar to the last 

day described. 

Clays are reported near Antelope, to the east and south of the 

pMck. Young Man's butte, between Antelope and Richardton, rises 

Hie clay horizon and is capped by calcareous sandstone. No 

days were seen outcropping in the butte or in the immediate 

I, but the exposures were not good and clay may occur 
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From Taylor to Dickinson, north of the railroad, occurs a more 
or less continuous series of clay outcrops. The only important break 
is at Gladstone, where the Green river cuts through this divide be- 
tween the Heart and Knife river drainages. West of Gladstone the 
clay outcrops in the high divide between the Heart and Green rivers. 
South of the track but little clay is exposed except along the Heart 
river southeast of Gladstone, in the high buttes bordering the valley. 

Northeast of Taylor about a mile and a half, in the hills on the 
edge of the deep valley to the north, this section is shown : 

Feet. 

Sand (Nos. 3301-2) 10 

White, somewhat sandy clay G 

Sand 3 

Hard sandstone 2 

White, sandy, calcareous clay (No. 3303) 3 

Hard sandy layer, forms cap of projecting ridges 2 

Fine, white, sandy clay (No. 3304) 4 

Ferruginous sand 10 

Hard sandy clay, capping projecting layers .^. 2 

White, fine, sandy cla>^, contains a little lime (No. 3305) 6 

Sand or unexposed 60 

The sandy clay layers are practically one, the ferruginous ^sandv 
layers and the hard layers being only dcA^Ioped locally. These 
hard sandy clays are quite common and are probably formed by 
exposure to the weather, f he clay becomes baked, and the grains 
are cemented together with lime or secondary silica. 

Sample No. 3302 is a compact clay with a pure white, fine clay 
body, with considerable fine sand and a few small iron segrega- 
tions, staining the clay red. It is soft and slakes" very easily. With 
26.7 per cent, of water it was tempered to its best plasticity, which 
was only moderate. The air shrinkage was 5.9 per cent., the tensile 
strength 133 pounds, and there was no sign of checking on drying. 
It burned as follows : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 2.2 per ct. 2.4 per ct. 3.3 per ct. 6.5 per ct. 6.9perct. 

Color buff cream cream gray light gray 

Absorption 13.6 per ct. 12.0 per ct. 5.7 per ct. 2.2 per ct. 

The clay was fused incipiently at cone 4, vitrified at cone 12, and 
viscous at 21. The bricklets were strong, and although the one to 
cone 10 was cracked a very little, the others were not checked at all. 
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The clay of No. 3304 is compact, the clay body being extremely 
fine. Some fine sand is present and more or less carbonaceous ma- 
terial. An analysis shows it to have the following composition : 

Fcr Cent. 

Silica 65.46 

Alumina 20.97 

Ferric oxicli.' 1.83 

Lime 0.23 

Magnesia 1 . 14 

Soda. .'. 0.72 

Potash 1.38 

Volatile matter 6.79 



98.52 



The clay slaked almost immediately, and -was tempered to a good 
plasticity w^ith 27.9 per cent, of water. It has an air shrinkage of 
5.2 per cent., a tensile strength of 91 pound's, and showed but very 
little tendency to check. Its behavior in burning is shown below : 

Cone Cone Cone Cone Cone 

05 03 01 5 10 

Fire shrinkage 1.8 per ct. 2.4perct. 2.4'per ct. 8.2perct 8.3perct. 

Color cream cream cream white cream light gray 

Absorption -17. 2 per ct. 4.7 per ct 1.1 per ct. 

It is incipiently fused at cone 4 and vitrified at cone 15, giving an 
almost white, dense body. It is not made viscous until a tempera- 
ture some over cone 25 has been reached. 

It is probable that these clays could be used for stoneware, such 
as jars, jugs, sewer pipe, etc., and low grade cream colored earthen- 
ware. The second is not sufficiently refractory to be considered a 
good fire clay, as will appear from an examination of the chemical 
analysis and the fusion tests, which agree. 

West of Taylor these same clays are seen north of the track. One 
outcrop about one and a quarter miles west shows the following 
section : 

Feet. 

Hardened clay 1 

White sandy clay, similar to No. 3304 above, but is coarser and 

contains more sand. The upper part is more plastic and firmer. . 10 

Ferruginous sand 5 

About two miles northeast of Gladstone the following section is 
exposed : 
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Feet. 

Hardened clay Yi 

White, very fine, smooth, pure clay, sandy and impure near the top, 

(No. 3501) • 3 

White clay, somewhat sandy, otherwise very pure, (No. 3502) 3 

Impure, ferruginous, sandy clay 2 

White, sandy clay 8 

Ferruginous sand 4 

About 15 feet higher and 200 yards to the west of the above out- 
crop is exposed three or four feet of clay similar to No. 3502. These 
clays lie some 125 feet above the town of Gladstone, at an elevation 
of 2480 feet above sea level. 

A sample from No. 3502 was tested. It is a strong, compact, 
somewhat shaly clay. The body is a very fine, smooth, pure white 
clay, mixed with a good deal of fine silica. An analysis shows the 
following composition : 

Per Cent. 

Silica 05 . 64 

Alumina 22 . 74 

Ferric oxide : 1 . 60 

Lime 0.20 

Magnesia 0.61 

Soda 1.70 

Potash 1.46 

Volatile * 6.15 

It slaked almost immediately, and wMth 2G.7 per cent, of water 
developed a good plasticity. The air shrinkage was 5.0 per cent., 
the tensile strength 80 pounds, and it dried without cracking. It 
burned as follows : 

Cone Cone Cone Cone 

05 01 5 10 

Fire shrinkage 0,8 per ct. 3.3 per ct. 6.9 per ct. 8.9 per ct. 

Color pinkish white cream white cream white gray white 

Absorption 14.1 per ct. 6.1 per ct. 1.8 per ct. 

The bricklets wxre strong and showed but little tendency to crack 
in burning. The clay fused incipiently at cone 3 and vitrified at 
cone 10, giving a very dense creamy w^hite 'body without cracks. It 
was not made viscous at cone 25. Such a clav is useful for stone- 
ware and brick. 

These clays were found to extend north along the divide east of 
the Green river for several miles. Eight to ten miles northeast of 
Gladstone on the northeastern side of the divide, the badlands at 
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the headwaters of Deep creek exhibit from 40 to 60 feet of these 
same clays, mostly sandy and high in silica, but some are quite pure. 
These badlands are called "The Fairy Dells/' and quite appropri- 
ately, the dark green evergreens lining the bottom standing out in 
strong contrast against the blinding whiteness of the sandy clay 
banks. (See Plate I.) 

A cliff on section 25, T. 141, R. 95, exposes the following: 

Feet Inches. 

Yellow ferruginous sand 10 

Light yellowish gray, fine-grained clay, contains consider- 
able ferruginous and carbonaceous material, and is also 

calcareous, (No. 2601) 10 

Lignite 2 

Dark, carbonaceous, impure clay, grows lighter downward. . 1 6 

Dark, carbonaceous, sandy clay, lighter colored than above. . 1 

Yellowish white, somewhat sandy clay, (No. 2602) 3 

Buff clay, very smooth, and with but little sand, stained 

yellow and reddish with iron, (No. 2603) 2 

White clay, (No. 2604) 3 

White, sandy clay, very pure, (No. 2605-6) 5 

Light grayish clay, like overlying strata, (No. 2607) 1 6 

White, sandy clay of great uniformity, except for an occa- 
sional thin layer stained with iron, (No. 2608-9) 25 to 30 

No. 2602 is a very fine white clay, compact and structureless, in 
which there is, however, more or less sandy material. The sand is 
composed of fine quartz grains, and the clay is quite free from fer- 
ruginous or carbonaceous material. It slaked very easily, and with 
25.5 per cent, of tempering water the clay was brought to a good 
plasticity. The air shrinkage w^as 5.4 per cent., the tensile strengUi 
70 pounds, and the clay dried without checking. It burned as fol- 
lows: 

• 

Cone Cone Cone Cone 

05 15 10 

Fire shrinkage • 2.3 per ct. 6.9 per ct. 9.3 per ct. 7.2 per ct. 

Color cream light buflF gray gray white 

Absorption 0.4 per ct. 0.9 per ct 

The bricklets were very strong and dense. The one burned to 
cone 5 was cracked a very little, and the one to cone 10 warped and 
swelled a trifle. Incipient fusion occurred at cone 1 and vitrifica- 
tion at cone 9, but the clav did not become viscous until cone 24, 

The clay of No. 2604 is compact and structureless with very little 
grittiness and is mostly a very fine, smooth, white clay. It took 25.7 
per cent, of water to temper it to its best plasticity, which was very 
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good. The air shrinkage was 5.0 per cent, and the tensile strength 
104 pounds. The clay did not crack on drying. Its behavior when 
burned is shown below : 

Cone Cone Cone Cone 

05 1.0 5 10 

Fire shrinkage 1.8 per ct. 3.8 per ct. 6.5 per ct. 6.9 per ct. 

Color white white cream white 

Absorption 5.8 per ct. 0.6 per ct. 

The clay w^as fused incipiently at cone 5 and vitrified at cone 10, 
but did not become viscous until cone 24, fusing to a white enamel. 
The burned clay was strong and little trouble was experienced in 
burning, due to checking. A clay of this character could be used 
for pressed or repressed brick, sewer pipe, stoneware, etc. It is 
also an excellent modelling clay. 

The light grayish, sandy clay (No. 2G07) contains a lar^e amount 
of clay material and very fine, pure quartz sand, with a little mica. 
It is quite free Irom iron and is colored with carbon. It has a good 
plasticity when tempered with 23.1 per cent, of water. The air 
shrinkage was 3.5 per cent.,- and the tensile strength 86 pounds. 
The clay dried without checking. The results of the burning tests 
were : 

Cone Cone Cone Cone 

05 1 5 10 

Fire shrinkage 0.8 per ct. 2.3 per ct. 4.4 per ct. 6.8 per ct. 

Color white white cream white 

Absorption 10.6 per ct. 1.5 per ct. 

The clay was incipiently fused at cone 9, at cone 15 was com- 
pletely vitrified and was burned to a pure white, dense body. It 
was not viscous at cone 25. 

The following is an analysis of this clay : 

Per Cent. 

Silica 70.27 

Alumina..; 20.81 

Ferric oxide 0.33 

Lime 0.23 

Magnesia 0.26 

Volatile matter. 6.38 

It is good 'refractory clay, and might also be used for whiteware 
if it could be freed from its sand. 

The white sandy clay (No. 2608) is mostly a fine pure quartz 
sand, the individual grains being covered with a very fine, pure, 
white clay. The composition is as follows : 

Surrey— 10 
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Per Cent. 

Silica 75.65 

Alumina 17 . 85 

Ferric oxide 0.49 

Lime 0.23 

Magnesia 0.18 

Soda trace 

Potash 0.88 

Volatile matter 5.31 

It became moderately plastic with 19.0 per cent, of tempering 
water. The air shrinkage was only 1.5 per cent, and the tensile 
strength but 40 pounds. It dried without cracking. The results of 
the burning tests were : 

Cone Cone Cone Cone 

05 . 1 5 10 

Fire shrinkage 0.3 per ct. 0.0 per ct. 1.3 per ct. 1.8 per ct. 

Color pink white white cream white white 

Absorption 18.05 per ct. 14 5 per ct. 11.6 per ct. 

The bricklets were not strong until burned to cone 5 or 10. This 
clay was not even incipiently fused at cone 25. 

This is an excellent fire clay. It wouM probably have to, be 
worked by the wet-mud process for the best results. A great va- 
riety of fire clay products could be made from it. 

A sample (No. 2610), furnished by Mr. Cryne of Gladstone from 
section 3, T. 140, R. 95, several miles southeast of the out- 
crop just described, is very much like the last two clays de- 
scribed, and is about intermediate between the two in its properties. 
It became more plastic than No. 2608, nearly as much so as No. 
2607, when tempered with 22.8 per cent, of water. It had an air 
shrinkage of 2.9 per cent., a tensile strength of 83 pounds, and 
dried without checking. The results of the burning tests were as 
follows : 

Cone Cone Cowe Cone 

05 1 5 10 

Fire shrinkage 0.2 per ct. 1.8 per ct. 3.0 per ct. 6.8 per ct. 

Color pink white white cream white white 

Absorption 14.5 per ct. 3.7 per ct. 

The bricklets were strong, and were not checked in burning. The 
clay was incipiently fused at cone 12, but was not vitrified at cone 
25. 

This is a low grade fire clay. It could be worked by the stiff-mud 
process. 
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Southeast of Gladstone the buttes on the east side of the Heart 
river valley are caipped with 30 feet or more of white sandy clay, 
which appears to be very similar to the above sample (No. 2607) 

Between Gladstone and Dickinson and north of the railroad are 
many clay outcrops. An exposure on top of one of the buttes about 
six miles from Dickinson, and between two and three miles north 
of the track, exhibits the following section : 

Feet. 

Hard sandy clay 1 

Fine, sandy clay, grading into the beds below, (No. 2401) 2^ * 

Very fine, smooth clay, (Nos. 2402-3-5) 5 

Sandy and ferruginous clay, growing more sandy and impure down- 
wards, (No. 2404) 1 

This clay is not confined to this one butte but outcrops on, the tops 
of neighboring buttes, and doubtless also occurs in the range of 
buttes just to the north and in* the Davis buttes to the northwest. 

No. 2401 is a compact, structureless clay, with a fine clay body, 
but with a good deal of very fine, pure quartz sand and also a little 
mica. It is grayish white in color, and is stained very little widi 
iron. An analysis shows : 

Per Cent. 

'Silica 75.27 

Alumina 17.29 

Ferric oxide 0.83 

Lime 0.46 

Magnesia 0.18 

Soda trace 

Potash 0.32 

Volatile matter. *. 5.75 



\ 



It became very plastic when tempered with 22.1 per cent, of 
water. It shrank on air drying 5.0 per cent, and did not check. 
The tensile strength was 141 pounds. The results of burning were 
as follows: 

Cone Cone Cone Cone 

06 I 5 10 

Fire shrinkage 0.0 per ct. 1.7 per ct. 5.3 per ct. 5.0 per ct. 

Color orange yellow buff yellow and gray 

Absorption 4.7 per ct. 3.4 per ct. 

The bricklets were all strong and did not crack on burning. The 
clay was incipiently fused at cone 7, and vitrified' at cone 16, burn- 
ing to a grayish white, dense body which did not swell or crack. 
It did not become viscous at cone 25. 
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This clay is refractory and useful as a fire clay. It is rather too 
refractory for ordinary' stoneware but on being washed would make 
excellent material for white earthenware and other forms of pot- 
ter>'. 

Three samples from the 5-foot layer were tested ; No. 2402 from 
near the top, No. 2403 near the bottom, and No. 2406, a selected 
sample, from an outcrop 50 feet to the west. The clay is very 
uniform in character. It is compact, structureless, of a fine pure 
clay body, showing little or no grittiness between the teeth. It is 
* grayish white to white in color, the gray cdor being due to carbon. 
Some of the surfaces are somewhat stained by iron, but it appears 
to be very pure. 

Analyses of Nos. 2402 and 2403 show the following composition: 

No. 2402. No. 2403. 

Silica 65.70 65.03 

Alumina 22.07 23.16 

Ferric oxide 1.33 1.00 

Lime 0.23 0.29 

Magnesia 0.26 0.44 

Volatile 6.90 7.21 

The physical tests are shown in the following table : 

No. 2402 No. 2403 No. 2405 

Water required 27.3 per cent 32.3 per cent 35.0 per cent 

Plasticity gTOod good very good 

Air shrinkage 5.6 per cent 6.5 per cent 7.0 per cent 

Tensile strength 151 161 177 

Cone OS- 
Fire shrinkage 1.8 per cent 2.2 per cent 3.3 per cent 
Color orange pink white pink white 

Conk 1— 

Fire shrinkage 6.3 per cent 6.8 per cent ,8.2 per cent 

Color buif cream white cream white 

steel hard steel hard steel hard' 

Cone 5— 

Fire shrinkage 7.7 per cent 8.3 per cent 9.3 per cent 

Color g^^y buif white gray white 

Absorption 0.4 per cent 2.9 per cent 1.2 per cent 

Cone 10— 
Fire shrinkage failed by swelling 8.5 per cent 9.0 per cent 

a little 
Color gray grayish white grayish white 

Absorption 1.0 per cent 0.3 per cent 0.4 per cent 

Incipient fusion Cone 1 Cone 3 Cone 1 

Vitrification Cone 7 Cone 11 Cone 8 

Viscosity Cone 23 Cone 26 Cone 26 
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The bridclets were all strong ; sample No. 2402 shows a tendency 
to swell and warp at high temperatures. The others burned dense 
and white even at very high temperatures, and did not warp or 
crack. 

This clay is. most suitable for stoneware, pressed brick, etc., burn- 
ing dense at low temperatures. The lower part, at least, could also 
be utilized for white earthenware. These clavs are very easily 
worked by the plastic process. 

These clays are representative of the more plastic ones of this 
neighborhood, which extend south of Dickinson and also to the 
north. In the exposure just described the underlying white sandy 
fire clays are not well exhibited but doubtless exist. 

At the clay pits of the Dickinson Pressed and Fire Brick Com- 
pany is shown a very complete section. These pits are situated 
about a mile southwest of Dickinson on sections 8, 9, 16 and 17, in 
a butte which rises about 100 feet above the Heart river, the latter 
flowing by the northern base of the butte. The bluflF of the river 
exposes the following section: 

Feet. Inches. 

Hardened sandy clay 1 6 

White, fine grained, sandy clay, bottom marked by a rusty 

streak 2 or 3 inches thick, (Nos. 101-2-3) 10 

Light grayish or bluish clay, (No. 104) 2 

Grayish blue, carbonaceous clay, is more ferruginous near 

the base, (Nos. 105-6) 5 

Fine grained, yellow, ferruginous sand, grows impure down- 
wards 8 

Impure, sandy clay shale 3 

Yellow sand, with thin lignite layers near the base 34 

Blue clay 8 

Lignite 1 6 

Blue clay 2 

Lignite 4 

Clay, grading into sand 10 

Lignite, poor and sandy, changes into ferruginous sand, and 

also contains some clay partings 3 

Sand, with many impure, ferruginous concretions, partly 

unexposed to creek bottom 30 

The upper part of this section is classed as Tertiary and the 
bottom as Laramie or possibly Fort Union. The dividing line is 
doubtful, but is probably somewhere near the base of the 34-foot 
layer of sand underlying the clays. 

A peculiar feature was noticed here. Underlying the plastic 
clays at the southwest end of the butte is a white, sandy fire clay 
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used for fire brick. The 8-foot layer of ferruginous sand, noted in 
the section above, passes into this pure sandy clay. The change is 
quite abrupt. Some 200 yards west, along the face of the bank, 
from the point where the above section was taken, the upper part 
of the 8-foot layer of sand (sample No. 109) becomes lighter col- 
ored and contains less iron and more clayey material. South of this 
point about 150 yards, on section 17, 8 feet of pure white, sandy 
clay is exposed (sample No. 111). This is like No. 109 in structure 
and texture, but it is much purer. The sand grains are nearly all 
pure quartz, but a few micaceous and black grains are present. 
Coating the sand grains is a pure white clay, so that the material 
becomes moderately plastic when wet. 

Analyses of these clays are shown in the following table: 

• 

No. 101 » No. 104» No. 105 No. lU 

Silica 72.66 64.84 66.55 73.20 

Alumina 17.33 24.31 23.22 18.56 

Ferric oxide 1.05 1.60 1.16 0.50 

Lime 0.13 0.11 0.29 0.29 

Magnesia 0.24 0.61 0.52 

Potash 0.36 . trace 0.38 

Soda 0.38 0.32 0.36 

Volatile matter 9.35 8.58 7.09 5.93 

The upper 10 feet is a very fine-grained, compact, structureless 
clay. Samp-le No. 101 from near the top contains a few coarser 
particles, which give the clay a gritty feel. The sand is nearly pure 
quartz, although a little mica is also present. Near the bottom 
(No. 103) the coarse grains and mica scales ire more abundant, 
which give the clay something of a laminated appearance. The 
clay is also stained reddish and yellowish in places, although it is 
mostly a pure white, with a few gray carbonaceous spots. 

Sample No. 104 is even finer grained and contains scarcely any 
grit which can be detected between the teeth. It is somewhat 
darker in color, containing more carbon. 

Sample No. 105, from near the top of the 5-foot layer of grayish 
blue clay, is also compact, structureless, and fine grained. It con- 
tains very little more grit than does No. 104. It is carbonaceous 
and shows fossil leaves. Near the base it g^ows rather sandy and 
more impure. 

All of these clays are soft and can be easily dug. They are also 
easily prepared. Their physical properties are shown in the follow- 
ing table : 

IE. J. Babcock; N. Dak. Gcol. Survey, Vol. I, p. 55. 
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No. 101 No. laS No. 104 No. 105 

Water required 25.9 per ct. 27.7 per ct. 25.2 per ct. 24.9 per ct. 

Plasticity very good very good very good very good 

Air shrinkage 4.4 per ct. 3.0 per ct. 4.7 per ct. 4.6 per ct. 

Tensile strength 94 lbs. 160 lbs. 138 lbs. 187 lbs. 

Dried without without slight tendency 

checking checking to check 



No. Ill 

22.6 per ct. 

moderate 

2.0 per ct. 

90 lbs. 

without 

checking 



Conk OS- 
Fire shrinkage 8 per ct. 0.5 per ct. 1.0 per ct. 1.0 per ct. 03 per ct. 
Color pink white pink white light pink pink pinkish white 
Absorption 19.8 per ct. 

Conk 1— 

Fire shrinkage 4.7 per ct. 3.6 per ct. 6.0 per ct. 5.4 per ct. 09perct. 

Color light buff light buff very light light buff cream 

buff white 



Conk 5— 

Fire shrinkage 6.7 per ct. 5.8 per ct. 6.6 per ct. 7.2 per ct. 

Color light buff white gray white light gray 

Absorption 5.1 per ct. 8.0 per ct. 2 4 per ct. 4.7 per ct. 

Conk 10— 

Fire shrinkage 6.0 per ct. 7..3 per ct. 9.0 per ct. 7.7 per ct. 

Color light gray gray white white gray white 

Absorption 2.1 per ct. 2.6 per ct. 0.5 per c*. 

Incipient fusion Cone 7 Cone 8 Cone 3 



3.0 per ct. 
Cone 7 



Vitrification 
Viscosity 



Cone 18 Cone 17 Cone 12 Cone 14 
Cone 25 Cone 25 Cone 25 Cone 22 
(edges rounded) 



2.0 per ct. 

white 

14.1 per ct. 

2.5 per ct. 

white 

13.1 per ct. 

unaffected 

at cone 

Cone 25 



Most of the bricklets were strong and shojved little tendency to 
swell or crack. No. 101 cracked and warped a little when burned 
above cone 7. Nos. 103 and 104 burned to dense strong bricklets 
and did not check or swell at all. No. 105 when burned to cone 10 
cracked somewhat. Sample No. Ill did not check at all, but did 
not burn dense even at cone 25, but the bricklets when burned to 
cone 5 or above were strong. 

These clays are at present used for dry^press and fire brick, which 
are both of good quality. They are particularly adapted, except 
sample No. Ill, to a plastic (stiff-mud) process. High grade 
stoneware and white earthenware can be manufactrued from the 
plastic clays, which would be improved by washing. Sample No. 
Ill is an excellent fire clav. 

The overlying hardened clay is ground and used for grog. A 
similar hardened clay, found a few miles north of Dickinson (No. 
4801), was burned; it had no air shrinkage and was unaffected at 
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• 

cone 25. It bums buff, however, and probably could not be used 
in the manufacture of stoneware. 

Similar clays outcrop north of Dickinson. About four miles 
northeast, between the southernmost and the central buttes of the 
range of Davis buttes, the following section was taken : 

Feet. 

Hardened clay, (No. 4801) i/. 

White, fine grained, sandy clay, (No. 480*2) 6 

White sandy clay, (No. 4803) 3 

The upper clay (No. 4802) is much like the upper fire clay at 
the Dickinson pits. It is compact, structureless, mostly a fine pure 
white clay, but with a good deal of fine sand. It required 29.6 per 
cent, of water to temper it to its best plastictity, which was good. 
It had an air shrinkage of G.5 p-er cent., a tensile strength of 138 
pounds, and dried without checking. Its behavior in burning was 
as follows: 

Cone Cone Cone Cone 

05 03 5 10 

Fire shrinkage 1.7 per ct. 2,4 per ct. 7.5 per ct. 8.2 per ct. 

Color light pink light pink light gray gray white 

Absorption 16.8 per ct. 2.6 per ct. 1.3 per ct. 

There was no tendency for the bricks to warp or crack, but they 
burned to a hard, strong, dense body. The clay was incipiently 
fused at cone 3, vitrified at cone 12, and became somewhat viscous 
at cone 25. This clay, although not such a good fire clay as that at 
Dickinson, is suitable for the manufacture of stoneware. 

The underlying clay (No. 4803) contains more sand and is very 
soft and friable, like the white, sandy, bottom clays (No. Ill) at 
the Dickinson pits. It is, however, finer and contains more clayey 
material and its plasticity was good to moderate when tempered 
with 31.6 per cent, of water. The air shrinkage was 4.0 per cent. 
and the tensile strength 52 pounds. The clay did not check on 
drying. The buniing tests gave the following results : 

Cone Cone Cone Cone 

01 as 5 10 

Fire shrinkage 0.3 per ct. 0.7 per ct. 2.3 per ct. 3.2 per ct. 

Color buff white buff white white white 

Absorption 16.3 per ct. 15.7 per ct. 

The bricklets burned to cones 5 and 10 were strong and did not 
crack. The clay was incipiently fused at cone 12, but was not vitri- 
fied at cone 25. 
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The principal use for a material of this character is as a fire clay, 
it being very refractory. The moderate plasticity, weak tensile 
strength and porosity of burned ware are not desirabble qualities 
for the manufacture of earthenware or stoneware. 

These beds are traceable still further north. At the extreme 
northern end of the range of Davis buttes, on the north side of the 
Green river and some seven miles northeast of Dickinson, the fol- 
lowing section is exhibited : 

Feet. 

Sandstone quite well consolidated, quarried on the top of the butte. . 50 
Sand, usually ferruginous and unconsolidated, one or two impure 

layers of ferruginous, sandy clay 70 

Fine, white, sandy clay, stained with iron near the bottom, ( No. 2501) 8 

Smooth, white clay, (No. 2502) 8 

White, sandy clay 2 

Dark, carbonaceous, sandy clay ^ 

White, sandy clay, becomes ferruginous downwards 3 

Unexposed or ferruginous sand 40 

Laramie sand and impure clays, and 2 or 3 very thin lignite seams 

to river bottom 45 

No. 2501 is a rather fine quartz sand, with a little clay body, so 
that it is verv friable. It contains some mica and also a little cal- 
cium carbonate. It is grayi^ 'white in color, but the weathered 
surfaces are stained yellow with iron. It slaked very easily, and 
with 24.G per cent, of water was tempered to a good plasticity. The 
air shrinkage was 5.0 per cent, and the tensile strength 157 pounds. 
The clay dried without any signs of failure. It burned as follows : 

Cone Cone Cone Corie 

05 1 5 10 

Fire shrinkage 0.4 per ct. 1.7 per ct. 4.5 per ct. 5.5 per ct. 

Color pink white bufiF buff buff 

Absorption 8.8 per ct. 3.3 per ct. 

The bricklets* were strong, and were not cracked or warped. The 
clay was not incipiently fused until cone 9 ; it was vitrified at cone 
14, and at cone 24 was viscous. 

The clay did not burn dense enough at a low temperature to be 
used for cheap stoneware, and it is not suited for white ware. It 
is, however, good for front bricks and terra cotta. 

The clay below (No. 2502) is a very fine grained clay with no 
grit which can be detected between the teeth. It is compact, but some- 
what shaly and jointed. It is light gray to white in color, stained 
yellowish or red on the joint surfaces. It slaked easily. With 30.2 



154 NORTH DAKOTA CLAYS 

per cent, of water it developed a very good plasticity. It shrank 
on drying 5.3 per cent, and did not check. The tensile strength was 
175 pounds. On burning the following results were obtained: 

Cone Cone Cone Cone 

05 1 5 10 

Fire shrinkage 0.8 per ct. 7.7 per ct. 9.4 per ct. failed by 

warping* 
Color pink white buff white light gray gray white 

Absorption 0.4 p^r ct. 

The bricklets burned at temperatures less than cone 10 were very 
strong and dense and were not cracked or warped. The clay was 
incip-iently fused at cone 01, vitrified at cone 6, and became viscous 
at cone 19. 

Because of its dense burning qualities at low temperatures this 
clay would probably make an excellent material for stoneware. It 
is not refractory enough for the better grades of ware. A material 
like this might also be used for a good gjade of paving brick. 

West of Dickinson no clays were seen near the railroad, although 
the general elevation of the country is high enough. Instead, coal 
outcrops at elevations of 2,500 feet and more above sea level, and 
the associated clays are of low gn"ade, like the ordinary Laramie 
coal clays. 

Southwest of Dickinson there are several ranges of buttes which 
appear white from a distance and seem to contain considerable clay. 
They are, 'however, composed principally of calcareous sands which 
weather wbite. Near the base of these buttes is a horizon of clay 
of rather low refractiveness, which probably corresponds with the 
higher grade clays further east, occurring at the same elevation. 

A low butte about nine miles southwest of Dickinson, but onlv 

about three and a half miles from the railroad, shows the following 

section : 

Feet. 

Hard sandstone cemented with lime carbonate 2 

White weathering sand, highly calcareous, and probably rich in 

alkalies 8 

Hard sandstone grading into softer layers below, contains consider- 
able lime and weathers white 10 

Yellow, ferruginous sand grading into an impure clay at the bottom. . 10 
Dark, olive-gray, sandy clay, calcareous, and contains gypsum 

(No. 801) 3 

Bluish gray, fine grained, sandy clay, quite calcareous (No. 802) .... 4 

Lignite seam ^3 

Light bluish gray clay, somewhat calcareous (No. 803) 1 

A light grayish white clay, slightly calcareous (No. 804) 5 

Yellow, ferruginous sand to creek bottom 8 
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No. 802 is a clay much like the overlying three feet, but is some- 
what purer. It is a compact structureless clay and consists mostly 
of fine sand, mica and quartz grains, with a fine clay body. It con- 
tains impure iron segregations which show as red spots through the 
clay, and it is also carbonaceous and calcareous. It slaked easily, 
and with 27.8 per cent, of water was tempered to a good plasticity. 
The air shrinkage was 7.3 per cent., and the tensile strength 300 
pounds. This high tensile strength may be due to the presence of 
soluble salts'. The clay did not check on drying. The following 
shows the burning qualities : 

Cone Cone Cone 

03 1 5 

Fire shrinkage 4.8 per ct. 3.8 per ct. failed by bloating^ 

Color red dark red dark brown 

Absorption 4.7 per ct. 4.3 per ct. 

Incipient fusion occurred at cone 04, vitrification at cone 5, and 
viscosity at cone 14, it fusing to a greenish gray pumice. The 
bricklets burned to cone 03 and 1 were strong and were not checked 
or warped. They had, however, a black core, probably due to the 
reducing action of the sulphur. 

This clay is not valuable but might be utilized for red brick. 
Trouble in burning is likely to be encountered on account of the 
sulphur present. 

Samples Nqs. 803 and 804 are very much alike, although the 
latter appears to be a little purer. They are compact, structureless 
clays, with a very fine, smooth clay body. They contain enough 
fine sand to give them a sandy feel. The clay is grayish white to 
white, but is spotted with iron and carbonaceous material. An 
analysis of No. 803 shows the following composition : 

Per Cent. 

Silicia 66 .48 

Alumina 19.55 

Ferric oxide 2.49 

Lime 0.84 

Magnesia 1 . 16 

Volatile matter 7 .45 

No. 803 required 27.0 per cent, of tempering water to bring it up 
to its best plasticity, which was good. It had an air shrinkage of 
7.6 per cent., a tensile strength of 226 pounds, but showed an in- 
clination to check on drying. It burned as follows : 
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Cone 


Cone 


Cone 




010 


05 


03 


Fire shrinkage 


1.4 per ct. 


' 4.4 per ct. 


cracked badly 
and swelled 


Color 


orange 


red orange 


orange with bronze 
vitrified surfaces 



Absorption 12.8 per ct. 7.1 per ct. 

The clay fused incipiently at 04, vitrified at cone 3, and became 
viscous at cone 12. This is only suitable for work at very low tem- 
peratureSy but a good, strong brick can be made from it. 

The lower clay (No. 804) worked up easily, and with 21.6 per 
cent, of water was tempered to a good plasticity. It had an air 
shrinkage of 5.3 per cent., a tensile strength of 206 pounds, and 
rfried without checking. The results of the burning tests were: 





Cone 


Cone 


Cone 




03 


1 


5 


Fire shrinkage 


2.7 per ct. 


2.9 per ct. 


4.8 per ct. 


Color 


orange yellow 


yellow 


red to greenish 


Absorption 


• 


7.2 per ct. 


3.7 per ct. 



The bricklets were very strong and did not crack or warp on 
burning. Incipient fusion occurred at cone 1, vitrification at 8, and 
viscositv at cone 16. 

A clay of this character would be useful for ordinary brick and 
cheap grades of hollow structural material. 

It will thus be seen that diflferent kinds of clay, suitable for a 
great variety of uses, occur in great abundance near or within a 
few miles of the Northern Pacific track between Hebron and three 
or four miles west of Dickinson. These clays have been developed 
somewhat, but the value of some of the high grade stoneware and 
earthenware clays has not yet been realized. 

Clays North of the Northern Pacific Railroad. The Tertiary 
clays outcrop very plentifully north of the railroad. They underlie 
the largest area in the neighborhood of the Killdeer ^Mountains, ex- 
tending eastward from Oakdale 30 or 35 miles, the longest north 
and south dimension being some 10 or 12 miles. 

An outcrop on the south side of the Killdeers, near the base, 
shows the following strata : 

Feet. 

Ferruginous sand 10 

Dark, bluish gray, carbonaceous clay (No. 3801) 2 

White clay (No. 3802) 3 

Impure sandy lignite 1 

Grayish white, sandy clay (No. 3803) 2i,< 
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• Feet 

Dark, sandy, carbonaceous clay Ij^ 

Sand, quite free from iron, but little clayey material 1 

Light gray, sandy clay (No. 3804) V/2 

Impure sandy clay J^ 

Gray, carbonaceous clay (No. 3805) 6 

Sand 10 

The top of the south mountain rises some 500 feet above the clay 
outcrop. It is capped with 300 feet of a hard, thin-bedded, calcare- 
ous sandstone. Underlying the sandstone is a ferruginous, uncon- 
solidated sand, presumably about 200 feet thick, but it is not well 
exposed and may contain some clay. 

Sample No. 3802 is a light, grayish white clay. It is compact but 
somewhat laminated bv bands of darker and more carbonaceous 
clay. It is very fine and is practically free from grit. It slaked 
easily, and Avith 28.2 per cent, of water developed its best plasticity, 
which was very good. The clay shrank some CO per cent, and had 
a tensile strength of only 53 pounds, which might be due to cracks, 
as it checked a little during the drying. The burning tests gave 
the following results : 

Cone Cone Cone Cone 

a5 1 5 10 

Fire shrinkage 1.9 per ct. 5.3 per ct. 8.3 per ct. 6.3 per ct. 

Color cream white buff gray light gray 

Absorption 9.6 per ct. 0.5 per ct. 0.9 per ct. 

The bricklets were strong and burned dense and hard, and did 
not swell or warp until a temperature of cone 9 or 10 was reached. 
Incipient fusion occurred at cone 1, vitrification at cone 7, but not 
until it was raised to a temperature of cone 24 did the clay become 
viscous. 

The clay has a rather low tensile strength and also a tendency to 
check on drying which would prohibit its use alone except by the 
dry-press process. It might, however, be mixed with other clays 
to give it added strength and keep up the shrinkage, and then be 
used for stoneware and other vitrified products. 

The sandy clay below (No. 3803) is quite different in its prop- 
erties. It is compact but quite friable and consists of a clay body, 
but with considerable very fine sand. It appears to be quite free 
from iron and lime but contains many carbonaceous particles. It 
slaked readily and required 19.6 per cent, of tempering water; the 
resulting plasticity was good. It had an air shrinkage of 3.8 per 
cent., a tensile strength of 115 pounds, and dried without checking. 
It burned as follows : 
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Cone 


Cone 


Cone 


Cone 




05 


01 


5 


10 


Fire shrinkage 


0.3 per ct. 


1.5 per ct. 


5.5 per ct. 


6.0 per ct. 


Color 


light pink 


buff 


buff 


gray 


Absorption 




14.4 per ct. 


8.9 per ct. 


2.3 per ct. 



The clay was incipiently fused at cone 9, vitrified at cone 15, and 
viscous at cone 23. The bricklets were strong, but those burned at 
cone 5 and cone 10 were cracked a very little. 

This clay could probably be mixed with the one above to the ad- 
vantage of both and be employed for common brick. 

The lower carbonaceous clay (No. 3805) is much like sample No. 
3802 in its characteristics. It is darker in color, but is as fine 
grained and contains little or no sandy material. It slaked quite 
readily and was tempered to a good plasticity with 2<3.1 per cent, 
of water. The tensile strength was low, 88 pounds, the air shrink- 
age 5.9 per cent., and the clay checked on drying. The results of 
the burning tests were :* 

Cone Cone Cone Cone 

06 01 5 10 

Fire shrinkage 2.7 per ct. 6.4 per ct. 8.3 per ct. 8.7 per ct. 

Color light pink yellow gray gray 

Absorption 1.4 per ct. 1 .0 per ct. 

Incipient fusion occurred at cone 1, vitrification at 10, and vis- 
cosity at cone 24. The bricks, although strong, were checked, the 
edges and corners being (broken off. 

Such a clay as the above is of a little value alone, although doubt- 
less it could be worked by the dry-press process very satisfactorily 
for brick. 

To the east of the Killdeers the general elevation of the divide 
between the Little Missouri and Spring creek is high enough to 
contain the Tertiary clays. It is, however, covered with drift and 
is a gently rolling country with few outcrops. To the north the 
clays are exposed in the badlands of the Little Missouri river, which 
has here cut its valley to a depth of 500 feet. Along the tops of the 
buttes the white clays outcrop from the Killdteer Mountains to Good- 
man valley. They are particularly well shown along Jim creek, 10 
miles east of Oakdale. They are also seen capping the tops of the 
buttes on the north side of the Little Missouri, where they appear 
to extend some miles north into the Berthold Indian Reservation. 

In the badlands some five miles east of Jim creek, on Manning's 
old ranch, the following section is shown : 
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Feet. 

Soil and drift 5 

Ferruginous sand 15 

Bluish gray, sandy clay, stained purplish with iron (No. 3901) 4 

Reddish clay, somewhat sandy ( No. 3902) 5 

Yellowish white clay, somewhat sandy, like above only less iron 

(No. 3903) 2 

Cream colored, smooth clay, stained in streaks with iron; upper 
part contains a little sand, which grows less near the bottom. 

(Nos. 3904-5) 6 

Grayish white clay (No. 3906) 4 

Light grayish clay, similar <to above, but is carbonaceous and some- 
what shaly, due to carbonaceous partings ( Nos. 3907-8) 4 

Impure, lignitic, sandy clay 4 

Sand, unexposed in part 100 

Laramie sands, clays, and coal 400 

Samples 3903, 3904 and 3906 were tested. No. 3903 is compact, 
structureless clay, containing considerable fine sand, a good deal of 
mica and segregations of iron. No. 3904 is a smoother clay with 
a little less. sandy material, although what sand is present is coarse 
and is highly stained with iron. The lower day (No. 3906) is 
strong and compact and contains very little grit, being mostly a 
very fine, white clay. 

Analyses of these three clays are given below : 

No. 3903. No. 3904. No. 3906. 

Silica .• 65.98 

Alumina 20.68 

Ferric oxide 3.82 

Lime 0.29 

Magnesia 0.41 

Alkalies 

Volatile matter 7.60 

The alumina and silica are characteristic of the clays of this 
horizon, as are the fluxing constituents except iron, which in Nos. 
3903 and 3904 is very high, 9.30 per cent, being the maximum for 
iron in all the clays analyzed for this report. 

The results of the physical analyses are given in the table fol- 
lowing : 

No. 3903 No. 3904 No. 3906 

Slaking easy easy easy 

Water required. 22.9 per cent 23.9 per cent 

Plasticity good good good 

Shrinkage 5.4 per cent 4.8 per cent 6.7 per cent 

Tensile strength 98 lbs. 90 lbs. 100 lbs. 



53.32 


63.19 


23.76 


23.35 


9.30 


1.49 


0.25 


0.29 


1.26 


0.98 


2.20 




8.50 


7.82 
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No. 3903 


No. 3904 


No. 3906 


Cone 05 








Fire shrinkage 


0.5 per cent 


1.7 per cent 


3.0 per cent 


Color 


light pink 


red 


pink white 


Absorption 




13.0 per cent 


14.0 per cent 


Cone 01 








Fire shrinkage 


6.0 per cent 


2.5 per cent 


4.3 per cent 


Color 


buff 


salmon 


light buff 


Cone 5 








Fire shrinkage 


8.3 per cent 


4.7 per cent 


8.7 per cent 


Color 


gray, spotted black 


light brown 


light gray 


Absorption 


0.5 per cent 


6.1 per cent 


0.2 per cent 


Cone 10 




I 




Fire shrinkage 


8.0 per cent 


5.9 per cent 


5.7 per cent 


Color 


gray spotted blabk 


mottled brown 
and black 


light gray 


Absorption 


0.9 per cent 


3.8 per cent 


0,5 per cent 

• 


Incipient fusion 


Cone 2 


Cone 11 


Cone 1 


Vitrification 


Cone 12 


Cone 13 


Cone 7 


Viscosity 


Cone 24 


Cone 18 


Cone 22 



Xo trouble was experienced in drying or burning except with 
clay Xo. 3906, which warped and cracked after burning beyond 
vitrification, at cone 7. 

These clays would all make good front brick either by the stiflF- 
mud or dry-press process. Sample Xo. 3903 would give a dark to 
light gray speckled brick. From clay Xo. 3904 brick ranging from 
a salmon red to light brown, to a dark browTi mottled, and finally 
to an almost black brick could be made, depending on the nature 
of the atmosphere and temperature of the kiln. This is an excep- 
tionally good front brick clay, and very well adapted to the dry- 
press process. X'"o. 3906 would not only be suitable for hght colored 
brick, but for mixing with other clays in order to give a greater 
bond or density. By still further mixing, a great variety of shades 
could be obtained. 

Xos. 3903 and 3906, which burn dense at low temperatures, might 
also be used for certain grades of stoneware and other vitrified pro- 
ducts. Clay Xo. 3904 would not be suitable for vitrified ware, but 
would be for red terra cotta and hollow porous building block. 

Still further to the east clays ver}' similar to those last described 
outcrop along both sides of Goodman valley, a broad depression 
some two to three miles wide and 175 feet deep. The following 
section of the east bluflf is exposed on section 2, T. 14o, R. 90 : 
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Feet. 

Coarse, ferruginous sand 5 to 10 

Light gray, shaly clay (No. 4001) V/2 

Impure, sandy lignite 2 

Ferruginous sand 7 

Impure, carbonaceous, sandy clay J4 

Ferruginous sand 8 

Sand cemented by iron, forming an impure limonite, which forms 

a projecting ridge V2 

"Light gray, sandy clay (No. 4002) 5 

Impure limonite and ferruginous sand 1 

Grayish white, somewhat sandy clay, stained yellow^ and red with 

iron ; grows finer grained downwards (Nos. 4003-5) 10 

Grayish white clay, much like above but less sandy (Nos.4006-7) 4 

Grayish white, sandy clay (No. 4008) 2 

Dark blue, carbonaceous clay (No. 4009) 6 

Unexposed to creek bottom. 

The upper, light gray, shaly clay (No. 4001) was one of the few- 
clays from the Tertiary horizon in this section of the state which is 
of very low fusibility. It is much like the clay (Xo. 2901) over- 
lying the refractory clays at the Hebron Brick Company's deposit. 
It is of medium unifomi grain, with but very little grit; it contains^ 
however, much carbonaceous material, is highly stained in streaks 
with iron, and is calcareous. It slaked very easily, and with 28.5 
per cent, of water was tempered to a good plasticity. It had a ten- 
sile strength of 90 pounds and an air shrinkage of 7.8 per cent., but 
dried without checking. It burned as follows : 

• 

Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkage 0.4 per ct. 6.0 per ci. 6.2 per ct. 8.5 per ct. 

Color light red red dark red dark brown 

Absorption 17.4 per ct. 5.4 per ct. 4.8perct. 0.7 per ct. 

Incipient fusion occurred at cone 06, vitrification at cone 1, and 
viscosity at cone 10. The bricklets all burned without checking to a 
dense, hard, strong body. 

Although the shrinkage of this clay, both air and fire, is high, 
the physical tests would indicate that it would make good material 
for wares such as drain tile and brick. A red, common or face 
brick could be made and the clay would probably be admirably 
adapted to the dry-press process. 

The clays below are more like those at Manning's ranch. Two 
sannples (Nos. 4004 and 4005) from the 10- foot sandy layer were 
tested. This is a compact, structureless clay, with a very fine- 
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grained' clay body, but also contains a good deal of fine sand. It is 
also stained with iron and carbon. An analysis of No. 4004 shows 
the following composition : 

Silica 62.90 

Alumina 22.68 

Ferric qxide 4 . 98 

Lime , ■ 0.82 

Magnesia 0.72 

Volatile matter 7.46 

The physical tests are shown and compared in the table following : 

No. 4001 No. 4005 

Water required 21.0 per cent 24.4 per cent 

Plasticity very good very good 

Air shrinkage 5.8 per cent 6.4 per cent 

Tensile strength 84 lbs. 84 lbs. 

Cone 05 
Fire shrinkage 2.9 per cent 4.0 per cent 

Color light buff buff 

Cone 03 

Fire shrinkage 3.9 per cent 4.7 per cent 

Color light buff light buff 

Absorption 9.7 per cent 

Cone 01 

Fire shrinkage 3.9 per cent 6.0 per cent 

Color • yellow light buff 

Absorption 7.1 per cent 7.7 per cent 

Cone 5 

Fire shrinkage 7.9 per cent 7.9 per cent 

Color gray gray 

Absorption 0.3 per cent 0.3 per cent 

Cone 10 
Fire shrinkage 6.9 per cent failed by cracking 

Color mottled brown and black mottled gray, black 

and brown 
Absorption 0.4 per cent 1.4 per cent 

Incipient fusion Cone 1 Cone 1 

Vitrification Cone 7 Cone 6 

Viscosity Cone 20 Cone 19 

The bricklets, except sample No. 4005 to cone 10, were all strong 
and not cracked. This clay could probably be used for several pur- 
poses, but its best use would probably be for the manufacture of 
front brick and tile, as the dark colors could be brought out at 
comparatively low temperatures by regulating the atmosphere of 
the kiln. 
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No. 4008 seems to correspond with No. 390G from Manning's 
ranch. It is a compact, grayish white clay, with a very fine clay 
body, but with a good deal of fine quartz sand, and even a little 
mica. 

An analvsis of this clav shows the similarity with Nb. 3906: 

No. 4008. No. 3906. 

Silica 63.90 63.19 

Alumina 25.79 23.35 

Ferric oxide 1.49 1.49 

Lime 0.25 0.29 

Magnesia 0.25 0.98 

Volatile matter 7.28 7.82 

It slaked readily, and became very plastic with 28.0 per cent 
of tempering water. It had an air shrinkage of 5.3 per cent and a 
tensile strength of only To pounds, but the clay did not check on 
drying. The burning tests gave the following results : 

Cone Cone Cone Cone 

05 01 5 10 

Fire shrinkage 1.3 per ct. 2.7 per ct. 9.0 per ct. 9.3 per ct. 

Color cream white cream gray white gray white 

Absorption 17.8 per ct. 0.3 per ct. 0.3 per ct. 

The clay was incipiently fused at cone 3, vitrified at cone 12, and 
viscous at cone 25. The clay did not check or warp during burn- 
ing. 

This is excellent material accordinor to the analvsis and burn- 
ing tests, for stoneware, light colored pressed brick, etc. The low 
tensile strength may be a drawback, but it could be easily improved. 

South of the large area which has just been described, along 
the divide between Spring creek and the Knife river, are isolated 
outcrops of these clays. They occur in the small buttes which are 
found in places capping the divide. The easternmost outcrop is on 
the divide about four miles south of Weige's, and some eight or 
nine miles from the mouth of Spring creek. The top of the divide 
is here 300 feet above the rivers on either side. The following 
section is exposed by this outcrop: 

Feet. Inches. 

Ferruginous sand 10 

Impure, carbonaceous sand 8 

Dark, olive gray, shaly and sandy clay, also ferruginous 

and carbonaceous 5 

Ferruginous sandstone (No. 4101) 1 

Impure, lignite 2 

Gray, carbonaceous clay (No. 4102) 3 
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Feet. Inches. 

Impure lignite 2 8 

Weak, carbonaceous clay, contains gypsum 1 

Gray, carbonaceous, clayey sand (No. 4103) 4 

Impure, carbonaceous clay, contains gypsum 1 6 

Impure, weak, sandy clay (No. 4104) 3 

Lignite 1 

Impure, carbonaceous, sandy clay 2 

Ferruginous sand to river; near the bottom occur the Laramie clays and 
sands. 

The above clays are less pure than those from some of the other 
• exposures described, but they are rather refractory and correspond 
in elevation and in a general way to the purer clays. Sample No. 
-1102 was tested and resembles No. 4008 somewhat in its physical 
characters. It is a structureless, compact, fine, plastic clay, wnth 
very little grittiness. It is dark colored from carbon and the sur- 
faces are stained with a little iron. It slaked very easily and de- 
veloped a very good plasticity with 30.5 per cent of tempering 
water. It had an air shrinkage of (5.5 per cent, a tensile strength 
of 106 pounds and showed but little tendency to check on drying. 
Its behavior during burning was as follows : 

Cone Cone Cone Cone 

03 01 5 10 

Fire shrinkage 2.4 per ct. 4.0 per ct. 10.3 per ct. 8.0 per ct. 

Color cream cream gray light gray 

Absorption 17.6 per ct. 12.7 per ct. 0.5 per ct. 1.0 per ct. 

The clay was incipiently fused at cone 2, vitrified at cone 7, and 
viscous at cone 22. The bricklets were all strong and at cone 5 
burned dense without warping, but when raised above cone 7 they 
began to swell and warp a little. 

This clay is suitable for dry-press brick, and could, by proper 
mixing, be used for vitrified ware by the stiflf-mud process. 

To the westward along the divide another outcrop was examined 
on the mail road from Haliday to Rockspring. It is exposed in a 
small butte forming the highest point of the divide in that locality, 
and is a little over 300 feet above the streams on either side. 

The outcrop shows the following strata: 

Feet. Inches. 

Ferruginous sand 25 

Impure, sandy clay 1 6 

Lignite 2 

Ferruginous sand 10 

Light gray, sandy clay (No. 4401 ) 3 

Ferruginous sandstone 4 



NORTH DAKOTA CLAYS 



165 



Feet. Inches. 

Grayish white, safidy qlay (No. 4402) 2 6 

Dark €n*ay, carbonaceous clay (No. 4403) 1 6 

Gray, carbonaceous clay (Nos. 4404-5) 10 

Highly ferruginous, weak, sandy clay 8 

No. 4401 and No. 4402 are very similar in appearance, and only 
No. 4402 was tested. It is compact and structureless and consists 
mainly of a very fine, smooth clay, with a little fine quartz sand 
and mica. It is quite free from iron staining, the slightly grayish 
color being imparted by carbonaceous materials. It slaked very 
easily, and with 22.5 per cent of tempering water developed a good 
plasticity. It shrank 4.6 per cent on drying, without checking, and 
had a tensile strength of 79 pounds. The results of the burning 
were : 

Cone Cone Cone Cone 

03 01 5 10 

Fire shrinkage 0.7 per cent 1.2 per cent 6.9 per cent 7.8 per cent 

Color cream cream cream gray, speckled 

black 
Absorption 17.2 per cent 15.7 per cent 3.9 per cent 0.7 per cent 

Incipient fusion occurred at cone 5, vitrification at 11, and vis- 
cosity at 21, The bricklets were all strong and did not crack or 
warp when burned. 

This sandy clay of rather low refractiveness is very good material 
for dry-pressed brick. 

The carbonaceous clay below (Nos. 4403 and 4405) is quite uni- 
form, the upper foot and a half being a little darker in color. It 
contains practically no sand but is a very fine, compact clay. The 
lower sample (No. 4405) contained a little grit and they both 
slaked easily. No. 4403 required 31.7 per cent of tempering water 
and became quite plastic. It shrank 6.7 per cent and checked and 
cracked considerably on drying. The tensile strength was difficult 
to obtain, 43 pounds being the best value. No. 4405 developed a 
very good plasticity with 25.5 per cent of tempering water. It 
shrank 6.9 per cent, on drying, but checked little, the tensile strength 
being 86 pounds. The results of the burning tests were : 

Sample No. 4403. 

Cone Cone Cone Cone 

03 01 5 10 

Fire shrinkage 3.5 per cent 4.9 per cent 10.2 per cent 

Color cream cream gray 

Absorption 16.6 per cent 11.6 per cent 0.2 per cent 
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especially near the bottom (No. 3704-5) 

Impure, sandy limonite 

Dark bluish gray, carbonaceous, shaly clay (No. 3706) 

Coarse, ferruginous sand 

Laramie sands, impure clays and lignite 



Feet. 

12 

1 

4 

35 
120 



Samples Nos. 3702 and 3703 are much alike, and also resemble 
No. 3903 from Manning's ranch and No. 4004 from Goodman val- 
ley. The upper one is, however, more sandy, while the lower one 
contains but very little grit. The composition of these four clays 
are given for comparison: 



No. 3702. 

Silica 66.22 

Alumina 20.51 

Ferric oxide 3.49 

Lime 0.23 

Magnesia 0.78 

Volatile matter 6.83 



No. 3703. 
62.65 
20.76 
4.98 
0.26 
0.77 
6.55 



No. 3903. 
65.98 
20.68 
3.98 
0.29 
0.41 
7.60 



No. 4004. 
62.90 
22.68 
4.98 
0.32 
0.72 
7.28 



The physical properties are shown in the following table : 

No. 3702 No. 3703 No. 3903 

28.3 per ct. 
good 



Water required 
Plasticity 
Air shrinkage 
Tensile strength 

Cone 05 

Fire shrinkage 
Color 

Cone 01 
Fire shrinkage 
Color 
Absorption 

Cone 5 

Fire shrinkage 
Color 

Absorption 

Cone 10 

Fire shrinkage 
Color 

Absorption 

Incipient fusion 

Vitrification 

Viscosity 



20.9 per ct. 

good 
4.8 per ct. 
95 lbs. 



1.5 per ct. 
light pink 

3.2 per ct. 
cream 
10.6 per ct. 

5.0 per ct. 
buff 



6.0 per ct. 
95 lbs. 

2.3 per ct. 
light red 

6.9 per ct. 

yellowish brown 

6.7 per ct. 

8.3 per ct. 
dark gray 



22.9 per c:. 

good 
5.4 per ct. 

98 lbs. 



No. 4004 
21.09 per ct. 
very good 
5.8 per ct. 

84 lbs. 



0.5 per ct. 
light pink 

6.0 per ct. 

buff 



5.2 per ct. 0.7 per ct. 



6.5 per ct. 
gray, brown 
black mottled 
2.1 per ct. 

Cone 6 
Cone 12 
Cone 22 



6.7 per ct. 
brown black 
mottled 
0.6 per ct. 

Cone 1 

Cone H 

Cone 18 



8.3 per ct. 

gray, spotted 

black 

0.5 per ct. 

8.0 per ct. 

gray, spotted 

black 

0.9perct. 

Cone 2 
Cone 12 
Cone 24 



2.9 per ct. 
light buff 

3.9 per ct. 

yellow 

7.1 per ct. 

7.9 per ct. 
gray 

0.3 per ct. 

6.9 per ct. 

mottled 

brown black 

0.4 per ct. 

Cone 1 

Cone 7 

Cone 20 
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Probably the chief value of these clays would be for the manu- 
facture of front brick, although they might also be used for dark 
colored stoneware. 

The twelve feet of white, sandy clay (No. 3704) is more like 
the white, sandy, fine clay near the railroad. It is somewhat shaly 
or laminated, due to diflferences in fineness of grain. It developed 
only a moderate plasticity with 20.0 per cent of water. It had 
an air shrinkage of 3.8 per cent, and a tensile strength of 83 pounds, 
and dried without checking. It burned as follows : 

■ 

Cone Cone Cone Cone 

05 01 5 10 

Fire shrinkag^e 0.8 per ct. 2.8 per ct. 3.9 per ct. 5.3 per ct. 

Color light pink buff white gray white gray white 

Absorption 15.2 per ct. 10.3 per ct. 7.2 per ct. 

Incipient fusion took place ae cone 14, vitrification at cone 22. and 
viscosity at some temperature considerably above cone 25. 

This seems to be a fair grade of fire clay and its principal use 
would be for the manufacture of fire brick and fire clay products 
by the Wet mud process. 

Another sample. No. 3601. from this same horizon of white, sandy 
clays, was tested from an outcrop about six miles southeast. The 
section exposed there is: 

Feet. Inches. 

Ferruginous sandstone 2 

White, sandy clay (No. 3601) 6 

Ferruginous, sandy clay 7 

Lignite 2 

White, sandy clay (No. 3602) 12 

Ferruginous sand, few carbonaceous layers 50 

The sandv clav (Xo. 3601) is verv similar to that described 
above (Xo. 3704), but the sand grains are a little coarser and the 
clav contains more iron. It slaked immediatelv in water, and re- 
quired 19.4 per cent of water to temper it, but it did not become 
plastic. It had an air shrinkage of l.T per cent and a tensile 
strength of 40 pounds. The results of burning tests were : 

Cone Cone Cone Cone 

05 01 5 10 

Fire shrinkag-e 0.0 per ct. 0.9 per ct. 1.0 per ct. 2.0 per ct. 

Color pinkish white pream white creajn white gray, spotted 

brown 
Absorption 19.0 per ct. 16.6 per ct. 10.3 per ct. 
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The clay was incipiently fused at cone 22, giving a hard body 
with greenish brown spots on a light gray background. Vitrifica- 
tion did not occur at cone 25. 

This also seems a fairly good clay for fire brick, but would 
have to be worked up by the soft mud process on account of its 
leanness.. 

The clays in this northern area are abundant and of varied 
character. There seem to be fewer high grade, white burning 
plastic clays than further south near the railroad. Most of the 
other kinds, however, are represented. 

These clays are not at present available on account of the long 
distance from the railroad. It is reported that the construction of 
a railroad through this country has been considered which would 
probably follow the Little Missouri valley for some distance be- 
fore branching off toward Williston. Such a road would undoubt- 
edly open up some of these clays so that they would be available. 

Clays South of the Northern Pacific Railroad, — High grade clays 
are not so plentiful south of the railroad as they are to the north. 
In the eastern part of the area the elevation is too low. except 
in the highest buttes. In the southern and western parts the clays 
became very calcareous, like those in the Chalk buttes near Sand- 
creek, which are of no value. 

The white, sandy, fire clays, like the under clay (No. Ill) at 
the Dickinson pits, can be traced to the south. It seems to underlie 
the entire countv for about twenty miles in this direction. Alons: 
the mail road to New England these cla3'S were exposed ( in the 
summer of 1905) in the holes which were being dug for telephone 
posts. Samples collected a couple of miles apart resembled each 
other closely. Just east of the point where the mail road crosses 
Antelope creek, ten miles south of Dickinson, is a good exposure 
of these sandy clays. About thirty-five feet of these are shown, 
which grow more sandy and ferruginous near the bottom. They 
consist of a structureless, friable, clayey sand. The sand grains 
are nearly all quartz, with some mica and a few dark colored grains, 
coated over with a pure white kaolin. They also contain many 
hard, ferruginous and calcareous concretions, from small ones a 
half inch in diameter up to those ten and fifteen feet across. These 
concretions are hard and not very easily crushed, whereas the 
main deposit is very friable and they could therefore be easily re- 
moved. One of these calcareous concretions was in the sample 
subjected to chemical analysis, and the analysis of the clay there- 
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fore probably shows more lime and iron than the average amount 
present. The following is the analysis : 

No. 1103. 

Silica 67 . 60 * 

Alumina 16.32 

Ferric oxide 2 . 82 

Lime .' 3 .45 

Ma'gnesia '. O.ol 

Volatile matter 7 . 07 

The table below gives the physical properties of these clays 
Sample No. 1001 is from a telephone post hole six miles south 
of Dickinson and Nos. 1102 and 1103 are from the Antelope creek 
section, the former from near the to{) and the latter ten feet below : 

No. 1001 No. 1102 No. 1103 

Water required 18.9 per cent 19.9 per cent 19.8 per cent 

Plasticity lean lean lean 

Air shrinkaj^e 1.4 per cent 2.0 per cent 2.1 per cent 

Tensile strength 64 lbs. 60 lbs. 57 lbs. 

Cone 1 
Fire shrinkag-e 1.0 per cent 0.0 per cent 0.0 per cent 

Color cream cream cream 

Cone 5 

Fire shrinkegre 1.3 per cent 1.5 per cent 0.0 per cent 

Color cream light buff and brown buff and brown 

mottled mottled 

Absorption 13.1 per cent 15.0 per cent 16.5 per cent 

Cone 10 

Fire shrinkage 2.3 per cent 2.0 per cent 2.4 per cent 

Color buff and brown buff and brown buff and brown 

mottled mottled mottled 

Absorption 10.4 per cent 10.8 per cent 7.3 per cent 

Incipient fusion Cone 254- Cone 23 Cone 22 

Vitrification Cone 254- Cone 25 

The clays fuse at a much higher temperature than they would 
if they were of finer grain, but they contain so much coarse silica 
that this acts as an infusible skeleton, which holds the clay in shape. 

Their only use is as refractory material, and on account of their 
leanness they are best w'orked by the wet mud process. 

Some eight miles further south, in the northern part of T. 136, 
R. 96, is a chain of buttes running east and west, known as the 
Yellow buttes. At the base of these the sandy fire clay outcrops, 
but is here overlain by plastic clays. 

The following section occurs in these buttes : 
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Feet. 

Ferruginous sand 25 

Light bluish gray, compact, somewhat shaly clay (No. 1201-2) 7 

Blue to red, laminated and sliffhtly sandy clay (No. 1203) 3 

Dark olive gray, carbonaceous clay (No. 1204-5) 4^/^ 

White, sandy clay exposed to creek bottom (No. 1206) 10 

The upper clay (No. 1201) has a very fine texture and between 
the teeth only slight grittiness can be detected. It slaked very 
easily, and with 29.8 per cent of water was tempered to a good 
plasticity. It had an air shrinkage of 5.0 per cent, a tensile strength 
of 90 pounds, and showed but little tendency to check. The results 
of burning were : 

Cone Cone Cone Cone 

Fire shrinkage 5.0 per ct. 6.0 per ct. 10.7 per ct. 11.0 per ct. 

Color cream white cream white light cream gray white 

Absorption 1.9 per ct. 0.5 per ct. 

The bricklets did not crack on burning. The clay was incipiently 
fused at cone 2 and vitrified to a pure white, dense body, without 
warping or cracking, at cone 12, and did not become viscous until 
cone 22. 

An analysis of the clay shows the following composition: 

Per Cent. 

Silica 63. G4 

Alumina 24 . 17 

Ferric oxide . 95 

Lime 0.4o 

Magnesia 0. 98 

Volatile maUer 7. GO 

This clay is suitable for the manufacture of stoneware, white 
earthenware and other wares. It would, of course, have to be 
properly prepared and would have to be mixed with considerable 
flint and feldspar to keep the shrinkage within the proper limits. 

Sample No. 1203 contains considerable fin6 sand and is lamin- 
ated. It slaked very easily and became only moderately plastic 
with 24.6 per cent of tempering water. It shrank 3.9 per cent on 
drying and did not check. The tensile strength of the air dried clay 
was 78 pounds. The following shows the results of the burning 
tests : 

Cone C«.ne Cone Cone 

03 1 5 10 

Fire shrinkage 2.0 per ct. 2.9 per ct. 6.0 per ct. 7.5 per ct. 

Color pink buif cream gray 

Absorption 8.6 per ct. 4.9 per ct. 
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Incipient fusion took place at cone 9, vitrification at cone 17, 
and viscosity at cone 25. All the bricklets burned without checking, 
and those burned to cone 1 or above were very strong. 

This clay would hardly be as adaptable for stoneware as the 
overlying. No. 1202, on account of its high temperature of vitrifica- 
tion and its moderate plasticity. Because of its low shrinkage it 
would 4>e very well suited for dry-press front brick, which could 
be colored artificially if desired. 

The carbonaceous clay (No. 1204) is fine-grained and has but 
little sandy material, but it does contain small ferruginous and 
calcareous concretions. It slaked readily, and with 29.2 per cent 
of water developed a good plasticity. It had an air shrinkage of 
8.3 per cent and checked a little on drying. The tensile strength 
was 124 pounds. When burned at a low heat it became yellow 
and dense without cracking, but when raised above cone 03 it 
started to swell and 'when brought to a temperature much higher 
warped and cracked badly. This clay is probably of no value, al- 
though a small amount of it might be mixed with the overlying 
sandy clay to give the latter a stronger bond at lower temperatures. 

The underlying white, sandy clay is like the sandy fire clay at 
Dickinson, and is purer than those found just to the south of 
there (Nos. 1001-2). It required 20.3 per cent of water, became 
moderately plastic, shrank 2.7 per cent without checking, and had 
a tensile strength of 71 pounds. It burned as follows : 





Cone 


Cone 


Cone 




1 


5 


10 


Fire shrinkage 


0.0 percent 


1.0 per cent 


3.2 per cent 


Color 


light buff 


light buff 


white 


Absorption 




15.3 per cent 


8.6 per cent 



The clay was not even incipiently fused at cone 25. 

This clay seems to be an excellent fire clay and is most valuable 
as a refractory material. It is best worked by the wet-mud process, 
although it can be worked by the dry-press. 

Five to ten miles east and north of the Yellow buttes is a range 
of low buttes called the "Limestone Ridge." The white material 
capping the ridge is mostly a pure quartz sand with a clayey cement, 
containing but little lime. About fifty feet below the top an out- 
crop exposes ten feet of white, sandy fire clay similar to the others 
which have been described. 

Black Butte is a tall, stately butte rising over 300 feet above 
the prairie in the northeastern corner of T. 135, R. 95. A'bout 
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100 feet below the top the high grade clays appear. This is the 
farthest point to the south and west that these clays were found, 
the beds at the same horizon near Sandcreek being calcareous and 
of low fusibility. No clays are exposed in the Tepee buttes, twelve 
miles southwest of Black Butte. Fire clays are reported to occur 
in East Rainy Butte, twenty miles west of Black Butte, by F. A. 
Wilder.^ The clay referred to by him is probably the whiter sandy 
clay below the overlying ferniginous sandstone cap. This clay is 
highly calcareous and would be more correctly called a calcareous 
sand. It would fuse at a low temperature. 

The following section is exposed in Black Butte: 

Feet. Inches. 
Hard, ferruginous sandstone capping the butte, with soft 

sand below prevailingly ferruginous 100 

Dark gray, impure, sandy clay 1 

Light bluish gray clay (No. 2101) 3 6 

Ferruginous clay 1 6 

Grayish white, sandy clay (No. 2102) 3 

Dark, carbonaceous clay 8 

White, sandy clay (No. 2103) 5 

Yellow, sandy clay, ferruginous 3 

White clay (No. 2104) 2 

Impure, ferruginous and carbonaceous, sandy clay 12 

Sand or unexposed 55 

Laramie sands, clays and coals 120 

The upper clay (No. 2102) is the most plastic and is fine-grained, 
compact and structureless. It contains a little grit and is stained 
somewhat with iron, but appears to be quite pure. The sandy 
clays below (Nos. 2102-3) are much alike, although No. 2103 is 
purer. The sand grains are very fine and are covered with a 
pure kaolin. An analysis of this clay is given below. Sample 2104 
is higher in alumina (and in kaolin) than any other North Dakota 
clay reported. It is a compact, structureless, very fine grained 
clay, with i)ractically no grittincss, and free from iron stainin.'^:. 

No. 2103. No. 2104. 

.Silica 7().24 (10.08 

Alumina 15.30 20.24 

Ferric oxide O.T'.l 1 ..34 

Limo 0.H4 0.:U 

Magnesia 0.33 0.04 

Soda 1.22 

Potash 1.20 

Volatile matter 5.12 7.85 
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The physical tests of these four clays are given in the following: 





Xo. 2101 


Xo. 2iie 


Xa.2103 


Xo. 2104 


Slaked 


easily 


easily 


easily 


easily 


Water required 


24.5 perct. 


20.0 per ct. 


15.9 per ct. 


1S.9 per ct. 


Plasticity 


good 


moderate 


good 


good 


Air shrinka^ 


6.2 per ct. 


3-3 per ct. 


5.5 per ct. 


3 S perct. 


Tensile strength 


131 lbs. 


94 lbs. 


113 lbs. 


110 lbs. 


Dried 


tr it hunt 


without 


checked a 


without 




cracking 


checking 


lit.le 


checking 


Cone 03 










Fire shrinkage 


1.3 perct. 


U.O per ct. 


2. 3 perct. 


0.3 perct. 


Color 


cream 


cream 


white 


white 


Absorption 




16.4 perct. 






CO.NE 1 










Fire shrinkage 


3-4 perct. 


1,2 perct. 


6 3 per ct. 


<V5 p^T ct. 


Color 


jellow 


pink 


yellow 


yellow 


Absorption 








14 -i» perct. 


Cone 5 










Fire shrinkage 


7.3 per ct. 


3.9 per ct. 


S.5 perct. 


2.3 perct. 


Color 


&"^.v 


buff 


gray white 


buff and 
brown 


Absorption 


0.5 per cl. 


S.T per ct. 


0.4 per ct. 


12.4 j>erct. 



Cone 10 

Fire shrinkage 
Color 

Absorption 

Incipient fusion 
Vitrincation 



5.9 per ct. 
gray 

0.5 per Cl. 

Cone 1 

C<..ne > 

Cone 2:: 



4.3 per ct. 

pray 

3.'2 per ct. 

Cone 9 
Cone 15 
Cone 24 



4.3 per ct. 2.9 per ct. 
white buff to brown 

0.7 perct. 9.3 perct. 

Cone 01 Cone 17 

Cone 6 not at 25 

Cone 24 



Viscosity 

Xi.>. 2V*l ami •il*.^. which are plastic and burn dense at a low 
te:r.|>erat:ire. and wirich when raised alvn e viiriliicai ^in K\cin to 
>'.ve!;. might do f -r cheap ^ades of virain tile and so:r.i-nre products. 
Xo. -^luo showed a lilile tendency to check, for.r.in^ surface cracks 
' n drying, but the shrinkage could prol>ably be held up bv proper 
rT.ix:n'.r with a clay like Xo. *210*2. This clay is not plastic, neither 
i- it \-itrified easily, but it might l>e used for pressed* brick, and 
!'» mix with the ni* re plastic clays to decrease the shrinkage of 
\' 'f "fat* and plastic clays. 

."^arr.ple Xo. '^li*! is in a class bv itself. It is a low iira^ie tire 
-!;i wr.'XA c^uld be \v«»rked by almost anv pn nress an^i r.>»i;ied 
::.t'. any desired iV»rm. Its air and fire shrinkage is Lnv and the 
::.0't difficult of shapes could be made from it. It would make 
'••->:::*-:: material for terra cotta and for other architectural pur- 
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poses. It could be used for glazed and colored earthenware where 
the color of the clay itself is obscured. 

East of Black Butte but few of the higher buttes reach an eleva- 
tion of 2,450 to 2,500 feet above sea level. Those that do probably 
all contain good clays. They were seen in White and Bull buttes, 
southwest of Spaulding. Heart Butte, just north of the Heart 
river, and south of Glen Ullin, does not show any Tertiary clays. 
West of Leipzig the clay outcrops in Shepards, Antelope and Clark 
buttes. This is probably as far east and south as they extend. 

The top of these buttes is capped with white, sandy clay, which 
has been hardened and cemented mainly by a little calcareous ce- 
ment. 

At the top of Shepards Butte the following section is exposed : ' 

Feet. 

Hard white sandstone, underlain by soft ferruginous sand 3o 

White, sandy clay, like Dickinson sandy fire clay (No. 1001) 10 

White, smooth, fine grained clay (No. 1602) 2 

White, sandy clay, like above 10 

Sample No. 1G02 has probably about the same composition as 
the rest of the bed but is finer grained. It is a light, porous clay, 
with a few segregations of sandy material cemented by iron and 
lime. It slaked immediately and was tempered to a good plasticity 
with 26.0 per cent of water. It had an air shrinkage of 5.5 per 
cent, a tensile strength of 89 pounds, and dried without cracking. 
The burning tests gave the following results : 

Cone Cone Cone Cone 

03 1 5 10 

Fire shrinkage 5.2 per ct. 5.3 per ct. 8.3 per ct. 5.3 per ct. 

Color cream buff Rray gray 

Absorption 8.9 per ct. 0.7 per ct. 0.8 per ct. 

The clay was incipiently fused at cone 2. vitrified at cone 7, and 
viscous at cone 18. The bricklet burned to cone 10 was swelled 
and badly cracked, the others were not checked or warped, but 
strono; and dense. 

Sucli a clay as this could probably be used for the cheaper grades 
of stoneware and possibly paving brick. The sandy clay above and 
below is probably a poor fire clay. 

Along the western border of the area, as already stated, the Ter- 
tiary clays are very calcareous and also high in iron. As a general 
rule they are w^orthless, although some may be useful for cheap, red 
burning ware. Detailed examinations of these clays were made 
in the range of buttes north of Antelope creek, in T. 137, R. 97, 
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about eleven miles southwest of Dickinson, and in the buttes around 
Sandcreek. 
In the former locality the section following is exhibited : 

Feet. 

Sand and ferruginous sandstone 50 

White, calcareous sandstone (No. 701) 5 

Gray, carbonaceous, calcareous clay (No. 702-4) 25 

Dark brownish, carbonaceous, calcareous, sandy clay (No. 705) 9 

Grayish white calcareous clay, with but little grittiness (No. 700-7). . 8 

Grayish white, calcareous clay, somewhat sandy (No, 708-9) 8 

White, clayey sand, contains considerable iron and lime (No. 710)... 7 

All of these clays, with the exception of the bottom sand, re- 
quired large amounts of water, had high shrinkages, and cracked 
and warped badly on drying. When burned even to a gentle heat, 
thev swelled and checked still further. These tests show that these 
clays are worthless. 

The bottom sandy clay (Xo. 710) is mostly a medium grained 
quartz sand, containing a little mica and other dark colored min- 
erals and a little clay bonding material. It required 23.2 per cent 
of water, but the tempered material was lean. It had an air shrink- 
age of 4.3 per cent, a tensile strength of 77 pounds, and dried with- 
out checking. The results of the burning tests are : 

Cone Cone Cone Cone Cone 

05 1 5 7 12 

Fire shJinkage 0.7 per ct. 0.5perct. 1.5perct. 3.4perct. failed by 

swelling- and 
warping" 
Color red red red brown greenish greenish 

gray gray 

Absorption 13.1 per ct. 12.8 per ct. 8.3 per ct. 

Condition weak rather weak strong strong 

Incipient fusion occurred at cone 10, vitrification at cone 12 and 
viscosity at cone 1-4. 

This material might be used for common soft-nuid brick, but 
is of rather high fusibility and does not burn strong enough at 
a low temperature. 

Xear the post office of Sandcreek are several high ])uttes 
which are generally known as the Chalk buttes, on account of their 
whiteness. They contain, however, little clay, and what is ])resent 
is calcareous. They extend far np into the Tertiary horizons. The 
»^kull of the Oligocene ruminant, Eporcodon major ( ?), was foimd 
VyO feet from the top. 

Survey— 12, 
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The following is a typical section of one of the buttes about two 

miles east of the post office: 

Feet. 

Hard ferruginous sandstone, which grows softer downward and in- 
ward from the surface. The sand contains many minerals besides 
quartz 135 

Yellowi-sh gray, clayey sand ( No. 301) 15 

Hard ferruginous sandstone, growing softer downwards into an un- 
consolidated ferruginous sand , 75 

White weathering, clayey sand, quite firmly cemented by a large 

amount of lime (No. 302) 20 

Dark brownish gray, carbonaceous and calcareous clay, contains 
considerable gypsum. (Nos. 303-4.) (Fossil mammal found 
in this bed) 40 

Coarse sand and gravel, high in iron and considerable lime (No. 

305) 80 

Even the sand and sandy clays are of low fusibility and have no 
value even for common brick. Their physical properties are shown 
in the following table: 

Sample No. 301 Sample No. 305 

Water required 25.3 per cent 26.2 per cent 

Plasticity moderate very lean 

Air shrinkage 3.2 per cent 1.0 per cent 

Tensile strength 138 pounds 49 pounds 

Conk 05 

Fire shrinkage 1.7 per cent 

Color buff 

Absorption 24.1 per cent 

Cone 03 

Fire shrinkage 7.3 per cent 

Color . yellow green 

Absorption 14.2 per cent 

Cone 1 

Fire shrinkage 14.3 per cent 1.8 per cent 

Color greenish red 

Absorption 16.1 per cent 

Cone 7 

.Fire shrinkage 3.7 per cent 

Color gray 

Absorption 2.9 per cent 

Incipient fusion Cone 02 Cone 6 

Vitrification Cone 2 Cone 8 

Viscosity Cone 3 Cone 10 

The bricklets, although not cracked, were weak, and both clays 
are worthless. 
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The forty- foot stratum of dark carbonaceous clay (No. 303) is 
of no value on account of its high absorption, 61.8 per cent, and 
consequent high shrinkage, 19.0 per cent, the clay cracking to pieces 
on drying. It is very fine grained, but contains many calcite, 
gypsum and other crystals. An analysis shows it to have the fol- 
lowing composition: 

Per Cent. 

Silica 55.30 

Alumina 15.21 

Ferric oxide 3. 05 

Lime 3.94 

Magnesia 4 . 22 

Volatile matter 10.89 

The following section appears in the conical shaped butte about 
four miles north of Sandcreek post office, the beds being lower than 
those in the previous section: 

Feet. Inches. 
Hard ferruginous sandstone, growing softer and finer down- 
ward, some layers being more ferruginous than others, 

giving the sand a banded appearance 25 

Compact, grayish white clay (Xos. 401-2) 10 

Ferruginous sand 3 

Impure lignite 3 

Ferruginous sand and impure sandy limonite, also becomes 

carbonaceous in places 25 

Impure lignite 2 

Dark bluish gray, shaly clay, carbonaceous and calcareous, 

and full of gypsum crystals (No. 403) 3 C 

Impure lignite 1 

Ferruginous sand 10 

Impure sandy lignite Ct 

Dark, carbonaceous, sandy clay 7 

Dark, carbonaceous sand and clay, with a great deal of 

gypsum, some well crystallized • 8 

Blue, calcareous clay, with a greasy feel, containing gjpsum 

(No. 404) '. 5 

Light gray, calcareous clay (No. 405) 2 

Grayish white, calcareous clay (No. 406) 7 

Impure, fei-ruginous, sandy clay 10 

Ferruginous sand 10 

Alternation of ferruginous, carbonaceous, and calcareous 

sands and sandy clays 20 

Ferruginous sand 15 

Impure clay 5 

Ferruginous sand 10 

All the clays tested from this locality had a high absorption and 
shrinkage and checked very badly on drying. When burned at 
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temperatures no higher than cone 010 they all checked and warped. 
These clays are therefore of no value. 

A mile north of this butte the seven-foot stratum of grayish 
white, calcareous clay (No. 406) outcrops at the level of the prairie. 
It is dug here and is used for plastering the outside of the sod 
houses in the vicinity, being called "natural lime." It is, of course, 
nothing but clay. An analysis shows: Per Cent. 

Silica , 65 . 16 

Alumina 19.16 

Ferric oxide. . . . > 3 . 32 

Lime 1.04 

Magnesia 1.75 

Volatile matter 4.83 

It also contains efflorescent salts whi^h dry out on the clay. 

This material (No. 406) developed a good plasticity with 26.1 

per cent of water. It shrank 5.7 per cent on drying, did not 

check and had a tensile strength of 247 pounds. It burned as 

follows : 

Cone Cone Cone 

05 a^ 1 

Fire shrinkage 2.7 per cent 7.7 per cent failed by swell- 

ing- a little 
Color orange red red bro wn dark brown 

Absorption 8.3 per cent 0.3 per cent 

Incipient fusion occurred at cone 4, vitrification at cone 1, and 
viscosity at cone 6. 

The bricklets burned below cone 1 were very strong and dense. 
This clay might make a good drain tile and paving brick. It could 
also be employed for common red earthenware and for red brick. 
It is well adapted to the use it is put, that of plastering houses, 
on account of the strong tensile strength of the dried clay, and is 
verv efficient excent in wet weather. 

The clays south of the railroad, although not so abundant as 
those north, are quite widely distributed. Directly south of Dickin- 
son and Gladstone are clays ranging from high grade china and 
fire clays to those of comparatively low fusibility, suitable for 
stoneware. East of this area the elevation of the country falls 
below that of the Tertiary horizon. West and south the clays be- 
come calcareous and of lovv grade. 

Few of these clays are at present available because of their 
distance from a railroad. With the development of the coimtry, 
however, railroads will be built, and then such clays as are found on 
Black Butte will be valuable. 



CHAPTER IX. 
PLEISTOCENE CLAYS. 

Over much the greater part of North Dakota the surface forma- 
tions are of Pleistocene age. These deposits are of glacial, lake or 
stream origin. They are essentially superficial and do not reach 
any. great depth, although in the Red River Valley a thickness of 
several hundred feet is attained, and some of the morainal hills 
also contain this thickness of surface material. The glacial drift 
is composed of a heterogeneous mixture of clay, sand, gravel and 
boulders. Occasionally enough clay is present for the material to 
be suitable for the manufacture of brick and possibly the cheaper 
grades of hollow ware. 

Glacial Drift Clays. — The deposits of glacial drift are by far the 
most extensive. As a rule, however, thev are unfit for use as a clav 
except where they have been rearranged and sorted by the agency 
of water. The stretches of low flat prairie are usually underlain 
by clay which has been washed from the surrounding elevations. 
The terrace and lake clays are also largely derived from the glacial 
drift. Thus what was originally a mixed mass of sand, gravel and 
clay has now, through the action of water, become somewhat sorted 
and stratified. It is therefore in the low, flat regions that one would 
look for the clays of glacial origin which are available. 

Suitable clavs fonned in this manner occur abundantlv through- 
out the state and in many places are or have been utilized for the 
manufacture of brick. Most of the clays used, although of glacial 
origin, have been transported and rearranged to such an extent 
that thev are more correctlv classified as lacustrine or river bottom 
clays. At Rolla, Jamestown and Bismarck brick has been manu- 
factured from glacial clays which have been washed from the sur- 
rounding elevations and redepositcd through the action of running 
water. Such clays are found widely distributed throughout the 
areas covered with drift. They are not very pure, being usually 
calcareous and sandy, while the individual deposits are also limited 
in extent. 

The character of these clavs is fairlv uniform and is shown bv the 
following descriptions. At Rolla the surface is gently rolling. The 
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elevations are sandy and the lower places underlain by yellow clay. 
A brick plant has been intermittently in operation about one-half 
mile south of town. It utilizes one uf the clay deposits below the 
prairie loam. The clay in the pit is about three and a half feet thick 
with eij^^hteen inches of soil above and sandy gravel below. Trouble 
is experienced in wet seasons with water. 

The clay is of a yellow color, soft, porous and easily dug. It is 
tempered directly in the ring pit. It contains a goo<l deal of sand, 
a few small pebbles of limestone and also mica and g}'psum. A 
moderate plasticity is developed with *20.0 per cent of tempering 
water. The tensile strength was high, about 150 pounds, and it 
had an air shrinkage of 3.2 per cent. 

Its behavior in burning was as follows: 





Cone 


Cone 


Cone 


Cone 




010 


05 


(« 


01 


Fire shrinkage 


2.7 per ct. 


0.3 per ct. 


0.5 per ct. 


1.9 per ct. 


Color 


orange 


light pink 


pink 


greenish 


Absorption 






20.7 per ct. 


15.6 per ct. 



The clay expanded at first due to the large percentage of sand. 
With the exception of the bricklet burned to cone 01 they were not 
very strong. After the clay starts to fuse it rapidly becomes vis- 
cous, incipient fusion occurring at cone 1. vitrification at cone 3, 
and viscosity at cone 4. Such a clay is of no value except for com- 
mon, wet-mud brick. Even for this purpose the presence of the 
lime pebbles causes loss in the brick unless these are carefully 
screened out before manufacturing. 

Over ten years ago a brick plant was in operation at Jamestmvn. 
The pits were located on the prairie, which is about 100 feet above 
the town, and near the railroad track about two miles east of the 
station. The clay used was the glacial subsoil, which is quite sandy, 
but is said to grow more clayey downwards. The old pits are now 
nearly overgrown but showed about eight inches of black loam 
and four feet of yellow sandy clay. 

The clay is soft, structureless, unconsolidated and can be tem- 
pered directly. It is mostly a fine sand with little clay substance. 
It contains a few small lime pebbles but except for these is quite 
free from lime. Iron, carbon and mica are present in considerable 
quantities. With 22.4 per cent of water it develops only a fair 
plasticity. It had a tensile strength of 166 pounds. The air shrink- 
age was 3.0 per cent. 

The burning tests show the following results : 




/ i 
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Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


0.8 per ct. 


0.8 per ct. 


0.5 per ct. 


1.5 per ct. 


Color 


orang-e red 


light red 


red 


red brown 


Absorption 


17.1 per ct. 


17.5 per ct. 


17.9 perct. 


13.4 per ct 



The bricklet burned to cone 01 was strong,. but the others were^ 
not. Incipient fusion occurred at cone 2, vitrification at cone 7, and 
viscosity at cone 9. This clay is probably not plastic enough for 
the stiff mud process but makes an excellent material for soft mud 
brick. It can be dried quickly without checking, and can be burned 
hard without danger of over-burning, which is possible with most 
glacial clays which are high in lime. The brick which were made 
here over ten years ago have stood the test of weathering very well 
although they are now soft, but the brick could have been burned 
much harder than they were. 

The brick plant at Bismarck is located about a mile west of 
town, near the railroad track. The clay used is a glacial till which 
decreases in thickness as the face of the pit is pushed back further 
into the hill. The clay seems therefore to have been washed from 
the hill into the valley, attaining a maximum thickness of ten feet. 
Below the drift occurs the Laramie sands. 

The clay is soft, and is tempered directly in soak pits. It is a 
dark yellow, porous clay, composed mostly of fine sand, with a little 
clay substance, contains a few pebbles and is high in lime. It re- 
quired 26.1 per cent of tempering water for its maximum plasticity, 
which was moderate. The air shrinkage was 6.1 per cent, but it 
dried without checking. The burning tests were as follows: 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkag-e 


0.4 per ct. 


1 . 1 per ct. 


3.0 per ct. 


failed 


Color 


li^ht red 


red 


red 


dark brown 


Absorption 


22.0 perct. 


19.9 per ct. 


14.6 per ct. 


19 per ct. 



It was incipiently fused at cone 02, vitrified at cone 1. and be- 
came viscous at cone 3. The bricklets were strong. Burned to abcJut 
cone 03 a good, strong, fairly hard brick can be made by the soft 
mud process. 

These show the character of the material that one may expect 
to find in the glacial drift. Clay fit for the production of a low 
grade, soft-mud brick can doubtless be found in many localities 
not specifically mentioned. 

Lake Bottom Clays. — The valleys of the northward flowing rivers 
were dammed up by the edge of the retreating ice sheet toward the 
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close of the glacial period, and great lakes were formed. In North 
Dakota there were three such lakes. Lake Agassiz, Lake Souris and 
Lake Dakota. Besides these larger lakes many smaller ones were 
formed, which like the larger have since been drained off. Into 
these clay was carried by the inflowing streams and deposited on 
the bottom. The sediments thus laid down are sandy and calcare- 
ous and were derived mainly from the Pierre and other Cretaceous 
shales, and from the glacial drift. These stratified lake clays reach 
a thickness of from 50 to 100 feet in the Red River Valley. 

Only the yellow subsoil underlying the surface loam has been 
employed as yet for the manufacture of brick. This consists of 
a sandy, calcareous clay which is very uniform in its character and 
properties throughout the valley. It is overlain by a foot or two 
of black surface loam, from eight to ten inches of which are stripped 
oflF in working Directly .underlying the yellow clay is a mottled 
yellow and blue clay about three feet thick, known as **joint clay." 
It is harder than the overlying material and grades downward into 
a blue clay of indefinite thickness. The typical yellow clay which 
is dug for brick is about three and one-half feet thick at Drayton 
and thins out toward the south, so that the pits at Fargo and 
Abercrombie are very shallow, only two feet to eighteen inches 
being used. At Grand Forks about a foot of the "joint clay'* is 
mixed in with the vellow. 

The clay is rather sandy, is light and porous, containing roots 
and other carbonaceous material. It is colored yellow by the oxi- 
dized iron, is highly calcareous and carries small lime pebbles and 
mica. It only develops a moderate plasticity, and fuses at a low 
temperature (about 2,200 degrees F.). with a very small range of 
from 100 degrees to 200 degrees F, between incipient fusion and 
viscosity. The bricks when underbumed are pink, but properly 
burned at 2,000 degrees F. are cream colored. 

At Drayton there is exposed in the pits about three and a half 
feet of yellow clay, overlain by eight to ten inches of black loam, 
and underlain by the joint clay grading into the blue clay. The 
yellow clay is sandy and is high in carbon, iron and lime. It is soft 
enough to go directly from the pit to the pug mill. It required 
26.3 per cent of temj^ering water and developed a moderate plasticity. 
It had an air shrinkage of 4.8 per cent and the tensile strength 
of the air dried clay was 173 pounds. The burning tests were as 
follows : 
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4 

Cone Cone Cone Cone 

010 05 03 01 

Fire shrinkagfe 1.0 per ct. 1.4 per ct. 1.0 per ct. 1.9 per ct. 

Color light cream liRht cream cream light greenish 

Absorption 29.7 per ct. 30.5 per ct. 30.7 per ct. 24.2 per ct. 

The bricklets were strong and those burned to cone 01 nearly 
steel hard. Incipient fusion occurred at cone 2, vitrification at cone 
4, and viscosity at cone 5. 

At Grand Forks the yellow clay is about three feet thick. It is 
overlain by a foot or more of black loam, ten inches of which is 
stripped off and the rest mixed with the clay. About a foot of the 
underlying "joint clay" is also dug and mixed in with the rest. The 
sample from the Dinnie yard showed a texture similar to that from 
Drayton, but contained a little more sandy material. It required 
25.1 per cent of tempering water and developed only a fair plas- 
ticity. The air shrinkage was 2.7 iper cent and the tensile strength 
127 pounds. The burning tests gave results as below: 

Cone Cone Cone Cone 

010 06 03 01 

Fire shrinkage 0.5 per ct. 1.0 per ct. 0.1 per ct. 2.0 per ct. 

Color orange pink cream cream to 

greenish 
Absorption 31.4 per ct. 33.1 per ct. 22.5 per ct. 17.9 per ct. 

The bricklets, except the one burned to cone 01, were not very 
strong. The clay was incipiently fused at cone 1, became rapidly 
vitrified at cone 3, and viscous at cone 4. 

The following is an analysis of the same clay from the Alsip yard 

in the northwestern part of the city limits, formerly worked:^ 

Silica 51.27 

Alumina 9.33 

• Ferric oxide 3.52 

Lime... 11.15 

Magnesia • 2.31 

Soda 2.08 

Potash 0.50 

The yellow clay at Fargo and Abercrombie, although thinner, 
has very nearly the same properties. The action of the clay in burn- 
ing for brick in the different localities is very similar. It is doubt- 
ful whether it is of any value except for cream-colored, soft-mud 
common brick, although a good quality of these can be manufac- 
tured. 

IE. J. Babcock; N. Dak, Geol. Survey, Vol. I. p. 40. 
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But little work has been done on the underlying "joint" and blue 
clays. A sample of the former from the bottom of the pit in the 
Dinnie yard at Grand Forks, and therefore about five feet from 
the surface, was tested and gave the following results. It contains 
more clay substance than that yellow clay, although considerable 
fine sand is still present. The iron is oxidized to a yellow color 
in streaks along the joints. Carbon and lime are also present in 
rather large quantities. It takes 29.6 per cent of tempering waver 
for the best plasticity, which is good. The tensile strength is 255 
pounds, and the air shrinkage 5.3 per cent. In burning its behavior 
was as follows: 





Cone 


Cone 


Cone 


Cone 




010 


06 


03 


01 


Fire shrinkage 


0.0 per ct. 


0.3 per ct. 


0.0 per ct. 


failed by 
cracking 


Color 


orange pink 


pink 


pink 


green 


Absorption 


30.3 per ct. 


30.9 per ct. 


30.3 per ct. 


10.1 per ct. 



Incipient fusion occurred at cone 02, vitrification at cone 1, and 
viscosity at cone 2. The bricklets were all strong. This clay alone 
would probably be valueless, but because of its good plasticity and 
high binding power, it could be mixed with a sand or a sandy clay 
and worked by the stiff-mud process for the manufacture of com- 
mon brick and possibly paving brick. Several tests have been made 
for the use of this clay as a paving material. In some cases, with 
a correct mixture, fair results were obtained. 

At Hall's Spur, about three miles north of Omemee, there is 
located a brick plant which uses the clay laid down in the old glacial 
Lake Souris. The material is similar to the Lake Agassiz clay. 
In the pit is exposed four feet of yellow clay subsoil, overlain by 
about a foot of black loam. The clay is high in fine sand and low 
in clay substance. The sand contains much mica, and is probably 
calcareous. The clay is of course soft and does not have to be 
prepared except in soak pits or in a pug mill. It required 25.1 
per cent of water to develop its best plasticity, which w-as but 
lean. althou|2:h the tensile strength was 161 pounds. The air shrink- 
age was only 0.5 per cent. The burning tests gave the following 
results: 



» 


Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


3.0 per ct. 


0.8 per ct. 


3.0 per ct. 


4.3 per ct. 


Color 


light red 


light red 


gray green 


green 



Absorption 30.9 per ct. 24.1 per ct. 18.1 per ct. IT.pcrct. 
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The bricklets burned to 010 and 05 were very weak, crumbling 
to pieces easily. The one burned to 03 was not very strong, but 
burned to 01 it became strong, though warped a little. Incipient 
fusion occurred at cone 1, vitrification at cone 3 and viscosity at 
cone 4. 

Similar clays are found underlying the area covered by this old 
lake, which includes the greater part of Bottineau and McHenry, 
and bordering portions of Rolette, Pierce and Ward counties. Some 
of the clays are probably more plastic, but they will probably not 
be of any value except for the manufacture of common soft-mud 
brick. 

River Bottom Clays, — Along the principal streams alluvial flood 
plains and terraces are found. These are well developed along 
the Missouri, especially where its various tributaries enter. The 
Mouse river flows through a broad, flat valley, the flood plain having 
been formed when the river was much larger than at present. This 
is also true of the James and Sheyenne rivers. The Red river 
flows in a shallow, narrow channel, and its flood plain is heavily 
wooded, as are the flood plains of its tributaries. Still, the alluvial 
clay from the flood plain of the Goose river at Hillsboro is mined 
. for brick manufacture. The bottoms of the western rivers, the 
Knife, Heart and Cannon Ball, are sandy. These river bottom 
clays are used for brick at Williston, Minot, Hillsboro and Mandan. 

At Williston the Muddy river and Stony creek flow into the 
Missouri and form a very broad flat of river laid alluvium, with 
two terraces. At the north end of the town the alluvium is dug and 
used, for making brick. The top two or three feet of yellow sandy 
clay is mixed with a lighter clay below, which, when used alone, 
cracks on burning because of the lime pebbles present. The clay 
is quite lean and has little binding power, so that the bricks are 
rather soft, unless burned nearly to vitrification, which is difficult 
to do without injuring part of the kiln. 

The underlying buff clay is very sandy, with a little fine clayey 
material. It is ferruginous and calcareous, required a rather large 
amount of water (30 per cent) to give the clay any plasticity, and 
at the best was lean. The air shrinkage was only 0.4 per cent and 
the air dried clay was very weak. Its behavior in burning was as 
follows : 
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Cone Cone Cone Cone 

010 06 03 01 

Fire shrinkag'e 0.3 per ct. 0.7 per ct. 0.8 per ct. 0.8 per ct. 

Color light pink gray bufiP gr^y light greea 

Absorption 30.1 per ct. 20.9 per ct. 21.8 per ct. 

The bricklets were rather weak, except the one burned to cone 01 . 
This was strong but cracked badly. Incipient fusion occurred at 
cone 2, vitrification at cone 4 and viscositv at cone 5. 

The top clay is more ferruginous, contains less lime and bums to 
a good red color. This clay was used by Mr. Metzgar, several years 
ago, for making brick, being dug on the flat next to the Missouri 
River. A sample from one of the terraces where the deposit is 
about six feet thick was quite plastic and burned to a strong red 
brick without cracking. 

About a mile southeast of Minot on the flat of the Mouse river 
there is a brick plant. This is equipped for the production of stiff- 
mud and soft-mud bricks, altliough as yet only soft-mud brick 
have been produced. The upper clay, which has been used for the 
soft mud brick, is a lean, sandy loam, ferruginous and calcareous, 
with little limestone pebbles in it. It bums to a soft, red brick. 
There is about six feet of this clay. Below it in the western part 
of the pit is a yellow clay of moderate plasticity, which w^ill be used 
with the stiff mud machine. At the eastern end of the pit, about six 
feet of a lean, vellow, sandv clav directlv underlies the clav loam, 
SO that the more plastic clay is probably of limited extent. 

Tiiere is another plant using river alluvial clay at Ilillsboro. 
located on the flat of the Goose river. About six to ten feet of clav 
is worked. It is soft and sandv, with manv verv small limestone 
pebbles and carbonaceous particles in it, and with but little clay 
substance. An unburned brick was tested with the following results. 
It required 20.5 per cent of tempering Water for its maximum plas- 
ticity, which was good. It had a tensile strength of 189 pounds, 
and an air shrinkage of 5.3 per cent. In burning the results were : 





Cone 


Cone 


Cone 


Cone 




010 


05 


03 


01 


Fire shrinkage 


0.0 per ct, 


0.3 per ct. 


0.3 perct. 


4.0 per ct. 


Color 


orange red 


orange red 


light red 


brown and 
greenish 


Absorption 


24.7 per ct. 


24.4 per ct. 


23.5 per ct. 


14.1 perct. 



The bricklets were strong and were not cracked, and the one 
burned to cone 01 was steel hard. Incipient fusion occurred at cone 
1, vitrification at cone 4, and viscositv at cone 6. This makes an 
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excellent material for common brick and could probably be used 
by the stiff-mud process. 

At Mandan, on the flat of the Heart river about a mile west of 
the town, is situated a small brick plant. In the pits are exposed 
two feet of overlying material, though to be filled in artificially, and 
consisting of Laramie clay, sand, shale, limestone and sandstone, 
and six feet of a yellow, sandy alluvial clay, becoming gradually 
more sandy downwards. The stones are hand picked from the over- 
lying material, and the rest allowed to become mixed with the al- 
luvium, giving it added plasticity. 

An unburned brick was tested. It required 28.9 per cent of 
tempering water and the resulting plasticity was good. The air 
shrinkage was high, 7.9 per cent, but the clay dried without crack- 
ing, possibly due to its high tensile strength, 263 pounds. The 
results of the burning tests were as follows: 

Cone 
05 
0.6 per ct. 
light red 
19.4 per ct. 

The bricklets were strong and not cracked, except that burned 
to cone 01, which was bloated somewhat. The clay was incipiently 
fused at cone 02, vitrified at cone 2, and became viscous at cone 
•L 

As a rule, one mav sav of the alluvial clavs that thev are sandv 
and lean, and also that they are calcareous and ferruginous. 





Cone 




010 


Fire shrinkag-e 


0.4 per ct. 


Color 


light red 


Absorption 


19.9 per ct. 



Cone 


Cone 


03 


01 


3.0 per ct. 


failed 


red 


dark brown 


16.3 per ct. 


3.6 per ct. 
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CHAPTER X. 
THE USES AXD VALl'E OF XORTH DAKOTA CLAYS. 

IXTRODUQTION. 

The uses of clays are dependent upon the intimate blending and 
resultant effect of many chemical and physical proi)erties. It is 
therefore impossible to arrive at a reliable estimate of the value of 
a clay for a given purpose without having made a very careful in- 
vestigation of these various chemical and physical properties. 

To most people, clay is nothing but clay, the delicate variations 
in character and composition, which really determine the adapta- 
tion and value of a clay, being too commonly overlooked. This is 
especially true with reference to the chemical composition of a clay. 
There are too many instances in the clay industry where develop- 
ment has been undertaken and failure resulted because the character 
of the clay was estimated wholly upon its physical properties. X'o 
clay industry should be established without first having a knowledge 
of the average chemical composition of the deposit derived from 
a number of reliable analyses. This is particularly true of all 
clays to be used for the production of a higher grade than common 
brick, and it should also be done even for common brick. 

The conclusions arrived at with reference to the adaptation and 
value of clays mentioned in this chapter are based upon a large 
amount of work which has been done in the laboratories of the 
College of Mining Engineering, under the direction of the writer 
of this chapter, and also from many years practical experience by 
the writer with the clavs of this and other states.^ 

No one clay, however good, is fit for all uses, and usually the 
range of adaptation is rather limited. The greatest care should 
be taken to determine what this range is for a given clay before 
embarking upon the development of an industry. Not infrequently, 
persistent efforts are made to secure from a clay products for which 
it is utterly unfitted, while in many cases the same clay may be 



I In order to provide for thorough and practical tevting. an experimental clay-testing 
plant is being developed in connection with the College of Mining Engineering. 
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admirably adapted for the production of quite different but equalh 
valuable materials. 

Every clay must be adapted to the peculiar requirements and 
methods of treatment necessary for the manufacture of the product 
desired. It is far better to expend some time and money in a thor- 
oug"h preliminary testing of a clay to determine its adaptation than 
to learn that it is unfitted for a certain use after the expenditure of 
large sums of money in the equipment of a plant. 

The value of a clay for a given purpose often depends upon some 
apparently small ipoint in connection with its composition or physi- 
cal character. For example, the color may be wrong, the fusion 
too low, shrinkage in drying or burning too great, or the presence 
of some unnoticed impurity, any one of which may be sufficient to 
render the clay unfit for the purpose desired. 

The basis of all clav is essentiallv a silicate of aluminum but 
most clavs contain, besides the aluminum silicate, a variety of other 
substances such as iron, lime, magnesia, potassium, and sodium, 
and other compounds which greatly modify the character of the 
original clay body. All varieties of clay originate from the disin- 
tegration of feldspathic rock. The parent rock, subjected to the action 
of weather and water, and finally to chemical agencies, is broken, 
ground and separated into sand and clay. The harder pure quartz 
of the rock remains in coarser grains as sand and the softer feld- 
spar, by the further wearing and chemical action, is reduced to an 
imipalpablc state and finally deposited as a bed of clay. For exam- 
ple, a rock containing much iron or alkaline matter, would be likely 
to fomi a clay containing a considerable proportion of these con- 
stituents, while a rock quite free from such ingredients would, un- 
less contaminated by foreign matter, produce a comparatively pure 
clay. Impurities are often added to clays during the time of trans- 
portation and deposition. After doi>osilion the character of the clay 
is often if not always subject to a modification corresponding to 
the make-up of the superimposed material. Water percolating 
through an overlying deposit is almost sure to find some soluble 
contstituent such as lime. iron, or alkalies, which it carries with 
it till it reaches the underlying clay, where, <mi account of the com- 
pact nature of the deposit, the water ])asses very slowly and so 
allows a portir)!! of the elements which it holds in solution to be 
deposited in the clay. Thus we have another cause of the varieties 
of clav. 
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In some cases water percolating through clay does not add im- 
purities, bait probably tends to purify it. This may be the case 
whcYi coal, especially ipure lignite, overlies the clay. Under such 
conditions the lignite probably acts much like charcoal, as an ab- 
sorbent filter, to remove matter in solution in the water. The 
water thus being left quite free from the lime, iron, alkalies, etc., 
instead of contaminating the under clay might, w^hatever works 
its way through, serve as a wash to carry off some of the soluble 
matter of the clay. Whatever the cause, it is a fact that the purest 
clays not uncommonly underlie coal seams. 

Variations in the character of the rock from which clav is de- 
rived, and variations to which the clay is subject during and after 
deposition, are sure to produce clays of decidedly different charac- 
tcrr. So it is that we have clays of all grades ranging from those 
so impure and mixed with sand and pebbles as to be unfit for the 
coarsest uses, to those so pure that from them can be made the 
most beautiful and delicate potter's wares. 

On account of the variation in quality and character of wares 
of a given class and on account of the blending in many cases of 
one kind of ware with another, it is impossible to prescribe within 
clearly defined limits the character of cla\^ for certain uses. For 
the purpose of this report, we shall consider the clays briefly under 
the following classes : Architectural materials, such as brick, terra 
cotta, paving brick, etc. : Refractory materials, such as fire bricks, 
stove lining, etc. : Semi-porous zvare, such as drain tile, flower pots, 
etc.; Stonezvare (semi-vitrified or partially glazed), such as sewer 
pipes, jars, jugs, etc.: Earthenzvare (with w'bite or yellow body, 
taking good glaze), such as table ware, sanitary ware, ornamental 
tiles, and art pottery. 

ARCHITECTURAL MATERIALS. 

Among the many important uses to which the coarser clays are 
put is the manufacture of brick and architectural material. Clay 
fit for this purpose is quite common especially for the inferior grades. 
The characteristics of clay suited for such production are not neces- 
sarily very closely defined. This fact is readily recognized when 
we consider the great variety in kind and quality of brick and other 
structural materials. Among the many different kinds of brick 
and architectural products the following typical classes may be 
mentioned: Common brick, plastic ribbon made brick, pressed 
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brick, ornamental brick, terra cotta and paving brick. Of each of 
these general classes there are a g^eat many varieties. 

Common brick is used for rougher construction work and for 
ordinary building purposes. Plastic brick, made by the auger ribbon 
machine, usually occupies a position midway between common and 
pressed brick and is oftentimes used as a substitute for pressed 
brick. It sells at a considerably lower price and is much more 
cheaply made. A large number of the North Dakota clays aire 
especially well adapted to the use of the auger ribbon machine. 
For extra fine products these bricks are sometimes repressed before 
burning. Such brick and ordinary pressed brick give much sharper 
edges and smoother faces, and should be uniform in color. They 
are used w^here a better finish than that obtainable from common 
brick is desired. 

Ornamental brick or terra cotta is used for trimming and deco- 
rative purposes. It is manufactured in a great variety of ways 
and is frequently artificially colored or even glazed. It is hard to 
manufacture, requiring much skill and high grade material. It is 
therefore expensive. 

Paving brick is used as a substitute for stone and other material 
in the construction of citv streets. This material is burned hard 
and partially vitrified. It finds considerable use also for building 
purposes. It is most commonly made by the plastic process on the 
ribbon or auger machine. 

It will thus be seen that very widely different materials must be 
used to produce such different products. However, in general it 
may be said that a good clay for architectural material must be free 
ffom pebbles and from too great a proportion of sand, lime and 
alkalies. It must also not shrink or crack readily in drying or burn- 
ing and it must produce a good hard, strong body. The color may 
vary widely, and in fact there is a great difference in people's choice 
as to the color of building materials. 

Red is the most common color and is due to a varying percentage 
of iron present in the clay. In North Dakota, however, our com- 
mon brick clays and ever our higher grade pressed brick clays are, 
many of them, so low in iron that they burn to a white, creamy or 
light red tint. 

For common brick there is not likelv to be any difficulty in find- 

^ ^ m 

ing clay sufficiently free from an excessive amount of lime, alkalies 
and iron, though a combination of these elements in too large pro- 
portion oftentimes occurs. An excess of lime may have the ten- 
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dency to give a brittle product at a low heat, or a fused, discolored 
product at a high heat. Limestone in small fragments in clay is 
sure to produce very unsatisfactory ware as the limestone lumps 
are converted into free lime during burning and when the bricks 
are exposed to moisture this lime unites with water and swells, 
and frequently cracks the brick. Some clays, however, which con- 
tain a considerable amount of lime and alkalies, if present in a 
finely divided condition and if properly handled, produce an ex- 
cellent material where resistance and abrasive qualities are sought 
rather than delicacy of tint or power to resist high heat. In all 
cases the clay must be sufficiently plastic to work well and must be 
tempered, if need be, with burned clay or sand to prevent too great 
shrinkage. Care, must, however, be taken to avoid the tendency 
to overload the clay with either sand or grog. This is not in- 
frequently done with plastic clay in order to render it more easily 
handled. Cavities and fusion spots are often produced when the 
material used has not been screened or reduced to a fine condition, 
and contains lime or iron sulphide nodules or fragments of organic 
matter. This difficulty can be largely overcome by carefully screen- 
ing or grinding and mixing. 

The color is dependent not only upon the iron present but also 
upon the degree of heat and the presence of sufficient oxygen during 
the burning. A small poroportion of iron ordinarily will produce 
a light color but, in some cases, a strong heat may produce a lighter 
color than would be the case with much iron and a low heat. 

It should be remembered that the greater portion of the brick and 
other material of this class is not of the highest grade. Where a 
superior quality can be made, especially at only a small additional 
expense, there is an enormous advantage to the manufacturer on 
account of the higher prices obtained. Some of the best grades 
of brick, terra cotta, and other constructional material can be made 
from the more impure pwDtter's clay found in the southwestern part 
of the state. The general physical character of a few of the lower 
grade brick clays of North Dakota may be seen by the following 
table of physical tests : 



Location 



Grand Forks 

Hillsboro 
Bismarck 
Kenmare 





Water 


Formation 


required 




Per Cent 


Pleistocene { 


25.1 


Lacustrine S 


Alluvial 


26.5 


Glacial 


26.1 


Laramie 


20.6 



Air 
shrinkaRe 
Per Cent 

2.7 

5.3 
6.6 
4.9 



Tensile 

strensrth 

Ib8. per sq. in. 

127 

189 

118 
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Fire Absorp- 

Location Formation Plasticity shrinkage tion Caior 

Per Cent Per Cent 

r_-_j p__K- j Pleistocene ♦. ,.. j Cone 05 1.0 33.1 pink 

Grand Forks ^, Lacustrine \ **»^ ( Cone 01 2.0 cream 

Hillsboro Alluvial good |g-gf 0.3 21.4 or.ngered 

Bismarck Glacial moderate ) ^:^J gj 11 ^^^^^^^ ^19 9^^^^^^ red 

br.««».*. T «..<>^:. -^^ri i Cone 05 0.9 231 pink 

Kenmare Laramie good < Cone 01 03 220 buflf 

The chemical coniposition of brick clays varies greatly. They 
are usually rather high in silica, lime, magnesia and iron, and ordi- 
narily fuse at a rather low temperature. The following table is 
suggested by Ries as indicating roughly the maximum, minimtmi 
and average percentage composition of common brick clays :^ 

Range. Average 

Per Cent. Per Cent. 

Silica a4.35 —90.87 49.27 

Alumina 22.14 —44.00 22.774 

Lime 0.024—15.38 1.513 

Iron oxide 0.12(>— 33.12 5.311 

Magnesia 0.02 — 7.29 1.052 

Alkalies 0.17 —15.32 2.708 

Water 0.05 —13.60 5.749 

Moisture 0.17 — 9.r>4 2.502 

Clays used for the manufacture of pressed brick are of a some- 
what higher grade than those used for common brick, but the gen- 
eral principles which have already l)een mentioned apply to pressed 
brick and ornamental products. Greater care, however, needs to be 
taken in the selection of the clay and in the preparation of the 
material before it goes to the press. If the clay is too fine-grained 
and .sticky it is apt to bother in the molds and give heavy fire 
shrinkage. This can be partially overcome by adding grog. Too 
lean or sandy or overgrogged clays usually produce soft, brittle 
pressed brick. Such bricks suflfcr materially in handling and are 
not good because too porous. Soft, porous pressed brick is not 
desirable for ordinary building purposes. 

Some manufacturers have a tendency to oversand or ovcrgrog 
the material. One 'not infrequently meets with cases where unusu- 
ally high grade clay has been nearly ruined for pressed brick by 
being overgrogged. Pressed brick usually burns somewhat harder 
than mud brick or auger-made brick, and unless the temperature 
ji IS high enough to produce bonding the brick are liable to be soft 

and crumbly. Light-colored pressed brick are usually produced 

I ' * 

*New Jersey Geol. Survey: Vol. VI. p. 219. 
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from purer clays, containing small percentages of iron, while red and 
brown colors are produced from clays high in iron, or sometimes 
from a mixture of artificial coloring matters with the raw clay. 
Mottled effects are produced by mixing small fragments of diflferent 
clays or foreign substances w^ith the ground clay before it is molded. 
The following table of physical tests will give an idea of some 
of the characteristics of a few of the pressed brick clays of North 
Dakota : 









Water 




Air 




Tensile 


Location 


Formation 


required 




shrinkage 


strength 








Per Cent 




Per Cent lbs. per sq. in. 


Dickinson 


Tertiary 




27.7 




3.0 




160 


Hebron 


Tertiary 




20.6 




3.8 




122 


Wilton 


Laramie 




21.6 




5.3 




227 


Mayo 


Benton 




46.3 


Fire 


5 7 


Absorp- 


108 


Location 


Formation 


Plasticity 




shrinkage 


tion 


Color 










Per Cent 




Per Cent 




Dickinson 


Tertiary 


very good 


C Cone 1 
\ Cone 5 
( Cone 10 


3.6 
5.x 
7.3 




8 
2.6 


light bufT 

light buff 

gray white 


Hebron 


Tertiary 


good 


( Cone 01 
\ Cone 5 
\ Cone 10 


1.0 
2.9 

5.8 




10.6 
1.8 


light buff 

light buff 

light gray 


Wilton 


Laramie 


very good 


( Cone 05 
- Cone 01 


0.0 
2 5 




16.6 
5.9 


orange red 
green 


Mayo 


Benton 


moderate 


I Cone 05 
I Cone 01 
' Cone 5 


4.3 
7.3 
9.3 




21 8 

15.8 

8 5 


orange red 

red brown 

dark brown 



The geological horizon of clays suited to different uses varies 
widely from the earliest to the latest formations. Especially is this 
true with reference to the clays used for the manufacture of com- 
mon brick and other architectural material. Coarse clays suited 
for these purposes are frequently found in drift-covered districts 
where the underlying deposits are free from sand, pebbles and ex- 
cess of 'limestone. This is how some of the brick clav in northern 
Minnesota and Dakota occurs. This material is also often found as 
lake and river deposits which have been formed by the disintegra- 
tion of surrounding or distant gneissic or feWspathic rock or from 
shale. It can readily 'be seen that clays of such origin are not likely 
to be of hig'h grade on account of contamination by objectionable 
foreign matter. 

A better grade of coarse clay is often found with the clays of the 
Cretaceous and Tertiarv formations. From this some excellent 
brick, terra cotta and drain pipes may be made. Some of the coarse 
clavs of central and western North Dakota are of this kind and will 
doubtless prove their worth. It would naturally be inferred that 
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material so different in its origin varies also in its composition 
and characteristics and so produces articles of widely different 
values. The essentials in every case are a sufficient proportion of 
true clay basis or kaolin element to produce a plastic, workable 
body, free from pebbles and from an excess of sand and fusible 
material. Variety in the color of brick generally results from varj'- 
ing proportions of iron and the intensity of the heat to which the 
brick is exposed. Hard, dense, semi-vitreous brick result usually 
from clay with much Huxing material, such as the alkalies and 
iron. 

North Dakota is remarkably well supplied with good brick clays. 
They are so well knwvn that but little need here be said in regard 
to them. Fair brick clays may, I think, be found in most parts of the 
state. Over a considerable district in the eastern part, these clays 
appear in two distinct beds, i. e., the upper, usually i.-ellwv clay, 
immediately under the soil, and the deeper blue clay. In most if 
not all cases in this district, brick is made from the yellow clay. 
Still it is quite probable that a judicious and thorough mixing of 
the blue and yellow clays would often produce a better article. 

In the Red River Valley the yellow clay immediately under the 
soil affords material for a first-class cream brick. It is the clay used 
extensively in Grand Forks. 

In the north central portion of the state, there are near the sur- 
face shale deposits of considerable thickness which would doubt- 
less in many cases make excellent brick. 

In the western portion of the state there is a variety of clays. 
In many localities the coal clays may produce fine brick and terra 
cotta. 

It is probable that the shales about Park River, Milton, Langdon, 
etc., along the Great Northern railroad to the north, will produce 
good brick if properly utilized. They would be likely to produce 
a firm, siliceous red brick. 

At Kenmare on the Soo railway and near Minot and Williston 
on the main line of the Great Northern railroad there are clays that 
will make a fine, dense brick, in color from light cream to red. 

Near Bismarck there are two or three lajers of clay fit for ex- 
cellent red bride. On the bank of the Missouri river, north of the 
Northern Pacific railroad bridge, near Bismarck, two layers appear 
well suited to this use, as well as to the production of drain and 
sewer pipes. One of these days is a rather sandy gray clay : under 
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this is a dark carbonaceous clay, somewhat plastic and apparently 
adapted for making strong, dense drain pipe, roofing tile, brick, etc. 

About Dickinson the great variety of fine clays afford abundant 
material for the finest kind of brick and terra cotta of different kinds. 
The best of these clays run into fine fire clay and earthenware clay, 
and seem too valuable to be used for common brick. They will be 
further considered under the head of fire and earthenware clav. 

In many places in Stark, Hettinger, Morton and Mercer counties 
there are deposits of good clay for common brick and even pressed 
brick. Most of the clays mentioned for pressed brick could be used 
for common brick. 

PEIESSED BRICK CLAYS. 

Clays adapted to the manufacture of pressed brick are much 
more exacting in their character both as to chemical and physical 
properties, and therefore much less abundant than common brick 
clays. However, the best of common brick cla}^ frequently blend 
into pressed brick clays. There is an infinite number of kinds and 
qualities of pressed brick ; still in a general way the same principles 
which were brought out in the discussion of the requirements of a 
common brick clay and the effects of impurities will apply, only 
with much more force, to clays to be used for pressed or front 
brick. 

The basis of a good pressed brick clay usually approaches much 
more nearly to a kaolin than does common Brick clay, and with the 
exception of iron, which occurs in widely different quantities, the 
best front brick clays are usually fairly pure. 

As a high crushing strength is usually demanded of pressed brick, 
it is not desirable to have an undue amount of free silica or sand 
in the clay, since this always tends to materially lessen the bonding 
unless the brick is burned at a high temperature. 

Smooth surfaces and sharp edges are very important in face 
brick. In order to obtain these the clay must be fine and reasonably 
plastic. The more plastic clays usually develop finer surfaces and 
harder brick. 

The tint varies from almost pure white in the higher grade clays 
to a deep red, the shade being largely due to the amount of iron 
present. Most of our North Dakota clays are rather low in iron 
and produce light colored brick. Some of the clays are high in 
iron, as will be seen from the analyses, and they are capable of 
giving excellent shades of red. Lime should be low, as it tends 
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not only to make the brick soft but, when burned at a high tempera- 
ture, it unites with the iron and reduces its color effect, while if 
burnedi at a low temperature it is likely to leach out by the action 
of water and whiten or stain the surface of the brick. The same 
holds true with reference to magnesia. Soluble salts such as sul- 
phate of iron, magnesium sulphate or the alkalies should not be 
present, for they not only reduce the quality of the brick but also 
discolor it. 

There are a great variety of colors required in face brick. With 
a clay burning to white or cream color for the foundation and 
with a clay rich in iron to mix, a great variety of simple shades can 
be produced. By grinding one of these clays fine and the other 
coarse and mixing, a mottled brick will be produced, the color effect 
of which may be modified by varying the proportions of each clay. 
Depth of color can be added to clays containing more or less iron 
by the use of a small amount of manganese. Other coloring mat- 
ters are occasionally used. 

Pressed brick demands great attention in all stages of manufac- 
ture, but especially so in proportioning the grog, in burning and in 
sorting. There is a tendency among some manufacturers to use 
too much grog, which produces a porous and brittle brick unless the 
grog is easily fluxible. Proper firing is of the utmost importance. 
It is very diflScult to secure men who fully understand the great 
variety of conditions to be considered in burning, and one of the 
most common failures in this part of the work is due to uneven 
firing. In the North Dakota clays of this character, which are 
usuallv rather refractorv, there is a tendency to underburn. 

The regulation of oxygen in the kiln greatly affects the color of 
the ware. The brighter shades can only be secured in the oxidizing 
fire. Kilns are frequently fired with too little oxygen, especially 
during the last stages. The result is a dead and unsatisfactory color. 

Great care must be taken in sorting the brick. Different shades 
will 'be found in different parts of the same kiln. These should be 
sorted so that bricks of light shades will be accummulated as suc- 
cessive kilns are fired. A stock of these shades should always be 
kept in order to give uniformity in color. Slight variations in 
tint in a building will greatly reduce the artistic effect, no matter 
how good the brick may be. 

There are several localities in North Dakota where excellent 
pressed brick clay is found. Among these may be mentioned the 
following. It is not, however, to be understood that the brick will 
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be of the same quality in these various localities. While clays men- 
tioned will make good pressed brick, the character of the brick will 
vary greatly not only on account of the composition and properties 
of the clay but also on account of the difference in the manufactur- 
ing. Often the best clays are so poorly handled that the product 
is hardly admissible, while in the hands of a more skillful manipulator 
a poorer clay may give a mudi better product. 

Excellent pressed brick is now made at Dickinson, Stark county, 
where the high grade white-burning clays are used as a body mixed 
with clay nearer the surface, which gives the red shades. The 
white clays are of exceptionally fine quality, some of them being 
so pure that they are fit even for white earthenware. They are also 
strongly refractory. With proper handling, a variety of high grade 
products can be made from these clays. They are for the most 
part strongly plastic, and this quality should be taken into con- 
sideration in the manufactiu"ing process adopted. Best products 
can only be gotten by strong firing. The analyses of some of these 
clavs are as follows : 

Analyses of Pressed Brick Clays at Dickinson. 

Per Cent. Per Cent. Per Cent. 

Silica 66.55 56.03 64.22 

Alumina 23.22 24.23 17.22 

Iron oxide 1.16 9.46 2.09 

Lime '. 0.29 .... 

Magnesia 0.61 0.31 0.37 

Potash 0.09 0.21 

Soda 0.72 0.34 

Loss Jby ignition 7.09 9.39 10.29 

Very excellent brick similar to the Dickinson brick is being made 
at Hebron. Here also there are varieties of high grade cla\^ which 
can be utilized for many diflferent products. The clays at Hebron 
and Dickinson are very similar. 

A pressed brick plant has been established near Walhalla where 
the Renton clays are utilized. This brick is of a light red color. 

At Wilton and at Kenmare the Laramie coal clays have been 
utilized for the production of a red brick. There are several other 
localities where there is, no doubt, material for pressed brick. A 
portion of the Pierre shales in some localities will make good pressed 
brick. 

Cla^-s fit for pressed brick appear at the north end of Davis 
Butte, north of Dickinson (sample No. 2501). Also about ten miles 
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south of Dickinson along Antelope creek (sample No. 1103). This 
clay gives a strong, mottled brick. The analysis is as follows : 

Analysis of Sample No. 1103. 

Per Cent. 

Silica C7.60 

Alumina .• 16.32 

Iron oxide 2.8*2 

Lime 3.45 

Magnesia 0.51 

Loss on ignition 7.07 

In Chalk Buttes, Billings county, a pressed brick clay (No. 408) is 
found. The analv-sis is as follows : 

Analysis of Sample No. 408. 

Per Cent. 

Silica 65.16 

Alumina 19.16 

Iron oxide 3.32 

Lime 1.04 

Magnesia 1.75 

Loss on ignition 4.83 

In Black Butte, Hettinger county, two or three pressed brick 
clays are found. (See samples Nos. 2102 and 2104.) The analysis 
of the latter follows : 

Analysis of Sample No. 2104. 

' Per Cent. 

Silica 60.98 

Alumina 20.24 

Iron oxide 1.34 

Lime 0.34 

Magnesia 0.94 

Potash 1.26 

Soda 1.22 

Loss on ignition 7.85 

In the buttes north of the railroad between Glandstonc and Dick- 
inson pressed brick clays may be found. The analyses of two of 
these (Nos. 2402 and 2403) clays are as follows: 

An.\lysis of Sample No. 2402. 

Per Cent. 

Silica -. 65.70 

Alumina 22.07 

Iron oxide 1 .33 

Lime 0.23 

Magnesia 0.36 

Loss on ignition 6.90 
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Analysis of Sample No. 2403. 

Per Cent. 

Silica 65.03 

Alumina 23.16 

Iron oxide 1.00 

Lime 0.29 

Magnesia 0.44 

Loss on ignition 7.21 

Facing brick clays are found about three miles west of Hebron in 
the buttes. (See samples Nos. 3001, 3002, 3004.) Similar material 
is also found in th€ buttes seven miles northeast of Hebron (sample 
No. 3104). In Billings county, in the divide between the Knife 
and Little Missouri rivers, pressed brick clay is found, as seen by 
samiples Nos. 3703 and 3703, the analyses of which are given here : 

Analysis of Sample No. 3702. 

Per Cent. 

Silica *.... 66.22 

Alumina 20.51 

Iron oxide 3.49 

Lime 0.23 

Magnesia 0.78 

Potash 

Loss on ignition 6.83 

Analysis of Sample No. 3703. 

Per Cent. 

Silica 62.6o 

Alumina 20.76 

Iron oxide 4.98 

Lime 0.26 

Magnesia 0.77 

Loss on ignition v 6.55 

Along the Little Missouri river near Manning's ranch, Dunn 
county, there arc several clays which will produce good pressed 
brick, particularly those described as samples Nos. 3903, 39047 and 
3911, the analyses of which follow. Nos. 3904 and 3911 make deep 
reds. 

Analysis of Sample No. 3903. 

Per Cent. 

Silica 65.98 

Alumina 20.68 

Iron oxide 3.82 

Lime 0.29 

Magnesia 0.41 

Loss on i gnition 7.60 
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Analysis of Sample No. 3904. 

Per Cent. 

Silica .* 53.32 

Alumina 23.76 

Iron oxide 9.30 

Lime 0.25 

Magnesia 1.26 

Potash 2.10 

Soda 0.10 

Loss on ignition 8.50 

Analysis of Sample No. 3911. 

Per Cent. 

Silica 56.42 

Alumina 10.93 

Iron oxide 7.47 

Lime 2.61 

Magnesia 3.16 

Loss on ignition 7.58 

In Goodman valley, Mercer county, there is some facing brick 
clay. Sample No. 4011 gives a good red. 

It will thus be seen that there are several localities which furnish 
a variety of clays suitable for pressed brick. Of course the brick 
will vary much in character and range from nearly white to a 
deep red. These clays are found in the Benton and Pierre shales. 
Laramie clays are usually associated with the coal and the Tertiary 
clays lie above the coal. Those of the Teritary are of the highest 
grade, the white clays running into fine pottery clay. 

PAVING BRICK CLAYS. 

Paving brick clays are not nearly as abundant as people commonly 
suppose. No paving brick has as yet been made in this state. There 
are. however, several localities in which a suitable paving brick clay 
is found. 

Paving brick is made by the plastic process and commonly by 
the ribbon auger machine, and therefore demands a clay which is 
sufficiently plastic to be easily molded and which is fine grained 
enough to bond thoroughly during the firing. In order to secure 
durable brick for extreme variations in temperature and for hard 
traffic in streets it is necess^^ry to have a dense, hard body, but not 
one which is brittle. In order to secure these results it is neces- 
sary to have in the 'body of the clay material which will begin to 
fuse at a rather low temperature, but there must be a wide range 
between incipient fusion and complete vitrification. It is frequent- 
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ly impossible to secure this range without mixing clays. The color 
of the product is not so important; but it is usually some shade of 
red. 

Much lime and magnesia are to be avoided since they render 
the brick brittle. Considerable care is required in the burning to 
get a uniformly hard product. The following table is given by 
Wheeler to indicate the range and composition of paving brick 
clavs : 

Table Showing Range and Composition of Paving Brick Clays. 

Minimum Maximum Average 

Per Cent. Per Cent. Per Cent. 

Silica 49.0 75.0 56.0 

Alumina 11.0 25.0 22.5 

Iron oxide 2.0 9.0 6.7 

Lime 0.2 3.5 1.2 

Magnesia 0.1 3.0 1.4 

Potash 1.0 5.5 3.7 

Soda 

Loss by ignition 3.0 13.0 7.0 

It will be seen from the average that these clays are usually 
rather rich in aluminum and iron ; not high in lime or magnesia 
but containing a considerable amount of potassium and sodium. 
As will be seen by the analyses to follow of clays from different 
places in North Dakota, there are a few paving brick clays which 
fall well within the limits suggested by Wheeler. 

Associated with some of the coal along the Missouri river, in 
Mercer county, there are layers of bluish gray clay, fine in tex- 
ture and easily molded, which baked to a very hard, tough paver. 
A similar clay is found in Ward county, located near the coals. 
It is a very plastic blue clay. Its shrinkage is high but by proper 
methods it could no doubt be handled without great difficulty. It 
is not, however, as easy to handle in the manufacturing process 
as could be desired. It bakes to a deep red and has a hard, tough, 
vitrified body. The writer has made several paving brick tests 
on this clay. The analysis of this clay is as follows : 

Analysis of Clay Suitable for Paving Brick. 

Per Cent. 

Silica 56.86 

Alumina 25.03 

Iron oxide 6.11 

Lime 0.71 

Magnesia 0.76 

Survey— 14 



Ik 
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Per Cent. 

Potash 0.50 

Soda 0.010 

Loss by ignition 10.014 

A most excellent "paving brick can be made from one of the 
clays found along the Little Missouri near Manning's ranch, in 
Dunn county. (See sample No. 3911.) This gives a fine, tough 
red paver. The analysis of the clay is as follows : 

AxALvsis OF Paving Brick Clay Near Manning's Ranch. Dunn County. 

Per Cent. 

Silica 56.42 

Alumina 10.03 

Iron oxide 7.47 

Lime 2.61 

Magnesia 3.16 

Potash 

Soda 

Loss by ignition 7.58 

A paver might possibly be made from some of the clay at Man- 
dan. (See sample No. 6^01.) One of the clays found in the Black 
Buttes north of Sandcreek, Billings county (sample No. 408), 
would doubtless produce paving brick. The analysis of the clay 
is as follows : 

Analysis of Sample No. 408. * 

Per Cent. 

Silica 05.10 

Alumina 10.10 

Iron oxide 3.32 

Lime 1.04 

Magnesia 1.75 

Loss by ignition 4.83 

One of the clays found in the Hebron Brick Company's deposit 
(Xo. 2901) could no doubt be used for a paver. It is possible 
also that one of the clavs found near the coal mine near Richardton 
might make a paver of questionable quality. The same may be 
said of one of the clavs associated with the coal of Black Butte and 
one or two other localities. 

Although there is no paving brick made in North Dakota at tlic 
present time, there is beginning to be a demand for sucli material 
and, on account of the character of the soil and drainage, it will 
be necessarj'' as the cities grow larger to do considerable pavinjs^ 
It does not seem improbable that the time will soon come when 
some of the deposits mentioned as suitable, if not too far from 
the railroad/ could be advantageously develojDed for paving brick. 
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REFRACTORY MATERIALS. 

Refractory materials embrace a great variety of clay products 
possessing the quality of resisting high temperatures. The im- 
portance of this material is increasing rapidly with our industrial 
development. Good refractory material is used for a great number 
of purposes and in increasingly large quantities. The following 
serve to illustrate some of these numerous uses: For fire brick, 
retorts for gas works, stove linings, glass works, metal works, 
crucibles, fire proof buildings, furnaces, ovens, flues, fire proof 
safes, etc. 

Refractory products used for the purposes mentioned must be 
infusible at the temperature required in these operations and they 
must not soften, swell or crumble, but must keep their shape even 
after frequent heating to a high temperature and subsequent cooling. 

It often happens that very refractory materials do not resist 
abrasion well or the chemical action of furnace gases. But no 
one kind of refractory material is good for all purposes. Careful 
attention must be paid to the selection of raw material and the 
manufacture of fire clay products so as to meet the particular uses 
to which the refractory product will be put. A good fire brick, 
for example, for the lining oi a gas furnace might not be at all 
satisfactory for a boiler setting or a kiln, which would be subject 
to abrasion or fluxing action. Moreover, a fire brick which wou4d 
be entirely satisfactory for a furnace smelting acid or quartz ores 
would not be at all suitable for furnaces smelting highly basic ores. 

The term refractory, therefore, is conditional to some extent 
upon the use. It will be seen that in some cases for 
example a highly silicious brick may be desirable while in other 
cases the reverse would be preferable. 

FIRE BRICK CLAYS. 

The manufacture of satisfactory fire brick products demands not 
only high grade raw material but also great care and skill in mak- 
ing. A thorough knowledge of the chemical and physical prop- 
erties of a clay will enable us to form a very good idea as to the 
fitness of the clay for refractory products. While the composition 
of fire clay may vary somewhat, it should be essentially a pure 
silicate of aluminum and it is generally slightly quartzy in character. 
Pure kaolin fuses at a very high temperature, at about cone 3G 
or 3362 degrees F. Therefore the addition of impurities to a 
pure kaolin reduces its refractoriness. The impurities most com- 
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monly found are iron, lime and the alkalies, which form more or 
less active Huxes. Additional silica does not reduce the resisting 
power of fire brick at moderately high temperatures, but at ex- 
tremely high temperatures the addition of silica shows a marked 
fluxing tendency. 

It is often supposed that sandy fire clays are higher refractory 
material than those with less silica. This idea is no doubt derived 
from the fact that the sand grains render the brick less dense and 
therefore less affected at ordinary temperatures. The effect is pro- 
duced not by the presence of silica so much as by the porous con- 
dition in which the brick is left. Clay of the same composition, 
ground to a powder, shows much lower refractory power. In order 
to secure this porosity without the addition of silica, pure hard- 
burned fire clay may be ground coarsely and added as grog to a 
body of plastic high grade fire clay. When such a brick is burned 
the plastic material bakes to a strong, well bonded body, while the 
grog gives the porosity required. Plasticity is a very desirable 
quality provided the shrinkage is not too great and the density can 
be overcome by grog. 

The texture of fire clay products certainly exerts a marked in- 
fluence upon refractoriness. This is frequently noticeable when 
clays of nearly the same chemical composition show marked differ- 
ences in their fire resisting qualities. This difference will depend 
upon the variation in the size of the grains or the texture of the 
clay. 

Experience has proven that the best refractory wares, in a gen- 
eral way, are those which are strong enough to resist reasonable 
abrasion but which contain sufficient coarse grained refractory ma- 
terial to allow the brick to remain porous or slightly spongy even 
at high temperatures, and yet retain firmness and strength of body 
sufficient to carry the weight imposed upon it. This is particularly 
true where heating is rapid and the surfaces are liable to be sud- 
denly cooled. 

There is little doubt but that this character of fire brick can be 
better obtained from the use of a good plastic fire clay properly 
grogged than from the use of a natural sandy fire clay. While the 
sandy clays burn porous and are able to resist moderately high 
temperatures, they will not stand excessively high temperature nor 
the action of Hquid slags. (See table of physical tests.) 

The essential qualities of fire clays are plasticity, great freedom 
from lime, and the fusing constituents, iron, and the alkalies, soda 
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an<i potash. Iron may exist in clays in several forms ; for example, 
as peroxide, protoxide, sulphate and sulphide. But, in whatever 
form, unless in jsmall quantities, it is revealed by the ordeal of heat 
in the color and the tendency to melt. The amount of iron which 
a fire clay can stand depends largely upon the lime, potash and 
soda it has. A clay containing only traces of these fluxing con- 
stituents may have from 3 per cent to 5 per cent^ of iron and still 
possess considerable fire-resisting power. If, however, a small pro- 
portion of lime and alkalies is added, the clay is useless as fire clay. 

Lime and magnesia evidently exert a considerable influence upon 
the fusibility of clay. There has been some diflference of opinion 
amony: chemists on this point. It has been said that the best 
fire clays seldom contain more than one per cent of lime and mag- 
nesia together. Potash and soda are doubtless the most powerful 
flu^yng contstituents commonly found in clays. They unite readily 
with silica, forming the alkaline silicates which bring 'down the 
fusing point to a much lower temperature. There is some diflference 
of opinion in regard to the amount of alkalies a good fire clay will 
stand. Snelus says that about one per cent (of potash) is sufficient 
to render them unsuitable at high temperatures. Bischof found 
that four per cent of potash, in a silicate of alumina without any 
other bases, could be fused at the melting point of 
wrought iron. The most carefully made analyses of the 
more noted and best fire clays of this country and Europe, 
do not generally show more than two per cent of alkalies. From 
the analyses of the fire clays of New Jersey it appears that those 
which are found to have one and a half to two per cent and up- 
wards of potash have not proved to be good fire clays. 

The amount of alkalies admissible in a fire clay depends largely 
upon the purity, and probably upon the physical condition of the 
clay. Clays having much lime and magnesia or iron, can stand 
but little potash and soda. In a general way it may be said that a 
fire clay should not contain above five per cent of iron and alkalies 
together. A pure open body or coarse clay will probably stand 
more alkalies than it would if in other condition. What has been 
given may be regarded as covering the most essential characteristics 
of fire clays. The only way to get a safe determination of the na- 
ture and value of a given clay is to consider the clay as a whole, 
the resultant of the action of all its properties. 

High grade fire clays are not very abimdant but there are a few 
localities in the state where excellent deposits of fire clays are 
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found. These are practically all in the southwestern part of the 
state on the higher levels, in the Tertian- formation, above the coal 
About Dickinson, Stark county, there are several clays which 
may be considered first quality fire clays. It has already been stated 
that thev are found in the Tertiarv formation. The finest clavs in 

^ * • 

this localitv occur in elevations 100 feet or more above the sur- 
rounding valley. These clay knolls have escaped much of the 
erosion to which the surrounding country has been subjected. If 
these deposits ever extensively covered the plain far east of Dick- 
inson thev have probaHv been mostlv or entirelv removed bv the 
longer action of the receding u^ter, glacial or post-glacial, as it 
narrowed to the present basin of the Missouri river. The ulti- 
mate source of these deposits is a source for conjecture. It is not 
impossible that they were once feldspathic rocks occurring to the 
west and northwest along the flank of the Rocky Mountains. 

The clavs of this character which the writer has examined about 

If 

Dickinson, outcrop near the top of high bluffs. In some cases the 
surface soil and clay seem to have been entirely washed away 
and the white fire and earthenware clay is left capping the bluflf. 
This is the ease with a deposit of very fine clay ^^'hich occurs about 
one mile south of Dickinson. At this point the bluflf is about 100 
feet high. The base appears to be principally of fine sand and clay. 
Above this is a very thick layer, probably from ten to fifteen feet, 
of fine white fire clay ; above this is a layer perhaps four feet thick 
of still purer white clay, which caps the hill where not washed 
away. This upper clay is intimately mixed with a small amount of 
sand, which gives it a rough feel. As taken from the layer, the 
lumps are soft enough to be crushed in the hand. When baked it 
produces a hard body which shows no tendency to fuse. The color 
becomes a pure white, purer than before baking, which indicates 
that a small amount of carbonaceous matter is present in the un- 
baked material. An analysis of this clay shows the following : 

Analysis of Fire Clay at Dickinson. 

Per Cent. 

Silica 72.6G 

Alumina 17.33 

Iron oxide 1.05 

Lime 0.13 

Magnesia 

Potash 0.3G 

Soda 0.38 

Loss on ignition 9.3.5 
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From the analysis it will be seen that this is a very pure clay. 
The silica appears rather high in proportion to the aluminum, but 
this is clue to the presence of a small amount of sand which, if neces- 
sary, could be removed with little trouble. For most purposes the 
silica does not appear too high. The iron, it will be noticed, is 
very low, while there is scarcely more than a trace of lime, and 
the alkalies are also low. In all respects this clay seems to be an 
exceedingly fine fire clay. 

The clay, as has been stated, found immediately under this, is 
a layer about ten feet thick. It is very fine and free from grit, and 
can be dug \vith a spade and pulverized in the hand. Its color when 
dug is a grayish white probably due to a slight amount of car- 
bonaceous matter, but after burning it becomes a pure white. It has 
a very firm homogeneous body, and when baked becomes 
very hard with a clear, sharp ring. This clay has 'been subjected to 
intense heat in *the laboratory furnace and stands perfectly without 
cracking or warping. The analysis of a sample taken from a sur- 
face exposure gives : 

Analysis of Fire Clay from Dickinson. 

Per Cent. 

Silica 04.84 

Alumina 24.31 

Iron oxide 1.60 

Lime 0.11 

Magnesia 0.24 

Potash trace 

Soda 0.32 

Water and volatile and other matter 8.58 

This analysis shows a very pure clay and one well proportioned 
for immediate use. The fluxing constitutents are so small in amount 
as hardly to need notice. The iron is also small for an unwashed 
surface specimen. There is no doubt but that this clay, as well as 
the one mentioned before, is unusually well suited for the highest 
grade of fire material. Both of these clays are used by the Dickin- 
son Fire and Pressed Brick Company. 

Some of the clays used by the Hebron Brick Company, illustrated 
by samples No. 2905 and 2909, are undoubtedly good fire clays. 
The following is an analysis of sample No. 2905 : 
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Analysis of Sample No. 2905. 

Per Cent. 

Silica 73.90 

Alumina 10.49 

Iron oxide 1.25 

Lime 0.29 

Magnesia 0.46 

Potash 1.20 

Soda 0.22 

Loss on ignition 5.52 

A fuller description of this deposit and the factory of the Hebron 
Fire and Pressed Brick Company, which makes use of this clay, 
will be found in another place. 

At Black Butte, Hettinger county, a clay, No. 2104, would make 
a fair grade refractory material. The analysis is as follows : 

Analysis of Clay from Black Butte, Hettinger County. 

Per Cent. 

Silica 60.98 

Alumina 26.24 

Iron oxide 1.34 

Lime 0.34 

Magnesia 0.94 

Potash 1.26 

Soda 1.22 

Loss on ignition 7.85 

The following days might also be used for fire brick. Nos. 2G07 
and 2G08, from buttes about ten miles northeast of Dickinson : 

No. 2607. No. 2608. 

Per Cent. Per Cent. 

Silica 70.27 75.65 

Alumina 20.81 17.85 

Iron oxide 0.33 0.49 

Lime 0.23 0.23 

Magnesia 0.26 0.18 

Potash ' 0.88 

Soda trace 

Loss on ignition 6.38 5.31 

It is possible that clay No. 2610 (from the same locality as Xos. 
2007 and 2608), No. 4803 from Davis Butte near Dickinson, and 
No. 4005 from Goodman Valley, Mercer county, would also be 
suitable for fire brick. Thev stood the physical tests verv well, but 
as chemical analyses were not made it is impossible to speak wiih 
certainty in regard to them. 
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The following table of analyses of a number of fire cfays from 
different parts of the world and extensively used for various refrac- 
tory purposes will serve as a means of conjparison with Nonh 
Dakota clays : 

TABLE "A."— Analysis of Fire Clays fbom Various Localities. 





II 


1 


g 
i 

s . 

zs- 


I 

u 

6 
Z 


H 

z 




ll 

6 


1 


si 

U 

It 

ii 


Silica .... 
Alumina . . 
Iron oxide 

Lime 

Magnesia . 
Potash . . . 

V^ter'and 
volatile 

OtW mat- 


74.30 

18.11 
1.09 
0.11 

"o'76 
0.20 

.,. 



67.12 
21.18 
1.85 
0.32 
0.84 
2.02 

7.11 




«9.?5 
17,90 
2,97 

7,50 



48.55 
30.25 
4.06 
1.66 

i.ni 

10.6/ 




63,40 
31,70 
3,0« 

|.,.90 

::: 


50.00 
31.69 
5.54 

12.65 
0,00 


.50,80 
31.53 

1.92 

irace 
n.40 



13.80 
1.50 


45.G0 1 73.50 
38.40 1 22.70 
1.20 I l.TO 

0.22 n 

11 

1 

"■"{ 

i 



TABLE "B."— Analyse 


s OF North Dakota Fire Clays, 




l-OXSTIT CENTS 


I 

^1 


1 


,1 

1 

z 


i 
1 


ll 


E.E 


II 

It 

21 




T2,6fi 
17.33 
1.05 
0.13 


64.84 
24.31 
1.60 
0.11 
0.24 
trace 
0.32 
8,58 


64,22 
17.22 

trace 

0.37 
0,21 
(1.34 
10,29 


73.90 
16.49 
1.25 
0.29 
0.40 
1.20 
0-23 
5.52 


00.98 
26.24 
1.34 
0.34 
0.94 
1.26 
1.22 
7.85 


70.27 
20.81 
■0.33 
0.23 
0.26 

:::;: 

d,38 






17 P5 






Lime 


0.23 
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0.36 
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9.35 
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111 making comparisons of the analyses of the clays it must be 
remembered that in all cases the North Dakota clays were un- 
washed, and in most cases as dug from surface exposures. By 
reference to the tables of analyses it will be seen that the clays of 
North Dakota compare very favorably with many of the high grade 
fire clays extensively used in other parts of the world. In several 
cases it will be seen that North Dakota clays are purer and would 
doubtless produce superior fire clay i>roducts if properly treated. 
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When we consider the quality of the clays, the ease with which 
they can be mined, their abundance and the almost inexhaustible 
supply of cheap coal near the most of them, the surrounding mar- 
kets and the means of transportation at hand in some cases, there 
seems to be no reason why these clays, especially those now being 
worked, should not in time become the basis of an extensive and 
profitable industry. 

SEMI-POROUS WARE. 

Semi-porous ware includes drain tile, flower pots, red ware, etc. 
Most of the coarser grades of this ware may be made from the 
higher grades of brick clay, but the best of such material is a little 
more exacting in the clay demanded. Clays fit for high grade articles 
of this kind should possess sufficient plasticity and tenacity to be 
readily molded into various shapes and the product should have 
strength enough to resist too easy crushing. They must hc^e 
enough quartz material to prevent cracking and shrinking. The 
material should contain but little lime, for if present in considerable 
quantities it aflFects the porosity, durability and color of the product. 
This is particularly true with reference to its use for red ware. 

A clay suitable for this kind of material must be free from ex- 
cessive shrinkage or cracking in dr>'ing or in burning, and it must 
be sufficiently plastic to form readily in the mold or machine. 

Drain tiles, other conduits, and hollow bricks are usually made 
by the plastic process and an auger machine, and for this purpose 
the clay must not be too brittle, neither must it be sticky, in which 
case it is difficult to clear the machine. Such difficulty may fre- 
quently be avoided by mixing with the clay varied proportions of 
fine sand or finely ground burned clay, the latter usually giving 
preferable results. The use of this finely ground grog will also 
greatly modify the shrinkage and porosity. 

If the material is to be used for glazed red ware, such as is 
sometimes used for cooking utensils, it will be necessary to deter- 
mine whether the clay will take a glaze and, if so, at what tem- 
perature the tisque should be burned. Sometimes this porous. 
hollow ware is made into semi-fireproof material, and in such 
cases the clay should be reasonably refractory. The character of 
clays adapted to this use is well illustrated by the following tests 
and chemical analyses of two New Jersey clays, used for this pur- 
pose: 
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Air Tensile Fire 

shrinkage strength shrinkage Color 

5 per cent 145 lbs. Cone 05 1.6 per cent gray— red 

Cone 01 2.0 per cent red 

Cone 3 2.9 per cent red 

Cone 15 to 16 

Analyses of Two New Jersey Clays. 

1. 

Silica 52.22 

Alumina 29.43 

Ferric oxide 2.78 

Lime 0.88 

Magnesia 0.72 

Potash 2.10 

Soda 0.75 

Loss on ignition 11.10 



Hardness 

not hard 

hard 

hard 
viscous 



2. 
60.18 

23.23 
3.27 

1.00 
0.67 
2.58 
0.80 
8.54 



1. 
o 



99.98 100.27 

Clay from bank of Natural Fire-proofing Company, Keasbey, N. J. 
Clay from Sayre & Fisher's pit, Sayreville, N. J. 



The highest grade of material of this kind can be made from 
many of the semi-plastic or semi-refractory Tertiary clays which 
are not sufficiently pure to be used for pottery. This is particularly 
true of the many clays found in Stark and Hettinger counties. 
The Pierre shales in some localities may also be utilized for these 
purposes. This grade of ware can be made from some of the clays 
of the following localities : 

At Minot, Ward county, on the main line of the Great Northern 
railway, one or two very good clays are found associated with the 
coal of that locality. A few miles northeast of Minot coal is mined 
from the bluflFs that rise from the old valley of the Souris river 
At one place the coal is found in a nearly horizontal layer, prob- 
ably eight to twelve feet thick and about twelve feet below the 
top of the 'bluff. Most of the covering material above the coal 
appears to be clay and sand. Just above the coal there is a layer 
of fine clay of a slaty color and smooth, greasy feel. The layer 
appears to be several feet thick. This clay would probably make 
an excellent architectural material for the finer ornamental purposes. 
With a proper admixture of sand it might be used for drain and 
sewer pipe. In the laboratory it bakes to a light reddish cream 
and becomes very firm. Its composition is shown by the following 
analvsis : 
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Cay taken fron: the brick yards at Burlington. Wari cxinty 
» samcle Xo. .V-»*»^'. atc>carei fairlv well suited for crrr.rr.rt: drain 
tf2- 

C'n-e of the clays focnd at \V:!t:n t X>. tt-V*^ i cou'd be ">ei for 
the rrianafacttrre of o>n:n:on j>:*r«:*us ware such as fo-wer ?•::> and 
'05?:blv voT-z-zs drain ti!e. 

At Bisn:arck, al:ng the bank of the river near the Northern 
Pacific railroad bridge, there are two la vers oi clsv bxh of whirh 
rr-ay be tisei for the purposes described in this secrkn. These two 
clays o-trjr abo'Jt fifty feet above the river. The tipper layer :? 
several feet thick, is of a dark gray c:l:»r and is ntixed with a litt.e 
finely pulverized sand. Just under this is a finer. n:c*re plastic. 
civ>rolate-cok^ed c!ay oi uniform texture. The color is due in part 
to the :>re5ence of carbcnaceous n-^tter. On biimini:. it b«er: rr.es a 
light red- When baked, it p^Drssesses a hard, cocnpact, ringing br-ly. 
The thickness of the layer is not known, but of the two layers 
there is probably a dep^^sit of not less than six or eicht feet. There 
!? hut little do'jbt that this clay would Se of \-alue it several u-e>. 
I: could be rr.ixei with the c'.av a!>~'ve which is :uuch like it an i 
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would then probably make drain and sewer pipe and a good orna- 
mental building material. An analysis of this clay shows : 

Analysis of Laramie Clay from Bismarck. 

Per Cent. 

Silica 58.73 

Alumina 14.98 

Iron oxide 5.63 

Lime 2.10 

Magnesia 0.74 

Potash 0.16 

Soda 0.988 

Water and volatile matter and other matter by sub- 
traction : 16.672 

Certain layers of the clays which outcrop in buttes about nine 
miles southwest of Dickinson are well suited for the production of 
drain tile. For example, clays No. 803 and 804. (See table and 
description.) The following is an analysis of clay No. 803. This 
analysis is an average of three feet, 'but the adjoining clay is prob- 
ably quite similar : 

Analysis of Sample No. 803. 

Per Cent. 

Silica 60.48 

Alumina 19.55 

Iron oxide 2.49 

Lime 0.84 

Magnesia 1.16 

Loss on ignition 7.45 

The clay in association with the coal north of Heart Butte, as 
described under sample No. 1802, may also be used for drain tile 
and similar purposes. Clay No. 2104 from Black Butte, Hettinger 
county, described in Part HI, would no doubt make good drain tile. 
Analysis of this clay is as follows : 

Analysis of Clay (No. 2104) from Black Butte. 

Per Cent. 

Silica 60.98 

Alumina 26.24 

Iron oxide 1.34 

Lime 0.34 

Magnesia 0.94 

Potash 1.26 

Soda 1.22 

Loss on ignition 7.85 



k 
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Some of the clays whicli^outcrop along the Little ^lissouri river, 
particularly those seen near Jim Creek, Dunn county, are well suited 
to the manufacture of hard, red drain tile. The following is an 
analysis of sample No. 3904 from this locality : 

Analysis of Sample No. 3904. 

Per Cent. 

Silica 53.32 

Alumina 23.70 

Iron oxide 9.30 

Lime 0.25 

Magnesia 1.26 

Potash 2.10 

Soda 0.10 

Loss on ignition 8.50 

North of Rocksiprings, Dunn county, two samples of clay tested 
and described as No. 4402 and No. 4405 are both well adapted for 
the manufacture of flower pots and similar ware. Clay from Davis 
Buttes (described as No. 4802) could be used for flower pots and 
similar purposes. 

In the buttes about two miles north of Gladstone an excellent 
material for drain tile, flower pots and other purposes is found. 
(See reference to No. 3502 in table of physical tests and in local 
descriptions in Part IIL) An analysis of this clay is as follows: 

.-Xnalysis of Sample No. 3502. 

Per Cent. 

Silica 05. (U 

Alumina 22.74 

Iron oxide l.OlJ 

Lime 0.20 

Magnesia 0.()1 

Potash 1.40 

Soda 1.70 

Loss on ignition 0.15 

About Dickinson there is a great variety of clays, some too poor 
for earthenware and fine refractory material, which w^ill make good 
semi-fire brick and other inferior refractory articles, besides tiles, 
pipes and the finest ornamental building material. By mixing the 
clays found in this vicinity, material can be had for a large number 
of uses. A mottled clay, said to occur in large quantities, seems 
remarkably well suited to the manufacture of terra cotta and orna- 
mental material. This clay appears very much like some of the 
mottled clav from Martha's Vinevard. It has a fine w^hite body 
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dotted with patches of red. It is all very free from grit and when 
ground makes a uniform body of light red color. It is very plastic, 
but stands heat well without cracking or warping. The following is 
an analysis of this clay : 

Analysis of Mottled Clav fjtom Dickinson. 

Per Cent. 

Silica 56.03 

Alumina 24.2.3 

Iron oxide 0.4G 

Magnesia 0.31 

Potash 0.088 

Soda 0.72 

Water and volatile matter S.^9 

This clay will be seen to be remarkably free from all fusing con- 
stituents excepting iron. By properly mixing with the fine white 
clay found in the same locality (described nnder fire and earthen- 
ware clays) a fairly refractory material would be gotten, fit for some 
grades of semi-fire brick, saggars and many other purposes. 

Abont Dickinson and Hebron and in other places in this locality 
there arc clays of excellent quality for drain tile, Rower pots and a 
variety of such ware, but the clays in these places are probably more 
valuable for other purposes. 

In this region higher grade clays abound which arc too valu- 
aible to be used for the purpo.ses named in tliis division. Tliese will 
be considered under fire and earthenware clays. 

For comparison, we insert the followin:; analy.ses of clays of 
this character found in other localities, and used for the purposes 
we have just considered : 

Analyses of Cl.\ys Used for SemI-porocs Wakf, 
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A:'j3UTii -Zo/iS 16.23 14.<*i 24iJ3 19.55 -26 24 22.74 23,76 

Iron oxidt C.ll 4.4S* 5.63 9.4*; 2.49 1.34 1.66. 9.30 

Limt 0.71 M.65 2.K» «\>4 "34 ' •v29 M.25 

Mzipitiiz 0.76 L«>2 0.74 -0.31 1.16 0.94 0.61 1.96 

Potash M..y» 0.19 «'.16 0.«>9 1.26 1.46 • 2.10 

S^Miz 0.*r2 (*,2H o.tv ...72 L-22 1.76" 0.10 

!»*« on tuition.. lO.w 16.3S 16.67 9.39 7.45 7.S5 6.15 8.50 

By comparing the analyses of these clays with the preceding 
analyses given of clays from England and other localities, used for 
the purposes under consideration, it will be seen that with one or 
two exceptions the North Dakota clays are of considerably better 
quality. 

In nearly, if not all cases, the clays are easily mined. In most 
places they are found immediately associated with coal or where it 
can Ix: had at small cost. This is a great advantage for North Da- 
kota clays. The fuel question is one of paramount importance, 
since it is one of the largest sources of expense in the manufacture of 
clay pnxhicts. The abundance of fuel, which can be gotten for a 
mere trifle where most of these <:lays are found, will aid wonder- 
fully in making the manufacture of clay articles an extensive and 
profitable industry. 

The drain til6 industry is one which could be very easily and suc- 
cessfully started in several places in North Dakota without the 
erection of a very expensive plant. If care were exercised in the 
selection of the clays, some could be found which would work 
easily and satisfactorily. There should be a growing demand for 
drain tile in this state and as freight is considerable on such material 
in proportion to its original cost its extensive use is almost prohibited 
unless it can be manufactured within the state. A large amount of 
drainaj^e could very profitably be done in the Red River Valley, 
if this rlrainage were properly done it would call for the use of 
larf^e quantities of drain tile. 
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STONEWARE. 

The clay products grouped under stoneware are, next to brick 
and refractory material, among the most important of clay wares. 
The term stoneware is'' sufficiently broad to admit of the manu- 
facture of a great variety of very widely used articles, such as 
sewer pipe, floor tile, ornamental wall tile, jars, jugs, etc. 

Stoneware is very like a variety of other wares, such as yellow 
ware, or Rockingham ware, on the one side and lower grade white 
earthenware on the other. There is of course a great variation in 
the character of the clay used for stoneware as well as the product. 
Some of the higher grade stoneware clays, especially the lighter 
colors, are capable of considerable artistic effect. The cheaper 
grades of stoneware frequentlv burn to a red or brown tint. 

For the manufacture of sewer pipe the dark-burning clays are not 
objectionable but for most other products the lighter burning clays 
are more to be desired. This is particularly true with reference to 
ornamental tile and dishes. 

Most of the clavs which are here referred to as fit for stoneware 
in North Dakota burn to a creamy tint and would be admirably 
adapted not only to sew^er pipe but to the highest grade of stone- 
ware products. 

Nearly all stoneware products are made by some plastic process, 
the auger machine or the plunger mold machine for sewer pipe or 
turning or molding in some form is commonly employed, therefore 
the element of plasticity is of much imfXDrtance, The clay must 
also bake to a hard, strong body. 

In some cases, especially where the ware is to be soft glazed as 
for sewer pipe and jars, semi-vitrification is desirable, but when the 
ware is to be glazed with a heavy metallic glaze the bisque should 
be slightly porous. Clay suitable for this ware should have as its 

basis a fairly well balanced kaolin. It should hot be sandy but 

f . 

should contain a moderately large proportion of alumina. If, how- 
ever, the alumina is too high and the clcty too fine grained, there 
is too much shrinkage in dr}-ing and firing. The matter of shrink- 
age has to be guarded very carefully, especially in the manufacture 
of sewer pipe which is made to definite dimensions and required to 
fit interchangeably. Many clays fail for this purpose in the matter 
of shrinking and checking. 

Clays suitable for the manufacture of stoneware must not only 
be free from sand but also from pebbles, concretions, fragments of 
limestone, particles of iron pyrites, etc. For most purposes stone- 

Survcy— 15, 
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ware clays must be sufficiently pure not to need washing or other 
preliminary treatment. In judging of the fitness of a clay for 
stoneware, both chemical and physical examinations should be care- 
fully heeded. A chemical analysis is especially important, as it 
enables one to calculate by means of the silica and alumina whether 
or not the clay will be likely to take salt glazes or other glazes well. 
The following analysis of one of the clays extensively used for 
stoneware will serve as an illustration, although this clay is rather 
high in its proportion of silica to alumina : 

Analysis of a Stoneware Clay. 

Per Cent. 

Silica 71.58 

Alumina 18.31 

Iron oxide 1.09 

Calcium oxide 0.40 

Magnesia 0.62 

Potassium and sodium oxide 2.% 

Combined water 5.95 

For the purposes of comparison, the following analyses are given 
of clays used for stoneware in various localities in other parts of the 
world : 

1. L'n;^lazed stoneware, Baltimore, very fine white body. 

Per Cent. 

Silica 67.40 

Alumina 29.00 

Iron 2.00 

Lime 0.60 

Magnesia 

Soda I ^ ,, . 

Potash \ 

2, According to Salvetat,. fine yellow wedge wood ware con- 
sists of: 

Per Cent. 

Silica 66.4!> 

Alumina. 26.0<i 

Iron oxide 6.12 

Lime 1.04 

Magnesia 0.15 

Potts'" I oon 

Soda \ 
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3. From analyses of stoneware by the same as No. 2, the fol- 
lowing results are secured : , 

Silica from 62 to 75 per cent. 

Alumina from 19 to 29 per cent. 

Iron oxide from 1 to 8.5 per cent. 

Lime from 0.25 to 1 per cent. 

Magnesia from to 0.9 per cent. 

p V [- from 0.50 to 1.5 per cent. 

By comparing the analyses of stoneware clays from various locali- 
ties with those of the same class in North Dakota it will 'be seen that, 
as far as chemical analyses show, the clays mentioned from this state 
are apparently of very good quality. 

Most stoneware products are fired but once and the glaze is 
either applied before firing is begun or during the latter part of 
the burning, so that the fluxing material unites with the clay at a 
high temperature near the end of the burning. For the lower grade 
of wares both salt and slip glazing is employed. A great deal of 
stoneware is salt-glazed on the outside and slip-glazed on the inside, 
as it is difficult for the salt vapor to reach easily inside surfaces 
when the kiln is stacked. In salt glazing the ware is burned and the 
heat of the kiln increased nearly to its maximum and then a defi- 
nite amount of salt is introduced regularly into the kilns. Along 
with this there is commonly introduced green or wet wood which 
gives the requisite amount of steam to carry the fumes of sodium 
chloride in such a form that they can penetrate and allow the sodium 
to unite with the silica and alumina on the surface of the ware. 
When this has taken place sufficiently the kiln is allowed to gradu- 
allv cool. 

Ware which is slip glazed is coated with a liquid of a fusible clay 
mixture usually containing considerable iron and alkalies. This slip 
dries evenly over the body of the ware, which is then fired to the 
fluxing point of the slip and the clay, when the temperature is 
gradually reduced. 

For ornamental tile and for many kinds of stoneware dishes a 
heavy white glaze is desired. . W^ith the higher grade light colored 
stoneware clays, particularly such as found in North Dakota, this 
variety of ware can be secured by using some form of lead glaze. 

In North Dakota there are several deposits of excellent stone- 
ware clays. These are usually found in the Tertiary formation in 
the southwestern part of the state. They are frequently associated 
with higher grade earthenware clays. In Stark county there are 
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some such dqxjsiis of stoneware clay. At Dickinson this clay lies 
beneath the white earthenware clav which will be described else- 
where. It is verv similar to this earthenware clav but contains a 
larger amount of impurities, particularly iron. It therefore bums 
to a hard bodv a little more easilv and takes a yellowish tint. An 
analysis of one characteristic sample from Dickinson is as follows : 

Analysis of Stoxewabe Clay fkcm Dickixsox. 

Per Cent. 

Silica tU.22 

Alumina 17.22 

Iron oxide 2.(»9 

Calcium oxide trace 

Magnesia ".87 

Potassium 0.21 

Sodium 0.34 

Water and volatile matter 10.21> 

At Dickinson there are several clavs somewhat similar in com- 
position to the one just referred to which would produce excellent 
stoneware and similar stoneware clays seem also to be found in 
manv of the buttes for scwne miles around Dickinson. At Davis 
Butte, north of Dickinson, clay Xo. 2502 would doubtless make 
good sewer pipe. Between Gladstone and Dickinson in the buttes 
north of the railwav there is considerable clav suited for sewer 
pipe, jugs, jars. etc. Samples Xo. 2402. 2403 and 2405 could be 
used for these purposes. Sample Xo. 2402 is found about four feet 
below the top of the buttes. The analysis is as follows : 

-\.\ALVSi> cF Sample Xo. •24«»2. 

Per Cent. 

.Silica «>j.7n 

.\liimina 22.« »7 

1 ron oxide \.X^ 

Lime 0.23 

Magnesia <"».3<> 

Loss on ignition u.03 

Three feet below the clay gave the following results : 

An.\lvsis of S.^mple Xo. 2403. 

Per Cent. 

Silica lM.03 

.'Miimina 23.1() 

Iron oxi(U» 1.<X> 

Lime 0.20 

Magnesia 0.44 

Loss on ignition 7.21 
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It will be seen from these two analyses of adjoining clays that 
there is evidently sufficient thickness of this material, and it is cer- 
tainly of excellent grade, not only for sewer pipe but higher class 
of stoneware products. 

In the buttes ten miles northeast of Dickinson there is clay which 
could be used for sewer pipe and other stoneware products and 
also for earthenware. The higher grades of these clay^ are better 
than need be for stoneware, but could of course be utilized for that 
purpose. Samples No. 2602, 2004, 2607 and 2610 could be used for 
stoneware. 

Some of the clays found near Hebron w^ould make satisfactory 
stoneware. For example, the clay described elsewhere as No. 2909. 
About three miles west of Hebron in the buttes there are several 
layers well suited for this grade of ware. They arc described in 
Part III as Nos. 3001, 3002 and 3004. Clay of similar character 
is also found about seven miles northeast of Hebron and described 
as sample No. 3104. In the buttes about a mile and a half northeast 
of Taylor there is a layer about four feet thick of a light-colored 
clay. No. 3304, which w-ould be w^ell fitted for the manufacture of 
sewer pipe, jars, jugs, and such products. This clay has the follow- 
ing composition : 

Analysis of Samplk No. 3304. Per Cent. 

Silica 65.4(j 

Alumina 20.07 

Iron oxide -. 1.88 

Lime 0.28 

Magnesia 1.14 

Potash. 1.88 

Soda 0.72 

Loss on ignition 0.79 

In the hills about two miles northeast of Gladstone there is found 
a deposit of three or four feet or more of a clay almost identical 
with that just mentioned near Taylor. This clay would also make 
good sewer pipe, jars, jugs, etc. It has the following composition : 

Analysis of Sample No. 3502. Per Cent. 

Silica 65.64 

Alumina 22.74 

Iron oxide 1.66 

Lime 0.29 

Magnesia 0.61 

Potash 1.46 

Soda 1.76 

Loss on ignition 6.15 
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Clays which outcrop in the south end of the buttes known as the 
Killdeer Mountains, especially such as are represented by sample 
No. 3802, would probably do for sewer pipe. This opinion, how- 
ever, is based upon physical tests only, as no chemical analysis was 
made of this clay. It is therefore impossible to speak with certainty 
with regard to it. 

On the Little Missouri, near Manning's ranch, Dunn county, there 
is at least one layer of clay which could be used for stoneware 
products. That is described as sample No. 3906 and there is said 
to be six or eight feet of this dark, plastic clay. The analysis of this 
material is as follows : 

Analysis of Sample No. 3906. 

Per Cent. 

Silica 63.19 

Alumina 23.35 

Iron oxide 1.49 

Lime 0.29 

Magnesia 0.98 

Loss on ignition 7.82 

In the analyses and descriptions given it will be seen that there 
are a number of places in the southwestern part of the state where 
clays have already been found which will produce excellent sewer 
pipe, jars, jugs, ornamental tiles, and stoneware of various kinds. 

There are no doubt other deposits equally good which have not 
as yet been located or investigated. By comparing the analyses of 
stoneware clays already given from other parts of the world with 
those from North Dakota, it will be seen that the clays mentioned 
from this state are of good quality and will, no doubt, produce 
stoneware as good, if not better, than the average of this class of 
ware. 

Many practical tests have been made at the School of Mines on 
some of these stoneware clays with satisfactory results and in some 
cases the clays thus tested have been shipped in larger quantities 
to some of the eastern sewer pipe and stoneware factories and made 
up into full size sewer pipe and other products. They were found 
to work very easily in the machine, to dry without undue shrink- 
age or cracking and to stand firing and glazing satisfactorily. The 
products were first class in all respects. 

Considering the high character of these North Dakota stone- 
ware clays, their proximity to coal, and in some cases nearness to 
railroads, and considering also the rapidly increasing demand for 
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Stoneware products, especially sewer pipe which is so largely used 
in the growing cities and towns throughout the state and which 
from now on will be even more extensively used, there would seem 
to be a good opportunity for the development of this important 
phase of the clay industry. 

EARTHENWARE. 

The term potter's clay is very loosely used to designate a great 
variety of plastic clays. We shall in this place consider but two 
divisions of potter's clay, viz., stoneware and earthenware clays. 
These two clays are those used most extensively for common dish- 
ware ; the stoneware being the poorer quality and the earthenware, 
the finer dishware, largely used for tableware. The purest, finest 
stoneware clays which we have just considered grade insensibly into 
earthenware clays. 

Earthenware clays vary from those approaching nearly to china 
clay to those so impure (especially from iron) as to be unfit for 
white ware and called stoneware clays. Clay of this kind containing 
oxide of iron and alkaline earths in sufficient quantity to make it 
partially fusible in the heat required to burn it when made into 
forms and burned is called stoneware clay. The heat is carried 
far enough to fuse the particles together so that the ware is solid 
and will not allow water to soak through it, but the fusion has not • 
been carrried so far as to alter the shape of the articles burned. ' 
The oxide of iron by the fusion has been combined with the clay, 
and instead of its characteristic red has given to the ware a bluish 
or grayish color. Stoneware may be glazed like earthenware, or by 
putting salt in the kiln, when its vapor comes in contact with the 
heated ware and makes with it a sufficient glaze. Clay of this kind 
is used largely for finer grades of jars, jugs, etc. 

A considerable variety of products may be gotten by a judicious 
mixture of fine and inferior clays. The better grades of earthen- 
ware clays are occasionally found of sufficient purity to be used in 
the manufacture of china, porcelain and semi-porcelain wares, while 
the inferior qualities run gradually into clays used for stoneware, 
etc. Those clays not sufficiently pure for high grade stoneware 
may be used in the manufacture of Rockingham and other ware. 
Stoneware clay may also be used for a very fine quality of drain 
pipe ; but for much of the common drain pipe probably no better than 
common brick clay is used. Earthenware clay may also be used as 
a fire clay in many cases and fire clays may in turn be used for 
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earthware. In fact, the ven- best fire clavs of some districts are 
practically the same as those used for fine earthenware. 

Clays fit for the manufacture of high grade china or to be usee! 
in part for making porcelain are among the rarest clays used. For 
such purposes, material of the utmost purity is required. The clay 
should be sufficiently plastic to be readily shaped and handled: 
when baked it must be pure white, or nearly so. and possess reason- 
able strength. To give these results it must be extremely free from 
iron and all foreign matter that would affect color. So great free- 
dom from alkalies is not required of porcelain and china clays as 
for some other purposes, since incipient fusion is necessary to pro- 
duce the translucency. a characteristic of this kind of ware. 

Qavs of this kind are found in a few localities onlv and are then 
usually mixed with other carefully prepared inisrredients. Material 
is extensively prepared artificially for porcelain and china. 

Qays of a slightly inferior grade are those used for the pr?duction 
of the earthenware which constitutes the most of our common white 
dishwarc. The best earthenware clays, though not so rare as the 
china clavs, are not ven- common. 

It is upon this kind of clay that the great pottery industry of 
Staffordshire is built. Soe Xew Tersev and other clavs are now 
much used in making earthenware. The seat -^f tl:is industry i-i 
Xew Tersev is at Trenton : in Ohio, at East Liverp- j1. 

Clays for j:rood earthenware must, besides being plastic, be as 
free from iron as possible, and sufficiently free from alkalies to 
st^nd much heat. Thev should bake white and irive a strns:. s 'li.i 
l>ody. Most of the requisites are those of a first class white rlastic 
fire clav. The special differences are that an earthenware clav 
should be freer from iron than it is necessary for a fire clay :•"• he, 
and that a fire clay should be freer from alkalies than it i- neodful 
for an earthenware clay to be. For the action of the vari i:s CjC^u- 
stituents of earthenware clays refer to the discussion of fire clay 
characteristics. 

Clay which is pure white in color and entirely free fn^ni oxi le 
of iron may be intimately mixed with ground fehlspar or other 
minerals which contain potash enougli to make them fusible, an I 
the mixture still be plastic so as to be worked into forir.s n-r ware. 
\\'hen burned, such a composition retains its pure white col«->r. 
while it undergoes fusion sufficient to make a bvly that will not 
absorb water. And its surface can be made snio. th an*! clea:i hv a 
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suitable plain or ornamental glaze. Ware of this kind is porcelain 
or china. 

The large portion of plain white and decorated wares now sold 
as C. C and white granite wares* are intermediate between the old 
earthenware in which the body was of clay unmixed and the porce- 
lain in which the body is of mixed earths that undergo incipient 
fusion when burned at a high temperature. The fine earthen- 
ware of both kinds mentioned above is being improved in (juality and 
appearance each year and approaching nearer in real excellence to 
porcelain. 

White earthenware products are very seldom made from a single 
clav material. In almost all cases the clav bodv needs to be modi- 
fied (or made up by artificial mixing) so^s to give the proper 
whiteness and plasticity, hardness and other properties not usually 
possessed by a single earthenware clay. Much attention must 
therefore be paid by the manufacturer of white earthenware to the 
composition and physical qualities of the clay and to the proper 
mixing of various ingredients so as to bring the clay to the best 
working composition. All these ingredients must be as pure as 
possible. 

Two kinds of clays are commonly employed : the higher grad'^ 
so-called china ware clays which are difficult to procure but which 
increase the whiteness of the product, and the ball clay which' is 
usually added to giv^e th-e nccessar}^ plasticity. Fairly pure kaolin 
or chinaware dav occurs in a few districts in the United States. 
Some is found in Pennsylvania, Virginia and North Carolina, but 
even this, when used for higher grades of pottery needs to be care- 
fully selected and washed thoroughly to purify it before being 
nuxcd for the potter's use. These china clays are usually of poor 
plasticity and when used alone show low tensile strength. 

The commercial value of earthenware clay depends upon the 
character of body it produces and to a large degree upon its white- 
ness. The appearance of the unburned 'clay cannot be relied upon 
as a safe criterion of the color of the biscuit. It frequently happens 
that clay which to the eye seems to be pure burns to a creamy tint, 
while on the contrary clays darkened by carbonaceous matter often 
burn to remarkably white ware. But for pottery the ultimate color 
of a clay cannot be absolutely relied upon without subjecting the 
biscuit to a test with the glazing material, as the glaze often brings 
out tints not noticeable in the bisque. 

There are so manv facts to be considered in the selection and use 
of potter's clays and mixtures that no detail of composition or 
character of the raw materials can be oveiVooV^^ >^\*vkv %^\^\n . ^'^ 
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fact the best results are only to be secured after considerable ex- 
perience with given clays. 

While the kaolinite, china clay, or their substitutes used as one 
portion of the mixture for the finer grades of white ware usuaUv 
have little plasticity, the ball clays with wiiich this material is mixed 
are especially plastic. They are fine grained and contain a relatively 
small percentage of silica but a high percentage of .alumina. The 
iron and other impurities are usually considerably higher in the ball 
clays. These clays are not only very plastic but give a hard body 
when burned alone. It is largely because of the plasticity and bind- 
ing power that these clays are serviceable in the mixture. The 
following analyses show two clays extensively used as ball clays: 

No. 1 No. 2 

Per Cent Per Cent 

Silica 45.39 46.18 

Alumina. 39.19 39.08 

Iron oxide 0.45 1.11 

Lime 0.51 0.42 

Magnesia 0.29 0.35 



Potash 

Soda 

Combined water 14.01 13.04 



U.23 • 0.28 

Soda \ 



These clays are usually mixed with more or less finely ground 
pure flint or quartz material. It is necessary, however, that this 
also be very free from iron, lime and alkalies. Pure feldspars are 
sometimes pulverized to form a substitute for a part of the pure 
clay body. A large proportion of the dishes used for table service 
and sanitary ware and similar material are known as "C. C," 
"Granite," "White Granite," "Ironstone China," etc. 

The colors of these wares vary from a slight cream to nearly pure 
white. Those giving the white color are usually made from purer 
clays but are not necessarily any better ware. A slight yellow tint 
may be overcome by the addition of a little cobalt blue. 

When the mixture already referred to has been made and the 
raw material is ready to mold, it contains about the following pro- 
portions : 50 to 60 per cent clay substances, 38 to 32 per cent quartz, 
and 12 to 8 per cent feldspar or corresponding clay. The oO or GO 
per cent clay substance mentioned is frequently made from a mix- 
ture of kaolin or chine clay and ball clay. It is very important that 
all the raw materials used in building up the clay body for pottery 
be as pure as possible. Most of the clays are not only washed and 
purified in settling troughs or vats before being sent to the pottery 
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but are also further purified extensively at the pottery. After the 
purification process has been completed and the proper mixture 
made, it is thoroughly agitated by mechanical mixers and when 
diluted with water to a creamy consistency it is passed through a 
revolving or other screen covered with fine silk bolting cloth or 
wire cloth having from 10,000 to 15,000 meshes to the square inch. 
It is necessary that the mixture be in a very fine condition. If not, 
a large amount of material will be removed during this screening or 
bolting process and will therefore modify somewhat the remaining 
mixture. 

The body is now thickened with a similar mixture previously 
prepared and finely ground. After this tempering it is thoroughly 
worked till uniform in character and is then ready to be made into 
ware. All this purifying and mixing process requires great skill, 
constant attention and a large amount of machinery and space in 
a pottery. 

When the clay has thus been tempered, it is molded or turned 
(usually molded) into the various shapes required. These are thor- 
oughly dried and fired in the kiln to produce the bisque. The 
temperature at which the bisque is fired is lisaully about cone 8 to 
10, that is, 2350 to 242<) degrees F. 

Well burned white ware bisque should be hard enough so that 
it cannot be scratched easily with a steel knife point. The edges 
should not be too hard. The whole body should have a slight but 
uniform porosity. If the ware is to be decorated this is next done 
and the bisque again fired at a low heat. It is then again removed 
and immersed in a creamy mixture of powdered glaze material. 
The moisture is absorbed in the ware and evaporates, leaving the 
glaze powder covering the bisque. The ware is dried and refired 
with a gradually increasing temperature sufficiently high to melt 
the glaze and thus cause it to slightly flux with the bisque. The 
kilns are then gradually cooled and the ware removed. 

Earthenware is not subjected to the direct action of the furnace 
heat, but is fired in muffles or in saggars made of fire clay, piled 
one upon another, which protect the w^are from the action of the 
flames. 

Ornamental decorated and glazed tiles and other ware is made 
in a similar manner. 

Although clays .sufficiently pure for white earthenware are com- 
paratively rare. North Dakota is particularly fortunate in having 
a few beds of clay of this kind of a remarkably fine character. The 
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writer has made many analyses of these clays and has subjected 
them to many practical tests at the School of Mines at the Univer- 
sity. I have made a great many different products from these 
clays and in practically all cases the results have been exceptionallv 
satisfa<:tory. Most of the white earthenware clays which are de- 
scribed in the following paragraphs are remarkably fine grained, 
plastic, easily worked on the potter's wheel or readily molded. 
There is little tendency to crack in drying or firing and the bisque 
burns to a white or creamy white body which at the proper tem- 
perature takes the glaze with ease. 

Some of these clays, as will be seen by referring to the analyses, 
are remarkable in having a composition very similar to many of the 
artificially prepared clay bodies after they have been built up to the 
proper composition, often by several mixtures, as has already been 
explained. The writer took a sample of an artificially prepared 
mixture just ready to go to the molds in one of the large eastern 
factories and analyzed it with the following results : 

Analysis of a Prepared Earthenware Mixture. 

Per Cent. 

Silica 69.03 

Alumina 23.8P 

Iron oxide •\4.*» 

Calcium oxide 0/20 

Magnesia O.Oo 

Loss on ijnition 7,40 

By comparing this analysis with the analyses of one or two of 
the North Dakota clays just as mined, it will be seen that there 
is a striking similarity in composition, and as might be expected 
from the analysis, the North Dakota clavs referred to made excellent 
ware without any mixture of outside ingredients. 

Samples of this clay were sent away to one or two men who 
have been for years successfully engaged in practical working with 
white earthenware clays and products. These people found the 
clays worked remarkably well without additional mixture. At the 
World's Fair at St. Louis the School of Mines of the L'niversity 
of North Dakota made an extensive display of products made from 
North Dakota clays. This display attracted wide attention, especial- 
ly from those interested in the manufacture of pottery. The white 
earthenwares made at the School of Mines included the following 
products: Bisque of cups and saucers, vases, small pitchers, orna- 
mental dishes, small tiles, etc. 
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In addition to this the clay was analyzed and the proper kind 
selected and sent to several of the largest eastern potteries and 
made into a large pottery display of various kinds. Two full tea 
sets of beautiful design and excellent quality were produced in 
one pottery ; in another large pottery several pitchers and cups 
were produced ; in another, granite iron ware of various kinds was 
made. At another of the largest art potteries in the country a 
fine collection of jardinieres and pedestals was made with a variety 
of different glazes. Some of these were hand decorated and gave 
most delicate results. In still another large art pottery a great 
variety of beautiful vases were made with several different kinds 
of finishes, all of which worked well. At another place a variety 
of ornamental designs such as vases, jugs, pitchers, etc., were made 
with a special white finish for hand decorating. These were after- 
ward decorated by diflferent people and fired with excellent results. 
Samples of other clays were sent to one or two large ornamental 
glazed tile manufacturers and excellent tiles were produced. An- 
other variety of clay was sent to a well established glazed brick 
manufacturer and a first quality enameled brick was produced. In 
these various establishments the men who worked the clay spoke 
very 'highly of its qualities. 

The accompanying illustration is taken from a photograph of a 
single white earthenware set, beautifully decorated, and of a high 
grade of ware made from North Dakota clays. As will be seen 
by the description following, only a few of these high grade clays 
have yet been located in the state. (See Plate XIV.) 

In my work .with these clays I have invariably started the tests 
with a chemical analysis. After having selected the clays for 
various purposes as indicated by the chemical analyses and physical 
tests, the raw material was worked into various small dishes which 
were burned in the kilns at the School of Mines. In a great num- 
ber of tests which the writer has made on these high grade clays 
there were very few which did not prove by practical tests fully 
as good as was expected from the chemical and physical tests. In 
the large number of clays thus selected as suitable for the various 
purposes, I have had but very few unsatisfactory results. In most 
cases the clays were plastic, showed only reasonable shrinkage, 
no trouble from checking in drying or burning. The color was 
remarkably good without even washing the clays and the bisque 
took the glaze very satisfactorily. 
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Material of as high quality as these white earthenware clays is 
not likely to be found widely distributed and at -the present time 
only a few places are known in North Dakota where workable de- 
posits of such clays occur. More deposits no doubt may be located. 
Thus far such clays have been found only in the southwestern part 
of the state, where they are situated in high 'buttes which have 
apparently escaped the general leveling of the surrounding coun- 
try. These white earthenware and fire clays lie in the Tertiary for- 
mation above the coal. There is frequently coal found in the vicinity 
of these deposits, which fact may aid considerably in the future in 
their profitable development. 

In the vicinity of Dickinson, Stark county, clays of this class 
outcroip near the tops of some of the high buttes. In some cases 
the surface soil and clavs seem to have been entirelv washed awav 
and the white clay is left capping the bluff. This is the case with 
a deposit of very fine white clay about a mile south of Dickinson. 
At this point the bluff is probably 100 or more feet high. The base 
of the bluff appears to be chiefly of sand and clay. Above this is a 
very deep layer, probably from ten to fifteen feet thick, of fine 
white earthenware clay. This seems to be covered by a layer, per- 
haps four feet thick, of very pure but slightly sandy clay. 

This upper clay as found is of a very light color, but bakes still 
whiter. It produces a hard body showing little tendency to fuse. 
An analysis of this clay, as dug, is as follows : 

Analysis of Earthenware Clay from Dickinson. 

Per Cent. 

Silica "... 73.20 

Alumina 1 ^.h(^ 

Iron o.oH 

Calcium * 0.2!) 

Magnesia 0.52 

Potassium 0.3(> 

Sodium 0..38 

Loss on ignition 5.93 

It will be seen from the analysis that this is a very pure clay. 
The silica appears rather large in proportion to the alumina, but 
this is due to the presence of a small amount of sand which, if neces- 
sary, could be removed, probably with very little trouble. The 
iron, it will be noticed, is very low for a surface specimen un- 
washed. The amount of alkalies is small. Withal this clay would,, 
probably with proper treatment, when freed from sand, make excel- 
lent earthenware material suited for common white tableware, etc. 
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The clay which it has been said is found immediately under this, 
is a layer perhaps from ten to fifteen feet thick. This clay is very 
fine and free from grit. 

It can be dug with a spade and the lum^s can be powdered in 
the hand. The color of the clay as dug is a grayish white, prob- 
ably due to a slight amount of carbonaceous matter. After baking, 
it is pure w^hite. It has a very fine homogeneous body. When 
baked it becomes very hard and has a clear, sharp ring. It stands 
heat well without warping or cracking. An analysis of a sample 
taken from a surface exposure, and as dug, gives : 

Analysis of Earthenware Clay from Dickinson. 

Per Cent. 

Silica ' . . . . 66.55 

Alumina 23.26 

Iron 1.16 

Calcium 0.29 

Magnesia 0.61 

Loss on ignition 7.08 

This analysis shows a very pure clay and one which, when 
washed and purified, seems well proportioned for the potter's use. 
The fluxing constituents and the iron are not high for an unwashed 
surface specimen. This clay has been formed into small dishes and 
baked at a high temperature in the laboratory. The bisque came out 
a very fine, white, compact body. It had a good ring and showed 
no tendency to crackle or warp. 

In the buttes about one mile north of the railroad track between 
Dickinson and Gladstone, about a foot and a half or two feet below 
the top of the butte there is found a layer several feet in thickness 
of a pure sandy clay which could no doubt be used with excellent 
results for pottery by removing a portion of the free sand, which 
could probably be easily don€. The analysis of the clay, described 
as No. 2401, is as follows : 

Analysis of Sample No. 2401. 

Per Cent. 

Silica 75.27 

Alumina 17.2!) 

Iron oxide 0.?^8 

Calcium oxide 0.46 

Magnesia 0. 18 

Potassium oxide 0.32 

Sodium oxide trace 

Loss on ignition 5.75 
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Two feet below this layer there is found a fine-grained, plastic 
clay, No. 2402, which would give a cream-colored ware. It would 
be well adapted for ornamental pottery- having a colored glaze. 
This clay used with transparent glaze would give a cream-colored 
ware. The analysis is as follows: 

Analysis of Sample No. 240*2. 

Per Cent. 

Silica 65.70 

Aliimina 22.07 

Iron oxide 1.33 

Calcium oxide 0.23 

Magnesia 0.36 

Loss on ignition 6.90 

Three feet below this layer is another one. No. 2403, which is 
well adapted for white earthenware uses. It is a good, plastic clay 
and gives a strong white body. An unwashed sample gave the fol- 
lowing analysis : 

Analysis of Sample No. 2403. 

Per Cent. 

Silica 65.03 

Ahimina 23.16 

Iron oxide 1.<X> 

Calcium oxide 0.20 

Magnesia oxide 0.44 

Loss on ignition 7.21 

This is an excellent clay and it is very similar in composition 
to the saniiple of clay already alluded to, taken from gne of the 
large Trenton potteries after it had been cleaned and mixed and 
tempered ready to be formed into dishes. The analysis is given 
( n pa:;e 2'Mk 

By comparing this analysis with the last mentioned clay from 
North Dakota or with several others from North Dakota, it will 
be seen that it shows a marked similarity in composition. The North 
Dakota clay is a little higher in iron but it must be remembered that 
the sample from Trenton had been washed and prepared for ware, 
while tlic Sc»n:ple from North Dakota wa.s just as du'j. There is 
but little doui)t that this clay is well suited for white tableware 
and other uses. 

In the buttes about ten miles northeast of Dickinson there are 
several clays which -from their physical tests appear to be fit for 
various grades of pottery. They are described as samples No. 
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2602, 2604, 2608 and 2<)10. Some of the clays found near Hebron, 
when properly mixed and treated, are apparently well fitted for 
certain grades of pottery. As examples, Nos. 2904 and 2905, the 
analysis of the latter of which is given below : 

Analysis of Sample No. 2905. ' 

Per Cent. 

Silica 73.90 

Alumina 10.49 

Iron oxide 1.25 

Calcium oxide 0.29 

Magnesium oxide 0.40 

Potassium oxide 1.20 

Sodium oxide 0.22 

Loss on ignition 5.52 

In the White Buttes about nine miles northeast of Dickinson 
there is a layer of dark, hard clay which might be used in the manu- 
facture of earthenware. The analysis is as follows: 

Analysis of Sample No. 2007. 

Per Cent. 

Silica ^ 70.27 

Alumina 20.81 

Iron oxide n 0.33 

Calcium oxide 0.23 

Magnesium oxide 0.26 

Loss on ignition 6.38 

At the same place there is found a layer of several feet of very 
uniform white sandy clay, No. 2608, in which the clay could prob- 
ably be separated from the sand so as to give a good white earthen- 
ware clay. The following is the analysis : 

.Analysis of Sample No. 2008. 

Per Cent. 

Silica 75.05 

Alumina 17.85 

Iron oxide ' 0.49 

Calcium oxide 0.23 

Magnesia 0.18 

Potassium oxide 0.88 

Sodium oxide trace 

Loss on ignition 5.31 

A very similar clay to the one last mentioned is found about 

thirty miles southwest of Gladstone. Sample No. 2103 gives the 

following: 

Survey— 16, 
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Analysis of Sample No. 2103. 

Per Cent 

Silica 76.24 

Alumina 15.39 

Iron oxide 0.79 

Calcium oxide 0.34 

Magnesia 0.33 

Loss on ignition 5.12 

In the Yellow Euttes about twenty miles southwest of Dickinson, 
about two feet below the top, there is a layer of several feet of liglit 
gray clay of the following composition : 

Analvsis of Clay from Yellow Butte. 

Per Cent 



Silica 



03.64 



Iron oxide 0.95 

Calcium oxide . 45 

Magnesia 0.98 

Loss on ignition 7,60 

This clay could no doubt be used for white earthenware. 
For the purposes of comparison, analyses are here given of a 
number of earthenware clays found in.different parts of the world 
and extensively used for various kinds of white earthenware. The 
clays which are low in silica in this list are usually mixetl with clays 
higher in silica or with flint, or flint and other clay or feldspar. 

The following table of analyses will show the composition of a 
number of china and earthenware clays from different localities: 
An-,m.vsis of China and Earthexwake Clays. 
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By comparing these analyses with the analyses of the clays of 
North Dakota, which are given it will be seen that the samples 
from this state compare very favorably, taking all things into con- 
sideration. Moreover the large number of tests already mentioned 
which have been made at the School of Mines and those which have 
been made in a number of eastern potteries, indicate clearly that 
these clays are well adapted for the manufacture of earthenware 
and similar grades of pottery. With such valuable deposits of 
clay there would seem to be a future for the ipottery industry in 
North Dakota. The demand for such wares is gradually increasing 
and there is little doubt but that sooner or later these deposits will 
be successfully developed. The clay industry in its various phases 
has grown to enormous proportions. 

The value of the clay products of this country alone now aggre- 
gate probably one hundred and twenty-five millions 'of dollars or 
more annually. These deposits are located ac considerable distances 
from any large pottery centers and as the population of the state 
increases these deposits of fine clays will be brouglit into closer 
proximity to a large supporting territory. The presence of coal 
near these clay beds will doubtless be of great help in their manu- 
facture. 

Although the results of these investigations are very encouraging 
it is not to be expected that a great industry like this demanding 
the expenditure of large sums of money and the employment of 
skilled workmen will be quickly developed. It is hoped, however, 
that the value of these clay resources will be appreciated and that 
in time the clays of North Dakota will be developed and their 
products extensively used. 
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CHAPTER XL 
THE MINING OF CLAY. 

PROSPECTING AND EXPLORATION. 

To properly estimate the value of any clay deposit, one must 
bear in mind certain regulations as regards prospecting and samp- 
ling. North Dakota is especially rich in clay, and lately there has 
been a very considerable interest in the industry. Samples of clay 
are continually being sent in to the School of Mines, located at the 
State University, where such testing is done in its experimental 
and testing department. If the sample does not represent an ac- 
curate or fair average of the clay deposit, the examination is not 
of any great value. The amount of clay present in any one deposit, 
the facilities of transportation, the market for the goods manu- 
factured, and other related conditions must be considered. Brick 
plants have been established without any preliminary propecting, 
and some of them are using inferior clays with poor transportation 
facilities, when higher grade clays exist in the neighborhood. 

This section is introduced that the reader may be familiar with 
the methods of prospecting and sampling of clay deposits. The 
presence of clay is indicated in several ways. The most obvious 
is by means of an outcrop. Wherever there is a good section of 
the material underlying the surface loam such an exposure is 
called an outcrop. Sections are found where streams have cut into 
their banks, especially on the outside of any bends, or in buttes whose 
bare sides furnish excellent opportunities for a study of the material 
comprising them, or where any artificial cuts, such as wells, rail- 
road or wagon roads, have been made. These outcrops are apt 
to be covered up again by the material washed down from above 
Also, the true nature of a clay bed may be obscured in this 
manner, as it may be stained or partly covered by other impurer 
material. Therefore the fresher the cut, and the more perpendicu- 
lar, the better and the more reliable is the exposure. Clay suitable 
for brick is to be looked for in any broad flat area, especially where 
such an area is surrounded by hills. It is to be sought in the 
lowlands rather than in the highlands, as clay is washed from the 
highlands to the low. Many of the springs in the western part of 
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the State occur where a clay bed, underlying a porous stratum 
(usually coal) outcrops at the surface. The clay forms an imper- 
vious layer which forms the bottom of an underground waterway. 
The fertility of a district oflen indicates the nature of the sub- 
soil, or material underlying the surface loam. The Red River 
\'alley throughout its entire extent is underlain by clay. This holds 
the water in the overlying soil and makes it one of the most fertile 
regions in the world, but it also hinders the underground drain- 
age of the district so that in wet seasons there is difficulty in farm- 
ing, the soil being too wet and sticky. 

The sampling of the clay deposit thus found is the next impor- 
tant step. We must first determine the amount of clay present. 
The extent and thickness of the bed mav be obtained by an ex- 
amination of all the other outcrops, by wells, cuts and borings. 
Borings may be made with a large auger. These augers are two to 
four inches in diameter, with a stem eight to ten feet long: This 
is an excellent means of prospecting where the clay is firm, but 
"where it is wet and sandy the holes fill in as fast as they are formed, 
and in s:ich cases a pipe must be used to line the hole, being pushed 
down as the hole is opened by the auger. In locating the extent of 
the bed, its character and structure should be noted. It should 
then be sampled and the clay tested either in a laboratory or by 
an established plant. In sampling great care shoiild be exercised 
to get a sample which represents an average of the whole bed. A 
piece should not be picked out at random, but a little clay should 
be taken at regular intervals in vertical and horizontal directions, 
and these small samples all mixed together and after having been 
thoroughly mixed may be reduced in bulk if necessary. The greater 
the number of samples taken, and the greater the number of final 
samples tested, the more accurrate and the more valuable the results 
will be. In fact, clay testing, to be of any great value, should be 
made from samples gathered carefully and systematically. 

The value of the deposit can then only be determined after a 
consideration of the- adaptability of the clay bed for practical work- 
ing. The clay may have a certain value, but if it costs more to 
get it into a salable condition than the price of the product, it is 
of course, as a business proposition, worthless. The ease and ex- 
pense of mining the clay is an important factor. This is depend- 
ent on the amount of overburden and its character, and whether 
or not it has any use. the character of the clay itself, the necessity 
of drainage, and the method of mining employed. The transporta- 
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tion faciliries must be considered, both for the raw clay and the 
finished product. The marketing of the product is a very neces- 
sary condition of success and is often a difficult proposition. It 
is thus seen that the character, extent, location and general adapt- 
ability of any clay bed must be carefully investigated before its 
true value can be estimated. 

METHODS OF MINING. 

The method of mining used for any particular deposit depends 
upon the character of the clay and other conditions, such as the 
amount of overburden and the facilities for drainage. When the 
bed lies near the surface, or is exposed by some section, and where 
the overburden can be easily removed, some method of surface 
mining is employed. Surface working is most common, and all the 
clay mined in North Dakota, without exception, is obtained in 
this way. 

Open Pits. — Most of the clays used for common brick and fire- 
proofing are obtained from shallow open pits. They are apt to 
occur in rather thin beds, immediately below the surface loam. 
Such clay beds are worked most economically and hence are used 
for common brick even when higher grade clays are available. The 
surface loam is first removed, unless this is of such a character that 
it does not interfere with the w^orking of the clay. The material 
thus removed should be taken care of, so that it need not be re- 
handled in the further development of the deposit. The top soil 
having been removed, the clay is dug down to the bottommost limit 
of the bed, if shallow. If the face of the clay thus exposed is only 
a few feet (three to six) it is usually worked as a whole. The 
clay is picked down and then shovelled into carts or wheelbarrows, 
which are backed up against the face. When the clay is shovelled 
into carts, the bed is often worked in two or more benches for 
convenience in shovelling. A set of men begin digging at the 
top and work down a certain distance (two or three feet,) and 
work back along this level until they have reached the limit beyond 
which they can no longer convenienly load the clay into the cart. 
Digging is then commenced on the lower bench, and it is con- 
tinued until the upper bench can again be worked conveniently. 
Sometimes two sets of men can be worked together, one on the 
upper bench, and another on the lower, the upper being a little in 
the advance. In this way the carts are loaded more quickly, and 
therefore more economically. Also, by this method of mining the 
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drainage of the pits is simplified. The ground water and rainfall 
may be collected in a sump, when it can be removed by pumping, 
or mav be drained oflf into a ditch or stream. This is the method 
employed in working all the shallow beds of brick clay in North 
Dakota. (See Plate XV.) 

Where such deposits are worked on a large scale, as in the ex- 
tensive brick factories of some of the more populous states, steam 
shovels are used to dig the clay: and where large quantities are 
handled this is by far the most economical method. The working 
of the deposit is often carried on, and hastened, by undermining. 
The clay is dug away from the base of the face and then wedges 
are driven at the surface, one or two feet from the edge, and large 
quantities, often several tons, are thus forced off, which break up 
in falling. 

The advantages of working in open pits with a comparatively 
low face are numerous. In this manner large quantities of clay 
may be dug, the face being worked in differnt places without any 
interference. There is no attempt made to hold the face up, as the 
wash is small. The clay is well exposed to the weather, and dries 
rapidly, facilitating the digging. The ground water can be easily 
drained off. In rainy weather, however, large amounts of clay arc 
wet and difficultv mav be encountered in drainins: off the excess 
of water from broad, shallow pits. Where the overburden is thick 
nuich stripping is of course necessary ; but where only the sur- 
face loam is removed this stripping is not expensive. Since the 
minin;^ of the clay for the manufacture of cheap wares must 
he carried on most cheaply, this is the most advantageous method. 

Quarryifii^. — When a bedded shale or clay is mined, especially 
those not adajHod to digging with a pick or shovel, some sort of 
(|uarrying method is resorted to. Except in hard shales, of which 
there are none in North Dakota, the methods are not exactly those 
emi)loyo(l in a stone quarry, hut rather modifications of them. These 
bedded clays are usually worked on the outcrop. 

If the entire bank is clay no stripping is necessary; more often 
however, a greater or less thickness of overburden must be re- 
moved, and this is scraped off to one side. If the clay is to be 
used for the more ordinary purposes, and the overburden is free 
from boulders or harmful constituents, it is allowed to fall down 
and become mixed with the rest of the bank. Thus, in the manu- 
facture of brick, for example, in the brick plant at Kenmare often 
the whole bank, although it may contain several grades of clay and 
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even more or less fine sand, is mined and mixed together. For a 
liigher grade product, however, care must be taken to keep the 
different materials separate, and any mixing that is done is in definite 
proportions. In cases, therefore, where the bank is made up of 
different layers, they are usually worked at different levels. 

The method of working such deposits is to pick in under the 
bank, and then by a series of charges placed in nearly vertical 
holes along the top of the face, to shoot down large quantities 
of clay. At the Mayo plant the face is undermined by a tool built 
like a breaking plow, but with a narrow blade. The clay and 
shale thus broken down may be shovelled into carts or cars and 
hauled to the plant, or may be conveniently removed and carried 
short distances by scrapers, as is done at Burlington. 

In some cases it is better, however, to leave the niaterial thus 
broken down for a time to the action of the atmosphere, that is, 
allow it to weather. Weathering breaks up hard indurated clays 
and softens them by disintegration or slaking, and by leaching out 
certain soluble constituents that served as a cementing material. 
A weathered clay is more plastic than the unweathered clay. Cer- 
tain soluble salts which might produce a coating or efflorescence 
on the burned ware are removed to a great extent. Other insoluble 
impurities may be changed to a soluble condition by weathering, 
and thus gotten rid of. Therefore, weathering is recognized as 
being most beneficial to most clays and especially shales, and in 
many cases large quantities are broken down and allowed to 
weather for a long time, especially over winter, before being used. 
The Benton shales, exposed in the Pembina Mountains, are notably 
improved ' by weathering. 

The advantages of this kind of mining are easily seen. Large 
quantities of clay can be easily removed and exposed to the weather. 
The plant also can be situated at the bottom of the exposure, and 
the clay run in by gravity, thus greatly reducing the cost of trans- 
portation of the clay. 

Underground Mining. — Underground methods of mining of clay 
are costly and are seldom resorted to. It is only permissable where 
the clay is high grade and not obtainable near the surface, and 
where the overburden is large and underground mining is cheaper 
than any form of surface mining would be. This method is costly 
because of the necessity of timbering, and is especially expensive 
is clay mines because of the tendency of the material to give 
wa}'. Lighting and ventilating are also expensive as well as 
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the drainaj;T^c. for pumping is usually necessar\' except in the case 
of drift mining, where the clay slopes toward its mouth and the 
water mav be made to run down and out. 

The output of underground workings is also restricted. Under- 
ground mining can be carried on from drifts or shafts. Where 
a tunnel or drift can be driven in along the clay bed from the 
outcn^p. this is usually done, but if this is impossible, it is neces- 
sarv to reach the bed bv a shaft. The actual systems emploved 
are liked those used in mining coal. The two common methods are 
the ro;»m and pillar system, where the vein is thick and the roof 
jjoor; and the longwall system where the vein is thin and the 
roof good. 

L'nderground mining of clay is only practiced at the Washburn 
Company's plant at Wilton, where it is carried on in connection 
with the mining of coal. Here the clay underlies the coal bed, and 
as the mine was already eciuipped with shaft, hoisting machinery 
and so forth, the method employed was thought to be the 
cheajK'St. The clay is undercut with electric undercutting machines 
and then blasted down. The room and i)illar system is used. Ex- 
cci)t under peculiar conditi<»ns, however, underground mining can- 
not conipcle with surface mining because of the added cost. 

II(iulai:;r. — (_*lay dug from (;pcn pits and used for common brick 
is usual]} carried to the j)lant in wheelbarrows or carts. In such 
cases ihc i)lant should he U^calcd near the pits. It is impossible to 
C'C^-nnniicallv lian<Ile larire amounts of clav, or to carrv it for 
more than a few yards by means of wheelbarrows. Where the 
chiy is soft cnouj^di, wheeled scrapers are very efficient in moving 
lari^e quantities of clay for short distances. For longer distances, 
two-w heeled dump carls are used. This is most economical in 
transporting clay for a distance of a hundred to three or four 
hundred yards, where the slope is gentle or nearly level. For 
these distances (iily two to four carts are necessary to supply 
an ordinary machine i)n.Klucing 10.000 to 50,000 brick a day. The 
horses s(^on learn to follow the beaten paths to and from the pits, 
and a hoy can take care of all the wagons and horses. When 
the distance is increased the number of carts nnist also be in- 
creased, and the cost of keeping the roads in repair must be con- 
sidered. tV>r if the road is allowed to become w<.»rn the extra wear 
on the carts and horses l)ecr>nies expensive. 

Therefore, for Unvj: hauls it is best to build tracks from the pit 
to the ])lant, and to haul the clay in cars. IT(^rse haulage over a 
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tramwav is much more economical than over common roads, as 
a horse can pull more clay in cars than. in carts, and also the horse 
need not be kept waiting for the loading and dumping of the cars, 
but can be hitched immediately from a full car to an empty one 
at the plant, and after pulling the empty one back to the pit may 
again be transferred directly to a full one. When the distance is 
over 1,000 feet, and a locomotive can be kept constantly employed, 
it is cheaper than horse haulage. A steam tram, the only one in 
the state, is to be completed this year at the Hebron plant, where 
the clay pits are five miles from the plant. 

Cars used for hauling clay are like the ordinary mine cars. 
They are built of wood or steel, and may be end, side or bottom 
dumping. This last type of car may be made automatic in its 
action by placing a projecting rod on the track which releases 
a clutch holding the doors of the car shut. The cars hold from 
one to three cubic yards of clay. Large quantities of clay can .thus 
be transported easily, and handled, especially dumped, conveniently. 

When the bottom of the clay pit is several feet lower than 
the plant, so that the grade from the pit to the preparing machinery 
is steep, the clay is best hauled into the plant by cars, which are 
operated by a cable. The cable is wound on a drum situated at 
the works, and the car is thus drawn up. This is probably the most 
economical method for elevating clay for long distances and is 
employed when necessary in this state. Where the clay mined 
IS above the plant, it may be transported to the works by a gravity 
tram. In this method the loaded car pulls the empty car back 
to the pits by means of a cable attached to ^ winding drum, one 
end of which unwinds as the loaded car descends, thus furnishing 
the power to haul up the empty car attached to the other end of 
the cable. It is also sometimes possible to dump the clay direct 
from the pit onto a tipple, which slides the clay down to the 
works. Clay may be slid down a steep hill to the plant for short 
distances with but little trouble, on the hill itself the clay being 
helped along by scrapers if necessary, as is done at the Mayo 
brick plant. 

These last methods are very inexpensive, and if possible the 
plant should be built below the clay deposit and the clay moved 
downhill throughout the process. If any elevation of the clay is 
necessary, it is cheapest to elevate it high enough at the start so 
that it is not necessary to again lift it during the process of manu- 
facture, as the cost of rehandling of the clay is thus saved. Of 
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coiirso. it is desirable to have the j)lant anil pits near together, 
hill Diher things must l)e taken into consideration. It must be bom 
in mind liiat t'nr moderate <Hstances it is cheaper to transport 
the raw material than the finished pnHhicts, when the transportation 
has to I.e done on roads or ordinary trams. In this state particu- 
larly, it is best to build the plant where railroad facilities are the 
best, for the cost of transporting the finished product to the various 
markets is one oi the greatest considerations. 
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CHAPTER XII. 
THE MANUFACTURE OF BRICK. 

PREPAILXTION OF THE CLAY. 

Clay as it is mined is seldom in a condition to be used directly 
in the manufacture of ware. It is usually more or less lumpy, and 
may even be hard, as is the case where a shale or flint clay is 
used. It is necessary that the clay be ground to a fine condition 
in order that it may be properly tempered, and thus capable of being 
moulded. The finer the grinding the greater the plasticity which 
is developed. As it comes from the pits the clay is seldom uniform 
in character, and to be burned successfully it is liecessary that the 
ware be made of homogeneous material. If such is not the case 
the product will be of different sizes, owing to differences in shrink- 
age, of different colors and of a general miscellaneous character. 
It is very important, therefore, that the clay be brought to as uni- 
form a condition as possible before it goes to the moulding machin- 
ery. This is accomplished by reducing it to a fine condition and 
thoroughly mixing. The more a clay is washed before being 
molded, the more uniform the product will be. This preparation 
of the clay is accomplished by two general methods, the dry and 
the wet. 

Weathering, — ^Weathering is sometimes resorted to in order to 
reduce a clay to a fine condition, or to get rid of soluble constitu- 
ents, or to decompose harmful minerals, such as pyrite. The clay 
is spread out over some flat surface, two or three feet thick, and 
is exposed to the weather. The alternate wetting and drying caused 
by the rain, wind and sun, and in winter the frost action, breaks 
up the material to a fairly fine condition. Weathering is particu- 
larly adapted to shales. It is not a complete method in itself, the 
preparation being continued, usually in the wet way. 

DRY METHOD. 

Crushers.— '^h^n a hard shale or flint clay is to be ground it is 
best to first reduce it to pieces of one-half inch to two inches in 
diameter in some form of jaw crusher. There are two main types 
of such crushers, the Blake and Gates. The Blake type consists 
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of two jaws, one of which is stationar>' and the other movable. 
These jaws are set so as to form a \'-shaped opening^, the bottom 
of the opening being adjusted to the size of crushed matenal de- 
sired. TIic movable jaw works on a pivot, and is moved back 
and forth by means of an eccentric, thus crushing the material. 
Plate X\'I shows two views of this style of crusher. This 
tyjje has a capacity of twelve to eighteen tons, requiring fifteen 
to eighteen horse power. The Gates mill has a cylindrical hopper 
inside of which revolves, with a gyratory motion, a cone-shaped 
head with corrugated surfaces. This type has a larger capacity 
than the Pdake. but is not so convenient if the plant is worked 
in small units. When the clay is hard, one of these crushers re- 
duces it to a convenient size for the dry pan or other pulverizer, 
and saves these machines a great deal of wear. 

Rolls. — Crushing rolls are used extensively in grinding clay. They 
consist of two rolls revolving in opposite directions, the clay pass- 
ing between them. The size of the ground clay is regulated by the 
width of the space between the rolls. They have the advantage 
of reducing the clay to fine particles of a uniform size and of break- 
ing up ])ebhlcs and lumps in stony clays. Large lumps should 
not be fed to them, but should be first broken up by some form 
of crusher. The clay should l)e dry, as when damp it tends to 
merely tlatten out into a ribbon. There are several types of 
machines, each particularly a(la])tc(l to a certain kind of clay. 

In the ordinary type both rolls arc of the same diameter and 
smooth. This is a<lapted to material of a uniform character. For 
himj) clays, the ])est ty])e is one in which one of the rolls is larger 
tliiin the other, the larger one drawing the lumps l>etween the 
rolls, and the smaller one disintegrating them. Many machines 
have j)rojeclions on (^le or both of the rolls, such as short teeth, 
bars, corrugations, or thrctided grooves. These rolls are adapted 
to tough, sticky and stony clays, as the ])rojections help to draw 
I he clay through the machine. Conical n^lls and threaded rolls 
are used where the day contains large stones, which are removed 
automatically. The stones which are too large to pass through are 
carried with conical rolls to the larger end and discharged through 
a chute. The elimination is more elTective in threaded rolls, the 
stones being carried along by the gnwives until the end of the 
roll i"^ reached. Two ty]>es are shown in IMates X\T1 and XXTII. 
A set of (.»r(linary rolls has a capacity of i^.-'ino to in.ooi) brick pe»' 
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hour, depending on the speed at which the rolls are run. from 150 
to 300 revolutions per minute, and the character of the clay. 

Disinte graters. — Disintegraters are special types of grinding 
machinery, the product from which is completely pulverized. They 
are of two types, those which pulverize by rubbing, and those 
which pulverize by impact. The fonner are represented by the 
special forms of rolls already considered; the latter by two well 
known types, the Steadman Disintegrater and the Williams Pul- 
verizer. The Steadman machine consists of four cages of round 
bars, revolving one within another and in opposite directions. The 
clay is fed in at the center and is carried outward by the centrifugal 
force. At is passes through the several cages the lumps are broken 
by the impact of the bars of the cage, and by striking against each 
other. The fineness to which the clay is ground is regulated by 
the speed of the machine, which runs from 400 to 600 revolutions- 
per minute. 

The Williams mill is the same in principal! It consists of a 
series of hammers attached to a rapidly revolving shaft. The ham- 
mers are pivoted at one end and swing outward by centrifugal 
force. The clay is fed in at the top or side by means of a hopper, 
and disintegrated by the impact of the hammers. 

These machines have a large capacity, but require a large amount 
of power. Their capacity runs from 60 to 400 tons per day and 
requires from ten to forty horse power. They are used to best 
advantage dry. crushing clay for the dry press process. They are 
not good for very hard or very soft materials, but are excellent 
for clay shales. They are good mixers, and hence can be em- 
ployed advantageously where two or more kinds of clay are used 
together. 

Dry Pans. — The dry pan is extensively used, more than any 
other type of machine, for crushing shale and hard, tOugh clays. 
It consists of a circular pan in which revolves two large, heavy 
niullers form one to four tons in weight. These mullers are sup- 
ported on a horizontal axis, they are best independent of each other, 
and are set in motion by the revolution of the pan, but do not travel 
around the pan. The clay is crushed by these rollers by means 
of their great weight. The material is pushed in front of them 
by scrapers, and is pulverized until fine enough to pass through the 
screen plates, forming the outer part of the pan. The clay is 
thrown outward by the centrifugal force and if not crushed fine 
enoui^h to go through the screen, is returned by the scrapers under 
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the iiiulltTS. Below the pan the fine clay collects and drops into 
the boot of a bucket elevator. This carries it to a screen, the over- 
size from which is retiinied to the pan and reground. 

Dry pans arc siipiK»ried by heavy, strong frames of wood or steel. 
'J'he wooden frames are ni<.»re or less elastic and take some of 
the strain from the machine, but they are clumsy and are apt to 
w«»rk kx)se and throw the pan out of line, causing extra wear. The 
steel frames are ri«:ji(l, and more expensive than the wood frames, 
hut last Icint^er and arc more economical in the end. Power is 
transmitted to the pan by means of a cog wheel pinion, best situ- 
ated at the top of the frame in order to be kept as free of dust 
as possible. The nuiller shafts are usually independent of each 
other and are supported by heavy springs so that they can move 
up and down to allow for the large and small lumps of clay as 
they j)a^s imder the rollers. If the mullers were on one continuous 
>haft, the raising of one would effect the other, which is of course 
undesirable, becauiiie oi the excessive strain and wear. The springs 
holding these shafts in places are adjusted so that the rollers can 
be set as close lo the grinding plate as is desired. To allow for 
wear the rims of the rollers are chilled iron, and are replacable. 
1'he grinding plate is solid near the center where the mullers run 
over it. 'J'he screens which are perforated plates, form the peri- 
|)hery of the pan. The size of the mesh varies from one-eighth to 
one-(juarter of an inch. The entire weight of the revolving pan, 
nmllers and shafts is supported by the step underneath. This is 
a very important point, and great care is taken to prevent exces- 
sive wear. It usually consists of some form of plate bearing of anti- 
friction metal, and immersed in oil. 

The size of the dry pan ranges from live to nine feet in diameter. 
Its caj)acity is larger than that of any other type of machine, but 
the clay shtnild he dry in order to pass through the screen plates 
without clogging. l''or a nine foot pan, the capacity would be 
ahoiit 1(K) tons a day through one-eighth inch mesh, requiring 
from twelve to sixteen horse })ower. (Plate XIX.) 

Srrrcns. -Vi^r satisfactory dry crushing it is necessary to screen 
the end ])n.)(luct in order to get a material of uniform grade. The 
clay froui the dry j)an or disintegrater is collected in the boot of 
an elevator anrl thence carried to the screen. Two tv])es of elevators 
are in use. I'or carrying clay up slight inclines belt convevors 
are used : for raising clay up vcrticallv or steep inclines, bucket 
elevators are emj^loyed. 
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Clay screens are included under three general types, inclined, 
stationary, shaking and rotary screens. The first is the most com- 
mon type and consists of a screen ten to fifteen feet long, inclined 
at an angle of 30 degrees to 45 degrees. The mesh is either made 
of heavy wire or perforated metal. The latter is much better, as 
the wear is less and it is easier to keep clean. The clay is fed from 
the elevator to the top of the screen and falls down over it by grav- 
ity. The steeper the angle of the screen the finer the screenings 
will be. These screenings are caught in a chute underneath, and 
are carried to the moulding machinery. The oversize is delivered 
at the bottom of the screen to aijother chute which returns it to 
the crusher, where it is reduced to a finer condition. These screens 
are cheap and easy to keep clean, but 'their capacity is limited. 

This fact has led to the introduction of shaking and rotary 
screens. The shaking type is inclined at a low angle, and swings 
by chains or springs so that it can be shaken back and forth by 
some reciprocating motion usually obtained by an eccentric. The 
vibration may be either longitudinal or transverse, the latter motion 
being preferable. These are shorter and take up less space than 
the stationary screens and while their capacity is much larger they 
are more expensive. 

Rotary screens are cylindrical or polygonal in shape. The 
mesh is suported by frames of iron and steel. The whole is in- 
clined at a slight angle and revolved on a longitudinal axis. The 
polygonal screens, which have from four to twelve sides, are more 
efficient than cylindrical. A special improved type of revolving 
screen is one where the screen plates are made to move, by means 
of sprocket wheels at each end, over a long inclined framework. 
The clay is fed in at the top, and the screen plates move upwards 
against the flow of the clay. This retards the flow and the screen- 
ing is most thorough. Revolving screens are the most efficient and 
require the least space, but are more expenisve, and more difficult 
to keep clean. 

WET METHOD. 

If a clay is to be moulded by any plastic method it must be 
worked up with water in order to make it plastic. This process is 
called tempering. Sometimes with soft clays it is possible to grind 
and temper a clay in the same operation. However, most of the 
tempering processes are mixing rather than grinding in their 
• action. 



262 THE MANUFACTURE OF BRICK 

IVct Pan, — The best t\-pe of machine for crushing and temper- 
ing at the same time is the wet pan. This resembles the dry pan 
in construction but the mullers are narrower, and the bottom of the 
pan is solid. The clay and necessan' amount of water is fed into 
the pan, and allowed to remain until the clay has been thoroughly 
ground and tempered. By means of plows and scrapers the clay 
is continually mixed and thrown under the rollers. When one 
charge is finished it is removed by a shovel pivoted near the pan, 
and another charge introduced. This is accomplished without 
stopping the pan, but of course the work is intermittent, as one 
charge must be removed before, another is added. 

A wet pan is well adapted to working up soft, plastic clays, which 
are more or less lumpy in their character, or contain pyrite or lim- 
onite, for the stiff-mud process. They are used extensively in 
stoneware and sewer-pipe factories. 

Soak Pits, — Soak pits are used at many of the common brick 
yards where the soft mud process is employed. A hole is dug into 
the ground, three to five feet deep and eight to ten feet in diameter, 
either circular or rectangular, and lined with planking. The clay 
or clay mixture is dumped into the pit and mixed with water, and 
allowed to stand over night, during which time the material be- 
comes thoroughly softened. The pit is usually built next to the 
brick machine, and the clay is shovelled directly from it into the 
pug mill of the machine. It is customary to have two soak pits 
for one brick machine, one pit being filled, while the other is 
emptied. This avoids the necessity of having two machines. The 
soak pit does not mix the clay, it require considerable space, and a 
large amount of labor. Its only advantage is its cheapness. Plate 
XX. 

Rin^ir Pits, — Ring pits are an improvement over the ordinary 
soak pits, because the clay is not only tempered, but mixed. The pit 
is built like the ordinary soak pit, circular in form, about twenty 
feet in diameter, three feet deep and lined with boards or bricks 
The clay is stirred by a large, heavy iron wheel, six feet in diameter 
and weighing about 000 pounds, which revolves around the pit, and 
is geared by a rack and pinion to travel from the center of the 
I)it to the outside. The rim of the wheel is usually in two sections 
which increases its cutting and mixing power. The wheel some- 
times is operated by steam, but more often by horse power. The 
whole charge, containing clay enough for a day's run of 20,000 to 
30,000 brick, is mixed at one time and requires four or five hours. 
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Two pits are usually employed for one brick machine. Although 
these pits are much better than the ordinary soak pits, they have 
less capacity and require more space and labor than pug mills. 

Pug Mills. — Pug mills are almost universally used to temper 
clav for wet or stiff mud machines. Thev consist of a semi- 
cylindrical trough, ordinarily six to twelve feet long, although they 
are made up to sixteen feet in length, and two to four feet in 
diameter. In this trough revolves a shaft carrying knife blades, 
which are set at an angle to the perpendicular, and arranged spir- 
ally around the shaft. The clay and water is fed in at one end and 
is pushed by the revolving blades to the other and discharged. At 
the same time the clay is broken and cut up by the knife-blades 
and becomes mixed and tempered. 

The trough is made of wood or steel, steel being preferable. 
Mills are made with open and closed top, but the open top is 
desirable, as the operator can watch the process and determine 
better the amount of water that is needed. The closed top machines 
are worked under pressure and capacity and efficiency are greater. 
Plate XXI shows a combined closed and open machine. Pug mills 
with two shafts arc manufactured, the shafts revolving in opposite 
directions and the blades interlocking, thus greatly increasing the 
effectiveness, and making it possible to use even stony clays directly. 
The thoroughness of the tempering and mixing depends on the 
rate at which the clay passes through the mill, which is propor- 
tional to the length of the machine, the rate of revolution of the 
shafts, and the angle at which the blades are set on the shaft. 
Some clays necessarily need to be tempered longer than others. 
Ordinarily a pug mill will prepare clay enough for 30,000 to 
50,000 brick in ten hours. 

The pug mill is satisfactory, since it tempers and mixes thoroughly 
with a small expenditure of power and limited space. A fairly 
soft clay may be charged directly into one, but a hard or stony 
clay should be prepared by some form of crusher or pulverizer, 
the dry pan and the pug mill often being employed together. Pug 
mills are sometimes combined di recti v with the brick machine, but 
as these mills are short, the clay is best tempered before it goes 
into them. 
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MOLDING. 

Bricks are manufactured by three processes, namely, the wtt 
or soft mud, the stiff mud and the dry press. 

Soft Mud. — In the soft mud process' the clay is tempered with 
a large amount of water, so that the mixture is very soft and easily 
molded. In this condition it is forced into wooden molds which 
;are sanded in order to prevent the wet clay from sticking to the 
■sides. The excess of clay is scraped off even with the top of the 
;mold by a wire or knife blade, and the bricks dumped on the drying 
floor, or on pallets. The soft mud brick have therefore five even 
sanded surfaces and one rough surface from which the excess of 
clay was "struck'* off. 

Soft mud bricks are molded either by hand or by machine In 
the hand made brick the clay is tempered to the right consistency, 
softer than for machine molding, in a pug milL The molder takes 
a lump of clay, more than enough to fill the mold, and throws and 
presses it into the mold box. The clay should be soft enough to 
fill the whole mold completely. Four or six molds are made in each 
form, and after they are all full, the brick maker strikes off the 
excess of clay even with the top, by means of a wire or thin blade. 
The off-bearer then takes the filled molds to the drying yards and 
dumps them out to dry, or turns them out onto pallets, which are 
placed on the floor of an open yard or in racks. When the molder 
does notliing but mold the bricks, he can turn out 5.000 or over 
per (lay. The hand made brick is more porous than the machine 
molded. The capacity is limited, and the method is restricted to 
small yards, with a limited, intermittent output. 

If brick is to be made except on a very small scale, it is there- 
fore much more economical to use a brick machine. These ma- 
chines are operated either by animal or steam power. The clay 
is fed into the machine, where it is mixed by a short pug mill, and 
finally forced into the press box by two wide blades. It is then 
pressed into the molds by a plunger of some sort, the filled molds 
being pushed forward automatically onto the delivery table. Here 
the excess of clay is struck off -by a thin, broad knife blade, and 
the brick form is passed on to the ofT-bearcr. After the filled molds, 
six bricks being usually molded at one time, are pushed forward, 
an empty frame of molds takes its place in the press box, being 
pushed in from behind, where the sanded molds are inserted into 
the machine. 



THE MANUFACTURE OF DRICK 265 

« 

These soft mud machines are of two types, vertical and horizontal. 
In the vertical machine, the pug mill consists of a short vertical box 
in which a vertical shaft, carrying the blades, rotates. The clay 
moves to the bottom more by the force of gravity than by the action 
of the knives. The press box is in the front of the machine, and 
the clay is forced into the molds by a vertically moving plunger, 
by swinging press plates, or by a horizontally moving plunger 
which forces the clay against an inclined plate forming the front 
of the press box, and is thence directed downwards through the 
dies into the mold. In the other type of machine, the pug mill is 
horizontal and longer and the clay is pushed directly from the 
pug mill into the press box. The molds, which are placed in the 
machine at the rear of the press box so that two sets of molds are 
in the machine all the time, should be properly sanded with sharp, 
clean sand to prevent the clay from sticking to the sides of the 
mold. This sanding may be done by hand, but is done faster and 
more economically by an automatic sander. This consists of a 
framework, on which the mold boxes are fastened, revolving in a 
cylinder, in the bottom of which is placed the sand. The molds are 
filled with sand at the bottom and as they are brought up on the 
opposite side they are reversed and the excess of sand drops out. 
The sander is so regulated that the molds are sanded just as fast as 
they are used by the brick machine. 

The ^lartin machine is fitted with an automatic striker, the ex- 
cess of clay being removed as the mold is pushed forward. 

The capacity of a soft mud machine, run by ten to twenty-five 
horse power, varies from 35,000 to 50,000 brick per day. Those 
operated by two horses with a sweep almost twenty feet long, have 
a capacity of 20,000 brick. They require a man to feed and temper 
the clay, a man to strike off the molds, another to tend to the sand- 
ing and feed the molds, a man to dump the bricks onto the pallets, 
two to five men (depending on the number of brick made per day) 
to place the pallets in the drying racks or on the drying floor, and 
also a couple of boys to wash molds, and to bring the empty pallets 
to the machine. 

The soft mud process is adapted to a large variety of clays 
ranging from very plastic to lean ones. Those with a high shrink- 
age can be grogged heavily and used when they could not be worked 
by the stiff mud process. Some clays may be fed directly to the 
machine, but most of them have to be first tempered in a pug mill 
or soak pit. The resulting brick is uniform in texture and usually 
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quite porous. They are not affected very much by frost action, 
as the i)ores are so large. The surfaces of the brick are rough 
and the edges apt to be rounded and broken, which is not desired 
in a front brick, although such a brick, if it has a good color, is 
now ver>- popular in the large eastern cities. The brick may be 
inade denser, with smooth, sharp edged faces, by repressing when 
partly dried. The capacity of a wet mud machine is low and the 
labor great compared to a stiff mud machine. The soft mud process 
is extensively used, and when a brick of uniform texture is desired, 
without laminations, as is the case with fire brick, this process is 
almost universally employed. (Plate XXIII.) 

5"//^ Mud. — In the stiff mud process the clay is tempered with 
much less water than in the soft mud. It is still in a plastic con- 
dition, but stiff and capable of holding its shape after being molded, 
even when subjected to some strain. It requires considerable pres- 
sure to mold the clay in this condition. This pressure is furnished 
by an auger (the plunger type of machine having nearly disap- 
peared), which forces the clay out of a rectangiialr opening or die. 
The clay issues as a continuous bar, and is pushed out over a cutting 
table, where the bar is cut into bricks bv wires. 

The stiff mud machine consists of a vertical or horizontal cvlinder 
(the horizontal type is preferable and used most extensively) which 
is closed at one end and tapers at the other to a rectangular die. 
In this cvlinder revolves a shaft which at the closed end carries 
a few tempering blades, thus forming a short pug mill. At the 
other end is a large auger. Sometimes a pug mill and auger are 
combined in a single machine. 

The clay is fed in at the closed end of the machine. It should 
be well tempered beforehand. A great deal of trouble is experienced 
if the short pug mill of the machine is left to finish the tempering. 
The clay is mixed by a few knife blades and is forced along to the 
auger. Here it is pushed forward rapidly and powerfully until 
it issues from the die in a continuous bar. 

The dies are of various sizes and designs. If the brick are to 
be **side-cut'' the cross section of the die is the same as the length 
and width of the brick ; if "end-cut," the same as the width and 
thickness. With end-cut brick the die is often made double or 
even triple, two and three bars of clay issuing from the machine 
at the same time. Ries^ states that that is undesirable. In order 
to reduce the friction between the clav bar and the die. which 
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tends to produce a laminated structure, as will be described later, 
and also to tear the sides of the bar, they are very carefully de- 
signed. They are steam heated, or lubricated with water or oil. 
Sanders are also attached to the best machines and sand the sur- 
face of the bar as it issues from the die. This prevents the clay 
from sticking to the belt which conveys the bar to the cutting table. 
and the bricks from sticking to each other. It is also said that this 
helps to give the brick a better color when burned. 

One undesirable feature of stiff mud machines is the resulting 
lamination in the brick. This structure is caused by the auger 
and die. When the clay is seized by the screw of the auger, it is 
pulled out and twisted around the shaft. It is also polished by 
moving over the smooth surfaces of the screw, and these polished 
surfaces do not adhere well when the clay is pushed oiit through 
the die. As the bar leaves the machine, the. center, not being 
held back by the friction of the die, moves faster* than the sides. 
From these causes the bar of clay becomes more or less laminated, 
either parallel to the length, or width, of the bar, or possibly both. 
On drying and burning the concentric layers tend to shrink away 
from each other, increasing the lamination of the brick. These 
laminations are most pronounced in very plastic clays, or in those 
which have been tempered with too much water. They may be 
eliminated to some extent by working the day stiffer, by having 
it properly prepared before it is fed into the machine, and by keep- 
ing the supply constant. Some machines are also doubtless bet- 
ter than others, those with insufficient pressure and a short cylinder 
being most objectionable. By repressing properly the laminated 
structure may be destroyed and the brick more firmly bound to- 
gether. However, the laminations do not seem to effect the strength 
of the brick as much as might be supposed. 

The bar of clay is carried from the machine by means of a con- 
veyer belt to the cutting table* Here it is cut up into brick by 
means of fine wires, which are drawn through the clay. Cutters 
are operated either by hand or are automatic, the latter being com- 
monly used. They are of two general types, oscillating and rotary, 
there being three or four kinds of rotary cutters. The oscillating 
cutter consists of a number of parallel wires fastened to a frame- 
work, the distance between them representing the thickness of the 
brick. This framework is pushed laterally across the clay bar, 
either by hand or automatically. The wires thus drawn through 
. the clay cut it up into separate bricks, from four to seventeen 
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being cut at one time. In the old cutters it was necessary to stop 
the brick machine while the wires were being drawn through the 
clay, but now the cutter is carried forward with the bar of clay 
and at the same rate, returning to its original position after cutting, 
thus insuring that the brick are cut at a perfect right angle. A 
cutting table of this type is shown in Plate XXIV. This type of cut- 
ter is used for side-cut brick. 

Rotary cutters may have their axis of rotation either parallel or 
perpendicular to the clay column. In the former, the wires are 
placed radially and cut the brick in a manner similar to that of the 
oscillatory table, the cutter being carried forward with the bar of 
clay while it is operating. One of these is pictured in Plate XXV. 

In the other type of rotary cutter, the wires are carried on fork- 
like frames arranged like the spokes of a wheel. As the cutter 
moves the wires cut the clay column into bricks. The velocity of the 
circumference of the wheel is the same as the bar of clay so that 
the brick are cut perfectly square. This type is shown in Plate 
XXVI. 

Both of these types of rotary cutters are used for end-cut and 
side-cut bricks. 

The wires used for cutting must be strong, so as not to be easily 
broken, yet small enough to keep the friction low and make a 
smooth cut. Considerable trouble is experienced with the wires 
breaking, especially in stony clays. Various devices have been in- 
vented to adjust the wires to any degree of tension by means of 
regulating screws or springs, and also so that they may be quickly 
replaced without stopping the machine. 

The cutting plate on which the clay moves is kept polished in 
order to reduce the friction. The column is also lubricated plenti- 
fully with oil to prevent sticking by guide rollers which are kept 
wet with oil from a reservoir above the table. As the brick are cut 
they may be taken off at one side on a pallet, cither automatically 
or by hand, or more often, with automatic cutters, they arc pushed 
onto another belt conveyor, which moves at a higher rate of speed 
than the cutting table. This separates the brick, so that they can 
be easily picked off and loaded on cars, or placed in the repress. 

This process is preferable because of its great capacity, good 
machines having an output of from 50,000 to 100.000 per day, with 
50 to 75 horse power. The labor required is much smaller than 
in the soft mud process, the drying takes less time and the resulting 
brick are stronger. Clays of moderate plasticity and low shrink- 



^ 



i"^ 




THE MANUFACTURE OF BRICK 269 

'AgQ are best adapted to the process. Stony clays cause much trouble 
by breaking the cutting wires, and every clay should always be 
thoroughly prepared before entering the machine, in order to avoid 
stoppages, which, although they may be short, are expensive. The 
advantage of this method is its larger output, and everything should 
be done to keep this as large as possible. 

Repressing. — Bricks manufactured by both the soft and stiff mud 
processes are repressed in order to give the brick smoother surfaces 
and sharp edges for front brick, or to imprint on thfem some design 
or trade mark, or to make them stronger and denser for use as paving 
brick. Repress machines, which may be operated either by hand or 
power, consist essentially of a steel mold box in which the brick 
are placed and subjected to a high pressure by means of a movable 
plunger. In the hand machine, in which one brick is molded at a 
time, it is placed in the mold box, and the pressure applied by means 
of a long lever, which pushes the plunger, forming the bottom of 
the mold, upward. The pressure is relieved by moving the lever 
back ; the bottom plunger is thereby still further raised so that the 
brick is level with the top of the mold, whence it is removed. After 
the plunger has been dropped into place again, another brick is 
put in the mold and the operation is repeated. The capacity of 
these machines is from 2,500 to 3,000 per day. 

In the power machines the bricks are fed automatically from 
the off -bearing belt into the molds. Two bricks are usually pressed 
at one time. The pressure is applied by means of toggle joint or 
crank and acts from both the top and bottom of the mold. Two 
maximum pressures are given with a partial relief between, pres- 
sures of about 45,000 pounds to the square inch being used. With 
the relief of pressure the bottom of the mold box is raised, and the 
brick pushed forward automatically to an off-bearing belt. A 
power machine has a capacity of about 25,000 per day and requires 
from one to two horse power. The molds must be oiled liberally 
to prevent the brick from sticking. Stiff mud bricks can be re- 
pressed directly after molding, but soft mud bricks must be par- 
tially dried, during six to twelve hours. 

The appearance of the brick is greatly improved by repressing. 
The faces are rendered smooth and are somewhat polished by 
means of the oil and friction ; also, any desired shape may be given 
the brick, or any design stamped upon it. This has been the popu- 
lar method of making front and ornamental brick, but is now re- 
placed very considerably by the dry press process. 
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It has also been supposed that repressing always improves the 
strength and wearing qualities of paving brick. It gives a smooth, 
dense surface, but it may or may not increase the wearing quali- 
ties. This fact was brought out by a series of tests, carried on by 
the National Brick Manufacturers Association. The results of 
their experiments were given out as follows:^ 

"Makers of paving brick should assume that their plain wire-cut 
brick are superior to the repressed brick until they have proven by 
careful comparison under identical tests, that the assumption does 
not hold good in their case. 

"If repressing is necessary to meet market conditions, the maker 
should perform the operation so as to cause a radical breaking up 
of the auger machine structure, and the production of a njew and 
characteristic structure due to repressing. If this is done, the 
probabilities are that no falling off in quality will occur and actual 
gain in strength may frequently result." 

The probable reason of the falling off in strength which ordin- 
arily occurs is that the molded brick fits rather loosely in the repress 
mold, and when repressed, the auger structure is broken down, but 
no new one is given to the brick, and so the bond is weakened. 
If, however, an entirely new structure is given, as recommended, the 
brick fitting very loosely in the molds, this more than comi)ensates 
for the loss of the old. 

Dry Press. — In the dry press process, the clay is molded in a 
nearly dry condition, containing from o to 15 per cent of moisture; 
enough so that the clay partly holds together when pressed together 
in the hand. The clay is first stored for some weeks in large 
sheds, ''sweated," as it is called, in order to allow the moisture 
to become evenly distributed, and for the sake of general unifor- 
mity. It is then ground so that it will pass through a twelve or 
fifteen mesh screen, and stored in a hoj)per above the brick machine, 
to which it passes by means of a canvas tube. 

The press ( [Mate XXMI) is a massive machine of great strength. 
A steel frame carries the plungers, which are o])erated by means 
of toggle-joints or cams, the mold boxes, feed boxes and delivcrv 
table. The clay is pushed for^vard by a charger, which carries 
just clay enough from the feed box to fill each mold, two to six 
bricks being mokled together, l^ressure is then exerted by means of 
the ])lungers acting from above, the bottom of the mold also rising 
slightly. The bottom plungers are then raised, and carry ihe bricks 

' Rrport N. H. M. A. Committee on Technical InvcstiijatJon, p. 92. Quoted in Iowa 
C.eol. Survey. Vol. XIV. p. 239. 
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to the level of the delivery table, onto which they are pushed by 
the charger, which advances to refill the molds. The pressed brick 
are removed and placed on carts and sent directly to the kiln. 

In some the pressure is applied gradually, but iii the best machines 
two or even three distinct pressures are given. This allows the 
inclosed air to escape more freely from the holes which are left 
in the die plates for that purpose. If the air could not escape 
the compressed air would break the brick after the pressure was 
relieved. The pressure is sometimes exerted by hydraulic rams, 
but the toggle-joint type of machine is preferred. Pressures as 
high as four tons per square inch are used. The molds are heated 
by steam in order to prevent the clay sticking to the die plates. 
These die plates may be made of different shapes, and ornamental 
brick of all descriptions may be manufactured. The capacity of 
a four mold dry-press is 20,000 bricks per day, of a six mold press, 
30,000. The capacity is thus not large and the plant is expensive 
but as the brick go directly to the kiln, the great expense of drying 
is eliminated. The brick are not only strong and durable, but 
are smooth and sharp-edged, and are good facing brick. Bricks of 
various designs and shapes can be made without repressing, and 
the method is undoubtedly the best and cheapest for the production 
of a high grade brick. 

DRYING. 

Bricks or other ware, made by the soft or stiff mud process must 
be dried before they can be placed in the kiln. Water exists in 
clays in three forms; as water of combination, hygroscopic water 
and tempering water, or water of plasticity. Water of combina- 
tion is, of course, only eliminated at high temperatures. Hygro- 
scopic water, the moisture absorbed by all porous substances from 
the atmosphere, is driven off at the boiling point of water. It is 
not necessary that this should be removed before placing the brick 
in the kiln, and it would be useless, as the green brick would only 
reabsorb moisture from' the atmosphere while the kiln was being 
set. The water required to temper the clay, which varies from 15 to 
35 per cent, must on the other hand, be eliminated before the brick 
are placed in the kiln, for if it Were not it would be impossible to 
set the brick more than ten or twelve courses high, they would 
be injured more or less in the handling, and in the burning the 
water would be given off too quickly and unevenly, so as to check 
and crack the brick very badly. 



272 THE MANUFACTURE OF BRICK • 

Air is the medium employed to carry away the water vapor 
given oflf from the drying clay. The evaporation goes on more 
rapidly the higher the temperature of the air, because of the fact 
that the air has more power to absorb water at higher temperatures 
than at lower, also because it takes less energy to change the water 
into vapor. Air at a definite temperature can only hold just s6 
much vapor, and therefore the drier the air to begin with the more 
efficient the evaporation will be. The more air used, and the greater 
velocity, the more rapidly the drying takes place. 

An immense amount of water has to be evaporated from a tunnel 
drier full of brick, and when drying is done in closed chambers the 
efficiency of the method influences the economy of the production 
very much. In a tunnel containing twelve cars each loaded with 
500 standard brick, five tons^ of water must be evaporated, usually 
in 24 hours. The problem thus becomes of great importance to 
obtain the greatest evaporation with the smallest amount of heat, 
always bearing in mind that the chief consideration is to dry the 
ware without in jurying its shape or strength. 

Drying is carried on in (1) open yards, (2) covered yards or 
pallet racks, (3) on drying floors, or (4) in tunnel driers which 
may be intermittent or (5) continuous. 

Open Yards. Open yards are used to some extent for drying 
soft mud brick. The brick after they have been molded are taken 
to the drying yard and dumped out of the mold directly onto the 
floor of the yard. The floors are of earth, which has been rolled 
hard and -smooth, or of brick. The brick are dumped in long rows, 
and are allowed to lay flat for a day or more and are then turned 
up on edge by a rake-like arrangement consisting of a board fast- 
ened perpendicularly to a long handle, and allowed to dry for 
about a day longer. They are then piled irp several courses hig-h 
in hacks and allowed to dry for three to fiw^ davs. These hacks 
are provided with covering boards to protect the brick from rain. 
(See Plate XXII.) 

In this method the bricks are dried entirely by the sun and wind, 
the equipment being almost nothing and therefore the method is 
inexpensive. It is, however, entirely dependent upon the weather. 
Although the hacks are somewhat protected, the brick laid out on 
the floor are ruined by a heavy rain. A yard with a clay floor is 
all tracked up by the workmen, and the brick stick to it if wet, 
and it has to be rerolled and smoothed which takes a long- time. 



ilowa (icol. Survey. Vol. XIV. p. 239 
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This difficult V mav be removed bv drvingf the brick on boards or 
pallets which are placed on the floor. On bright sunny or windy 
days, the drying goes on \'ery fast, and the brick are apt to check 
badly by the rapid shrinkage. The method is of course restricted 
to warm weather as the tempering water would freeze in cold. 
The labor required to operate an open yard is large compared to 
its capacity. They require a large amount of space, and the per- 
centage of brick lost in drying is great, so that this method is 
going out of use, and where open air drying is desired this older 
metho<l is being replaced by covered yards, the brick being dried on 
pallet racks. 

Cozcrcd Yards. The system of drying in covered shed on pallet 
racks is very popular in this state. The brick as soon as they come 
from the machine are dumped onto a pallet. These pallets are 
best made of slabs of wood, or of iron or steel, so the brick may 
dry through the lx)ttom as well as on the top and side. The pallets 
are carried from the machine to the racks by hand, carts or con- 
veyors. The racks are upright posts with horizontal arms to hold 
the pallet boards, ten or twelve courses in each rack, and each row 
of racks, which are as long as convenient, is covered by a gable 
roof the sides of which extend over the brick an^ protect them from 
the sun and rain. Space wide enough to permit proper handling of 
the brick is left between each row of racks. (Plate XXVIII.) 

The roof completely covers this space, or it may be covered by 
hinged roofs in rainy weather. The capacity of a set of these racks 
varies with the size of the plant ; those in this state have a capacity 
of 100,000 to 3r)0,00 brick, and are not too large for convenience 

In this system the brick are dried more by the circulation of air 
than by the direct heat of the sun. One week is usually required for 
drying. The brick do not dry so rapidly at first as they do in the 
open yard and so the danger of checking is avoided to a great ex- 
tent. The roof protects the bricks from injury during rainy weather. 
The method is, of course, restricted to wanri weather the same as 
the open yard, and is influenced to a great extent by hinged roofs 
or movable canvas covers. The labor and space required is de- 
creased, and in the automatic systems the economy of the method 
is still better. These advantages make the method a popular one for 
drying ordinary soft mud brick, and is used most extensively. 

Floor Driers. Brick, especially fire-brick, and other w-are, such 
as sewer pipe, fire-proofing and stoneware, are sometimes dried by 
means of hot floors. The floors are solid or slatted. The solid floors 

Survey— 18. 
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are built of bfick or cement, and have a fireplace at one end with 
flues running underneath the floor connecting with a chimney at 
the other. The brick are placed on edge and the water vapor evap- 
orated bv the heat of the floors and the relativelv cool air currents 
carry oflF the water vapor. The advantage of the floor drier is that 
it is cheap to build, but on the other hand fuel is burned for the sole 
purpose of drying. The distribution of the heat is poor an-d a great 
deal is lost by the escape of warm air, which is not near to its 
saturation point, and by radiation. A large amount of labor is also 
necessary, so it is a rather expensive method. Grimsley^ gives the 
cost of drying in one plant using this method with gas fuel as 33 
cents per thousand brick. There are not many clays which are 
susceptible to this process of drying, for the uneven heat, the bottom 
of the brick next to the floor being at a temperature around 212 
degrees F., and the top being relatively cool, causes the brick to crack 
and warp. The method is used chiefly for the drying of fire brick 
which are porous and refractory and may be dried rapidly, without 
aflfect'ng their strength. 

Slatted floors are used in drying sewer pipe, stoneware, and other 
hollow w^are. The floors are built of common lumber with spaces to 
the V. idth of one to one and one-half inches between them. Thev 
are heated by steam pipes which run just below them. Three or 
iiiore f oors are used together, one above the other, corresponding to 
the working fl<x)rs of the factory. During the working hours the 
exhaust steam is used for heating, but during the night full pressure 
steam is employed. Xo direct currents of air exist save those pro- 
duced by the orch'nary ventilation of the factory. It is thus possible 
to dry ware that is very tender. 

This system is wasteful of heat and expensive to build, but never- 
theless is it used most extensively when the ware must be dried care- 
fully. 

Periodic Tunnel Drier. Periodic or intermittent tunnel driers 
consist of a series of parallel tunnels built of brick. Each tunnel is 
supplied with its own lieating and ventilating system, so that the 
drying in each one may he regulated independently of the others. 
The green brick are loaded on cars and pushed into the tunnel on 
tracks. With soft mud bricks the cars are provided with pallet 
racks. With stiff n'ud, however, the bricks mav be 'Mled u)), either 
on single or double deck, several courses high. The capacity of 
these cars is from 300 to GOO brick. (Plate XXIX.) 

'West X'irpinia Gcol. Survey. \'ol. III. p. 12''. 
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When the tunnel is filled the drying air is turned on, and so regu- 
lated that the brick are dried to the best advantage. Three stages 
of drying are noted by Professor Beyer :^ (1) Heating; this consists 
in warming the brick gradually up to the temperature at which the 
evaporation is carried on. This is done in a moist atmosphere, so 
the brick will not dry too rapidly, and check. (2) Shrinking; in 
this stage most of the water is evaporated and the total amount of 
air shrinkage is accomplished. This is carried on as rapidly as the 
clay will stand, the temperature of the air being increased and the 
humidity decreased as the process nears the end. (3) Complete 
evaporation : in this last stage the water in the pores of the clay is 
eliminated, the tennp^rature being raised nearly to the boiling point 
of water. The dried brick are then removed, and the tunnel is 
cooled down to receive another charge. Several tunnels are worked 
together, so that while one is being loaded another may be drying, 
while a third is being emptied and cooled down. 

The drying air passes underneath the tunnel in a large flue and 
escapes through small openings along the whole length of the flue 
into the tunnel. The air is heated by steam coils or pij^es, usually 
just before entering the drying chamber. The wann air passes up 
. through the brick, absorbing moisture from them. The moisture- 
laden air is then drawn oflF through small openings by a number of 
small chimneys, communicating directly to the outside atmosphere, 
or by means of flues to one central larger stack. The amount of air 
entering the tunnel, its temperature, and the humidity of the out- 
going air are thus under good control. 

This control of the drying conditions is the chief advantage of 
this system, as it enables the clay to be dried without harm, so that 
it is possible to dry clays without checking, which are difllicult to dry 
bv anv other method. On the other hand, it is wasteful of heat, the 
outgoing air not being near its saturation point, and large amounts 
also being wasted while the chambers are emtptied and cooling. 
Owing to its intermittent action the capacity is also low, and when 
possible the continuous drier takes its place. 

Continuous Tunnel Drier, The object of the continuous tunnel 
drier is to save fuel. In a large plant the expense of fuel is always 
great, and much pains are taken to save all the heat generated, thus . 
keeping the consumption of fuel low. This method utilizes most all 
the heat with great economy, and also may employ the waste heat 
from cooling kilns or waste steam. 



1 Iowa Geol. Survey, Vol. XIV. 
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The construction of the continuous tunnel drier is much the same 
as the intermittent. The hot air is. however, only allowed to enter 
the tunnel at one end. It is drawn through the chamber, gradually 
absorbing moisture from the brick, and escapes laden with water 
vapor almost to its saturation point, through a stack at the other end. 
The brick from the molding machinery is loaded on cars, similar to 
those used in the perio<lic drier, and are introduced, one car at a 
time, into the tunnel at the stack end. Here they are warmed up 
by the hot. nearly saturated air. just before it escapes. As each new 
car is introduced into the tunnel the brick are pushel along towards 
the hot end. Tliey thus gradually pass into a warmer atmosphere, 
which also grows less humid. At the extreme end the moisture is 
completely eliminated by the dry hot air as it enters the chamber 
At this end the brick are removed and sent to the kiln. In this pro- 
cess the three stages of drying overlap each other somewhat. 

The tunnel driers differ mainly in the manner in which they are 
heated. ]»eyer^ classifies the different heating systems as follows: 

Direct heat — I>y fuel burned for the puq)ose : by waste heat from 
other processes. 

Indirect heat — Radiated from heated brick : radiated from 5team 
heated surfaces. 

In the first system a furnace is built at the hot end of the tunnel, 
the hot gases and products of combustion passing to (\u^> under- 
neath the tunnel, and from there into the drying cliamber. In order 
U) free the furnace gases from soot, they are first led to a brick 
chamber where the soot is settled out. The gases are then diluted 
to the right temperature l\v cold air <lrawn in from the outside. The 
niixing of hot and cold air, the draft and circulation are best con- 
trolled by a fan. The disadvantages of this method are that there is 
no saving of waste heat, and that there is danger to the drying ware 
from soot and acid scums. The soot may be eliminated by better 
combustion in the furnace, secured by mechanical stokers, and more 
draft. However, the acids which are fc^rmed by the combustion, 
notably sulj)hurous and sul])huric acids, may deposit as a dew on the 
brick at the stack end of the drier, if the out-going air is up to its 
saturation point, as sometimes happens. If any of the components 
of the clay are attacked by the acid, a scum is formed on the surface 
of the brick. 

The heat from cooling kilns is successfully em]:)lo\ ed in larger 
plants to heat the driers. It is drawn into a chamber through a 



'Iowa (leol. .Survey, \*ol. XI\', p. 255. 
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system of flues, and then mixed with air to the right temperature 
just before the hot air goes to the drying chamber. This circula- 
tion is best maintained by a fan, which permits of proper regulation 
of cooling air, and the amount forced into the tunnels. Attempts 
to use the direct products of combustion from the burning kilns have 
so far been a failure, due to sooting, scumming and improper regu- 
lation of temperature. The utilization of the waste heat from the 
cooling kilns is a great advantage, the heat necessary for drying 
being furnished cheaply. It is necessary, however, in plants of or- 
dinary size to provide auxiliary furnaces to furnish heat where there 
is not enough to be had from the kilns, or in case of accident. Also, 
the kilns are cooled more quickly, in half the usual time.it is claimed, 
thus increasing the kiln capacity'' of the plant. The advantage of 
this method is therefore twofold. 

In the Sharer drier, which is of the indirect heating type, furnaces 
at the discharge end of the drier furnish the heat. The gases of 
combustion pass through flues directly underlying the brick floor of 
the tunnels, and out of the stack at the entrance end. Air is drawn 
into the drying chamber by flues situated on each side of the fur- 
naces, and is thus brought up to the required temperature. Tlie air 
passes through the tunnel and out the same stack as the furnace 
gases, which arrangement furnishes a better draft in the drying 
chamber. The furnace gases also heat up the floor of the drier, 
which thus acts as a drying floor. As the brick are not placed on 
the floor they are not heated unevenly. This method is simple and 
does not require much fuel, but on the other hand it does not use 
any of the waste heat which is so plentiful around a brick plant. 
There seems to be no reason why the gases from the burning kilns 
could not be used to furnish the heat necessary, by means of regen- 
erative chambers, such as are used in heating air for iron blast fur- 
naces. 

In the steam-heated tunnel pipes are laid underneath the track or 
along the sides. The steam for each tunnel may be regulated separ- 
ately. At the discharge end the temperature is raised by extra 
steam coils. Waste steam is used during the running hours and live 
steam at night. It is possible that steam might be generated in the 
waste heat boiler, utilizing the combustion gases from a burning 
kiln. Steam driers are conveniently handled and the temperature 
regulated easily ; there is no danger of fire, and waste energy may 
be employed. 
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For tender clays special driers are used to separate the stages of 
drying more definitely, and especially to prolong the first heating 
stage. The moist air is drawn off at the entrance end, under the 
track and entrance doors, or the stack is placed near the discharge 
end, and there is hence practically no air current near the entrance. 
With such driers very tender clays may be dried by this method. 

Brick require from 24 to 48 hours to dry in one of these tunnels. 
The temperature at the entrance is about 100 degrees F. and at the 
hot end about boiling point, 212 degrees F. One to four tracks are 
laid in each tunnel. The capacity varies with the number of tracks 
and their length, but many have a capacity of from 150,000 to 
200,000 brick. 

The advantage of the continuous tunnel driers are their large 
capacity and great economy of fuel. 

BURNING. 

Changes in Burning. The changes which occur when a clay is 
burned are primarily of a chemical nature. However, these changes 
greatly affect- the physical properties, for the comparatively weak, 
soft, unenduring, air-dried clay is changed into a hard, strong body. 
It is this property possessed by clay which makes it of value. The 
chemical reactions which take place in burning are of a similar na- 
ture in all clays, although the temperature at which like reactions 
take place varies considerably. These chemical reaction are accom- 
panied by corresponding physicahchanges. The former have been 
conveniently classified by Orton^ into three divisions, which repre- 
sent different stages in the burning, each of which is more or less 
separate from the others. They are as follows: (1) Dehydration, 
(2) Oxidation, and (3) Vitrification. 

Dehydration. In the first period the greater part of the volatile 
constituents is eliminated, and of these water is the chief. Water 
has been said to exist in clay in three forms, namely, tempering 
water. hy![^rosco|)ic water, and water of combination. Hicse three 
forms are each driven off at different temperatures. The temper- 
ing water is eliminated by drying, and there is none, or should be 
practically none, present when the ware is set in the kiln. The 
liygroscopic water is only completely driven off at boiling point. It 
is necessary that all this water should be removed before the ware 
is heated above 212 degrees F., otherwise steam would l)e formed 
which, collecting in the pores of the clay, might be unable to escape, 

iQn the Role Played by Iron in the lUirning of Clays. Edward Orton, Jr., Brick. Vol 
XX, p. 33, Trans. Am, Ceramic Soc. Vol. V. 
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and expanding, break the clay. Therefore, the brick should be 
heated very slowly to the boiling point of water in order to eliminate 
the uncombined water, so as to prevent "popping." 

During this period a large excess of air should always be present. 
Otherwise there is likely to be a condensation of the moisture from 
the overladen atmosphere as it escapes from the kiln. If there is 
considerable precipitation of water the bricks are likely to become 
soft and may lose their shape to some extent. Especially is this 
true in down-draft kilns, where the moisture-laden air escapes at 
the bottom and is likely to soften the bottom tiers, which must bear 
the weight of the whole column of brick. To eliminate this difficulty 
down-draft kilns are sometimes arranged so that they can be burned 
as up-draft kilns during the first stage. 

Another difficulty met with in this period is the danger of scum- 
ming or whitewashing. Sulphur, if it is present free or in pyrite, 
is oxidized at a low temperature and combining with water forms 
sulphurous or sul[)huric acid. These acids attack the soluble con- 
stituents of the clay, especially lime, and form salts which, when 
the moisture is evaporated, are deposited on the brick, forming a 
scum or wash. To prevent the danger of whitewashing or deform- 
ing the brick a good draft of air should always be supplied during 
this period. 

After the elimination of the hygroscopic water at boiling point the 
clay, according to Beyer\ may be brought rapidly to a low red heat, 
1000 degrees F. or 550 degrees C, at which point the water of com- 

» 

bination begins to be given off. This is the period of "water smok- 
ing" during which the combined water is eliminated. This period 
lasts through 2T0 degrees F. or 150 degrees C, and when a red heat 
has been reached the water should be entirely driven off. Pains 
must be taken during this period to prevent bloating, which may be 
due to confined steam or the action of the liberated water or other 
gaseous ingredients. The temperature should be raised very slowly 
through this stage. 

During this period of hydration most of the carbonaceous matter 
in the clay is burned off. This usually causes little or no trouble, 
unless large amounts are present, when the temperature of the kiln 
may be raised excessively due to the burning of the hydrocarbons 
liberated and this may distort clay of low fusibility. A reducing 
atmosphere will be formed which prevents the formation of ferric 
oxide unless a large excess of air is present. A reducing atmosphere 

ilowa Geol. Survey. Vol. XIV. p. 275. 
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itig the clay. The compounds first formed are the more fusible and 
as the temperature is raised they fuse and knit together the remain- 
ing particles of the clay. ^lore and more compounds are continually 
being formed which in turn fuse until finally the clay loses all traces 
of its original structure and becomes a dense, uniform body, the 
point of complete vitrification*. If carried beyond this point the clay 
loses its shape and finally melts to a glass or slag. The brick or 
other ware is never carried beyond the point of vitrification and may 
be burned far below this temperature, depending on the purpose for 
which it is to be used. 

The temperature at which these changes take place varies greatly 
for different clays, depending on their composition and texture. The 
impure varieties, those high in fluxes, begin to vitrify at 900 de- 
grees C. (IGoO degrees F.), rapidly become viscous and must not 
be carried far above that temperature. Pavinj^ brick, sewer pipe, 
and stoneware are Imrned at temperatures around 5^300 degrees F.. 
while fire brick must be carried even above •2.")00 degrees F. to give 
them the proj)cr strength. In building brick it is desirable that they 
should be strong, but more or less porous, so as not to be so much 
atlected by frost action. Paving brick, should, on the other hand, 
be dense and not porous, and they are. therefore, raised to a higher 
tcmperalurc. as near as possible to complete vitrification. They 
should not be taken over this point else thcv will lose their shai)e. 
and also become brittle rather than t(Mii:,di. Prnvido*! the nature of 
the clay is known there is little danger nf over-burning. The point 
at which the brick are withdrawn from the furnace may be deter- 
uMued bv the use of Svcrar cones, or bv the color, or most com- 
nionly, by the total shrinkage of the brick in the kiln. 

The color of the burned brick is dcterinincd primarily by the com- 
position, and also by the conditions in bnrnin;:. (lavs- with 1 to o 
per cent, of iron oxide become red : those with •? t(^ o per cent, buff, 
and those with less than 1 per cent, white or nearly so. Consider- 
able lime counteracts the effect of the iron, and if clay which con- 
tains iron enough to burn red also has an excess of lime it will bum 
bufT, gray or dark. Spotted clays, especially those containing con- 
cretions r)f iron and lime, imless thon)ughly ji^^roimd and mixed, have 
dark and white spots in the burned product. 

The effect of oxidizing and reducing atmospheres has already been 
referred to, and ordinarily the color is nmch the same at the end of 



'This process is more fully fliscus«;c<l in Chapter III of Part I, under Fusibility. 
2H. Ries; New Jcr^^cy Geol. Survey. Vol. VI. p. 2:M}. 
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the oxidizin^^ period as it is when finished, although darker. How- 
ever, it is impossible to maintain an oxidizing atmosphere in the 
kiln at a high temperature. Orton^ states that the amount of free 
air must be cut down in order to raise the temperature for vitrifica- 
tion, so that the resulting gases are reducing or are possibly neutral 
at a temperature in the kiln of 1200 degrees C. (2200 degrees F.), 
or with gas fuel at 1300 degrees C (2375 degrees F.). 

The atmosphere may become strongly reducing by failure of the 
draft and smokv fires. The red ferric iron mav thus be reduced to 
the ferrous condition, turning the brick gray, greenish, or black. 
Small grains of iron often become reduced, and at the elevated tem- 
perature combine with silica to form ferrous silicate, which slags 
easily and forms black blotches on the surface of the ware. 

The surface of the brick may also, partly by reducing conditions, 
be changed to a different color, bright and brilliant ; that is, they are 
"flashed." Bricks are often purposely flashed for use as front brick. 
This is accomplished by setting the brick so that the surfaces to be 
flashed are exposed to alternate oxidizing and reducing conditions, 
usually at the end of the burning, but sometimes through the entire 
period after water smoking.- The colors produced are superficial, 
and range from golden to red and brown shades, flashing being con-_ 
fined principally to buff-burning clays. The principal of this oper- 
ation depends on the formation of ferruous silicate and ferrous oxide 
during the reducing conditions, and their partial reoxidization to the 
ferric oxide, which takes place probaoly during the cooling of the 
kiln.3 

The degree of flashing depends on the following conditions : 

(1) Composition and physical condition of the clay. 

(2) Temperature of burning. 

(3) Degree of reduction. 

(4) Rate of cooling and amount of air then admitted to the kiln. 

(1) The clay should be a buff-burning clay, and high enough in 
fluxes to vitrify at not too high a temperature. Clays high in silica 
flash better than those high in alumina. Those containing soluble 
iron compounds seem to flash better than those in which the iron is 
insoluble. A fine texture gives better results than a coarse one, and 
stiff-mud better than dry-press. 

(2) The temperature must be high enough to cause a combina- 
tion of iron and silica. It varies with different clays, the tempera- 

1 "On the Role Played by Iron in the Burning of Clays." T. A. C. S.. Vol. V. 
'H. Rics: New Jersey Gcol Survey, Vol. VI. p. 2^. 

^\. V. Bleininger; Notes on Flashing. T. A. C. S.. Vol. II. p. 74. Quoted by H. Ries in 
N. J. Clay Report. 
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ture of combination being affected by the amount of fluxes present. 
The temperature could not be so high, if a reducing instead of an 
oxidizing atmosphere is kept during most of the burning, as the 
clav will vitrify sooner. 

(3) A sHghtly reducing atmosphere must l>e kept during the last 
part of the burning, and the subsequent oxidation probably takes 
place in the first twelve hours after closing the kiln, when the amount 
of air admitted can be regulated entirely by the drafts. 

(4) Also the slower the rate of cooling, down to approximately 
700 degrees C. (1300 degrees F.). the darker the flash under the 
same conditions. 

KILNS.* 

There are many kinds of kilns in use today for burning brick. 
They are of four ty;:es. namely, up-draft, down-draft, muffle, and 
continuous. Each type has its own peculiar advantages and disad- 
vantages which make it desirable or not for certain uses and under 
certain conditions. 

Up-draft Kilns. The up-draft is the simplest type of kiln. The 
heat passes from the fireplace directly into the kiln at the bottom, 
rises through it, and escapes at the top. The temperature in a kiln 
of this type can not Ix? regulated as well as in a down-draft, where 
the hot gases from the firelx)xes are led through vertical flues to the 
top of the kiln, and passing down through the ware, escape at the 
l30ttcm. For this and other reasons the u'l-draft kiln is used onlv 

i. m 

for burning common brick. 

The sim]:)lcst kind of an ujvdraft kiln used in this country is the 
scove kiln. This is a temporary one, being built of the brick to be 
burned and torn down after each burning. The brick are piled up 
on a brick floor, about JO or oO courses high, by lo to 3() feet wide, 
and from 20 to 40 feet in length. The bottom courses are set in 
parallel arches from 10 to 1*2 courses high, with two feet between 
centers, and running across the width of the kiln. (Plate XXX.) 
The walls are then built up around the green brick, made of old 
burnt brick, two or three courses thick, and daubed over with wet 
clay or "scoved," to prevent the entrance of cold air, and to insure 
the esca|)e of the gases through the top. Openings arc left in the 
side walls op|)osite the arches. Fires are built in the ends of these 
arches, fed through the openings, and pushed toward the center until 



1 Much of the material in this section has been taken from the pamphlet on Brick Kilns 
published by Richardson-Lovejoy KngineerinK Co., Columbus. Ohio, and also from 
the descriptions of IJeycr and Williams in Iowa (ieol. Survey. \'ol XIV. 
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gradually the whole arch is filled with burning fuel. The gases rise 
through the brick, which must be set loosely, each course being at 
right angles with that below, and excapes at the top through the 
platting. The platting consists of a single layer of burned bricks 
laid close together. After the brick are burned the whole kiln is 
taken down. 

An improvement cxyer these temporary kilns are those having 
permanent walls. Sometimes these are nearly four or five feet high 
and contain the fireplaces. The rest of the kiln is of a temporary 
character and is built on top of these. Others have the entire side 
walls permanent, the kilns being filled and emptied from the ends. 

The best forms have all the walls permanent, with a doorway at 
one end. ( Plate XXXI ). The brick are set in these the same as in the 
temporary one, openings in the side walls connecting with arches 
They may have permanent furnaces, each furnace furnishing heat 
for one or more arches. Tlie most modern up-draft kilns have 
bottom flues built of fire brick under a perforated floor. The brick 
are set as in the down-draft kiln, uniformlv over the whole floor, 
without any arches. 

The upndraft kilns are much the cheaper both to build and to keep 
in repair, but they do not have an even distribution of heat, although 
this may be improved by mixing anthracite coal dust with the clay. 
There is a great waste of fuel, and a high temperature cannot be 
obtained. 

The temporary scove kilns are cheap and can be built by ordinary 
labor: they have a large capacity, and the brick may be very con- 
veniently handled. There is, however, a great loss from over- 
burned brick in the arches, and from soft unburned brick on top. 
There is also a very great waste of heat. These disadvantages are 
such that these kilns can onlv be used to burn common brick in 
vards which are run onlv a few months in the vear, for it would 
be too expensive in such cases to have much money tied up in kilns 
Which were idle the greater part of the time. The permanent kilns 
have a much more economical and better distribution of heat, especi- 
ally those with bottom flues. This latter t}"f)e is more expensive to 
build and keep in repair, but there is a great saving in labor and of 
loss from over-burned arch brick. Compared with other forms, the 
cheapness, convenience and rapidity of cooling makes the up-draft 
kilns desirable for burning common brick where a little waste of 
heat and loss from cracked and warped brick is not too expensive. 
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Their chief competitor is the continuous kiln, compared to which the 
cost of fuel for the up-draft is very large. 

Down-draft Kilns. Down-draft kilns were devised to meet the need 
of better regulation of temperature, the production of higher tempera- 
tures, and more economy of fuel. They are circular or rectangular 
in shape, having an arched roof which reflects the heat downward 
through the kiln. The heat is generated in a fireplace or furnace, 
on the level of the kiln floor, and is led by means of a wall to the top. 
The gases are then deflected downward through the kiln, and drawn 
off through a system of flues under the floor to a central stack, or 
possibly to several chimneys. The hottest part of the kiln is at the 
top, and the brick here being under no load are less liable to be 
deformed than if the highest temperature was at the bottom, as in 
up-draft kilns, where the bottom courses support the weight of the 
entire kiln of brick. Higher temperatures can thus be used, the dis- 
tribution of tlie heat is more even, and by regulation of the draft the 
distribution of heat is ever under control. The down-draft kiln is 
greatly to be preferred to the up-draft in the burning of high grade 
brick, harder and more uniform burns can be obtained, with less 
care and skill, and with a smaller amount of fuel. 

There are a great m^ny kinds of down-draft kilns, each built to 
secure better results under dift'erent conditions. The chief differ- 
ences lie in the construction of the fireplace, the arrangement of the 
bottom flues, their communication with the stack or stacks, and the 
regulation of the draft in different farts of the kiln by means of 
dampers. 

The round kilns are the most common for burning all kinds of 
ware. Tlicy are some 20 to 30 feet or more in diameter and six to 
seven feet high to the beginning of the arch, which has a height of 
some four to six feet. They hold from 50,000 to 80,000 standard 
brick. They are less expensive to build and to keep in repair than 
rectangular kilns, and there is a more uniform distribution of gases. 
Tliey are not, however, so economical as regards yard space, capa- 
city and fuel, and neither are they so convenient in handling, setting 
and drawing the brick. 

Thev were first built with merelv one center draft well, which was 
connected with a single stack. The heat as it entered the kiln sought 
the shortest and easiest path to the outlet, and in consequence, if the 
center of these kilns were correctly burned, the surrounding brick 
were under-burned, or if the outside brick were burned properly 
the center was over-burned. With side openings leading into side 
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Stacks, the reverse was true. To overcome this difficulty there have 
been designed a great nunnber of arrangements of outlet wells which 
are distributed over the bottom. The most common is by meaijs of 
a system of radial flues, with openings leading to a central flue 
which is directly connected with the stack. The openings are larger 
the further they are from the center, as the gases tend to pass out 
the center of the kiln, and this arrangement insures a more equal 
apportioning of the flue gases. 

In order to give a uniform tenuperature to the very bottom of the 
kiln, false floors are most always used. If these floors were not used 
the temperature would be unevenly distributed at the bottom of the 
kiln, as the gases are divided just as they pass into the flue openings. 
Formerly green brick were used. They were set as openly as pos- 
sible, yet having the requisite strength to afford free passage for the 
gases to the outlets. This is now replaced by permanent false floors, 
to obviate the extra labor of resetting the green brick after each 
burn. These floors are built of fire brick, of special design, and are 
called checker floors. They insure a nearly uniform temperature 
directlv to the bottom of the kiln. There is a loss of heat from the 
necessity of bringing the checker floors to the temperature of the 
kiln, but this is more thaiFoflFset by the more successful burning. 

It is also essential, in order to produce the same temperature at 
the bottom of the kiln as at the top, that the draft should be brisk 
so that the hot gases should be brought rapidly to the bottom before 
they have a chance to cool to any extent. This is accomplished by 
means of a good stack. The tendency at present is to have one cen- 
tral chimney for two, or possibly more, kilns. The flues leading to 
it should be shallow and as short as possible. The central stack 
should be partitioned part way, so that each kihi will discharge into 
a separate compartment. One central stack is of great advantage, 
in that the cost of construction is less for the most efficient Mraft, 
and by the union of flues into one stack a burning kiln helps to fur- 
nish a draft in a kiln which is just being started. 

One type of round kiln is built with a stack located in the center 
of the kiln. This has many advantages. The draft is quickly started 
as the stack becomes heated, thus giving rapidity of burning; then, 
too, the hot stack helps to bring the center of the kiln to the re- 
quired heat as soon as the sides, and at the same time permitting a 
stronger draft to the sides. There are no horizontal flues, only the 
radial ones leading directly to the stack. The cost of construction 
is less, as no outside flues are built, and the dimensions of the stack 
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do not have to be so great to give the same draft as an outsitle stack, 
as it is kept highly heated and is, therefore, more effective. The 
spa<;e outside the kihis is also free. The objections are that the kiln 
room is taken up by the stack, but this does not amount to much, 
esp^ecially in a large kiln. For one 30 feet in diameter only aboiit 
2.5 per cent, of the available kiln space is occupied by the stack, and 
for a *]()-fiX)t kiln about '2.2 per cent.^ The stack is somewhat in the 
way during the setting and drawing of the brick, especially when 
cars are used, and care must be taken that the foundation of the 
stack is of the strongest and best construction, as it is subjected to 
the most intense heat of the kiln. The advantages, together with 
saving of fuel and facility of operation, more than over-balance the 
objections, ami the kiln is claimed to give a better burn, and in 24 
to -J 8 hours less time, than anv other down-draft kiln in use todav. 

The dampers used to control the draft in down-draft kilns are of 
two types, sliding and hinged. They are built of sheet iron, or 
better, of fire clay held in iron frames. They are operated by hand 
and should be very efficient to be of much value. With outside stacks 
either horizontal or vertical slide dampers are used, but because of 
the very strong draft in center stacks side-hinged, valve dampers are 
employed. (See Plate XXXII.) • 

Round kilns are best for general purposes. They burn a larger 
percentage of hard uniform brick. They are particularly adapted to 
burning paving brick and face brick, where uniformity of product 
is essential. 

Rectangular kilns are built with capacities of loO.OOO to 200,000 
brick, and they are great economizers of space. The brick may be 
handled most conveniently and in these large kilns there is a con- 
siderable saving in fuel and lalx)r. On the other hand the heat can 
not be so evenly distributed, and the kilns are more expensive to 
bu^lc^ and to keep in repair. They are from 15 to 20 feet wide and 
.50 to 75 feet long, although some have a length of 100 feet. They 
are built with slanting or straight side walls. The latter have to be 
braced by steel beams and tie rods, which add greatly to the ex- 
pense. (See plates XXXIII and XXXIV.) 

The draft system is necessarily arranged diflferently from that of 
the round kiln. Single stacks for two or more kilns are most com- 
monly built at present, although formerly multiple-stack kilns were 
built, and are extensively used today. Side stacks are ]>referred to 
end stacks, as in the latter the heat tends to collect near the stack 

1 Richardson-Lovejoy; "Brick Killns." 
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end. The flue system, with single stack kilns, is divided into two or 
more, usually three, parts, each regelated by a separate damper. 
The heat may thus be directed to any part of the kiln desired. With 
multiple stacks the flue system is divided into as many parts as there 
are stacks, each one. controlling a definite part of the furnace more 
or less independently of the others. Such an arrangement is difficult 
to manage, and is not susceptible of any better results than the 
single stack. Center stacks, as in the round kiln, are used with the 
same advantages. A rectangular kiln of ordinary or greater length 
requires two or more interior stacks for good control of the tempera- 
ture. The amount of available space taken up is small and the 
method is capable of saving, although they have not as yet come 
into general use. Perforated false floors are employed to insure 
an even temperature to the bottom of the kiln. With the modern 
improved square down-draft kiln there is a great saving of fuel an<l 
labor, an increased capacity, and they can be used to great advantage 
for burning face brick and paving brick, which vitrify easily. 

Muffle Kilns. Muffle kilns are designed to burn ware such as 
pottery, terra cotta, enameled brick, and tile, which can not be 
burned in contact with the furnace gases. Flashing of the ware and 
discoloration of the glazes are apt to occur, which is very detri- 
mental to the value of the ware. They must, therefore, be heated 
and at the same time protected from the flames. This is accom- 
plished by the use of saggers or niufile kilns. 

Small wares, such as tile and small pieces of pottery, can be 
enclosed in saggers, which are flat, cylindrical vessels of fire clay. 
After the ware has been placed in the saggers they are sealed with 
clay, and are set in a regular down-draft kiln and burrred in the 
usual manner. This method accomplishes the work of the muffle, 
w^ith much less waste of heat, but it is not, of course, applicable to 
large pieces of ware. 

In muffle kilns the ware is placed in chambers which are entirelj 
or partly (semi-muffle kilns) screened from the fire gases. The 
loss of heat in these kilns is necessarily very large, and they should 
onlv be used where the value of the ware is considerable, and where 
this treatment is essential. They are of up-draft and down-draft 
types, the latter being by far the most common. The down-draft 
muffle kiln resembles the regular down-draft kiln, inside of which 
is a sealed chamber and space between the two for the circulation 
of the gases. The object of the different types is to keep the gases 
in contact with the surface of the muffle as' long as possible, and 

Survey— 19, 
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also to increase the surface of muffle compared to the space inside 
the muffle. This space can never be very large, as otherwise a 
uniform temperature could not be maintained. In the best types 
the heat is led into a circular space surrounding the muffle, thence 
between the two crowns down through a central opening to radial 
flues just beneath the tloor, and thence escapes by means of se\'eral 
chimneys. In an improved type, the gases are circulated beneath 
the floor and are then returned to a center stack which is inside of 
the central space through which the gases are brought from the 
crown of the kiln to the floor. 

Contimious Kilns. Continuous kilns have for their chief object 
the economy of fuel, by utilizing all the waste heat possible. The 
greater portion of the latter, which is ordinarily allowed to escape 
into the air through the stack, and that of the cooling kilns is saved 
bv the use of a continuous kiln. 

The principal by which this is accom])lished is to lead, by means 
of a system of flues, the heat generated in one kiln through a series 
of chambers in front of the one, and then when all of the heat pos- 
sible to obtain from the gases has been abstracted they are allowed 
to escape through the stack. 

They consist of series of compartments, circular, oval, or rec- 
tangular in shape. Each compartment is connected with the next 
in line, and vvitli a central stack, ])v means of flues. In some, the 
chambers are separated ])y permanent brick walls, while in others 
wood or j)a;xT partiti(^ns are used, whicli are burnt out when the 
tem])erature reaches a red heat. In some types an up-draft is used, 
and in others a down-draft. 

A fire is started in one compartment by means of exterior fire 
boxes, and while the water smoking period is taking ])lace the gases 
are allowed to go directly to the stack. After all the water has been 
driven off the heat passes into and through the chamlx?r ahead and 
thereon to the stack. When the most of the water has been driven 
from the second comi)artnxMit the heat goes to the one further on, 
so that when the kiln is running proix*rly the heat passes through 
several clianibers ahead of tlie burning ones before it escapes into 
the air. When one chamber gets red hot, fuel in the form of coal 
slack is introduced through small openings in the top of the kiln, 
the ware being set so that the fuel thus fed is distributed through 
the kiln from top. to bottom by collecting on ledges of projecting 
brick in different courses. It is thus ])ossil)le to burn brick in some 
cl:and)ers. and gradually heat up those in front while those behind 
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are cooling off. The chambers opposife to these of maximum tem- 
perature are at the same time being filled or emptied. Thus a sort 
of wave of maximum temperature is continually passing around the 
kiln. 

The limit to which the gases may be carried ahead of the fire is 
tfhat point at which they become saturated with water vapor. At 
this point, or rather shortly before, the gases must be allowed to pass 
to the stack, otherwise the brick will be scummed, as these always 
contain acid vapors derived from the burning coal, and from the 
impure clays at higher temperatures. To obviate the danger of 
scumming, independent flues are built which take the gases from 
the cooling kilns, which are, of course, free from acid vapors, and 
employ them for water smoking. However, the gases must be 
turned into the stack before they are cooled too much, for they 
must furnish the energy to create the draft necessary to circulate 
the gases through the rather long and complex system of flues. 
For this reason the stacks must behigher and larger than those used 
for ordinary kilns. To the same end they are usually placed at the 
center of the kilns or at one end, -and the flues leading into them 
are carried just under the level of the floor. 

Higher grade wares than common brick cannot usually be burned 
by fuel in contact .with it. For this class of ware, therefore, fur- 
naces are used. Also outside auxiliarv furnaces are desirable for 
better regulation of temperature, for sometimes it is necessary to 
increase or decrease the speed of burning. 

The continuous kiln has, therefore, the great advantage of saving 
of fuel, which amounts to 60 to 70 per cent, and more convenience 
of handling the fuel and of burning. There is no annoyance from 
smoke and gases, a factor that is important in populous districts. It 
can be operated in all weather and gives a good percentage of hard 
burnt brick. The disadvantages are the extra cost of construction 
and repairs, the extra labor required for setting and drawing, the 
unsanitary conditions under which the men work in hot, close 
chambers, and they must be operated continuously to secure their 
full economy. These relative advantages and disadvantages make 
them of particular value in Germany, where fuel is expensive and 
labor cheap. While as yet their development in the United States 
is not extensive, it is on the increase. 

Continuous kilns are of three types; (1) open top, (2) annular, 
and (3) chambered. The open top kiln is the adoption of the con- 
tinuous principal to the permanent up-draft kiln. It is cheap to 
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build, has the advantage of saving fuel, and yet is not unsanitary. 
This kiln is aclapted to burn common brick. ' 

Annular kilns are the common type, and usually consist of a cir- 
cular arched tunnel. The fuel is fed into it through the roof. They 
may take off the gases from the bottom or from the top. It is more 
-expensive to build than the open top kiln, but has a greater saving 
of fuel and is the one usually employed for burning common brick 
in Europe. 

Chambered kilns combine the advantage of down-draft kilns with 
those of the continuous kiln. They may be fired through the roof, 
or by separate furnaces. In them high grade wares may be properly 
burned. An adaption of this type is the semi-continuous kiln, which 
while it has the advantage of almost as great a saving of fuel as the 
continuous kiln, yet is arranged more simply and is regulated con- 
veniently and easily. 

In this country common brick are successfully burned in the con- 
tinuous kiln, but it has been more or less of a failure in the burning 
of paving brick and other wares. Yet in Germany it is used to burn 
all classes of ware, from common brick to porcelain, with great 
economy. The reason for the failure in America was shown to be 
due by the investigation of the American Ceramic Society in 1901 
to the following points.^ 

1. 'The American clay worker has not devoted himself to the 
study of the continuous kiln, in its adaptation to American clays. 

2. 'The burning chambers are built too high and too wide. The 
best German kilns for the finer wares have chambers seven feet wide 
by six feet high. 

^. 'The fuel is almost invariably distribute 1 among the ware, 
which will not be satisfactory for anything but common brick. 

4. "The kiln is worked too hard. The waste gases are drawn 
so far through green ware that condensation and consequent scum- 
ming are produced. 

r>. 'The almost invariable use of underground flues. They pro- 
duce a poor and variable draft. 

<». "In most instances the water smoke is taken from the bottom 
of the kiln, while it is l^est taken from the top. 

7. "The aontinuous kiln should be erected by engineers properly 
trained for that work.'' 



1 "Defects of the Continuous Kilnh of Todav and Prospective Improvements, ** T. A. C. 
S., Vol. Ill, p. 205.. Quoted in Iowa Ceol. Survey. Vol. XIV. p. 318. 
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The suggestions given here for improvement, as well as others, 
have been carried out and continuous kilns will come into greater 
use. 



*« 



FUELS. 

Wood, coal, oil and gas are all used to burn brick. They each 
have their respective advantages which makes them adapted to cer- 
tain stages of burning or to certain classes of ware. However, it is 
the location of the plant which determines the fuel used, as that 
which is most easily and cheaply obtained is usually employed. 

Wood. Wood is exclusively used in the eastern part of North 
Dakota to burn common brick. It has several advantages. It is 
easily started, and the temperature very gradually raised, and with 
good control of the rising temperature. Its gases are free from 
sulphur and other harmful constituents, and so by its use the danger 
of scumming is avoided. These facts make wood very desirable to 
begin with, and when coal is employed for the major part of the 
burning wood is very often used for the period of hydration. How- 
ever, the gases contain a large percentage of water vapor, as wood 
is rich in hydrogen, and care must be taken to insure a good draft 
while the hygroscopic moisture is being driven off. Wood fur- 
nishes a long flame desirable for kiln burning, and is particularly 
adapted for use in some kilns where the fire is built in the arches. 
It is easily fed and a fairly hot fire can be easily made and controlled, 
the temperatures in the different parts of the kiln thus being some- 
WhsLt under control. It therefore corrects the faults of these tem- 
porary kilns to some degree and is almost universally used for 
burning common brick in some kilns. 

Coal. Coal is the most common of all the fuels used. To fur- 
nish the largest possible heat, and for proper regulation, it must be 
burned in a furnace. There are three types of furnaces in common 
use:* (1) the flat grate bar, (2) the inclined grate bar, and (3) the 
dead bottom fire. The flat grate bar furnace is the most common. 
The grate is horizontal and the fuel evenly distributed over it. The 
air from below passes through the grate and fuel and thus the thick- 
ness of the fuel on the grate regulates the^amount of air passing into 
the furnace. The proper regulation is rather a difficult matter. 
Enough air should pass through to oxidize all the volatile combus- 
tible gases and the carbon, but if the layer of fuel becomes too thick, 
not enough air is furnished and smoky rediicing fires result, and 

» Iowa Gcol. Survey. Vol. XIV. p. 269. 
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combustible gases and carbon pass out of the stack, which is very 
wasteful. If the layer of fuel on the grate becomes too thin, whereas 
enough air is furnished, it is likely to bum through in holes, and 
cold air then rushes into the kiln through these holes and cools the 
kiln. However, will skillful and careful firing, and the best regula- 
tion of temperature and atmosphere, the most efficient economy 
is obtained by the use of the flat grate bar furnace. 

In order to completely burn the volatile and combustible gases 
which are distilled from coal when it is first heated, and which or- 
dinarily escape through the stacks, coking tables are used. The 
cokin^^ tables consist of a. heavy sheet-iron plate, or better, a slab 
of fire clay situated in front of the grate, and about one-third of the 
grate area. The fresh coal is fed onto the coking plate and the 
radiation from the burning fuel drives off the volatile gases, which 
are ignited by passing over the burning coal, and burn in the kiln. 
The fixed carbon or coke left after the gases have been distilled oflF 
is pushed onto the grate, where it takes fire and burns. The coking 
table thus saves the heat of combustion of the volatile gases, and 
the coke on the grate burns without smoking, and therefore clean, 
hot fires are possible. This is especially applicable to coals rich in 
volitale matter, as soft coals and lignites. 

Another method for burning lignite is used in North Dakota, 
which was devised by Mr. Russell, superintendent of the Dickinson 
brick plant. It consists of building long fire boxes covered with 
arches of fire clav. These arches are raised to a white heat, and the 
gases as they are driven off and pass through the furnace are ignited 
by the hot arches. With these arches a perfectly smokeless fire and 
very high temperature may be obtained. 

In the inclined grate bar furnaces the grate bars are sloped down- 
ward from the fire door to the back of the furnace. They do not, 
however, reach clear to the back wall, but are supported by a hori- 
zontal bar running across tlie furnace six inches to a foot above the 
bottom of the ash pit. The fire is started on the bottom of the ash 
pit, beyond the ends of the grate bars, and is gradually built up to 
the grate, and finally covers it. The air which enters the furnace 
below the grate is, at first, when there is no fuel on the grate, very 
brisk, but grachially decreases as the grate becomes covered with 
coal. The tem])crature rises accordingly as the fire grows larger 
and the draft smaller, but as the change progresses slowly the ware 
is fully prepared for the gradual increase in temperature. There is 
little danger of the fire burning through in holes, the grate is easily 
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kept free of clinkers, and the draft regulated. The great care and 
skilled firing necessary with the flat grate is not required, but the 
method is not capable of so perfect regulation or economy. Also 
during cooling the gases from the pile of coal left in the bottom of 
the furnace enter the kiln, and as coal practically always contains 
sulphur these may be harmful. 

With the dead bottom fire, grate bars are not used at all. The 
fire is started against some loosely piled brick in the ash pit, the 
draft entering the ash pit doors, and the fuel being fed from above. 
The fuel is heaped up until it is above the ash pit door when air is 
also admitted through the fuel door, and sometimes by auxiliary 
evenings in the neck of the furnace. As the fire grows larger the 
draft becomes smaller and the temperature correspondingly higher. 
T(» burn satisfactorily the coal should form a strong porous clinker, 
which falls into an inclined heap, and plays the same part as an 
inclined grate. The air in the later stages of burning passing 
through the fuel is insufficient for complete combustion andholeshave 
to be poked through the heap. This causes alternating oxidizing 
and reducing conditions in the kiln, and whereas this is desirable in 
flashing brick it is not ordinarily where a uniform burn is desired. 
The advantage of this method is the cheapness, especially of repairs. 
Any grade of coal' that clinkers may be used, and unskilled firing 
may be also employed without harm. It is open to the objection of 
the inclined grate that sulphurous gases enter the cooling kiln, and 
also the conditions are not uniform. 

All the different kinds of coal are employed] for burning clay ; 
bituminous coal is the most common, anthracite is used somewhat, 
arid in certain sections of the country, and notably in North Dakota, 
lignite is very important. Anthracite coal has practically no flame 
but is capable of producing a great heat, but though it is not used 
alone is often used with bituminous coal. 

Bituminous coals are of several grades, from short flame, smoke- 
less, semi-anthracite coals, to those with a large percentage of vola- 
tile gases, which burn easily with a large flame and considerable 
smoke. With the higher grades of bituminous coal, those with short 
flame, it is necessary to use a very considerable draft to carry the 
heat uniformly through the kiln, and it is also difikult to heat the 
kiln slowly through the period of hydration, and with smoky coals 
the passages are apt to get clogged with soot, and wood is often 
therefore used to start the burning. Fat, long flame and steam 
coals are better than short flame coals for burning where the draft 
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is poor, especially in up-draft kilns, short flame coals requiring a 
forced draft. Sulphur is about the only harmful constituent of coal, 
the sulphur coating the clay during the period of hydration and 
cooling. In the large clay centers bituminous coal is the cheapest 
fuel obtainable and is employed most extensively. 

In \orth Dakota, lignite, which underlies the western half of the 
state, is the fuel used in most of the brick plants, except those which 
manufacture common brick in the Red River Valley. Lignite is 
lower in fixed carbon than the better grades of bituminous coal, but 
higher in volatile combustible gases, which add greatly to its head- 
ing values when properly burned. The percentage of ash is gener- 
ally ver)' low, leaving merely a gray powery residue, like that formed 
from wood. The sulphur is much lower than in bituminous coals, 
being usually less than 1 per cent. The chief objection to the lig- 
nite is the high percentage of moisture and the tendancy, when dry- 
ing, to slack to a fine state in the air. Those who have used other 
coals prefer the lignite for some purposes. It may be used for 
water smoking, as it has advantages similar to those of wood, and 
as it is comparatively free from sulphur there is no danger of scum- 
ming. There is no change of fuel from the hydration period to 
those of oxidation and vitrification. At very high temperatures, 
however, proper regulation is more difficult than with bituminous 
coal. The lignite is at present burned in lump form in flat grate 
bars with incandescent arches, care being taken to keep the lignite 
under cover so that it will not dry and slack.* 

Professor Rabcock has advocated the burning of lignite in a 
powdered form with an air blast, and this method would doubtless 
have some of the advantages of a gas fuel. 

Oil and Gas. In plants where oil and natural gas can be pro- 
cured cheap they are used for burning brick. The use of these for 
fuel has many advantages, chiefly mechanical. There is a great 
saving of labor in the handling, and a greater precision in the regu- 
lation of the temperature, and of the nature of the gases. By the 
amount of air mixed with the fuel in the burner the flame may be 
made reducing, or oxidizing. An oxidizing atmosphere can he 
maintained at a higher temperature than with solid fuel ; with coal 
only 1200 degrees C. (2200 degrees P.), while with gas 1300 de- 
grees C. (237.*) F.) can be obtained. Thus better and more unifonn 
burns can be obtained with a liquid and gaseous fuel than with 
solid. 

1 For a fuller discussion of the worth of lignite as a fncl. see N. Dak. Gcol. Survey. \'ol. 
II, pp. 168-1^7. 
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In regions where oil or natural gas are out of the question, pro- 
ducer gas may be generated and used. Producer gas has all the ad- 
vantages of gaseous fuel. A little more coal is consumed than where 
the kiln is directly fired, but the cleanliness, the more uniform burns, 
the saving of labor and repairs, more than offset the cost of the 
additional fuel required. Lignite has been shown to be an excellent 
gas producing fuel, and it will doubtless be much used in this form 
for burning kilns in the future. 



CHAPTER XIII. 
THE XORTH DAKOTA BRICK INDUSTRY. 

DEVELOPMENT OF THE INDUSTRY. 

The clay industry of the state is confined almost entirely to the 
production of brick. Common brick were probably first manufac- 
tured at Fargo some time in the seventies. The industry spread 
through the Red River \^alley. so that by 1885 plants were in oper- 
ation at Fargo, Grand Forks and Minto. Grand Forks took the 
lead in the production, two plants being started in the early eighties, 
one by Wm. Budge and another by W. P. Alsip. The industry de- 
veloped rapidly there, and at present four plants are in operation in 
Grand Forks. Brick have been also made at several other places in 
the valley, namely, at Walhalla and Grafton, and are manufactured at 
present in Drax-ton. Hillsboro, Fargo and Abercrombie. Brick 
plants were early started at Mandan and Jamestown on the North- 
ern Pacific, and at Minot and Williston on the Great Northern rail- 
road. All these plants and several others manufactured only com- 
mon brick by the soft-mud process, using surface clay and burning 
the brick in scove kilns. . 

Cretaceous clays were probably first used at Dickinson, where as 
early as 1892 common brick was manufactured from the Laramie 
clays. Brick were also made later at New Salem from these clays. 
With the building of the Soo railroad the coal mines in Ward coimtv 
were developed and brick plants were established at Kenmare, 
Donnybrook, Burlington and Velva, all using the Laramie clays. 
Tliose at Kenmare and Burlington are still in operation. A stiflF- 
mud machine Avas installed at Kenmare in 190;^ and common brick 
have been made since then on a large scale, being burnt in per- 
manent up-draft and in round down-draft kilns. 

Pressed brick were first manufactured at Dickinson on the site 
of the present plant in 1893 by the Dakota Land and Improvement 
company. The plant was in operation almost two years. The high 
grade, light burning clays were used with a dry press, but the 
brick were probably burned in scove kilns. Brick were also made 
at this time by the stiflf-mud process from the same clays several 
miles north of Dickinson. The pressed brick plant was idle from 
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1897 to 1898, when Professor M. A. Brannon of the State Univer 
sity bought up the plant and first manufactured front brick on a 
permanent basis. The Dickinson Pressed and Fire Brick com- 
pany was organized later and developed the same property more 
fully. Since then pressed brick plants have been established at 
Hebron, Mayo, Kenmare and Wilton. Repressed front brick are 
also made at Richardton. The Hebron plant uses the Tertiary light- 
burning clays and manufactures fire as well as front brick. 

THE PRESENT INDUSTRY. 

There were eighteen plants in operation in the state in 1906, but 
three of the other smaller ones were shut dawn. The statistics 
collected were for the year of 1905. 

All of the plants produce common brick. The chief center for 
the common brick industry is Grand Forks, where the Red' River 
Valley Brick company operates four plants, one of them, however, 
being located on the Minnesota side of the river. The Grand Forks 
Brick, Tile and Cement company opened up a n^w plant in 1906. 
The brick is cream colored and is manufactured by the soft-mud 
process, dried in pallet racks, and burned in scove kilns with wood 
fuel. 

The clay underlying the black surface loam is used. From eight 
inches to a foot of loam is scraped oflF and the underlying three 
feet of yellow clay and about a foot of blue and yellow "joint clay" 
is shoveled directly into two-w^heeled dump carts, which take the 
clay to the pug mill. The pits are broad and shallow, and are 
worked sometimes in two benches for convenience in handling. 
The clay is fed directly into the pug mill, from which it goes to 
the brick machine. All of the plants at Grand Forks use the Wel- 
lington Quaker soft brick machine, w^th a capacity of 4o,000 brick 
per day. The brick are dried in very large yards with covered 
pallet racks, each yard having a capacity of about 300,000 brick. 
The latter are dried from six to seven days, an I then burned in 
scove kilns with wood for fuel. At the Alslp yard four down-draft 
kilns were built during the past season but were not successful. The 
clay dries and bums readily, giving a hard, cream brick, which is 
very porous but is very good for common structural purposes. 
About thirty men are employed at each plant, and they are in opera- 
tion from the first of May to September first. 

Otlier yards using the yellow subsoil of the valley are located 
at £>rayton, Fargo and Abercrombie. The Drayton plant is very 
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similar in its equipment and method of manufacture to those at 
Grand Forks. At Fargo there are ti^o plants. Here the day is 
tempered in soak pits before going to the brick machine. Ander- 
son Brothers use a power brick machine, the Martin, and the 
Fargo Brick Company horse power machines. The brick are 
dried in open yards, the Anderson >-ard using pallets. The brick 
are dried flat for a day, then turned up on edge for half a day, 
and are then piled in hacks and the dr\ing completed in three or 
four days longer. They are burned in scove kilns, which are built 
only thirt>-eight courses high and fired with wood fuel. A good 
cream-colored brick is obtained, similar to the Grand Forks pro- 
duct. The plant at Abercrombie is smaller and did not produce 
any brick in 1906. A horse power slob-bridc madiine is used, tfie 
brick being dried in covered sheds and burned in small scove kibis. 
All these plants are in c^)eration only about four months of the 
year. 

The plant at Hillsboro was reopened in 1906 with a new equip- 
ment similar to tfae Grand Forks yards. The material used here is 
an alluvial clay obtained from the flood plain of the Goose river. 
It is lower in lime than the lacustrine davs of the vallev, and the 
Hillsboro brick is light red. 

Other plants using alluvial clay are situated at Williston. Minot 
and Mandan. At Williston a power soft-mud brick machine is 
used, with a capacity of 2-5,000 per day. The brick are dried on 
covered pallet racks and burned in scove kilns. One round do^n- 
draft kiln is also used with good success. The brick are a light 
red. At Minot soft-mud brick are made from clay taken from the 
Mouse river flat. The plant has the equipment for stifF-mud brick, 
and the present owner plans to make them in 1907. The brick are 
dried in pallet racks and burned in scove kilns, with lignite as a 
fuel. The product has a good red color but is rather soft. At 
Mandan the brick are moulded by hand. The clay is first pre- 
pared by tempering over night in a soak pit, and in a short, vertical 
pug mill. The brick are dried in open yards and burned in scove 
kilns with wood fuel. They are red and porous but quite strong. 
The above plants are only in operation in the summer season, usually 
about four months. 

Sofi-mud common brick are made at several other towns in the 
state, namely, at Omemee. Rolla. Bismarck, Richardton and Bur- 
lington. The plant at Omemee is located three miles north of the 
town at Hairs Spur. The yellow clay subsoil from the bottom of 
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the old glacial Lake Souris is used. Power for a soft-mud brick 
machine is furnished by a threshing engine, which is also used at 
several of the other plants. The brick are dried on pallet racks 
and burned in scove kilns or in a permanent up-draft kiln, wood 
being used for fuel. The bricks burn red and are very soft. This 
plant was not in operation in 1906. At Rolla the yellow glacial 
clay underlying the black surface loam is used, the brick being a 
cream color due to the large amount of lime. The only ring pit 
in the state is here employed to temper the clay, which is tough and 
lumpy. The soft-mud brick are dried on pallets and burned in a 
scove kiln with wood, the product being fairly strong. The clay is 
dug in a hollow surrounded' by low elevations and in wet seasons 
the pits are full of water, and for this reason the plant was idle 
during the past season. At Bismarck a plant is operated by the 
state with convict laibor. Glacial till is used which is tempered 
over night in soak pits before going to the machines. The brick 
are dried in an open yard and burned in up-draft kilns with per- 
manent fire holes and side walls about three feet high, using lig- 
nite for fuel. V^ery good, strong and fairly dense red brick are 
made. A few are repressed in a hand press for facing. At Rich- 
ardton glacial till and Laramie clays are both used for the manu- 
facture of red brick, most of which are used by the Catholic college 
at that place. The clay is soaked over night in pits, is molded in 
a horse power brick machine, and dried partly in an open yard and 
partly in a covered' shed. Repress brick arc also made. The brick 
are burned in up-draft kilns, lignite being used for fuel. The product 
is strong and of a light red color. A very good grade of common 
brick is made from the Laramie clays at Burlington by the Mouse 
River Lignite Coal Company. The whole bank of clay exposed by 
the ]\Iouse river is mined, being undercut by plows and scrapers. 
The material is crushed in a roll crusher and then goes to the pug 
mill of a horizontal brick machine — the Anderson. The brick are 
dried on pallet racks and burned in scove kilns. Lignite is mined 
on the spot and employed for burning. This plant is one of the 
larger ones and has a fairly good production. It was not in opera- 
tion in 1900 but is to be reopened, possibly on a larger scale, in 
1907. In all the plants so far described the equipment is such that 
they can only be in operation four or five months in the year. 

There are five plants in the state that are equipped to run the 
major part of the year. The plant at Kenmare, operated by the 
Kenmare Hard Coal and Brick company, has the largest output 
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mainly common brick but dry-press front brick are also produced. 
The clay is mined by undercutting the steep bank with pick and 
shovel. The surface is plowed and scraped off and the rest of the 
bank, consisting of Laramie sands and clay, with a few feet of 
glacial till, becomes mixed together. The clay is shoveled into 
wheelbarrows, dumped into a chute emptying into a car, and hauled 
up to the plant on an incline by a cable. The clay is crushed in 
smooth rolls and in a pulverizer. A stiff-mud machine is used, the 
clay column being side cut. The brick are dried in a continuous 
tunnel drier and take about thirty-six hours to go through. Waste 
steam is used to heat the drier. The . brick are then burned in 
up-draft kilns, but are soon to be burned entirely in square down- 
draft kilns. Dry-pressed brick are also made from the same clay, 
which is first dried on a steam drying floor. The pressed brick are 
burned in round down-draft kilns. Lignite mined by the same 
company is used for fuel. The brick are light red to greenish in 
color and fairly strong. 

Laramie clay shale underlying the coal seam mined by the Wash- 
burn Lignite Coal Company at Wilton is used for the manufacture 
of stiff-mud and 'dry-press brick. The clay is mined by much the 
same method as the coal — the butt entry system. The clay under- 
lies the coal, eight to ten feet of clay Ix^ing mined and the coal 
used for a roof. There are two pits, one on the south side and 
another on the north side of the shaft. The clay is undercut by 
electric coal-cuttinrr machines and then shot down. It is trammed 
out to the shaft by mules and after being hoisted is dumped near 
the crushing machinery. Tt is crushed in a dry pan, after being 
dried and weathered on the dump pile for three or four days. From 
the dry pan the clay is elevated and screened, the oversize return- 
ing to the pan and the undersize going to the machines. Dry-press 
and stifF-mud brick arc both made. The stiff-mud, side-cut brick 
are dried in open yards, being hacked directly from the machine, 
and burned in permanent up-draft kilns, lignite being used for fuel. 
The dry-press brick are burned in rectanofular down-draft kilns of 
the Flood type, lliis plant o]>ened up in ll)0<i, and with its large 
e(ini]>nient should have a very good production and successful 
future. 

7'he only j)lant in the state utilizing the Cretaceous shales is 
the one at Mayo, five miles west of Walhalla. The Pembina river 
exposes here the Niobrara and Renton shales, the latter being used. 
Stiff-mud end-cut, hollow, and dry-press brick are manufactured. 
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The clav is dried in sheds — weathered shale is used for the stiff- 
mud process — crushed in a dry pan, and after being screened goes 
to the molding machinery. All the brick produced to date have 
been dried in open yards and burned in scove kilns with wood. A 
ten-tunnel steam drier is being built and round down-draft kilns 
are to be erected. As yet, although the iplant has ^been established 
for tw^o years, the production has been small, as the owners have 
been waiting for the advent of a railroad which has been promised. 
The brick is of a very good red color and an otherwise good product 
can be obtained. (Plate XXXV). 

There are at present two plants which are using the refractory, 
light-burning Tertiary clays. These are situated at Dickinson and 
Hebron. Tlie Dickinson plant is equipped to make dry-press, stiff- 
mud and repress brick, but most attention is paid to the production 
of the dry-press brick. Common, face and fire brick are all mana- 
factured by this process. The clay is obtained from the top of a 
butte a mile southwest of the town and hauled to the 'plant in carts. 
For common brick the clay in a pit just back of the plant and asso- 
ciated with the lignite is mixed with higher grade clay. It is then 
carried over the Heart river and i\p to the plant in cars on an in- 
clined raihvay. The clay goes directly to the pan crusher, and 
from there to the press. The pressed brick are set directly in the 
kilns, the common brick being burned in scove kilns and the front 
and fire brick in rectangular down-draft kilns. The front and fire 
brick are burned with lignite at a very high temperature, which 
is necessary because of the refractory nature of the clay. The 
comn-'on brick is salmon colored, the front brick white, buff, spotted 
and flashed. Stiff-mud and repressed brick as well as special fire 
clay sliapes are also manufactured. The proiluct of this plant is 
very hiei^h grade and in good demand. 

At Hebron another plant using the Tertiary clay was established 
in the {spring of IDO/i and has just finished a prosperous year. The 
clav is mined son^e five miles north of town. It has been hauled to 
the plant, which is located beside the railroad, the last two seasons 
in wagons, but a steam tram has just been completed to haul the 
clay. The clay is stored and sweated in bins before using. It is 
then crushed in a dry pan and the brick, except the fire brick, arc 
manufactured by the dry-press process. They are^ burnecL at high 
temperatures in Flood rectangular down-<lraft kilns with lignite for 
fuel. Buff, mottled, gray and flashed face brick are made. Fire 
brick are molded by the soft-mud process and repressed by hand. 
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The product from this plant is of a ven' high order and is a good 
example of what can be done with the high grade North Dakota 
clays. 

PHYSICAL TESTS OF NORTH DAKOTA BUILDING BRICK. 

A series of tests were made on the North Dakota brick to show 
the grade of the product for purposes of comparison with brick 
manufactured in other states, and to inform the manufacturers in 
this state of the relative grade of their brick. From lack of funds 
to carry them on these tests were incomplete, in that a large num- 
ber of brick from each manufacturer should be tested in order to 
secure the most reliable results. This it was impossible to do with 
the common brick, but the attempt has been made to show the ap- 
proximate strength and the relative value of tiie brick. The tests 
on the dry-press brick were more complete and hence more valuable. 

Physical testing in the laborator}* has lately been recognized to be 
a very good and efficient method of determining the grade of a 
brick. The National Brick Makers' Association has therefore in- 
vestigated the matter and adopted a series of standard tests, so 
that comparisons between bricks tested by different observers would 
t>e of value. Such tests also detect faults in the process of manu- 
facture, so that having been thus revealed they may be corrected. 

The tests usually applied to common brick and front brick are 
the determination of the transverse and crushing strength, the ab- 
sorption, and the strength after repeated freezings and thawings. 
In testing paving brick the rattler test to determine the abrasive 
qualities is the most important. In testing the North Dakota brick 
the transverse and crushing strength and the percentage of absorp- 
tion were determined. The strength tests were carried on by Pro- 
fessor Calvin H. Crouch in the laboratory of mechanical engineer- 
iui^ of the State University, and the absorption tests were made by 
the writer. 

Professor Crouch describes as follows the manner of making the 
stren^^li tests: **The transverse tests were made by placing tae 
brick ediii^ewise on two supports or knife edges, placed six inches 
apart, and applying the load by another knife edge on top of the 
brick placed midway between the supporting edges. The knife 
edt^^es should be rounded to one-eighth of an inch radius and raised 
at the center to compensate for any warping of the brick. The 
breaking load is noted and the modulus of rupture calculated. This 
modulus, given in pounds per square inch, is the maximum tensile 
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Stress in any portion of the brick due to flexure. It is determined 
by means of the following formula: 

J. _3WL 

2bh» " 

R modulus. 

W = load at breaking. 

L distance between supports. 

b - horizontal dimension of the brick (thickness). 

h -^ vertical dimensions of the brick (breadth). 

The compression or crushing tests were made by crushing one- 
half of a brick that had been broken in flexure. These portions of 
brick were dressed so as to be approximately rectangular in shape 
and the area of the surface measured. To insure uniform pressure 
on all parts 'of the surfaces to wdiich pressures were applied, the 
bricks were covered with a coat or layer of plaster of Paris on 
these two sides. They were then placed in the Riehle testing ma- 
chine, a slight pressure (2,000 pounds or less) was applied and 
they were allowed to stand until the plaster of Paris had hardened, 
w-hen pressure was applied and the brick crushed. Tlie pressure 
^vas observed when the brick first cracked, again when the brick 
failed completely, and the respective pressure in pounds per square 
inch was calculated." 

For the very best results it is doubtless best that the crushing 
tests should be made upon two-inch cubes, with steel bearing plates ;^ 
but very good results were obtained by setting the brick in plaster 
of Paris. It is not necessary that the brick should set in the plaster 
more than twenty minutes before breaking. Tests were made on 
brick which had set over night and on others which had set only 
twenty minutes and no appreciable difi^erence was noted, the plaster 
having hardened sufficiently during the shorter interval to transmit 
the pressure perfectly. This method has, therefore, compared to 
that in which cubes are ground out of the brick, the advantage of 
cheapness and speed, and with nearly as good results, probably 
W'ithin the percentage of error of the sampling and of the machine. 

ITalf bricks from the transverse test were also used for the ab- 
sorption test. They were first dried thoroughly in a steam closet 
for twenty-four hours, then after weighing were immersed in water. 
They were allowed to remain in the water for forty-eight hours, 
after which they were taken out, the surface water wiped off, 
and reweighed. The percentage absorption is then calculated, 



1 A. Marston; Iowa Geol. Survey, Vol. XIV, p. 573. 
Survey— 20. 
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based on the weight of the dry brick. It has been shown, especially 
well by Professor Marston in the excellent series of tests made for 
the Iowa Geological Survey, that the the bricks are not completely 
saturated at the end of forty-eight hours, but that this seems to be 
the most favoraible |)eriod to stop the experiment for puq^oses of 
comparison, instead of dragging it out any longer. The absorption 
is also better obtained from half bricks than from whole, as the 
surface of a well burned brick is denser than the interior and it 
acts as a more or less impervious covering.^ 

The following table shows the results of the tests. The names 
of the manufacturers are not (published, in accordance with the 
promise made to them. Each one had been infonned, however, 
as to the results of his own product. 

TABLE OF PHYSICAL TESTS ON NORTH DAKOTA BRICK. 







SOFT Ml'D 


BRICK. 




Transverse 
strength, mod- 
ulus of rupture 
lbs. per sq. in. 

471 


Compressive strength 
load at rup- load at crush- 
ture lbs. ing lbs. per 
per sq. in. sq. in. 

1620 1020 


Absorp. 

tion per 

cent 

22.1 


Character 
of 
brick 

Normal. 


827 


1120 


1762 


24.3 


Normal. 


780 


1450 


2280 


23.2 


Normal. 


1280 


1468 


3130 


19.2 


Normal. 


1204 


1500 


1050 


23.0 


Normal. 


1740 


3100 


a350 


17.0 


Hard burned 


oOn 


1333 


1333 


28.0 


Normal. 


• • • • 


1007 


1000 


23.0 


Normal. 


707 


005 


1310 


10.0 


Normal. 


152 


473 


030 


20.5 


Normal. 


589 


702 


1524 


15.2 


Normal. 


0)07 


800 


1400 


17.0 


Normal. 


000 


2280 


2420 


17.1 


Repressed. 


o40 


707 


883 


25.7 


Normal. 


100 


1000 


1338 


14.8 


Normal. 

* 


218 


1380 


1700 


10.3 


Normal. 


22o 


1420 


2840 


22.3 


Normal. 


luio 


2750 


2000 

STIFF MUD 


10.8 

BRICK. 


Normal. 


1 150 


070 


1040 


14.4 


Normal. 


513 


3333 


43.33 


10.1 


Normal. 


1090 


1200 


2400 


2.0 


Hard burned. 


107O 


700 


2300 

DRY PRESS 


8.5 

BRICK. 


Normal. 


200 


1700 


2040 


21.8 


Normal. 


1270 


3040 
Jersey (leol. 


4250 
Survey. Vol. VI. 


11.8 

p. 251. 


Normal. 


1 H. Ries: New 
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Transverse 
strength, mod- 
ulus of rupture 
lbs. per sq. in. 

1018 


Compressive strength 
load at rupture load at crush- 
lbs, per ing: lbs. per 
sq. in. sq. in. 

4250 6050 


Absorp- 
tion per 
cent 

11.5 


Character 

of 

brick 

Normal. 


980 


4130 5900 


9.8 


Normal. 


1039 


4563 6711 


11.3 


Flashed. 


655 


2660 4600 


17.3 


Normal. 


650 


3750 6200 


14.5 


Normal. 


« ■ • • 


3120 6250 


11.6 


Normal. 


356 


2160 2620 


14.5 


Normal. 


392 


2540 3320 


14.7 


Normal. 


415 


1670 3350 


14.0 


Normal. 


775 


1880 3750 


15.0 


Normal. 


400 


1980 2370 


13.6 


Normal. 


658 


1612 1934 


10.9 


Normal. 


475 


2940 33,50 


10.8 


Normal. 


827 


3370 4761 


11.7 


Normal. 


1051 


4000 m06 


Sa) 


Normal. 


313 


1600 1600 


15.6 


Normal. 


486 


860 1204 


9.0 


Flashed. 



The transverse test is generally conceded at present to be the 
most valuable strength test. A brick rarely fails by crushing. The 
pressure at the base of very tall buildings is given as alx)ut 157 
pounds per square inch.^ But it does fail sometimes by cracking, the 
brick being so laid that it is loaded above its elastic limit. The 
transverse test is also quickly and cheaply made and brings out 
imperfections in the structure of the brick l>etter than any other test. 

The transverse strengtli of the North Dakota common soft-mud 
brick given as the modulus of rupture in .pounds per square inch 
ranges from 1,740 to lOG pounds. Tlic highest figure was obtained 
from a hard-burned brick which did not represent the average 
product, so that 1,280 pounds is a more correct maximum figure. 
The average, leaving out the highest figure, is 62^7 pounds. The 
stiff-mud brick have a tensile strength of from 513 to 1,690 pounds, 
the average being 1,107 pounds. The dry-press front brick show 
a variation in the modulus of rupture between 209 and 1,270 pounds, 
742 pounds being the average. The results of these tests compare 
w^ll with the tensile strength of brick made in other states. The 
New Jersey^ common soft-mud brick range from 141 to 1.042 pounds 
with an average of 571 pounds, and the stiflf-mud brick from 513 to 
1,750 pounds, the average being 950 pounds. It should also be 
borne in mind that the poorer products are from the small plants 
which produce but a small proportion of the total output. The 

I Wisconsin Gcol. Survey, Bulletin TV. 
»New Jersey Geol. Survey, Vol. VI. p. 258. 
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average for the dry-press brick is rather low, but fire brick are 
included under tliis head, which have not a sufficient bond to give 
a high tensile strength. 

The crushing test is not of the greatest value and does not repre- 
sent the true wearing qualities of the brick. As stateil above, a 
brick rarely fails by crushing when first laid, but it may after having 
been subjected to the weather. Therefore, the crushing strength 
is of more value after the brick has been repeatedly frozen and 
thawed. Lack of time prohibited the carrying out of freezing and 
thawMug tests on North Dakota brick. 

The crushing strength of the Xorth Dakota soft-mud brick ranges 
from ^X'U) to <)30 pounds per square inch, WMth an average of 
1,82T pounds: the stiff-mud brick between A^^V^:^ and 1,J>4(V pounds 
per square inch, the average being 2,743 pounds; and the dry- 
press brick between fi.OOG and 1,204 pounds, the average being 
4,359 pounds. These figures are somewhat lower than the crush- 
ing strength tests of brick in other states. The average for the 
common soft-mud New Jersey brick, given by Ries,' is 3,703 pounds, 
the stiff-mud 4,850 pounds, and the dry-press 9,992 pounds. The 
West Virginia building brick range from 1,700 to 6,500 pounds,' 
and the lowa^ common brick from 5,180 to 1,470 pounds, with 
3.0(15 pounds as the average. The crushing strength of the dry- 
press front brick^ tested by the Iowa Survey varies from 17,500 
p)Ounds to 5,500 pounds with an average of a little under 8,000 
pounds. The low results of Xorth Dakota brick may be accounted 
for partly by the mthods used in testing, the other states using 
ground cubes to break. 

Undoubtedly the crushing strength of most of the North Dakota 
brick is low on account of their high porosity and insufficient 
burning. The ^XDrosity of most of the^brick is very high, as shown 
by the table, and there is some relation between the absorption and 
crushing strength. Some of the best bricks, with high tensile 
strengths, but which also have a high absorption, have lower crush- 
ing strengths than some of the soft, underburned, denser bricks 
which are of ix>orer grade. Also most of the common brick are 
burned in scove kilns and are underburned, this being especially 
true of the brick from the smaller plants. The tests of the hard- 
burned soft-mud brick (sixth in the table) show well the need and 



t X. J. Geol. Survey. Vol. VT. p. 256. 
«W. Va. Cieol. Survey, Vol. HI. p. 288. 
siowa Creol. Survey. Vol. XIV. p. 595. 
■t I bid. p. 562. 
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value of burning the brick harder than is done at present. The lam- 
inations in the stiff-mud brick account partly for their low crushing 
strei^th. 

The crushing strength of the dry-press front brick have a rather 
low average compared to those from the other states. This average 
is, however, lovverei by including some fire brick with a weak 
burn, and some imj)roperly burned brick burned in scove kilns. 
The strength of the best front brick could be improved at a sacri- 
fice of color and material. At present the very best refractory clay 
is used, so that the brick are practically fire brick, but have not the 
bond which should be develoi>ed in a clay of lower fusibility. The 
color of these brick is excellent, and as the strength is satisfactory 
no change in material would be advisable. The tendency toward 
the use of too nuich and toc^ coarse grog should, however, be 
avoided. 

The absorf^tion test gives the amount of pore space, but fails to 
take account of the structure and the size of the pores, and is there- 
fore of little value. The crushing strength and absorption -seem 
to have some general relation to one another, this relation being 
especially well shown in the tests on the dry-press brick. The 
absorption of the North Dakota common brick is high (28.0 per 
cent to 15.-^ per cent), with an average of 20.(> per cent for the soft- 
mud brick; and 19.1 per cent to 2.0 per cent, with an average of 
11.0 per cent, for the stiflP-mud. The average of the New Jersey 
soft-mud brick is 13.4 per cent^ and of the stiflf-mud 10.2 per cent. 
The West Virginia building brick gave from 4.1 to KJ.o per cent- 
absorjHion ; and the Towa common brick iKo per cent to 22.7 per 
cent, with an average of 17.0 per cent.'' The high absorption does 
not seem to aflPect the wearing qualities and tensile strength of the 
better class of brick, although it does the crushing strength. A 
lower absorption would be obtained by harder burning than is 
practiced. 

The absor])tion of the (Iry-i)ress brick is not much higher than in 
those from other states, ranging from 21.8 to 8.() per cent, with 
an average of 13.0 per cent. -The absorption tests made on several 
makes of dry-press bricks by the Iowa Survey showed a variation 
of from 4.5 per cent to 18.5 per cent, the average being about 10.0 
per cent. A moderate absorption is not harmful if the pores are 
of sufficient size to allow the water to exipand in them when it 



* New Jersey Geol. Survey, V^ol. VI. 
•W. Va. Geol. Survty. Vol. HI. 
•Iowa Geol. Survey, Vol. XIV. 
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freezes. A porous brick becomes dirty more quickly than a denser 
one and there is also some danger from drying the mortar too 
quickly in laying porous brick. 

The tests on the North Dakota brick showed that there is room 
for considerable improvement in the common brick, especially in 
those of the smaller plants. This may be accomplished by a more 
careful preparation of the clay and by harder burning. Some of 
the dry-press brick, however, rank with the very best made in the 
countrv. 



STATISTICS OF PRODUCTION. 

The value of the clay products produced in North Dakota in 1905 
was as follows : 

Thou- Av. 

sands Value Price 

Common brick 24,864 $193,036 $7.74 

Dry-press brick (includes front, fire and orna- 
mental brick) 1,562 22,294 14.27 

Hollow bricks and blocks, special shapes and fire 
clay 2,241 

$217,571 

The number of men employed by the clay industry in 190r) was 
422. The number of months during which the plants were in opera- 
tion varied from two to nine, the average of time of operation being 
four and a half months. There were nineteen plants running, 
eleven of which employed power, the total horse power of the en- 
gines used being 711. Six of the plants used lignite for fuel. 



DIRECTORY 


OF NORTH 


DAKOTA BRICK 


PLANTS. 


NAME OF FIRM 


LOCATION 


PROCESS 


PRODUCTS 


Brose & Son 


Abercrombie Soft-mud 


Common Brick 


State Brickyard 


Bismarck 


4* 


4 1 * « 


Mouse River Lignite 








Coal Co, 


Burlington 


< 1 


«« ( ( 


Dickinson Fire & 
Pressed Brick Co. 

Drayton Brick Co. 


Dickinson 
Drayton 


C Stiff-mud 
^ dry-press, 
( repress 

Soft-mud 


Common, front, fire 

and ornamental brick 

and especial fire clay 

shapes 

Common Brick 


Anderson Bros. 


Fargo 


t 4 


*« *( 


Fargo Brick Co. 


t < 


t 4 


44 C( 
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NAME OF FIRM 

Grand Forks Brick, 
Tile & Cement Co. 

Red River Valley 
Brick Co., Alsip Din- 
nie & Hunter yards 



LOCATION 



PROCESS 



Grand Forks Soft-mud 



I 4 



< ( 



PRODUCTS 



Common Brick 



t 4 



Hebron Fire & Pressed 
Brick Co. 


Hebron 


( Dry-press, 
\ soft-mud and 
( repress 


Common, front and 
fire brick. Special fire 
clay shapes 


Hillsboro Brick & Tile 








Co. 


Hillsboro 


Soft-mud 


Common Brick 


Kcnmare Hard Coal, 
Brick & Tile Co. 


Kenmare 


j StifT-mud, 
I dry-press 


Common and front 
brick; hollow brick 


Mandan Hand Made 








Brick Co. 


Mandan * 


Soft-mud 


Common Brick 


Mayo Brick & Tile Co. 


Mayo 


\ StiflF-mud, 
'{ dry-press 


Common, front and 
hollow brick; hollow 

block and drain tile 


Minot Brick Co. 


Minot 


Soft-mud 


Common Brick 


Omemee Brick Co. 


Omemee 


44 


• < 4 4 


C. S. Bowser 


Richardton 


J Soft- mud and 
( dry-press 


Common and front 


RoUa Brick Co. 


Rolla 


. Soft-mud 


Common Brick 


Broegger Mercantile Co. 


Williston 


< 4 


4 4 4 4 


Washburn Lignite 
Coal Co. 


Wilton 


3 Soft-mud and 
i dry-press 


Common, front and 
hollow brick 



FUTURK OF NORTH DAKOTA INDUSTRY. 

The outlook for the brick industry of North Dakota is promising, 
and there will undoubtedly be a steady and gradual increase of 
production. The demand for common brick will come from the 
rapidly growing cities of the region, and tlie state should become 
an exporter of high grade front, fire and ornamental brick. The 
growth of the industry to date has been gradual, as shown by the 
figures given in the '^Mineral Resources," published by the United 
States Geological Survey. 

Values of Clay Products (Brick) in North Dakota from 1895-3904. 

1895 1896 1897 1898 1899 

$48,000 $59,625 $62,420 $72,900 $168,124 

1900 1901 1902 1903 1904 

$92,399 $76,708 $141,214 $127,085 $147,579 

The production in 1905 was $*317.oT4. This fi^rure was deter- 
mined by statistics collected by the State Survey and is thou<4:ht to 
be ajpproximately correct. The esta'blishment of three new plants, 
located at Grand Forks, Hillsboro and Wilton, and the organiza- 
tion of a new company at Dickinson during the last year (190G) 
and those at Mayo and Hebron the year before, reveal the progress 
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that is being made. The season of IJXM) was the most successful 
in the history of the state and the vahie of the total production prob- 
ably reached in the neighborhood of $;iOO,000, if not over. 

The season of IJH)7 promises to be even more successful than the 
past, as some of the largest i)lants have only just completed their 
equipment. In the northern and eastern parts of the state there 
is a stronjj demand for front brick. In the southern and western 
parts of the state there is on the other hand a greater need of 
common brick. This demand can be supplied by home manufac- 
turers. The establishment of new plants will undoubtedly increase 
with the growth of the state but they should not be unduly en- 
couraged, since brick can be more satisfactorily made, both from 
the standpoint of economy and grade of brick, by larger manufac- 
turers with a gcxxl e(|uii)ment. Therefore, the improvement of meth- 
ods, especially in the matter of burning, and the enlargement of 
the existing plants is most desirable. 
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swamp 10 
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Tertiary 132 
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Colorado formation OCt 
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Continental mine 110 

Continuous kilns 290 

Continuous tunnel drier 275 

Cook, G. H.. cited 47 

Covered yards 273 

Cretaceous shales, silica in 24 

Cretaceous QO 

Crushing tests 305, 308 

Crusher'^ 257 

Cryptorhylis 72 
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floor 273 
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Dry method 257 

pans ^ 259 
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press process 270 

Eartlion ware clays 231 
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mixture, analysis of 23(> 
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Epttrcodou major 89. 177 

Estuarine clay 19 

Eairy Dells 144 

Fargo Brick Co 300. 310 

Fiisciolaria Hcxicostata 72 

Feldspar in clay 25 

Fire brick clays 211 

Fire clay, alkalies in 32 

analyses of 214. 215, 21(1, 217 

iron in 2() 

lime in 29 

magnesia in 31 

silica in 24 

Flashing of brick 283 
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( ilaoial clav 20 



INDEX 319 

PAGE 

Gladstone, clay near 143. 222, 229 

Globigcrina crctacea 71 

(jnciss, analysis of 1(5 

Grand Forks Brick, Tile and Cement Co 299, 311 

clay at 185 

(irimsley, G. P., cited 42, 274 

Grout. F. K, cited 47, 49 

Gypsum 77 

Gypsum in Niobrara 103 

Hominca ocoidciitalis 72 

H aulagc of clay 254 

IK-Uron. clay near 119 

Fire and Pressed P»rick Co IMl 303. 311 

fire clay at 215 

pressed l)rick clays at 205 

stoneware clay at 229 

Tertiary section near 82 

Hillsboro Krick and Tile Co 30C», 311 

clay at 188 

Itwccramus cri/ysi rar barabini 72 

.Inoccramus sagcusis 74 

Iron, effect of. on color 27, 44 

in clay 20 

Jamestown, clay near 182 

Pierre shale near 73. lOG 

Kansan drift 91 

Kaolinite 22 

Kaolin, alkalies in 32 

iron in 2G 

lime in 29 

magnesia in 31 

silica in 24 

Kenmare Hard Coal and Brick Co 81, 112, 301, 311 

Killdeer Mountains 132. 15(1, 158 

Kilns 284 

continuous 290 

down-draft 28r» 

muffle 289 

rp-draft 284 

Lacustrine deposits 93 

Lake Agassiz 2o. 93, 184 

bottom clays 183 

clay 19 

Souris i>3, 184, 186 

Laramie clay 108. 130 

alkalies in 32 



320 INDEX 

Laramie Clay — page 

alumina in '2i\ 

analyses of 111. n«. 120. 128, 120, 128 

strength of .51 

formation 75 

Lcigh-Ericson mine 1 14 

Leonard, A. G., cited lo:> 

work of 3, o 

Lignite beds 78 

Lime, in clav 2l» 

Limonite 77 

Little Beaver creek. Pierre on 72 

Loess clay 21 

Long Pine Hills !m» 

Lttcina occidcntalis 72 

Lufiatia 72 

Manufacture of brick '2'u 

Magnesia, in clay 31 

Mandan brick plant ^i'mi^ 311 

clay at . 18!» 

Manganese 3^^ 

Mar^^tirita ncbnisirusis 72 

Marine clay 18 

Marl, Niobrara 70 

Martin brick machine 2oo. 3no 

Mayo Hrick and Tile Co ]•"». 3ni>. 311 

brick plant 07 

McLean county, Laramie in 8tl 

Med«jra. section at 83 

well 78 

Merrill. G. P., cited 10. 

Methods of brick manufacture 2-"»7 

M ica in clay 2-"» 

Mining of clay 2i!), 2oL 2.V3 

Minot brick plant 300. 311 

clay near 188. 210 

Molding 2CA 

Montana formation 71 

.Morton cr)tmty. Laramie in 81 

Mott, clay near 120 

Mon^o River Lignite Coal and Brick C*^ '^\. 3nL 310 

MuOle kilns ' 28!) 

Xati(»nal l^rick Manufacturers' A^isociation 270 

Xautilus dikayi 72 

New Hngland. clay near 127 

New Salem, clay near 118 

Niobrara at Valley City G9 

beds t)8. 103 

beds, sections of 08. 69 



INDEX 321 

Niobrara— - page 

burning tests on 103 

cnalk in 71 

analyses of 70, 104 

lime in 29 

Nucula canccllata 72 

Oil as fuel 296 

Oligocene fossil. 177 

Omemee brick plant 300, 311 

clay near 18G 

Onisomyon pateiliformis 72 

Open pits 251 

yards 272 

Organic matter in clay 35 

Orton, Edward, cited 58. 278, 2a3 

Ostrca pcllucida 72 

Oxidation •. 280 
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Slaking of clay 45 

Slim Buttcs 90 

Sniith-Kenmarc mine, clay at 114 

Soak pits 262 
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Soft mud machines ^^^ 

process "^ 

Soluble salts 30 

Specific gravity of clay 42 

Stark county, Laramie in 82 

State brickyard 301. 310 

Statistics of production 310 

Steadman disintegrater 259 

Stiff mud machine 266 

process 266 

Stoneware clays 225 

analyses of 226, 227, 228. 229, 230 

Stratigraphy of North Dakota clays 65 

Strength of clay : 50 

Strength tests 304 

Swamp clay 19 

Taylor, section near 141 

Tertiary SS 

Tertiary clays 108, 132 

alumina in 26 

analyses of. .136, 142, 143, 145, 146, 147, 148, 150, 155. 159 

162, 16.3, 168. 171. 172. 174. 170, 180 

iron in i / 

lime in 30 

magnesia in 31 

silica in 24 

strength of 51 

TiWtulan'a globulosa 71 

Texture, effect of, on plasticity 40 

Titanium 33 

Tunnel driers 274, 275, 276 

Unto 87 

Up-draft kilns 284 

Upham, Warren, cited 67, 98 

Uses of North Dakota clays 195 

U. S. Geological Survey 3, 5, 6 

coal testing plant of 3, 6 

Valley City, Niobrara at 60, 103 

Pierre shale at 73, 106 

Value of clay products 311 

North Dakota clays 195 

Vitrification 281 

I 'iz'iparus trochiformis 87 

Walhalla brick plant 302, 311 

pressed brick clay at 205 

Ward county, Laramie in 80 
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Washburn Lignite Coal Co IK), 302. 311 

mine section S6 

Water in clay tiS 

hygroscopic 8.3. 278, 279 

Weathering of clay 257 

Well at Dickinson 78 

at Medora 78 

Wellington Quaker brick machine 299 

Wet method 2(U 

pan 202 

White Earth, clay near Ill 

section near 8(> 

Williams county. Laramie in , 79 

Williams pulverizer 2o9 

Williston brick plant 300, 311 

clays at 110, 111, 187 

section near 79 

Wihon brick plant 3JV2. 311 

mine , clay at Ill 

Wisconsin drift 91 

Wood as fuel 293 

Wood, silicified 77 

Yoldia ci'cnsi 72 

Yule section 8-5 
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